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PREFACE 

THERE  is  published  in  the  United  States  no  work  which  covers 
the  subject  of  introductory  or  general  metallurgy.  The  classic 
on  this  subject,  "An  Introduction  to  the  Study  of  Metallurgy/' 
by  the  distinguished  late  Sir  William  Roberts-Austen,  has  not 
been  revised  for  a  number  of  years. 

The  author  in  his  work  in  teaching  metallurgy  has  frequently 
felt  the  lack  of  a  suitable  reference  and  text-book  on  the  important 
subject  of  introductory  metallurgy,  and  knows  that  this  want 
is  shared  by  others.  This  volume  endeavors  to  supply  this  want. 

The  subject  is  treated  from  the  modern  view-points,  and  metal- 
lurgists in  general  will  probably  find  something  of  interest  in  the 
volume,  particularly  in  the  chapters  on  alloys,  measurement  of 
high  temperatures,  slags,  and  mattes.  The  sources  of  information 
are  fully  covered  by  references  in  foot-notes,  by  means  of  which 
the  author  acknowledges  his  indebtedness  to  the  many  workers  in 
the  scientific  fields  which  have  a  bearing  on  the  subject  in  hand. 
Material  for  the  chapter  on  "Metals  from  the  Historic  Point 
of  View"  is  derived  in  part  from  the  works  of  Roesing  and 
Neumann,  to  whom  the  author  expresses  his  indebtedness.  For 
material  in  the  chapter  on  "Slag"  the  author  has  drawn  largely 
on  the  invaluable  work  of  J.  H.  L.  Vogt,  which  has  been  so  far 
unrecognized  in  this  country.  The  following  firms  and  individ- 
uals have  kindly  assisted  by  the  loan  of  photographs  and  draw- 
ings: Mr.  Edward  S.  Shephard  of  Denver;  The  Allis  Chalmers 
Company  of  Milwaukee;  The  United  Coke  and  Gas  Company 
of  New  York;  The  Colorado  Iron  Works  Company  of  Denver; 
The  Crosby  Manufacturing  Company  of  Boston;  and  the  Well- 
man,  Seaver,  Morgan  Company  of  Cleveland. 

The  author  also  desires  to  express  his  indebtedness  to  Mr. 
H.  M.  German  for  certain  drawings  in  connection  with  the  iron 
blast  furnace;  to  Mr.  0,  A,  Anderson  for  drawings  of  alloy  curves, 
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ad  to  Miss  Lucretia  Charlotte  Quist  and  Miss  Delia  Haft  for 
ivaluablc  aid  in  the  preparation  of  manuscript. 

He  expresses  his  particular  indebtedness  to  Mr.  Hans  Schad 
>r  faithful  and  most  helpful  assistance  in.  reading  proof. 

CUAKLKS  II.  FULTON. 

RAPID  CITY,  July  16,  1910. 
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CHAPTER  I 

THE    METALS    AND    METALLURGY    FROM    THE 
HISTORIC!   POINT  OF  VIEW 

Introduction.  —  The  present  ago  is  preeminently  a  metallic 
one.  The  advanced  state  of  material  civilisation  is  largely  due 
to  the  availability  of  enormous  stores  of  metals,  chiefly  iron, 
without  which  such  potent  agents  of  progress  as  the  railroad, 
the  great  ocean  steamships,  bridges,  submarine  tunnels,  and 
machinery  in  general  would  be  impossibilities.  It  is  a  most 
noteworthy  fact  that  the  use  of  metals  on  a  large  scale  as  a  struc- 
tural material  is  the  accomplishment  of  loss  than  a  century  of 
time  in  the  long  history  of  mankind.  The  art  of  metallurgy  as 
practised  during  the  centuries  preceding  the  great  scientific 
awakening  of  the  last  one  hundred  years  was  more  in  the  nature  of 
a  craft,  the  rules  of  which  had  boon  handed  down  from  father 
to  son  for  countless  generations.  New  discoveries  and  new 
processes  were  few  and  far  between  and  then  were  based  most 
frequently  on  accident  rather  than  on  premeditated  improve- 
ments. The  advent,  however,  during  the  eighteenth  century 
of  the  new  era  in  the  physical  sciences  gave  an  impetus  to  the 
metallurgy  of  the  economic  metals,  which,  while  slight  at  first, 
for  the  art  seemed  not  to  see  the  significance  of  the  bearing  of 
physics  and  chemistry  on  metallurgy,  rapidly  grew,  until  at 
the  present  day  metallurgies  processes  are  carried  out  for  the  most 
part  on  a  rigorously  scientific  basis,  resulting  in  an  enormous 
production,  at  low  cost  relatively  speaking,  and  of  such  compo- 
sition or  such  purity  as  to  make  the  metals  available  for  almost 
any  purpose  desired  in  industry  or  the  arts. 

Mining,  the  sister  art  of  metallurgy,  developed  simultane- 
ously by  the  application  of  high  explosives  and  later  by  the 
mechanical  rock  drill  and  other  machinery,  was  enabled  to 
respond  to  the  demand  for  greatly  increased  quantities  of  raw 
materials. 

The  Metals  in  Prehistoric  Times.  —  As  to  how  man  first 
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came  to  a  knowledge  of  the  common  metals  in  shrouded  in  the 
obscurity  of  the  dawn  of  civilisation.  Ucsiod,  (he  Ureek  poet 
(about  700  B.C.),  outlining  in  fable  the  early  history  of  man, 
divides  it  into  periods.  The  first,  a  golden  aye,  of  the  nature  of 
paradise  of  the  Old  Testament,  is  followed  by  a  w7/rr  r/j/r,  which, 
while  still  ideal,  was  darkened  by  some  of  man's  troubles.  Tins 
was  followed  by  an  age  of  dissension  and  strife,  in  which  man 
became  savage,  strong,  and  fierce,  and  was  armed  with  keen 
bronze  weapons.  This  age  was  followed  by  one  peopled  with 
heroes,  strong  and  warlike,  most  of  whom,  however,  were  ex- 
terminated in  the  Trojan  war.  This  age  was  followed  by  the, 
present  one  — the  iron  age,  with  its  trials,  tribulations,  and 
sorrows.  The  fable  seems  to  have  given  rise*  to  the*  common 
belief,  held  for  a  long  time,  that  man  became  acquainted  with 
metals  in  this  order:  gold,  silver,  bronsse  (an  alloy  of  copper  and 
tin),  and  finally  with  iron. 

Areheologieal  research  has,  however,  proved  this  order  of 
discovery  as  untrue.  It  is  probable  that  owing  to  its  brilliant 
color,  and  that  it  occurs  so  frequently  in  the  metallic  state,  and 
is  widely  distributed,  gold  was  the  first  metal  known  to  the*  human 
race.  Primitive  man,  originating  possibly  in  southeastern  Asia/ 
after  passing  through  his  early  evolution  and  becoming  familiar 
with  weapons  which  he  fashioned  first  from  wood  and  bone*  and 
later  from  stone,  and  with  other  implements  for  his  simple  needs, 
wandering  along  streams,  was  probably  attracted  by  the  glitter 
of  golden  grains  in  the  sand  and  gravel  bars  of  certain  streams. 
But  gold  served  chiefly  as  an  ornamental  material  and  was  not 
suitable  for  weapons  or  utensils.  As  men  multiplied  and  spread 
from  the  region  in  which  they  originated,  some  into  lands  rich 
in  mineral  wealth,  others  into  regions  in  which  it  was  absent, 
and  there  passed  through  stages  of  evolution  in  accordance  with 
their  environment,  it  is  evident  that  the  first  mentioned  would 
become  familiar  with  certain  metals,  in  the  course  of  time,  while 
the  second  would  not  know  of  their  existence  except  as  communi- 
cation might  finally  become  established  between  the  two  peoples. 
The  knowledge  of  the  use  of  metals  of  course  demand**  a  de- 
cidedly advanced  stage  of  primitive  culture,  and  thin  could  bo 
attained  only  by  certain  favorable  environment,  which  wan  not 
possessed  equally  by  the  scattered  masses  of  mankind.  It  in 
1  The  PithccantropuH  orcctus  was  found  in  Java. 
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therefore  fallacious  to  assume  iu  the  general  history  of  mankind 
the  existence  of  a  stones  age,  a  copper  age,  a  bronze  age  <>r  an 
iron  age*,  as  coincident  in  time,  over  the  surface  of  the  earth. 

If  there  be  a  definite  succession  of  these  agon,  it.  must  be 
applied  to  distinct  peoples,  and  not  to  humanity  in  general,  for 
oven  at  the.  present  day  isolated  races  and  peoples  are  still  in 
their  stone  age,  as  for  example  in  certain  portions  of  Africa,  and 
in  islands  of  the  Pacific,  while  a  few  thousand  miles  away  are 
peoples  in  the  height  of  civilization  and  culture  with  all  the 
products  of  the  arts  and  the  learning  of  the  sciences  at  their 
command. 

Some  areheologists   and   anthropologists   still   assume   that 
\  with  any  given  people  their  stone*  ago  was  succeeded  by  a  bronze 

or  copper  age,  and  this  by  an  iron  age,  but  hero  again  it  must 
be  considered  that  the  question  of  whether  copper  or  iron  was 
I  the  first  to  be  used  is  largely  dependent  upon  the  nature  of  tho 

^  on*  deposits  that  wore  available.     Looking  at  tho  question  from 

(  the  standpoint  of  economic  geology  ami  metallurgy,  tho  facts 

stand  out,  that  easily  reducible  iron  ores  arc*  widely  scattered 
]}  over  the  earth's  surface*,  and  that  the  production  of  metallic 

|  iron  from  them  is  a  comparatively  simple  matter,  requiring  but 

\  a   low   temperature   and   very   primitive    furnaces,  to   get  an 

iron  sponge*  which  ei\n  be  worked  and  forged  into  shape.     The 
reduction  of  sulphide  copper  ores,  on  tho  other  hand,  in  order 
;  to  get.  a  workable  product,  is  much  more  difficult,  requiring  a 

\  number  of  complex  operations  and  a  high  temperature  and  eon- 

I'  Hoqucntly  greater  metallurgical  skill.     Native  copper  in  work- 

able quimtitioH  occurs  but  in  few  phieoH,   viz.,   in   Michigan. 
i  Whore  it  does  occur  tho  probabilities  are  great  that  its  UNO  pro- 

'4  coded  that  of  iron.     In  certain  regions  oxidized  copper  ores  of 

\  great  purity  are  found  to  a  limited  extent,  such  as  occur  in 

r  Arizona,  and  probably  occurred  in  tho  Sinai  Peninsula,     Those 

\  can  be  reduced  to  metal  by  a  simple*  smelting  process.     In  thm 

I  case  copper  was  probably  the  first  useful  men  till  known,  an  Hoernn 

I  to  be  the  cane  with  the  ancient  Egyptians. 

I  Generally   speaking,    however,    iron    wan    probably    earlier 

|  known  to  the  majority  of  mankind  than  copper.    As  regards! 

t  bronze,  an  alloy  of  copper  and  tin,  it  is  to  bo  very  greatly  quoH- 

f;  tioned  whether  its  use  was  known  to  prehistoric  peoples.     It 

|  requires  a  very  considerable  metallurgical  skill  to  prepare  bronae 
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and  cast  and  work  it,  and  the  tin  required  is  found  in  compara- 
tively few  places.  The  invention  of  brouxe  is  probably  to  he 
placed  in  Mesopotamia,  Ancient  Babylonia,  with  the  Semitic  nice, 
from  whence  it  spread  over  other  lands  through  commerce.  The 
fact  that  in  some  so-called  prehistoric,  graves,  stone  and  bronze 
implements  are  found,  with  the  practical  absence  of  iron,  can  in 
no  instance  be  considered  valid  evidence  that  a  bronze  age  suc- 
ceeded the  stone  age,  for  where  these  bronze  remains  an*  found 
they  almost  invariably  show  themselves  to  be  of  superior  char- 
acter and  traceable  in  design  and  form  to  those  used  by  some 
cultured  nation  at  a  distance.  An  instance*  of  this  are  the 
remains  found  in  the  Lake  Dwellings  of  Switzerland,  where  cer- 
tain excavations  yield  stone  implements  only,  while  others  those 
of  stone  and  bronae,  but  the  bronze  implements  are  of  such  per- 
fection and  of  clearly  Oriental  and  Etruscan  character,  that 
there  is  but  little  doubt  they  were- introduced  through  commerce. 
Incidentally  there  are  in  the  same  vicinity  remains  of  most 
ancient,  primitive  iron  smelting  furnaces,  near  which  iron  and 
stone  tools  are  found.  It  is  not  surprising  that  in  the  finds  of 
ancient  remains,  bronze  or  copper  should  be  predominant,  when 
the  ready  corrodibility  of  iron  is  considered.  Under  certain 
climatic  conditions  less  than  a  thousand  yearn  are  amply  suffi- 
cient to  remove  all  traces  of  iron  remains. . 

With  these  facts  in  view  it  seems  very  probable  that  when 
the  various  peoples  possessing  primitive  culture  entered  into 
their  historic  era,  viz.,  that  era  of  which  definite  records  exist, 
they  were  acquainted  with  certain  of  the  common  metals,  gold, 
iron,  and  copper,  and  somewhat  more  rarely  with  silver,  lead, 
and  tin,  dependent  to  a  large  degree  on  their  environment. 

The  Metals  in  Early  Historic  Times.  -—The  earliest  known 
records  of  a  civilization  are  found  in  Babylonia,  in  the  district 
of  Mesopotamia,  where  a  people  of  Semitic  origin  settled  about 
8000  to  10,000  B.C.,  coming  from  the  upper  Tigris-Euphrates 
River  regions.  The  country  they  came  to  occupy  was  inhabited 
by  descendants  of  primitive  Aryan  tribes,  of  Asia  Minor  End  the 
Caucasus,  who  probably  possessed  a  decided  culture  of  their 
own.  The  mixture  of  these  races  gave  rise  to  a  decided  Baby- 
lonian culture  which  spread  into  western  Asia,  northern  Africa, 
and  even  into  Europe.  Records  of  the  ancient  Babylonians 
date  back  to  about  5000  B.C. 
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Both  of  the  races  mentioned  c.anie  originally  from  moun- 
tainous countries  rich  in  gold,  iron,  copper,  and  lead  ores,  and 
unquestionably  brought  a  knowledge  of  these  metals  with  them. 
Copper  is  found  alongside  of  gold  ornaments  and  stone  tools 
in  the  most  ancient  Babylonian  (Chaldean)  ruins.  Most  of 
the  finds  of  ancient  metals  are  from  tombs  and  graves,  and  the 
fact  that  ancient  peoples  buried  with  thoir  dead  usually  precious 
possessions  of  intrinsic  value,  possibly  accounts  in  part  for  the 
absence  of  iron  in  those  remains. 

Turning  from  this  very  ancient  Babylonian  civilisation  to 
a  contemporaneous  but  probably  later  one,  namely  the  pro- 
dynastic  Egyptian,  I  quote  from  Breasted:1  "  On  the  now  bans 
and  windswept  desert  plateau  through  which  the  Nile  lias  hol- 
lowed its  channel  there  once  dwelt  a  race  of  men.  Plenteous 
rains,  now  no  longer  known  there,  rendered  it  a  fertile*,  and  pro- 
ductive region.  The  geological  changes  which  have  since  made 
the  country  almost  rainless,  denuded  it  of  vegetation  and  soil 
and  made  it  for  the  most  part  uninhabitable,  took  place  many 
thousands  of  years  before  the  beginning  of  Egyptian  civilisa- 
tion .  .  .  ;  but  the  prehistoric  race*  who  before  these  changes 
peopled  the  plateau  left  behind  them,  as  the  sole*  memorial  of 
their  existence,  vast  numbers  of  rude  flint  imylGmc.ntx,  now  lying 
scattered  about  upon  the  surface  of  the  present  desert  exposed 
by  the  denudation.  These  men  of  the  paleolithic  ago  were  the 
first  inhabitants  of  whom  we  have  any  knowledge  in  Egypt. 
They  cannot  be  connected  in  any  way  with  the  historic,  or  pro- 
historic  civilisation  of  the  Egyptians.11 

"The  forefathers  of  the  prtnlynaMic  peoples  of  whom  we,  have 
historic  records  were  related  to  the  Lybians  or  North  Africans 
on  the  one  hand,  and  on  the  other  to  the  peoples  of  Eastern 
Africa  now  known  as  the  Galla,  Somali,  and  Bogu  tribes.  An 
invasion  of  the  Nile  Valley  by  Semitic  nomad®  of  Asia  stamped 
its  essential  character  unmistakably  upon  the  language  of  the 
African  people  there.  The  earliest  strata  of  the  Egyptian 
language  accessible  to  UH  betray  clearly  this  composite  origin. 
This  Semitic,  immigration  from  Asia  occurred  in  an  epoch 

that  lies  far  below  our  remotest  historical  horizon Tho 

most  cunningly  wrought  flints  that  have  ever  been  found  among 

any  people  belong  to  this  age The  war  mace  with  pear* 

1  James  H.  Breoatod,  "  A  History  of  Egypt/'  1905. 
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shaped  heads,  as  found  also  in  Babylonia,  is  characteristic  of 
the  period.  Side  by  side  with  such  weapons  and  implements 
they  also  produced  and  used  weapons  and  implements  of  copper. 
It  is  indeed  the  age  of  slow  transition  from  stone  to  copper. 
Gold,  silver,  and  lead,  while  rare,  were  in  use.  The  time  of 
this  period  is  from  4500  to  4000  B.C." 

It  is  noteworthy  that  in  this  instance  there  is  again  a  fusion 
of  a  Semitic  people  with  those  of  another  race,  and  it  is  held 
by  some  scholars  that  Egyptian  civilization  is  derived  from  the 
Babylonian.  The  metals  known  to  these  two  ancient,  civilisa- 
tions are  copper,  gold,  silver,  and  lead.  Iron  has  not  been 
found.  It  is  to  be  considered  that  the  amount  of  metal  found 
is  small  compared  to  that  of  the  stone  remains,  and  the  metals 
were  on  hand  probably  in  small  quantities  and  it  in  hardly  to 
be  expected  that  small  amounts  of  iron  would  survive  through 
sixty-nye  centuries  to  the  present  day.  Bronze  is  not  found, 
though  it  is  more  resistant  to  corrosion  than  copper,  proving 
conclusively  that  it  was  unknown.  Even  much  later  than  this, 
during -the  Old  Kingdom  in  the  third  to  sixth  dynasties, 
2980  to  2475  B.C.,  Breasted  states  that  bronze  was  not  yet  in 
use.  "The  smiths  furnished  tools  of  copper  and  iron,  bolts, 
nails,  hinges,  and  mountings  of  all  sorts  for  artisans  of  all  classes. 
They  also  wrought  fine  copper  vessels  for  the  tables  of  the  rich, 
beside  splendid  copper  weapons.  .  .  .  Silver  came  from 
abroad,  probably  from  Silicia  in  Asia  .Minor  .  .  .  ;  it  was  there- 
fore even  more  rare  and  valuable  than  gold.  Tho  Egyptian 
term  for  silver  was  white-gold.  In  the  ruins  of  IJr  and  Kreeh 
in  Ancient  Babylonia  are  found  remains  of  copper  vessels  dating 
from  4500  to  2300  B.C.  It  is  probable  that  in  the  latter  part  of 
this  period  bronze  first  came  into  use,  originating  in  Babylonia. 
It  was  introduced  into  Egypt  in  the  twelfth  or  eighteenth 
dynasty,  most  likely  about  2000  B.C." 

With  the  development  of  the  Babylonian  and  Egyptian 
civilization,  the  use  of  metals  increased  arid  they  soon  entirely 
replaced  stone  implements  for  the  purpose  of  tools  and  weapons. 
It  is  noteworthy  that  Hill,  in  1837,  breaking  away  a  massive 
limestone  block  from  the  great  pyramid  of  Cheops,  dating  about 
3000  B.C.,  found  in  a  masonry  joint  the  broken  portion  of  an.  iron 
tool.  At  the  time  of  Rameses  II,  1292-1225  B.O.,  iron  plow- 
shares were  in  common  use.  Egypt  procured  much  of  its  iron 
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from  Ethiopia,  and  monuments  at  Karnak  show  the  method  of 
ore  reduction.  Shallow  excavations  were  made  in  rock  or  earth 
and  the  iron  ore  wan  smelted  in  these  with  fuel,  blast  being 
produced  by  means  of  skin  bags  and  led  to  the  furnace  by  bam- 
boo pipes.  The  product  of  the  first  operation,  (an  iron  sponge 
mixed  with  slag)  was  resmclted  and  then  hammered  to  expel 
the  slag,  finally  going  into  use,  as  forgeable  iron. 

Lead  was  not  widely  used  by  ancient  peoples,  but  was  known 
to  them,  for  it  has  been  recovered  in  Assyrian  cities,  viz.t  Nineveh, 
and  in  the  tribute  lists  of  the  Egyptian,  king,  Thutmosc  III, 
1500  B.O.,  it  is  mentioned  as  having  been  furnished  by  Plurnidan 
peoples. 


KKJ*  1.  Aho\c,  tit  tho  loft,  weighing  of  pronoun  mctalH  and  malachite;  in 
the*  middle,  the  furnar.e  with  won  at  blow-pipen;  at  the  right,  canting  and 
hammering;  below,  putting  together  neeklaeen  and  eontly  ornatnentB. 

Tin  was  known  in  ancient  Babylonia  and  was  probably 
derived  from  tho  Caucasus,  or  from  the  southern  flanks  of  tho 
Hindu  Kiwh  mountains  in  Afghanistan,  where  recently  ancient 
tin  workings  have  been  found.  Thin  metal  was  little  used  pre- 
vious to  the  invention  of  bronsw.  Tho  mining  of  tin  in  the  Brit- 
ish Isles  is  much  later  in  history. 

An  interesting  account  of  a  very  ancient  method  of  mining 
and  milling  gold  quarto  ore  in  the  Egyptian  gold  mines  in  Nubia, 
which  wcw  already  worked  in  tho  fourth  dynasty,  2900  2750 
B.C.,  in  given  in  Diodorus,  a  Greek  historian  (Bicily,  about  20 
B.C.),  who  quotes  from  Agathar chides  ••  of  Knidos: 

"  The  gold  is  mined  from  Veins  of  a  white  marble  (quartz) 
which  is  found  in  a  black  rock.  The  kings  send  to  the  gold 


FIG.  2.  —  Egyptian  method  of  melting  gold. 
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mines  the  criminals,  the  prisoners  of  war,  and  also  those  who 
have  been  falsely  aeeused  and  imprisoned  in  linger,  sometimes 
alone,  hut  sometimes  with  their  families  and  relations,  in  order 
to  punish  the  condemned,  but  also  for  the  purpose*  of  deriving 
great  income  from  their  labor.  Those  sent  there,  whose  number 
is  very  large*,  are  kept  in  chains  and  are  forced  to  work  day  and 
night  without  rent,  all  opportunity  for  escape  being  carefully  cut 
off,  for  guards  of  foreign  soldiery  stand  close,  by  so  that  no  one 
by  conversation  or  friendly  intercourse  can  bribe  a  guard  The 
hardest  of  the  gold-bearing  rock  they  bum  with  a  big  fire  (fire- 
setting).  The  softened  and  split  rock  which  can  now  without 
further  preparation  be  broken  with  stone*  chisels  is  sorted  over 
by  many  thousands  of  miserable  human  beings.  The  strongest 
of  these  most  unhappy  condemned  break  up  the  marble-liko 
rock,  with  pointed  iron  hammers,  solely  by  brute  strength,  with- 
out the  employment  of  any  mechanical  art." 

"  They  drive  the  drifts,  not  in  a  direct  line,  but  follow  tho 
direction  of  the  glinting  marble  veins.  Theses  people  carry 
lights  fastened  to  their  foreheads,  as  the  workings  are*  dark,  duo 
to  the  windings  of  the  drifts.  They  must  frequently  changes 
the  positions  of  their  bodies  in  working  on  account  of  the  twist- 
ings  (dip)  in  the  rock.  The  loosened  pieces  of  rock  are  thrown 
on  the  floor.  This  work  they  carry  on  uninterruptedly  under 
the  abuse*  and  blows  of  the  overseers.  The  boys  under  Bevem- 
teen  years  of  age  pass  through  the  drifts  into  the  excavations 
and  laboriously  gather  the  small  pieces  of  broken  rock  and 
deposit  them  at  the*  entrance  under  the*  open  sky.'1 

"  Those  pe*rsems  who  are,  under  thirty  yearn  old  take  a  certain 
portion  of  these  broken  pieces  and  crush  them  in  stone  mortars, 
with  iron  pestles,  until  they  are  of  the*  HIM*  of  peas.  The*  rock 
of  this  size  is  passed  to  the*  women  and  old  men  who  throw  it 
into  mills  of  which  there  are*  many  in  a  row.,  and  at  each  mill 
two  or  three*  persons,  working  with  a  foot-power  elovice,  grind 
their  portion  erf  tho  rock  into  flour.  And  since*  none*  of  these 
people  can  afford  themselves  any  caro,  nor  have  garments  to 
cover  their  nakedness,  no  one  cam  seo  them  without  feeling  pity 
for  their  miserable  condition.  Neither  the  ill,  nor  the  crippled, 
nor  the  weak  woman,  are  given  tho  slightest  relief  or  cmsetmmt, 
but  all  are*  forced  by  blows  to  work  unceasingly  until  they  fall 
exhausted  in  their  misfortune  and  miserably  die.  These  mines 
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3  very  ancient  and  their  establishment  dates  buck   to  tho 
gn  of  the  old  kings/' 

The  further  treatment  of  the  pulverized  ore  consisted  in  wash- 
*  it  on  inclined  wooden  tables  in  a  stream  of  water  and  picking 
>m  the  table  the  enriched  gold  sand  by  me'ans  of  small  sponges, 
which  even  the  finest  particles  of  gold  adhere.  This  enriched 
ad  is  then  melted  with  lead  in  crucibles.  The  resultant 
llion,  mixed  with  more  lead,  salt,  and  straw,  was  placed  in 
other  crucible  and  exposed  for  five  days  to  a  red  heat,  when, 

the  sixth  day,  pure  gold  alone  remained,  the  lead  and  silver 
loride  being  volatilized  and  in  part  absorbed  by  the  crucible, 
ulptures  from  the  graves  at  Thebes,  dating  from  the  reign  of 
mtmose  IV  (1420  B.C.),  show  that  the  enriched  sands,  gained 
"  washing  as  above  described,  were  smelted  in  low  furnaces, 
shallow  crucibles,  with  the  use  of  blast  and  the  molten  gold 
st  into  cup-shaped  molds. 

The  most  ancient  kn.own,  mines  are  Egyptian  copper  mines 

the  Valley  Wadi  Mcghara,  in  the  Sinai  peninsula.  Their 
ginning  is  probably  pre-dynastic,  before  5000  B.C.,  and  they 
5m  to"  have  become  exhausted  about  1300  B.C.  Portions  of 
rnaces,  crucibles  and  some  slag  is  still  found  there.  Copper 
nes  were  also  worked  on  the  flanks  of  Mt.  Sinai,  about  1GOO 
00  B.C.  Extensive  slag  dumps  are  still  to  be  found  here.  These 
38  were  for  the  most  part  oxidized,  and  were  easily  reduced, 
ley  also  furnished  fine  malachite  for  ornamental  purposes. 

Neither  the  ancient  Babylonians  and  the  Assyrians,  nor 
e  Egyptians,  were  a  commercial  people,  and  the  civilisation 
veloped  by  them  was  not  appreciably  spread  until  tho  rise  of 
Semitic  people  in  Syria  on  the  coast  of  the  Mediterranean,  tho 
Loenicians.  These,  originating  probably  in  tho  Tigris-Euphra- 
;  region,  and  closely  related  to  the  Jews,  founded  the  groat 
ies  of  Sidon  and  Tyre,  the  latter  probably  about  2700  B.C. 
ic  Phoenicians  were  never  a  nation  in  the  strict  sense  of  the 
>rd,  even  in  their  earliest  history,  as  the  cities  were  independent. 
ter  1800  B.C.,  they  were  successively  under  Egyptian,  Assyrian, 
eek,  Persian,  and  Roman  rule.  In  spite  of  this  they  were 
3  greatest  commercial  people  of  the  ancient  world.  Very 
*ly  in  their  history  they  were  a  seafaring  people  and  carried 
5  rudiments  of  the  Babylonian  and  Egyptian,  civilizations 
the  lands  adjoining  the  Mediterranean. 
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Thcjy  wore  the  most  skilful  metallurgists  of  the  ancient  worL 
and  the  Phamicians  of  Sielem  founded  a  colony  on  the  island  o 
Cyprus,  about  1300  B.C.,  where  they  extensively  mined  am 
smelted  copper  ores.  They  founded  colonies  at  many  places  01 
the  shores  of  the  Mediterranean.  They  developed  into  skilfu 
metal  workers,  and  their  works  of  art,  weapons,  and  implement 
were  widely  scattered  by  trade.  The  Phexmicians  accumulate* 
vast,  stores  of  metals  obtained  from  the  distant  peoples  thev 
traded  with,  and  at  their  most  western  colony,  (lades  (Cad'us  ii 
Spain),  they  had  largo  stores  of  silver,  lead,  aftd  tin,  probabl; 
procured  from  Spain.  They  also  obtained  tin  from  England 
not  directly,  but  by  trade  from  the  Veneti,  who  brought  it  to  th 
Phumieian  colony  Tartessus,  the  present  Tortosa,  on  the  Kbn 
River,  in  the  northeastern  part  of  Spain.  The  Veneti  dwelt  01 
the  north  coast  of  Spain  and  had  intercourse  with  the  wes 
coast  of  England. 

The  Phexmicians  practically  controlled  the  tin  trade  between 
1000  and  300  B.C.,  in  BO  far  as  it  was  extremely  important  t< 
them  for  the  bronze  industry,  which  they  brought  to  a  high  state 
of  perfection.  The  oldest  route  of  trade  between  the  Meeliterra 
ncan  countries  and  the  English  Men  wan  across  the  Channel 
then  up  the  Seine  to  the  Saone  and  then  down  the  Rhone1,  t< 
Massilia  (Marseilles),  a  Greek  colony  founded  in  BOO  B.C.  Tin 
Phoenicians  probably  traded  in  tin  at  thin  point.  Somewhat  late1 
they  found  the  sea  route  to  England  and  kept  it  a  secret  unti 
the  Carthaginians  (Phexmicians  settled  in  Carthage)  diseoveroe. 
it,  an  also  did,  later  (333  B.C.),  the  Greek  Phyteas  of  Massilia 
Thin  destroyed  the  tin  monopoly  of  the  Phumieians. 

The  Phumicians  were  masters  of  the  art  of  making  am 
casting  bronze.  Most  of  their  bronzes  have  a  composition  o 
approximately  90  per  cent,  copper  and  10  per  cent,  tin,  one  o 
the  toughest  and  strongest  of  this  scries  of  alloys.  Coin  bronai 
also  usually  contained  lead,  They  traded  bronze  implements  am 
weapons  to  many  peoples,  thus  probably  accounting  for  th< 
occurrence  of  bronse  in  certain  localities,  with  rather  cruel 
stone  implements. 

The  Phamicians  were  familiar  with  iron  anel  also  with  stee 
in  their  earliest  history.  They  mined  iron  in  the  Lebanoi 
mountains  in  Syria  in  the  time  of  Solomon,  990  B.C.  Still  olde 
are  the  Phoenician  iron  mines  on  Mount  Ida  in  Phrygia,  Asii 
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Minor.    Their  city  of  Tyre  was  a  famous  market  for  iron  t 
steel  armor  and  implements. 

The  Greeks,  who  early  came  into  contact  with  the  Phwnicia 
and  through  them  with  Babylonian  and  Egyptian  culti 
soon  developed  a  civilization  typical  of  themselves,  withou 
peer  in  the  ancient  world.  They  were  familiar  with  the  ccj 
mon  metals  even  in  their  prehistoric  period,  as  may  be  seen  fr 
the  legends  of  the  Iliad  and  the  Odyssey  of  Homer,  about  { 
B.C.  At  that  time  they  had  iron  as  well  as  steel,  and  copp 
the  latter  was  probably  more  commonly  in  use,  while  broi 
was  either  unknown  or  very  rare.  It  was  introduced  to  1 
Greeks  by  the  Phoenicians  at  a  somewhat  later  period.  Ii 
ore  was  mined  and  iron  manufactured  in  Crete  and  Cyprus  a 
many  other  of  the  Greek  islands.  Chalcis,  in  Eubcea,  thir 
four  miles  north  of  Athens,  was  famous  as  a  source  of  ii 
weapons. 

The  iron  industry  was  very  old  in  Laconia,  the  chief  city 
which  was  Sparta,  where  iron  was  used  for  ornamental  a 
monetary  purposes.  The  ancient  Laconians  were  familiar  w 
the  welding  properties  of  iron.  Copper  ore  was  mined  in  Euto 
and  in  Cyprus.  Bronze  became  common  about  600  B.C.,  a 
the  Greeks  developed  the  art  of  metal  working  to  a  remarkal 
degree,  making  bronze  castings  which  are  even  to  this  d 
remarkable  for  their  beauty  and  technical  skill  of  workmannh 
The  Greeks  mined  lead  and  silver  at  Laurium,  in  Attica,  pr< 
ably  earlier  than  550  B.C.,  and  when  Athens  was  at  the  hoiji 
of  its  power,  as  many  as  60,000  slaves  were  employed  in  t 
mines.  It  is  stated  that  during  the  300  years  that  these  mir 
were  worked  by  the  Greeks,  2,100,000  tons  of  lead  and  4,800,0 
kgs.  of  silver  were  secured.  Rich  slags  from  these  mines  we 
later  reworked  by  the  Romans,  and  at  present  modem  plant 
are  treating  ore,  slag,  etc.,  from  these  mines  in  furnaces  ma 
in  the  United  States.  Lead  and  silver  were  mined  by  the  Gree 
in  Rhodes  and  Cyprus.  They  were  also  probably  familiar  wi 
zinc,  though  in  the  form  of  an  alloy  with  copper,  viz.,  brass, 
an  early  date,  as  zinc  and  copper  minerals  occur  intimately  mixe 
in  Cyprus  and  islands  on  the  coast  of  Asia  Minor. 

The  inhabitants  of  India  were  familiar  with  the  producti< 
1  EL  F.  Collins,  Eng.  and  Min.  Jour.,  Vol.  LXXIX,  p.  363;  Vol.  LXXXV 

P.  ool. 
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and  the  use  of  metals  early  in  their  history,  for  the  Rigvcda, 
dating  1500  B.C.,  states  that  iron  was  fashioned  into  swords  and 
axes.  Stool  makes  its  appearance  at  a  comparatively  early 
period,  and  Indian  steel  as  an  article  of  commerce  was  highly 
priced,  particularly  the  kind  known  as  Wootz  steel.  Aden  on 
the  Red  Sea  was  a  great  market  for  Indian  wcap'ons  and  steel. 
In  Delhi  stands  the  Kutub  column,  a  great  mass  of  iron,  partly 
buried,  and  approximately  59  ft.  long  and  varying  in  diameter 
from  10  in.  where  it  emerges  from  the  ground  to  12  in.  at  the 
top.  It  weighs  approximately  19  tons  and  dates  from  about 
1000  B.C.  The  mass  is  nearly  pure  iron  and  seems  to  be  made 
of  small  pieces  welded  together.  In  the  temple  of  Kanaruk, 
wrought-iron  boarna  were  found  20.6  ft.  long  and  8  in.  in  cross- 
section,  dating  from  about  1250  B.C. 

At  the  time  of  the  Romans,  and  of  the  Roman  dominion  of 
the  civilized  world,  the  use  of  metals  had  become  wide-spread 
for  many  purposes,  such  as  for  armor,  tools,  implements,  money, 
and  some  structural  purposes,  and  mining  was  prosecuted  on  a 
large  scale  in  those  portions  of  their  realm  rich  in  mineral 
wealth.  The  chief  mineral  province  was  Spain.  In  Huelva, 
Spain,  great  copper  mines  were  worked  by  the  Phoenicians, 
as  slag  dumps  to  the  extent  of  2,000,000  tons  show  to  this  clay. 
They  were  succeeded  by  the  Romans  who  worked  the  mines  for 
400  years,  to  about  412  A.D.,  and  their  slag  dumps  amounted 
to  about  18,000,000  tons.  The  greatest  operations  were  carried 
on  at  Rio  Tinto  and  Tharsis.  It  is  estimated  that  the  average 
annual  production  of  copper  by  the  Romans,  from  these  fields, 
amounted  to  2400  tons.  Iron  came  from  the  island  of  Elba, 
from  Spain,  Gaul,  Illyria,  and  Britain,  while  tin,  for  bronze, 
came  chiefly  from  Spain  and  Cornwall. 

ANCIKNT  METHODS  OF  EXTRACTION  OF  METALS  FROM  THEIR  ORES 

Iron.  —  There  are  no  records  of  the  methods  of  extracting 
iron  from  ores  used  by  the  most  ancient  peoples,  though  Egyp- 
tian monuments  furnish  some  data.  It  probably  was  practically 
the  same  as  that  now  employed  by  semi-civilized  tribes  in  Africa 
and  in  India.  In  Kordofan  in  the  Soudan  the  method  is  in 
use  which  is  depicted  on  Egyptian  monuments.  Easily  reducible 
iron  ore  was  mixed  with  charcoal  and  smelted  in  shallow  pits 
in  the  ground,  blast  being  furnished  by  means  of  skin  bags 
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through  bamboo  blast  pipes.  The  product  was  a  mixtun 
iron  sponge  slag,  and  undecomposed  ore,  which  was  aj 
smelted  with  charcoal,  producing  a  hot,  waxy  mas*  of  iron  in 
mixed  with  slag  or  a  "  bloom/7  that  was  hammered  into  CUT 
shapes,  and  formed  the  iron  of  commerce.  A  common  forn 
commercial  iron,  from  1000  to  800  B.C.,  wore  clumps,  rouj] 
in  the  shape  of  a  double  cone  placed  base  to  bane,  with  a  I 
through  one  end,  weighing  from  9  to  45  Ibs. 

On  the  west  coast  of  India,  an  ancient  method  is  still  omplo 
at  the  present  day.  The  ore  is  feel  in  alternate  layers  with  ol 
coal,  into  round,  open  furnaces  built  of  clay,  2  to  4  ft.  hi 
0.8  ft.  in  diameter  at  the  bottom  and  0.5  ft.  at  tho  top. 
furnace  has  two  openings  near  the  bottom,  one  for  drawing 
the  slag  and  iron  "  bloom/'  the  other  for  the  insertion  of 
bamboo  blast  pipe.  The  bellows  producing  the  blast  are  in 
of  goat  skin.  After  several  hours  of  blowing,  a  porous  bid 
of  iron  is  obtained  which  is  hammered  to  expel  the  slag.  Wo 
steel  was  produced  from  iron  made  in  this  way,  but  f 
repeatedly  resmelted,  and  then  cut  into  small  pieces  and  mi; 
with  pieces  of  wood  of  a  certain  tree  to  furnish  tho  carbon,  i 
fused  in  clay  crucibles  in  a  shallow  pit  fired  by  charcoal,  1 
process  was  a  delicate  one,  rigorously  carried  out  accord 
to  certain  precautions. 

In  various  parts  of  Germany  and  in  Belgium,  very  audi 
furnaces  of  this  Indian  type  have  been  found.     Tho  iron  p 
duced  by  this  method  was  of  course  not  homogeneous  and 
value  varied  widely,  dependent  on  tho  purity  of  tho  ores  o 
ployed.     It  was  probably,  in  many  instances,  flteol-lilco  m 
character,  due  to  retained  carbon.     The  Greeks  and  lloma 
for   instance,  distinguish  at  an  early  date    between  soft    a 
hard  iron,  and  Pliny  states  in  his  natural  history  that  tho  I 
mans  greatly  prized  Indian  iron,  viz.,  tho  Woote  stool.     Tin 
simple  methods  furnished  the  iron,  supply  of  tho  world,  and 
mained  practically  unchanged  until  the  beginning  of  tho  fiftooE 
century.    While  artisans  developed  groat  skill  in  working  motu 
the  production  of  iron  was  by  the  same  means  as  wore  used 
the  forefathers  in  the  gray  dawn  of    civilisation.     Tho    fi 
improvements  in  the  manufacture  of  iron  were  introduced 
Germany  and  resulted  in  the  making  of  cast  iron.     Thin  d 
covery  led  to  the  art  of  making  iron  castings.     The  making 
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cast  iron  was  accidental.  Somewhat  larger  furnaces  had  boon 
built,  and  water  power  was  introduced  to  operate  the  hammers 
and  to  actuate  the  blast  apparatus.  This  last,  furnishing  greater 
volumes  of  air  at  higher  pressure,  increased  the  temperature  in 
the  furnaces,  with  the  consequent  production  of  a  fluid  iron  -• 
cast  iron.  The  first  production  of  cast  iron  is  probably  to  be 
placed  in  the  Rhine  region,  about  1450. 

From  this  time  onward,  the  making  of  cast  iron  spread  quite 
rapidly  although  the  old  methods  persisted  side  by  side  for  many 
centuries,  where  conditions  for  them  were  favorable.  Even 
until  very  recently,  in  some  countries,  as  in  northern  Spain  and 
in  this  country  in  New  York  State,  the  ancient  direct  process 
of  iron  making  in  bloomery  and  Catalan  forges,  though  in  modern 
improved  forms,  was  in  use.  In  the  sixteenth  century  furnaces 
producing  cast  iron  wore  rectangular  in  cross-section,  and  about 
14  ft,  high.  They  were  tapped  about  every  two  hours,  yield- 
ing 200  to  220  Ibs.  of  iron  at  each  tapping.  Somewhat  later  the 
furnaces  were  made  circular  in  cross-section,  about  18  ft.  high, 
and  were  provided  with  an  opening  near  'the  bottom  (open 
breast),  the  iron  and  slag  flowing  out  into  a  sort  of  exterior 
crucible,  the  open  breast  serving  for  the  introduction  of  tools 
to  clean  away  obstruction.  These  furnaces  were  usually  built 
of  sandstone. 

This  type  of  iron  furnace,  the  precursor .  of  the  present  day 
blast  furnace,  was  introduced  into  England  and  France  about 
the  middle  of  the  sixteenth  century,  and  at  the  end  of  the  cen- 
tury into  Sweden.  The  first  tuyeres  or  openings  for  the  intro- 
duction of  blast  into  the  furnace  were  of  stone;  copper  tuyeres 
were  invented  in  Germany  at  the  beginning  of  the  sixteenth 
century,  and  iron  tuyeres  in  1697.  After  the  introduction  of 
the  blast  furnace  in  England,  progress  there  was  comparatively 
rapid.  Furnaces  were  made  30  ft.  high  and  circular  in  cross- 
section.  An  effort  to  replace  charcoal  as  a  fuel,  by  hard  coal, 
was  made  in.  Belgium  in  1627,  while  in  England  Duel  Dudley 
smelted  iron  ores  with  coal  in  1628,  but  the  method  declined 
again.  Then,  in  1713,  Abraham  Darby  began  smelting  with 
coked  coal  or  coke,  but  the  method  was  not  really  successful 
until,  in  1742,  Richard  Ford  solved  the  problem  of  coke  smelting 
in  the  iron  works  at  Coalbrookdale.  Darby  and  Ford  at  these 
works  also  applied  the  Newcomen  steam  engine  to  the  wooden 
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blast  bellows,  and  Coalbrookdalo  became  tho  largest  iron  works 
in  the  world.  In  1754  seven  furnaces  produced  each  three  tons 
of  iron  per  day,  the  greatest  furnace  record  thon  known.  In 
1768  Smeaton  invented  the  cylinder  Want  engine,  actuated  hy 
steam,  thereby  greatly  increasing  the  capacity  of  furnaces.  In 
1829,  Neilson,  at  the  iron  works  at  Clyde,  introduml  luxated 
blast,  which  greatly  increased  furnace  capacity.  From  that 
time  to  the  present  day  progress  in  perfection  of  detail  was 
rapid. 

Wrought  iron  was  produced  by  resmelting  cant  iron  on  shallow 
hearths,  many  modifications  of  the  process  being  in  une.  Tho 
invention  of  the  "  puddling  process/'  or  the  smelting  of  cant,  iron 
to  wrought  iron  in  reverberatory  furnaces  by  means  of  coul 
fuel,  is  ascribed  to  Henry  Cort  in  1784.  Thin  wan  u  great  step 
in  advance  and  cheapened  the  production  of  iron  greatly, 

Steel,  as  already  stated,  has  been  known  from  very  early 
times,  but  its  production,  was  due  more  to  accident  than  to  design. 
At  the  beginning  of  the  sixteenth  century  it  wan  made  by  smelt- 
ing cast  with  wrought  iron  on  shallow  hearths,  thus  reducing 
the  carbon  of  the  cast  iron,  and  then  forging  the1  product,  but 
most  of  the  steel  was  made  by  the  direct  process  doserilmd. 
Steel  making  by  the  cementation  process,  vi«,,  heating  wrought 
iron  for  a  long  time  in  contact  with  charcoal,  wan  practised  in 
the  sixteenth  century  in  England  and  France1,  In  1740  Ben- 
jamin Huntsman  invented  tho  crucible  steed  process,  making 
cast  steel  of  a  hitherto  unknown  uniformity  and  quality.  The 
day  of  steel  begins  in  1856  when  Henry  Bessemer  invented  his 
process.  For  further  information  reference  must  1m  made  to 
the  extensive  works  on  the  metallurgy  of  iron  and  stool. 

Copper.  —  The  earliest  method  of  extracting  copper  from 
its  ores  is  practically  unknown  to  us.  At  the  ancient  Egyptian 
mines  on  the  flanks  of  Mount  Sinai,  and  in  the  valley  of  Wadi 
Meghara  in  the  Sinai  peninsula,  are  still  found  slag  heaps,  parts 
of  furnaces  and  crucibles.  The  ores  were  seemingly  self-fluxing 
and  a  simple  smelting  of  some  of  the  old  ore  without  fluxes 
yielded  18  per  cent,  of  the  contained  copper.  The  ores  worked 
were  probably  almost  entirely  oxidized,  which  fact,  with  their 
easy  reducibility,  explains  the  very  early  elate  of  their  working 
and  the  extraction  of  copper  from  them,  A  simple  smelting  in 
pits  with  charcoal  would  yield  copper  from  these  ores. 
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In  the  Austrian  Alps  are  found  remains  of  a  prehistoric 
copper  metallurgy  dating  back  to  probably  1300-1000  B.C.  On 
the  Metterberg  Mountain  were  found  about  twenty  roasting  and 
smelting  places  and  one  furnace.  The  furnace  was  made  of 
broken  stone,  built  together  with  clay.  The  interior  cross- 
section  was  about  five  square  feet.  Masses  of  slag  weighing 
about  forty  pounds  are  found,  which  evidently  were  pulled  out 
of  the  furnace  in  a  viscid  condition  by  means  of  a  pole.  The 
coarse,  black  copper  obtained  from  the  smelting  of  the  roasted 
ore  was  evidently  refined  by  resmelting,  as  refining  slags  contain- 
ing copper  shot  are  found.  The  copper  shot  found  contained 
but  very  little  sulphur.  The  Lake  Dwellers  at  Hallstatt,  in 
Austria,  had  copper  utensils,  the  metal  for  which  was  probably 
derived  from  such  operations  as  those  described. 

About  the  only  record  of  the  metallurgy  of  copper,  and  that 
a  confused  one,  is  found  in  the  Natural  History  of  the  Roman, 
Pliny,  and  in  the  works  of  Dioscorides  and  Galen  (A.D.  100- 
200).  Pliny  mentions  the  smelting  of  sulphide  ores,  and  accord- 
ing to  his  writings,  all  the  ores  were  first  roasted  in  piles  and 
heaps  until  they  took  on  a  red  color.  These  were  then  taken 
apart,  and  the  roasted  ore  smelted  either  in  small  shaft  furnaces, 
being  fed  alternately  with  layers  of  charcoal  while  air  was  blown 
in  near  the  bottom,  by  bellows  worked  by  hand.  The  products 
of  the  smelting  were  a  black  copper,  some  matte,  slag,  and  fur- 
nace accretions.  Much  of  the  copper  of  the  ancients  was 
impure,  brittle,  black  copper  fit  only  for  casting,  and  they 
distinguished  sharply  between  this  and  copper  that  could  be 
beaten  and  formed. 

Pliny  states  that  poor  copper  can  be  made  good  by  repeated 
resmelting.  This  refining  of  the  black  copper  was  done  on  small 
hearths,  air  being  blown  on  the  surface  of  the  molten  copper, 
the  fuel  being  charcoal.  The  best  copper  of  the  ancients  was 
probably  derived  from  oxidized  ores.  Brass  was  made  by 
smelting  metallic  copper  with  powdered  calamine  mineral,  or 
zinc  furnace  accretions.  Bronze  was  widely  made  by  smelting 
copper  with  tin.  In  the  interval  from  the  third  century  to  the 
beginning  of  the  sixteenth  century,  practically  nothing  new 
was  added  to  the  metallurgy  of  copper.  The  precipitation  of 
copper  from  certain  mine  waters  was  practised  in  the  thir- 
teenth century  in  Austria,  though  the  Romans  were  probably 
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familiar  with  the  reactions  involved.  In  Graslitss,  in  Bohemia, 
in  1272,  sulphide  iron  copper  ores  were  smelted  to  matte,  which 
was  roasted  in  heaps,  with  the  object  of  converting  the  copper 
to  sulphate,  which  was  then  leached  out  with  water  and  the 
copper  precipitated  on  iron. 

Georges  Agricola  in  his  work  (Vom  Ilcrgwerk),  15.%,  dis- 
cusses quite  fully  the  metallurgy  of  copper  prevalent  at  the 
beginning  of  the  sixteenth  century.  The  method  comprised 
seven  operations:  (1)  The  roasting  of  the  ore  in  heaps.  (2) 
The  smelting  of  the  roasted  ores  in  blast  furnaces  with  open 
breast  and  an  exterior  hearth,  with  the  production  of  matte* 
and  slag.  (3)  Roasting  the  first  matte,  in  heaps.  (4)  Smelt- 
ing this  matte  in  blast  furnaces  into  one  of  a  higher  grade. 
(5)  Roasting  this  matte  to  expel  practically  all  sulphur.  ((!) 
Smelting  this  roasted  matte  in  blast  furnaces  to  "black  copper." 
(7)  Refining  the  black  copper  on  hearths  or  in  simple  rcverlm- 
tory  furnaces,  resembling  ancient  cupeling  furnaces.  If  the 
copper  ores  contained  appreciable  amounts  of  silver,  thin  was 
extracted  by  smelting  either  the  black  copper,  or  the  rich  matte 
with  lead,  which  absorbed  the  silver,  imperfectly  however. 
The  lead  was  then  cupeled  for  its  silver.  The  main  principles 
of  the  metallurgy  of  copper  were  fully  realised, 

In  the  succeeding  centuries  the  processes  worn  developed  into 
the  typical  German  blast-furnace  method  of  copper  smelting. 
In  England  an  entirely  different  method  of  wndting  wan 
developed  by  Wright  in  1698,  viz.,  the  smelting  of  copper  ores  in 
reverberatory  furnaces  using  coal  as  a  fuel.  Tho  mimwHivu 
operations  of  roasting  and  smelting  were  carried  out  in  reverbera- 
tory furnaces  in  ten  operations.  The  method  had  advantages 
over  the  German  method,  particularly  as  regards  capacity  and 
economy.  The  strides  made  in  the  metallurgy  of  coppor,  par- 
ticularly in  the  last  twenty-five  years,  are  enormous,  and  thci 
reader  is  referred  to  the  works  on  that  subject  for  further  infor- 
mation. 


CHAPTER  II 

PHYSICAL  MIXTURES  AND  THERMAL  ANALYSIS 

Definition.  ~  In  the  study  of  metals  and  alloys  to  reveal 
their  properties  and  constitution,  a  method  of  research  is 
employed  which  is  termed  "Thermal  Analysis." 

The  methods  of  thermal  analysis  are  based  on  the  fact  that 
any  physical  or  chemical  change  within  a  substance  is  almost 
invariably  accompanied  by  either  an  evolution  or  an  absorp- 
tion of  heat.  Some  transformations  occur  (critical  points)  at 
which  there  is  no  absorption  or  evolution  of  heat,  or  thermal 
change,  but  a  "volume  change."  This,  of  course,  is  not  detect- 
able by  thermal  methods  but  involves  the  use  of  a  "  dilatom- 
eter  apparatus/1 1  These  physical  changes  which  take  place 
in  an  alloy  or  metal  are  called  "  critical  points/'  and  are  fre- 
quently accompanied  "by  decided  changes  of  physical  properties 
such  as  hardness,  ductility,  tenacity,  specific  heat,  magnetism, 
coefficient  of  expansion,  electric  conductivity,  microscopic 
structure,  etc.  It  is  to  reveal  these  "critical  points"  that 
thermal  analysis  is  applied.  Thermal  analysis  is  carried  out 
chiefly  by  the  taking  of  "  cooling  curves,"  which  in  their  sim- 
plest form  represent  the  cooling  of  a  substance  during  a  certain 
time  interval,  the  temperature  being  plotted  as  ordinates  and 
the  time  intervals  as  abscissae.  In  the  event  of  a  chemical  or 
physical  change  in  the  substance  under  analysis,  entailing  the 
absorption  or  evolution  of  heat,  it  will  show  itself  either  as 
a  retardation  or  acceleration  of  the  rate  of  cooling  and  be 
indicated  in  the  curve  by  an  inflection  or  jog. 

Before  proceeding  in  detail  with  thermal  analysis,  it  is  essen- 
tial to  define  and  explain  certain  terms  which  will  be  frequently 
used. 

i.  Polymorphism,  —  This  is  that  property  of  a  solid  sub- 
stance causing  it  to  assume  different  crystal  structures  and  con- 

i  G,  K,  Burgees,  Elect,  and  Met,  Ind.,  Vol.  VI,  p.  366. 
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sequently  different  crystalline  forms  under  different  physical 
conditions,  such  as  changes  in  temperature  and  pressure.  A 
synonymous  term  for  polymorphism  is  dimorphism,  although 
this  is  usually  employed  in  a  more  restricted  sense  to  substances 
capable  of  possessing  but  two  forms.  Another  synonymous 
term  is  " physical  isomerism."  .These  terms  all  refer  to  the 
physical  state,  i.e.,  crystal  structure,  viz.,  molecular  arrange- 
ment. If  the  difference  in  state  still  exists  after  the  body  has 
been  made  non-crystalline  by  fusion,  solution,  or  vaporization, 
it  must  be  due  to  a  change  within  the  molecule  itself,  i.e.,  a 
rearrangement  of  atoms,  and  the  case  is  one  of  "  chemical 
isomerism."  Certain  elements  as  phosphorus  and  oxygen,  etc., 
may  exist  in  several  modifications,  each  of  which  possesses  both 
distinct  physical  and  chemical  properties.  This  phenomenon  is 
known  as  allotropy.  Many  cases  of  polymorphism  are  known; 
e.g.,  iron,  sulphur,  mercuric  iodide,  carbon,  etc. 

These  dimorphic  changes  are  frequently  accompanied  by 
decided  changes  of  physical  properties,  e.g.,  in  iron  the  loss  of 
magnetism  in  passing  from  the  a  to  the  ft  condition,  etc.  As 
already  mentioned,  the  changes  are  accompanied  by  either  an 
evolution  or  absorption  of  heat,  depending  upon  the  direction 
in  which  the  change  proceeds. 

2.  Isomorphism.  —  This  is  the  relationship  existing  between 
substances  similar  in  their  chemical  composition,  having  similar 
crystalline  forms  and  which  are  capable  of  forming  homogeneous 
"  mixed   crystals."    Common    examples    of    isomorphism    are 
found  in  minerals.     For  instance,  the  minerals  of  the  calcite 
group  —  calcite,  magnesite,  siderite,  rhodochrpsite,  etc.,  form  an 
isomorphous    group.     Thus,  magnesium    carbonate,    etc.,    can 
replace  calcium  carbonate  indefinitely  in  the  crystal  without 
material  change  of  crystalline  form.     Many  cases  of  isomor- 
phism are  known.     Just  as  to  what  constitutes  isomorphism  is 
not  definitely  settled.     Ca&es  of  perfect  isomorphism  are  rare, 
but  cases  of  partial  isomorphism,  in  which  one  substance  can 
replace  another  to   a   limited  extent,  thus   forming   two   series 
separated  by  a  break,   are  frequent. 

3.  Morphotropism.  —  This    is    the    relationship    that    each 
cftemtcoZ  constituent   (or  radical)   of  a  substance   (compound) 
exerts  m  modifying  the  crystal  structure  of  that  substance  or 
compound.    For  instance,  in  mineralogy  we  have  the  case  of 


PHYSICAL  MIXTURES  AND  THERMAL  AXALYSIS          21 

the  pyroxene  group  forming  a  morphotroplc  series.  Pyroxene 
has  the  general  formula  of  RSi03,  in  which  R  is  chiefly  Ca,  Mg, 
and  Feand  Mn.  The  magnesium  and  iron  bisilicates  (Enstar 
tite  and  Hypersthene)  crystallize  in  the  Orthorhombic  system, 
the  lime  bisilicate  Wollastonite  in  the  Monoclinic  system,  and 
the  manganese  bisilicate  Rhodonite  in  the  Triclinic  system. 
Considering  the  case  of  the  magnesium  silicate  Enstatite,  and 
adding  some  CaO  radical  to  it,  it  undergoes  a  certain  defor- 
mation  of  crystal  form  but  still  remains  in  the  Orthorhombic* 
system,  and  hence  is  still  Enstatite.  When,  however,  the 
amount  of  CaO  becomes  larger,  the  substance  is  thrown  into 
the  Monoclinic  system  and  becomes  a  different  mineral,  i,e. 
Diopside. 

4.  Crystals.  —  A  crystal  is  a  portion  of  inorganic  matter 
which  has  a  definite  molecular  structure  and  an  outward  form 
bounded  by  plane  surfaces  called  crystal  faces.     A  substance 
which   possesses   the   regular   molecular  structure   of   crystals 
without  the  development  of  crystal  faces  is  said  to  be  crystal- 
line.     A  crystal  is  by  no  means  necessarily  a  chemical  compound. 

An  amorphous  substance  is  one  that  possesses  no  definite 
molecular  structure,  hence  is  not  crystallized.  In  general,  it 
may  be  stated  that  in  passing  from  the  liquid  state  to  the  solid 
state  if  heat  be  evolved  the  resulting  solid  will  be  crystalline 
and  the  heat  given  off  is  the  heat  of  solidification  or  of 
crystallization.  A  truly  amorphous  substance  produced  by 
solidification  from  the  liquid  state  is  unaccompanied  -  by  an 
evolution  of  heat.1. 

5.  Solid  Solutions.  —  The  term  solid  solution  was  first  used 
by  van't  Hoff,2  for  certain  solids  that  possessed  some  of  the 
properties  of  liquid   solutions,    and   were    homogeneous   sub- 
stances, the   composition   of   which    could  vary  continuously 
within  certain  limits.    According  to  van*t  Hoff,  sold  solutions 
may  be  both  crystalline  and  amorphous.    In  this  work,  how- 
ever, a  solid   solution  will   be   considered    as    an   amorphous 
or  non-crystalline  substance,  such  as  the  glasses,  etc.,  and  one 
from  which  no  heat  is  evolved  (heat  of  solution)  in  passing 
from  the  liquid  to  the  solid  state.    In  other  words*  a  true  solid 
solution  is  one  which  possesses  aH  the  properties  of  a  solution, 

1  Vogt,  Sclimebpinikt-EhiiiecMgimg  der  SiMkatajhmdil&iii^Qa,  p.  35. 

2  Zeitsdhnft  Phys,  Ctenie,  1890,  Vol.  V,  p.  323. 
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the  heat  of  solution  not  being  evolved  when  passing  from  the 
liquid  to  the  solid  state.  The  glasses  (certain  silicates)  approx- 
imate very  closely  to  true  solid  solutions. 

6.  Mixed  Crystals.  —  This  is  a  term  first  used  by  German 
scientists  and  refers  to  crystalline  substances  occurring  as 
members  of  both  isomorphous  and  morphotropic  series.  For 
instance,  a  crystal  of  dolomite  may  bo  considered  a  mixed  crystal 
composed  of  calcium  and  magnesium  carbonate  belonging  to 
an  isomorphous  series.  The  same  is  true  of  an  alloy,  which 
forms  a -member  of  an  isomorphous  series.  Also,  a  crystal 
of  pyroxene  may  be  a  mixed  crystal  of  the  several  individual 
silicates,  say  magnesium,  iron,  and  lime  silicates,  but  forms  a 
member  of  a  morphotropic  series.  It  must  be  clearly  understood 
that  a  mixed  crystal  is  not  of  definite  composition,  but  will  vary 
within  certain  limits  of  composition  just  as  a  solution  may.  It 
will  follow  from  the  definitions  which  have  preceded  that 
the  substances  entering  into  an  isornor plums  series  may  form 
a  continuous  series  of  mixed  crystals  of  the  same  kind,  while 
those  entering  into  a  morphotropic  or  partial  isoruorphouH  series 
will  form  two  discontinuous  series  of  mixed  crystals  of  differ- 
ent kinds.  The  main  distinction  between  a  mixed  crystal  and 
a  solid  solution  is  that  the  first  is  crystalline  while  the  latter 
is  amorphous.  A  mixed  crystal  on  forming  from  a  molten  or 
a  liquid  mass  will  evolve  its  heat  of  solution  or  crystallisation. 

Cooling  Curves. — A  cooling  curve  is  the  graphic  record  of 
the  cooling  of  a  substance,  the  ordinates  and  abscissa*  of  the 
plotting  representing  such  values  as  will  bring  out  most  clearly 

Body  A  ai;  y  Vent, 


O  lit  rtncont. 
FIG.  3.  —  A  body  radiating  into 


the  occurrence  of  "critical  points."  Cooling  curves  are  com- 
monly plotted  with  temperature  as  the  ordinate  and  time  an 
the  ^  abscissae.  The  cooling  curve  of  a  substance  that  has  no 
critical  points  is  based  on  the  following  data:  Consider  a  body 
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A  at  a    temperature  y°3  surrounded  by  space  at  the  tempera- 
ture a°. 

There  will  be  radiation  of  heat  from  the  body  A  to  the  space, 
until  the  temperature  of  the  body  is  that  of  the  space  surround- 
ing it.  It  is  assumed  that  there  is  no  change  in  the  tempera- 
ture of  the  space.  From  Newton's  law  of  radiation  it  follows  that, 


y°cent 


Time  in  seconds 

FIG.  4.  —  Theoretic  cooling  curve  of  a  simple  substance  possessing  no  critical 
points  and  passing  through,  no  change  of  state.    The  body  cools  in  space. 


„  -a-  « 

y  =  the  absolute  temperature  of  the  radiating  body  A. 
a  =  the  absolute  temperature  of  the  space. 
c  =  a  constant  =  conductivity  of  the  body,  i.e.,  specific 

heat,  emissivity,  etc. 
k  =  constant  of  integration. 
e  =  base  of  Naperian  system  of  logarithms. 
T  =  time  in  seconds. 

Plotting  this  curve  for  different  values  of  y  and  T  there  is 
obtained  the  type  of  logarithmic  curve  shown  in  Fig.  4,  which 
is  the  ordinary  cooling  curve. 
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As  already  stated,  when  there  is  an  evolution  or  absorp 
of  heat,  due  to  an  internal  change,  this  will  show  itself  j 
jog  or  inflection  in  the  curve,  thus  marking  the  temperatun 
which  the  "  critical  point  "  occurs  and  also  measuring  rouj 
the  amount  of  heat  liberated  or  absorbed.  The  cooling  ci 
of  pure  electrolytic  iron  is  shown  in  Fig.  5  and  of  cast  iroi 
Fig.  6. 
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FIG.  5.  —  Cooling  curve  of  pure  iron,  Gooronn. 

In  Fig.  5,  Ar^  marks  the  change  of  Gamma  iron  to  Beta  i 
a  dimorphic  point;  Ar2,  the  beginning  of  the  change  of  Beti 
Alpha  iron,  a  dimorphic  point.  This  last  marks  a  decided  elm 
in  a  physical  property  of  the  iron,  viz.,  that  of  the  regainitij 
the  property  of  magnetism.  A  curve  may  also  be  taken  du 
the  heating  of  a  substance  and  is  known  as  the  "  heating  cur1 
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This  is  shown  as  a  dotted  line  in  Fig.  5  and  the  " critical  points7' 
are  now  designated  as  Ac3  and  Ac2,  and  it  will  be  noted  that 
these  do  not  occur  at  the  same  temperatures  as  Ar2  and  Ar3. 
The  interval  between  Ac2  and  Ar2  an cf  Ac3  and  Ar3  is  known  as 
the  hysteresis  and  measures  the  so-called  molecular  inertia. 
The  upper  jog  in  the  curve  marks  the  passage  of  the  molten 
liquid  metal  to  the  crystalline  solid  state  of  the  metal  and  of 
course  the  consequent  evolution  of  the  heat  of  solidification. 
It  serves  distinctly  to  mark  the  freezing  or  the  melting  point 
of  the  substance,  and  it  may  be  said  that  in  general  this  method 
serves  excellently  for  the  determination  of  the  freezing  or  melt- 
ing point  of  substances. 

Electrolytic  iron  is  an  elementary  substance  possessing  cer- 
tain dimorphic  points.  The  cooling  of  a  simple  substance  with 
no  dimorphic  points  will  give  a  curve  as  in  Fig.  4,  with  only 
those  jogs  present  incidental  to  the  freezing,  or,  if  carried  through 
sufficient  range  of  temperature,  that  of  vaporization.  It  will 
be  noted  that  the  jog  marking  the  freezing  is  represented  as  a 
nearly  horizontal  line.  Theoretically,  this  would  imply  that 
the  radiation  of  heat  from  the  substance  is  exactly  counterbal- 
anced by  the  internal  evolution  of  heat.  This  is  by  no  means 
necessarily  so  and  frequently  in  cooling  curves  the  direction  of 
this  jog  will  be  either  downward  or  upward.  Usually,  however, 
it  is  downward.  The  shape  of  the  curve  for  normal  cooling  is 
concave,  as  will  be  seen  by  referring  to  Fig.  4.  Under  certain 
conditions  the  curve  becomes  either  a  straight  line  or  con- 
vex. In  so  far  as  any  section  of  the  curve  really  shows  the  ra.te 
of  cooling,  it  is  seen  that  if  we  compare  ,the  time  interval  cor- 
responding to  a  unit  drop  of  temperature  the  concave  curve 
gives  the  shortest  time,  hence  the  most  rapid  cooling,  and 
the  convex  curve  the  longest  time  interval,  hence  the  slowest 
cooling.  As  the  concave  curve  is  the  normal  curve,  any  con- 
vexity of  the  curve  indicates  an  internal  evolution  of  heat,  and 
further,  any  change  of  direction  from  a  concave  to  a  convex 
curve  marks  a  critical  point,  and  vice  versa. 

Fig.  6  represents  the  cooling  of  a  certain  alloy,  a  member 
of  the  series  iron  and  carbon.  This  alloy  is  no  longer  a  simple 
substance,  but  a  mixture  of  two  substances,  and  its  cooling  curve 
therefore  presents  very  marked  features.  The  curve  is  con- 
cave from  the  point  A  to  the  point  B,  where  the  first  inflection 
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occurs  at  1176°  C.  From  here  on  to  the  point  C,  the  curve  in 
convex  and  marks  an  internal  evolution  of  heat  caused  by  the 
freezing  out  from  the  mixture  of  a  substance  called  austenilo, 
a  solution  of  carbon  in  iron.  We  have,  therefore,  during  the 
freezing  period  between  the  points  B  and  (7,  present  both  frozen 
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FIG.  6.  —  Cooling  curve  of  cast  iron.    C  =  3.01;  Si  «•  0.12;  Mn  **  0.18;  8  ** 
0.008;  P  =  0.02%.    Goerena  und  Gutowaki,  Metallurgies  V,  145. 

material,  austenite,  and  mother  metal,  carbon  dissolved  in  iron. 
This  type  of  freezing,  whereby  the  freezing  out  of  a  certain  sub- 
stance from  the  mixture  lowers  the  freezing-point  of  the  mother 
metal  and  thus  keeps  it  molten,  is  termed  selective  freezing. 
When  the  point  C  is  reached  the  mother  metal  freezes  or  con- 
geals, in  this  case  into  a  conglomerate,  called  the  cnrivctic, 
which  term  will  be  fully  explained  farther  on.  It  will  be  noted 
that  in  the  portion  of  the  curve  marking  the  freezing  of  then 
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eutectic  there  is  a  depression  in  the  curve,  and  then,  as  tho  eutoe- 
tic  freezes,  a  rise.  This  depression  marks  the  under  cooling  of 
the  liquid  mass  below  its  true  freezing-point,  which  is  termed 
"  surfusion,"  i.e.,  the  state  of  a  substance,  in  a  liquid  condition 
below  its  true  freezing-point.  This  is  another  instance  of  what 
may  be  termed  molecular  inertia,  as  referred  to  under  hysteresis. 
When  a  liquid  in  surfusion  begins  to  freeze,  the  temperature  of 
the  mass  will  rise  toward  the  true  freezing-point,  but  may  not 
reach  it.  As  to  how  near  it  will  rise  to  the  freezing-point  de- 
pends largely  on  the  degree  of  surfusion.  Pure  gold,  silver, 
and  copper  present  cases  of  surfusion;  tin  may  exist  in  the  liquid 
state  20°  C.  below  its  freezing-point.1 

The  Cooling  Curves  of  Various  Substances  Based  on  Tem- 
perature and  Time.  —  In  Fig.  7  are  shown:  A—  theoretic 
cooling  curves  of  a  pure  metal  or  a  chemical  compound  or  a  outoo- 
tic;  B  —  of  an  alloy  of  two  metals  which  are  completely  Insoluble*  £ 

in  each  other  in  the  solid  state,  showing  the*,  maximum  amount  f 

of  selective  freezing  and  the  freezing  of  the  eutoetie;  (/•  of  an 
alloy  forming  a  member  of  a  series  of  mixed  crystals,  in  thin  ' 

case  isomorphous  mixtures,  as,  for  example,  gold  and  silver. 

It  will  be  seen  that  in  A  there  is  no  selective  freezing.     Tim  f 

type  of  curve  also  shows  the  freezing  of  an  alloy  forming  a  eutee-  I 

tic  and  of  eutectic  composition,  i.e.,  of  such  composition  an  to  % 

form  solely  eutectic.     Curve  B  in  the  convex  portion  shown  the  I 

selective  freezing  of  the  excess  substance,  and  in  the  horizontal  | 

portion  the  freezing  of  the  eutectic.     Curve  <7,  which  illustrates  \ 

the  freezing  of  an  alloy,  a  member  of  a  series  forming  no  outoctie, 
shows  an  upper  freezing-point  and  a  lower  freezing-point.  In 
most  cases,  curve  C  will  have  two  inflections,  the  upper  and 
the  lower  one,  the  upper  one  marking  tho  freezing-point,  the  eon- 
vex  portion  the  change  in  tho  constitution  of  tho  mixed  crystals, 
and  the  lower  inflection  the  cessation  of  thin  change*  and  tho 
beginning  of  cooling  of  the  solid  alloy.  Fig.  8  shows  the  cooling 
curve  of  a  true  solid  solution.  There  in  no  inflection  point  an 
there  is  no  evolution  of  heat  in  passing  from  tho  liquid  to  tho 
solid  state.  This  case  is  not  mot  with  in  alloys,  but  occurs 
in  some  instances  in  siliceous  slags  which  congeal  to  a  true 
glass. 

Other  Types  of  Cooling  Curves, —-In  tho  cooling  curvo« 

1  Roberts-Austen,  Cantor  Lecture,  Jour.  Boo.  of  Arte,  Got.  22,  1897. 
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discussed,  the  parameters  are  time  and  temperature.  This 
the  common  ami  in  most  instances  the  best  method  of  dcpicti 
cooling  curves.  When,  it  is  desired  to  depict  as  clearly  as  pc 
nible  any  changes,  such  as  dimorphic  points,  etc,,  the  data  i 
this  curve  may  he  plotted  iu  a  different  manner,  according 
Osmond.1  The  method  is  known  as  the  inverse  rate  mcthc; 


Time 


FICL  8.  •'-  Cooling  cuirvo  of  a  truo  Holid  Holution. 

The  mode  of  plotting  is  as  follows;  By  reference  to  Fig.  6, 
will  be  seen  that  in  one  portion  of  the  curve  it  taken  x  minul 
to  cool  through  «°,  while  iu  another  it  taken  xf  minutes  to  ct 

through  the  same  number  of  degrees.  If  now  we  determi 
the  value  of  x  for  every  .10°  drop  throughout  the  curve  and  pl< 
these  values  of  x  as  ordinatan,  to  corresponding  temperatures 
abneiBSiB,  a  curves  will  result  as  shown  in  Fig.  9,  which  is  t 
cooling  curve  of  the  same  cast  iron  as  shown  in.  Fig.  6,  rep] 
ducocl  in  this  manner.  It  is  evident  that  thin  method  brir 

*  F.  Damond,  Oomptcw  IlomluH,  Vol.  CUT,  p,  743,  1122,  and  Vol.  0. 

p.  985,  1887;  Annalos  dm  Mimm,  Vol.  XIV,  p.  1. 
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out  the  critical  points  very  sharply,  hut  it  dors  not  define  tho 
temperature  at  which  they  occur  as  (Minitcly  as  miRht  b<»  d(». 
sired,  as  the  ordinatcs  are  temperature  iatcTvnls  and  not.  definite 
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FIG.  9.  —  Cooling  curve  of  cunt  iron,  inverse  rate  met  hod.     Hume  us  nlmwn 

in  Fig.  (L 

temperatures,  A  modification  of  the  method  Is  known  us  tho 
temperature  rate  curve.  Tho  plotting  in  this  WHO  is  simple  and 
is  shown  in  Fig.  10.  The  curve  ils  hefore  .shown  the  rule  of 
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Fia.  10.  —  Cooling  curve   of  cant  iron,    Temperature   rate*  moMio<l.    Biuno 
iron  UH  Hhowri  in  I<vt^,  (}. 

cooling  anxl  when  there  IH  an  iHothennal  tranHformation  for  any 
time  interval,  that  in,  when  the  radiation  from  the  body  is 
counterbalanced  by  the  internal  evolution  of  hoat,  tho  rate  of 
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cooling  is  of  course  xcro  and  the 
curve  touches  the  basal  line. 
This  serves  to  identify  the  loca- 
tion of  the  transformation  point 
better  than  the  first-mentioned 
curve*. 

Differential  Cooling  Curves. 
•~~  The,  ordinary  time-tempera- 
ture cooling  curves  arc  subject 
to  deformations  due  to  outside 
disturbing  influences  such  as 
drafts,  irregular  (tooling  of  fur- 
nace, etc.  Under  these  cir- 
cumstances, it  is  sometimes 
difficult  to  determine  whether 
a  deformation  in  the  cooling 
curve  is  due  to  internal  changes 
of  the  body  or  to  outside  influ- 
ence's. In  order  to  obviate  this 
difficulty,  it  is  the  practice 
to  cool  with  the  substance 
whoso  cooling  curve  is  being 
taken  a  certain  neutral  body 
like  porcelain  or  platinum 
placed  in  the,  furnace  with  it, 
Hide  by  side,  and  compare  their 
cooling  curves.  AH  the  cooling 
curve  of  any  substance  depends 
upon  certain  physical  constants 
of  that  body,  such  an  specific 
heat,  emiasivity,  etc.,  the  cool- 
ing curves  nre  not  necessarily 
parallel.  However,  the  record 
of  the  two  cooling  bodies,  one 
of  which  in  neutral,  i.e.,  pos- 
sessing no  dimorphic  points,  and 
the  other  the  substance  whoso 
cooling  curve  in  being  taken, 
when  placed  side  by  Bide,  shows 
clearly  whether  any  deflection  or 
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internal  change  or  to  outside  influences;  for  if  it  wore  duo  to 
outside  influences,  the  cooling  curve  of  the  neutral  body  would 
ilso  show  the  same. 

Fig.  11  shows  the  cooling  curve  of  electrolytic  iron  taken 
igainst  platinum.  It  is  usually  so  arranged  in  taking  these 
jooling  curves  that  one  galvanometer  reads  the  temperatures 
>f  the  substance  under  investigation,  and  the  other  records 
iirectly  the  difference  in  temperature  between  the  substance 
uid  the  neutral  body.  For  methods  of  taking  cooling  curves 
ee  p.  162. 

The  Relation  between  Cooling  Curves  and  Freezing-Point 
Curves.  —  The  freezing-point  curve  is  the  IOCUH  of  the  freezing- 
loints  of  all  the  members  of  a  given  series.  The  parameters  arc 
emperature  as  ordinates,  and  composition,  or,  an  it  will  be  here- 
fter  called,  concentration  as  abscissae.  Freezing-point  curves 
re  constructed  from  the  cooling  curves  of  various  members 
f  the  series.  For  instance,  considering  alloys  made*  up  of  the 
letals  A  and  B,  ranging  in  composition  or  concentration  from 
00  per  cent.  A  to  100  per  cent.  B,  we  may  take  ten.  alloys  of 
tie  following  compositions:  90  per  cent.  A,  10  per  cent.  II;  80 
er  cent.  A,  20  per  cent.  B,  etc.,  until  100  per  cent.  B  in  reached, 
'he  cooling  curve  of  each'of  these  alloys  is  taken  and  from  the 
•eezing-points  indicated  thereon  the  framing-point  curve  of 
le  whole  series  is  constructed.  Fig.  12  shows  the,  relationnhip 
etween  the  two  types  of  curves. 

Theoretic  Considerations  on  Freezing-Point  Curve.  -  - 
.aoult  and  van't  Hoff  have  formulated  definite  lawn  of  the  deg- 
ression of  the  freezing-point  of  a  solvent  duo  to  tho  addition 
:  a  solute. 

Taking  van't  Eoff's  formula  or  equation,  vh.f 
R       T2  7T3 

•*"5oo-¥  «*"QX)2^ 

which  E  =  molecular  depression  of  the  freezing-point. 
R  =  the  gas  constant  »  2, 
T  =  the  freezing-point  of  tho  solvent  in  degrees  (1, 

absolute. 
TF=  heat  of  fusion  of  one  gram  of  tho  pure  solvent  in 

calories. 

he  molecular  depression  of  the  freezing-point  is  that  doproa- 
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sion  caused  by  the  solution  of  n  Rra.u  inol^ul,'  (/.<•,  Iho  molec- 

ular weight  in  grams)  of  the  solute  in  100  ftnu.w  «l  th«  solvent. 

Further,  let  <  =  depression  of  the   IrmsuiK-pomt  of  the  sol- 

vent due  to  the  solution  of  1  grum  of  the  solute  in  KM)  grams 

solvent. 

A'  =  the  molecular  weight  of  the  solute, 

Then  t  =  |, 

The  law  states  that  the  depression  of  the  freezing-point  of  a 
given  solvent,  due  to  the  solution  in  it  of  a  molwuk  of  any  solute, 
is  a  constant.  The  law  applies  only  in  those  cases  whore  the 
"solute  separates  completely  from  the  solvent  upon  the  freezing 
of  the  solution,  i.e.,  where  there  is  no  solubility  in  the  solid 
state,  and  also  only  for  dilute  solutions. 

For  concentrated  solutions,  such  as  occur  in  alloys,  the  law 
holds  in  the  modified  form,  viz.  : 


For  further  calculation  let  us  assume  that 
n  =  number  of  atoms  to  the  molecule  in  the  solute; 
Ea  =  atomic  depression  of  the  freezing-point,  defined  Hirnilarly 
as  molecular  depression; 

E 

and  that  n 


Therefore,  when  E  =  Ea,  n  =  1- 
Further, 

v  .-  A- 

Jj«  '  ........  M 

in  which  A  =  the  atomic  weight  of  the  solute. 

M  =  the  number  of  grams  of  Holufco  dissolved  in  100 
grams  of  solvent. 

From  this  it  follows  that  the  curve  for  the  depression  of  the 
freezing-point  may  be  depicted  graphically  with  ordinatow  an 
absolute  temperatures,  and  abscissiB  as  composition  or  concen- 
tration, as  in  Fig.  13. 

Or,  combining  the  two  curves  on  one  diagram  as  is  adopted  in 
depicting  freezing-point  curves,  we  have  Fig.  14. 

1  H.  F.  von  Jtiptner,  Sidcralogic,  1900,  p.  31;  Heyeoek  nrid  Neville,  Trans. 
Chem.  Soc.,  Vol.  LVII,  pp.  370-893. 
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Thin  gives  what  is  commonly  known  as  the  V  curve,  typical  of 
certain  binary  systems  of  alloys. 

The  point  /  is  known  as  the  eiileetie  point  and  marks  that 
composition  or  concentration  of  the.   two  substances  entering 
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tlu1  series  that  has  the  lowest  possible  free/a n^-point.     From 
the  discussion  it  follows  that  /  is  a  fixed  point,  and  further: 
1.  The  euteetie  in  a  conglomerate  composed  of  A  and  II  (an 
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the  law  of  the  deprcwsion  of  the  freexiriK-pomt  in  the  form  an 

oxprewHed  by  van't  lloff  holds  only  for  reciprocal  insolubility 
in  the  solid  state). 

2.  That  the  composition  of  the  eutoe.Ue,  in  constant. 


36 


GENERAL  METALLURGY 


3.  That  the  eutectic  always  freezes  at  the  same  temperature. 

4.  That  this  temperature  is  the   lowest,  which  can   he  ob- 
tained in  the  series  and  the  alloy  still  remain  liquid. 

It  also  follows  that  if  any  alloy  in  the  series  be  taken  which 
is  not  of  eutectic  composition,  that  substance  which  is  present, 
over  and  above  the  eutectic  ratio,  and  which  is  called  the  'V.m-.v.s' 
substance"  will  begin  to  freeze  out  when  the  temperature  of 


o         10.         sa         so*        40          80         <H>         TO         sa         w      uxijlBt 
FIG.  15.  — •  Actual  and  calculated  freey/mg-pomt  curve.    CM-  Hi  WT'ICH.    DotUul 
line  is  the  experimental  curve,  noFul  lino  the  calculated  curves, 

* 
the  molten  alloy  sinks  to  the  freezing-point  curve,  nineo  by  its 

freezing  the  freezing-point  may  be  further  depressed.  Thin 
freezing  out  of  the  "  excess  substance1'  follows  the  freezing- 
point  curve  until  the  eutectic  concentration  and  the  euteetie 
tcmperat/ure  are  reached  simultanoouHly,  when  the  "euteotic" 
also  freezes.  This  type  of  freezing  is  known  an  "selective 
freezing/'  already  briefly  defined. 

In  order  to  demonstrate  the  agreement  between  the  thoo-' 
retical  V  curve  above  outlined  and  experimental  data,  lx)th  tho 
theoretic  freezing-point  curve  and  the  actual  freezing-point 
curve  of  cadmium-bismuth  are  shown  in  Fig.  15.  (Cadmium- 
bismuth  was  chosen  as  forming  a  simple  example  in  that 
both  metals  have  molecules  that  are  monatomic,  and  arc  prac- 
tically reciprocally  insoluble  in  the  solid  state,  i.e.,  do  not  form 
"mixed  crystals'7  or  "solid  solutions." 

Since  van't  Hoff ;s  law  is  based  originally  on  thermodynamic 
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principles,  it  applies  generally  to  all  solutions,  although  when 
there  is  partial  solubility  in  the  solid  state,  viz.,  the  solvent 
in  part  crystallizes  (freezes)  out  with  the  solute,  its  constants 
change,  still  it  is  generally  applicable  l-  so  that  the  deductions 
as  regards  euteetie,  etc.,  arrived  at  in  preceding  paragraphs, 
hold  true  for  freezing-point  curves  of  the  substances  which 
form  mixed  crystals  belonging  to  partial  isornorphous,  morpho- 
tropic  or  discontinuous  series. 

When  two  substances  are  isomorphous,  which  in  freezing  form 
mixed  crystals  of  a  continuous  series,  the  law  has  no  applica- 
tion and  it  logically  follows  that  it  cannot  have,  since  there  is 
no  freezing  out  of  solute  from  solvent.  This  is  also  true  of  a 
continuous  series  of  solid  solutions.  In  fact,  under  these  cir- 
cumstances there  may  even  be  and  often  is  a  rise  in  the  freezing- 
point  of  the  substance,  due  to  the  addition  of  another  substance.2 
With  this  discussion  of  the  nature  of  freezing-point  curves  as 
an  introduction,  the  following  will  be  more  readily  understood. 

TYPKB  OF  FREEZING-POINT  CURVES.*     BINARY  SYSTEMS 
The   freezing-point   curves    are   divided  into    two    general 
classes  with  subdivisions. 

I.  The  two  substances  entering  into  the  series  do  not  form  chemi- 
cal compounds. 

A.  The  two  substances  are  reciprocally  soluble  in  all  pro- 
portions, both  in  the  liquid  and  the  solid  states,  and  form  a 
continuous  series  of  mixed  crystals  of  varying  composition.     In 
this  ease  the  mixed  crystals  arc  members  of  an  isomorphous 
series  —  hence,  isomorphous  mixtures. 

a.  The  freezing-points  of  all  the  mixtures  lie  between  the 
freezin^-pointo    of    the   pure    components.    Examples:  Au-Ag, 
Au-Pt. 

b.  The  freezing-point  curve  passes  through  a   maximum; 
this  cane  is  rare. 

c.  The   freezing-point  curve  passes    through    a    minimum. 
Example:  AgsS~Gu2S. 

B.  The  two  substances  are  reciprocally  soluble  in  all  pro- 

i  Zeitechrift,  Phya.  Chom.,  1890,  Vol.  V,  p.  322. 
3  Nornnt,  Thooretiflohe  Chemie,  1909,  pp.  109,  168. 
3  This  classification  is  partly  based  on  B.  Roozeboom's  "  Ers-tarrungs- 
punkte  dor  Mischkrystalle  Zwcier  Stoffe":    Zeitschrift  ftir  Phys.   Chem., 

Vol.  XXX,  p.  385. 
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portions  in  the  liquid  state,  but  are  completely  insoluble  in  eaeh 
other  in  the  solid  state. 

This  is  the  typical  V  curve  already  theoretically  discussed. 
No  rigid  example  of  this  type  is  known  in  the  alloys,  hut  the. 
systems  Pb-Sn,  Pb-Ag,  Pb-8b  come  very  near  to  it.  ^ 

C.  The  two  substances 'are  reciprocally  soluble  in  all  pro- 
portions in  the  liquid  state,  but  only  partially  HO  in  the  solid 
state.     The  two   components   may  thus  form   mixed   crystals 
belonging  to  two  distinct  series  which  may  belong  to  either 
the  partial  isomorphous  type  or  the  morphotropie  type. 

a.  The   freezing-point   curve   exhibits    a    transition    point. 
Example:  Hg-Cd. 

b.  The  freezing-point  curve  has  a  eutectie  point.    Examples: 
Al-Zn,  Au-Ni. 

D.  The  two  substances  are  only  partially  reciprocally  soluble 
in  the  liquid  state,  the  solubility  varying  with  the  temperature, 
and  are: 

a.  Completely  reciprocally  insoluble  in  the  solid  state.     No 
definite  cases  are  as  yet  known. 

b.  Partially  reciprocally  soluble  in  the  solid  state.    Examples: 
Cii2S-Gu,  FeS~Fe,  Pb-Zn.     In  these  two  cases  there  may  1m  a 
eutectie  or  there  may  not  be.     These  two  curves  are  to  be*  con- 
sidered modified  forms  of  ICa  and  ICb. 

II.  The  two  substances  form  one  or  more,  chvmicttl  compound** 
These  chemical  compounds  may  form  mixed  crystals  with 
each  other  or  with  the  pure  components  of  the  series.  The 
solubility  in  the  liquid  and  solid  states  may  also  be  variable, 
as  has  been  described  for  Case  I.  Very  complex  curves  may 
occur  in  this  class,  a  discussion  of  which  duos  not  fall  within 
the  scope  of  this  book. 

A.  The  compounds  in  the  series  show  as  definite  maxima 
in  the  freezing-point  curve.    Examples  are  Cu~8b,  Al  Au. 

B.  The  compounds  in  the  series  show  only  as  hidden,  maxima, 
viz.,  the  compound  is  dissociated  before  it  molts,  or  forms  after 
the  alloy  has  solidified.     Example:  Pb-Au. 

Discussion  I.  The  two  substances  entering  into  the  »m<?a  do 
not  form  chemical  compounds, 

Case  lAa.  In  Fig.  16  TAT'  represents  the  freezing-point 
curve  of  the  series,  and  TBT'  represents  the  melting-point 
curve  or,  as  it  may  also  be  termed,  the  "temperature  compo- 
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sition  curve*/1  It  should  ho  Minted  that  in  the  curves  of  clan 
1A,  which  represent  two  sukstances  that*  are  completely  reeii 
roently  soluhle  hoth  in  (ho  liquid  and  the  solid  states,  this  solii 
hiliiy  cannot  he  quite  equal  and  must  he  more  complete  in  th 
liquid  state,  hence  during  frocxing  thoro  will  always  tend  to  (lib 
solve  out  from  the  mixed  crystal  formed  that  component  whos 
ent  runce  into  the  mother  tnctnl  will  cause  a  lowering  of  the  freey/nu; 
point,  The  event  ual  result  of  this  "tendency  to  selective,  freezing 
is  to  form  continuously  varying  mixed  crystals  of  the  same  type 


those  first  frozen 
metiil  than  thcwo 
howovor,  ttnid  to 


Fid.  Ill,  ••-  Fm»ismK-iw>inl  curve*  of  the  typo  lAa. 

being  richer  in   tho   tnoro  difficultly  funili 


hwt   frossou.      A    protons  of    diffusion  ^wi 

restore  the,  mixed  crystals  to  a  unifor 

composition,  For  instancro,  in  the  frcwfliriK  of  an  alloy  of  <m'  tu) 
('filtration,  the  first  frozen  mixtnl  crystal  "an  will  finally  Holidi 
m  a  mixed  crystal  of  'V  eompowtion.  As  the  process 
frc»c»7ang  continue,  the*  (•omiMisition  of  tho  frosson  mixcul  (sryntf 
will  travel  along  tho  curve  "<*,"  whilei  the  composition  of  t! 
inothtT  metal  will  travel  along  tho,  curve  "arf."  So  that  if  i 
difTusion  wore  active  tho  final  mixed  crystal  frozen  would  ha 
the  compowtion  ^rl,11  HO  that  tlie  series  of  mixed  crystals  w 
range  in  composition  from  c  to  d.  The  alloy  will  solidify  duri: 
the  temperature  interval  "ab" 
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On  melting  an  alloy  of  the  composition  aa'  the  above  order 
of  things  will  be  reversed. 

The  area  enclosed  between  the  curves  TAT'  and  TUT' 
marks  the  zone  in  which  both  solid  and  liquid  phases  of  the 
alloy  exist  simultaneously.  This  zone  is  present  in  practically 
all  freezing-point  diagrams,  no  matter  of  what  type,  and  will 
be  again  referred  to. 

Examples :  Gold-silver ;  gold-platinum ;  iron-manganese ; 
antimony-bismuth. 

Case  lAb.  This  case  is  unknown  for  alloys  and  will  not 
be  discussed  here.1 
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FIG.  17.  —  Freezing-point  curve  of  typo  lAc. 


Case  lAc.  In  Fig.  17,  TATf  represents  the  freezing-point 
curve  and  TxAyT'  the  melting-point  curve.  They  have  a  com- 
mon point  A,  so  that  here  freezing  occurs  at  a  definite  tempera- 
ture, and  not  during  a  temperature  interval  as  in  other  portions 
of  the  curve.  Also  the  mixed  crystals  deposited  at  the  minimum 
point  are  of  the  same  composition  as  the  mother  metal.  The 
method  of  freezing  is  similar  to  that  described  for  ease  lAa. 

Examples:   Ag2S~Cu2S,  Au-Cu. 

Case  IB.  The  foundation  for  this  curve  has  been  discussed 
under  the  theoretical  matter  on  freezing-point  curves.  It  con- 
sists of  the  two  "depression  of  the  freezing-point  "  curves  TA 
!For  a  discussion  see  Findlay,  the  "Phase  Rule,"  1904,  p.  184. 
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and  T'A  intersecting  at  the  cuteetie  point  A.  (Fig.  18.)  Tl 
line  IW  is  the  "outeetiforous  range"  and  marks  the  ooeurroiu 
of  outectic  in  reference  to  concentration.  Under  the  thoorot 
assumption  of  complete  reciprocal  insolubility  of  the  two  su! 
stances  in  the  solid  state  it  extends  from  ordinate  to  ordinat 
The  areas  TAll  and  T'AC  mark  the  zones  in  which  the  Uqu 
and  the  solid  phases  can  he  coexistent.  For  example,  in  tl 
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Fif«,  IS.     •  Freezing-point  curve*  of  tho  typa  IB. 


alloy  u(r,*?  during  tlie  tciuptTat.ur<%  interval   "ni,H  both  sol 
"excoss  substance"  and  liquid  mother  metal  exist;  tho  exec 
Huhntaticc  is  the  metal  0  and  the  liquid  mother  metal  varies 
composition  along  the  line  "cA,"  until  A  is  reached,  when 
freezes  an  the  cmtcetie,  a  conglomerate  of  the  pure  metals  0  and  . 
On  the  left  of  the  point  A,  the  excess  substance  is  metal  /*  tu 
tho  mother  metal  varies   in   composition    along  "aA."     T! 
relative  amounts  of  eutoctic  and  excess  substance  are  Rrapl 
cally  represented  by  tho  lines  bz  or  dc  »  100  per  cent,  of  allo 
and    the    distances  ba'  and   dc'  n^presentinp;    the    amount 
excess  substance,  and  afz  and  c'e  the  amount  of  euteetie  for  t' 
alloys  a  and  c  respectively . 

Case  ICa.     In  this  caao  represented  by  Fig.  19,  tho  two  su 
stances  do  not  form  a  continuous  mmm  of  mixed  crystals  as 
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case  lAa,  but  two  distinct  series  of  mixed  crystals.  While  in 
case  lAa  the  mixed  crystals  were  of  the  sumo  typo  and  members 
of  an  isornorphous  series;  in  the  present  instance  the  mixed  crys- 
tals are  of  two  distinct  typos  and  members  of  a  morphotropie 
or  possibly  of  a  partial  isoinorphous  series.  The  change  in  the 
mixed  crystal  type  occurs  at  the  transition  point  A.1 

For  an  elucidation  of  the  curve  the  freezing  of  several  alloys 
is  described  in  detail. 


P— 100$        yo 
O—  0  $        ip 


FKI.  10.     -  The  freey/nig-point  ourve  of  typo  ICa. 


1.  Alloy   a  a'.    This    cools    until    it    roaches    its   froo/Jng- 
point  at  a,  when  mixed  crystals  OL  begin  to  separate  out  of  the 
composition  from  o  to  #,  while  the  mother  metal  varies  in  com- 
position along  the  curve  a«.     With  no  difTusion    active,   the 
mixed  crystals  in  this  series  range  in  composition  from  «  to  o. 
The  alloy  freezes  during  the  temperature  interval  ab. 

2.  Alloy  a" a2.     This    cools    until  it  reaches   its   freezing- 
point  at  a",  when  mixed  crystals  /3  separate  out  of  the  compo- 
sition from  t  to  p,  while  the  mother  metal  travels  along  the 
curve  a"  t.     With  no  diffusion  active,  the  mixed  crystals  in  thin 
series  range  in  composition  from  t  to  p. 

3.  Alloy  x-y.     This  cools  until  it  reaches  tho  temperature 

1  For  a  theoretical  dwcuflfiion  see  Fimllay,  "The  Phano  Hulo,M  pp.  109,  1KB, 
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indicated  by  A,  when  freezing  starts,  a  crystals  separating  out 
which  vary  in  composition  from  B  to  a,  while  the  mother  metal 
varies  in  composition  along  the  curve  Aa,  finally  solidifying  at 

a.     The  temperature  interval  of  freezing  is  Ao. 

4.  Alloy  z  t.  This  cools  until  the  temperature  reaches 
the  freezing-point  curve,  when  mixed  crystals  /3  will  separate 
out  of  q  composition.  The  composition  of  the  mixed  crystals 
will  vary  along  the  lino  q(L  The  mother  metal  varies  in  com- 
position along  the  curve  zA,  and  solidifies  finally  into  mixed 
crystal  a  of  B  composition.  The  frozen  mass  is  a  conglomerate 
of  a  and  ft  crystals.  This  method  of  freezing  applies  to  any 
alloy  of  a  composition  between  B  and  C.  It  is,  however,  true 
that  in  this  instance  a  reaction  can  go  on  between  the  mother 
metal  rich  in  P  and  the  frozen  crystal  ft  comparatively  rich  in 
0  to  form  mixed  crystal  a,  as  follows: 

Mother  metal  +  mixed  crystal  ft  =  mixed  crystal  a.  This 
reaction  will,  of  •  course,  go  on  only  when  the  mother  metal 
has  reached  a  composition  to  the  left  of  the  point  B.  It  also 
follows  that  the  mixed  crystals  a  and  ft  separating  out  between 
the  compositions  B  and  C  will  be  saturated  crystals.  If  the 
capacity  of  metal  P  to  form  mixed  crystals  with  0,  and  vice 
versa,  changes  in  the  solid  state  with  a  decrease  of  temperature 
EH  indicated  by  the  lines  By  arid  Ca2,  further  reactions  take  place 
in  the  ssono  Bya30  whereby  mixed  crystal  a  loses  metal  0  and 
mixed  crystal  ft  gains  it,  or  vice  versa. 

Case  ICb.  If  the  gap  BC  in  the  continuity  of  the  crystals 
in  ease  ICa  be  markedly  widened  by  the  decreased  capacity 
of  two  metals  to  crystallize  with  each  other  as  mixed  crystals, 
the  shape  of  the  curve  will  materially  change,  since  the  throwing 
out  of  a  comparatively  large  amount  of  the  solute  from  "the 
solvent  during  freezing  will  cause  a  material  lowering  of  the 
freezing-point  in  the  case  of  both  substances. 

Fig.  20  represents  the  typical  freezing-point  curve  for  this 
cane.  Metal  P  can  crystallize  with  PX  per  cent,  of  0  at  zero 
degrees  (>.  and  T*X'  per  cent.,  at  T*  degrees  C.,  the  curve 
XX'  being  the  solubility  curve  of  0  in  P  with  temperature. 
The  metal  0  can  crystallize  with  OF  per  cent,  of  P  at  zero 
degrees  G.,  and  FT0  per  cent,  at  T°  Cl  FF'  is  the  solu- 
bility curve  of  P  in  0.  Any  alloy  in  this  series  varying  in  com- 
position, from  P  to  X  and  0  to  F  will  consist  of  mixed -crystals 
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of  either  the  a  or  /3  type  respectively.  Any  alloy  between  the 
points  X  and  7  in  composition  will  consist  of  the  mixed  crys- 
tals, a  and  /3.  The  eutectic  A  will  be  a  conglomerate  of  the 
mixed  crystals  a  and  yS  in  such  proportion  as  indicated  by  the 
percentage  composition.  The  line  KL  is  the  "eutedlferovw 
range  "  and  marks  the  limits  of  occurrence  of  eutectic  in  the 
series. 

For  illustration,  the  freezing  of  several  different  alloys  is 
described  in  detail. 
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FIG.  20.  —  Freezing-point  curve  of  the  typo  ICb. 

1.  Alloy  a-a1 '.     The  molten  alloy  cools,  and  on  beginning  to 
freeze  when  the  point  a  is  reached  there  separate  out  mixed 
crystals  a  of  q  concentration,  the  mother  metal  following  the 
curve  aXf  in  composition.     The  alloy  finally  freezes  at  Hay  the 
temperature  T".     The  case  of  alloys  between  T  and  X'  and  T' 
and  Yf  in  composition  is  similar  to  that  described  for  the  freez- 
ing of  alloys  of  type  lAa. 

2.  Alloy  e~~d.     This  alloy  begins  to  freeze  when  the  tempera- 
ture e  is  reached,  saturated  a  mixed  crystals  separating  out  as 
"excess  substance,"  while  the  mother  metal  follows  in  compo- 
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Hition  the  curve  from  e  to  A.    When  the  temperature  rea< 

A,  the  euteetie  point,  the  mother  metal  freezes  as  eutectu 

j'  conglomerate  of  a  and  ft  mixed  crystals.     To  the  right  of  A 

|  far  as  the  point   Yf,  the  same  method  of  freezing  takes  pL 

;  exeept  tluit  the  excess  substance  is  ft  mixed  crystal. 

Case  IDa,  This  case  may  be  considered  a  modified 
stance  of  the  following  one,  so  that  the  discussion  of  case  ] 
applies. 

Case  IDb.1     In  Fig.  21,   TAFGT'  represents  the  freez: 
point  curve  of  the  type  under  discussion.     The  curve  El  re] 
4,  Heats  the  solubility  curve  of  0  in  P  in  the  solid  state;    HD  o 

f  in  0  in  the  solid  state;  and  AFJG,  the  reciprocal  solubility 

p  the  two  metals  in  the  liquid  state.     Since  the  solubilities  of  g 

f  *  HtanreH  are  usually  radically  different  in  the  liquid  and  s 

;  conditions,  it  in  evident  that  the  solubility  curves  for  these 

conditions  are  discontinuous,  and  thus  cannot  form  a  continu 
curve.     As  regards  the  solubility  curve  for  the  liquid  state  in 
i  ease  under  discussion,  it  will  be  seen  from  the  figure  that  al 

\  degrees  temperature  PI1  per  cent,  of  0  is  soluble  in  P,  and  1 

I  at  7"",  /V  per  cent,  of  0  is  soluble  in  P,  and  that  above  the  t 

•  peniture  Tfft  the  reciprocal  solubility  is  complete.     Thus  wii 

4  the  region  FJO  there  exist    two    distinct   liquids   varying 

f  composition  from  that  indicated  by  the  point  Jf  to  that  oi 

I  and  L  respectively. 

|  To  further  elucidate  the  curve,  the  freezing  of  several  al 

^  of  different  compositions  is  discussed. 

£,  1.     Alloy  «  a',     This  alloy  cools  to  a,  when  saturated  mi 

!'  crystals  ft  DO  per  cent,  of  P  in  0  separate  out  as   "ex 

£,'  Hubntaneci"  during  the  period  when  the  mother  metal  tra 

$<  in  composition  along  the  freezing-point   curve    from  a  tc 

|>  When  G  in  reached  the  mother  metal  separates  into  two  liq 

\  of  (i  and  F  (K  and  L)  composition  respectively.     Freezing  I 

commtmeeH  at  stationary  temperature  !T^  saturated  m: 
cryntaln  /3  separating  out,  the  mother  metal  meanwhile  < 
contrating  toward  F  (K)  composition.  When  the  mother  no 
has  reaclunl  F  composition,  selective  freezing  commences  & 
tho  curve  FA,  the  excess  substance  separating  out  being  a, 
saturated  mixed  crystals  ft.  When  the  mother  metal  rea 
1  Howo,  "Tim  freezing-point  curve  of  binary  alloys  of  limited  recip 
solubility  whon  molten,"  tho  Mctallographist,  Vol.  V,  p.  166. 
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A  composition  it  freezes  as  the  eutectic,  a  conglomerate  of  /? 
and  8  mixed  crystals  in  the  ratio  indicated  by  the  concentration 
of  the  point  A.  The  frozen  alloy  therefore  consists  of  on  too  tie 
of  8  and  ft  mixed  crystals  and  excess  substance  of  ft  crystals. 
2.  Alloy  b-~b'.  This  alloy  cools  to  6  when  it  splits  up  into 


FIG,  21.  —  Freezing-point  curve  of  tho  typo  IDb, 


two  liquids  of  respectively  b  and  x  composition,  solution  "?>" 
being  present  in  greater  quantity  than  solution  eex.n  AH  cool- 
ing proceeds,  these  two  liquids  follow  in  composition  the  curves 
bF  and  xG  respectively,  and  when  the  temperature  T4  is  reached 
the  liquids  are  of  the  composition  K  (F)  and  L  ((/)  respectively. 
Further  freezing,  and  the  final  constitution  of  tho  alloy,  are 
similar  to  that  described  for  a-af,  except  that  the  quantities 
involved  vary.  This  method  of  freezing  represents  the  solidi- 
fication of  alloys  between.  K  arid  L  compositions. 

3.  Alloys  c-c'.  This  alloy  cools  to  the  temperature  T  when 
excess  substance,  mixed  crystals  ^8,  freezes  out,  while  the  mother 
metal  follows  the  curve  cA  in  composition.  When  it  reaches 
A,  it  freezes  as  the  eutectic  A.  The  frozen  alloy  then  has  the 
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same  composition,  qualitatively,  an  the  alloys  a~af  and  b-b 
Quantitatively  it.  consists  almost  entirely  of  euteetie. 

4.  Allmj  (I  //'.  Thin  alloy  cools  to  the  temperature  d  o: 
the  free/a  UK-point  curve  when  "  excess  substance'1  freezes  on 
as  w/.m/  rn/.s/a/.s*  §.  The  mother  nielal  concentrates  to  the  poin 
/I,  when  it  freezes  as  euteetie. 

For  alloys  between  composition  /  *-7T  and  //~T",  the  freezinj 
is  identical  with  the  alloy  a  V,  in  case  Icb, 

Discussion.  II.  The  two  substances  entering  into  the  series  f on 
one  or  more  chemical  compounds. 

Case  IIA.  As  already  stated,  under  case  II  complex  case 
may  arise*  and  in  this  discussion,  only  the  fundamental  ones  ar 
outlined.  For  instance,  the  number  of  compounds  (internietallic 
that  may  form  is  not  restricted  by  tho  law  of  valency  ordinaril; 
applicable1,  in  so  far  as  intcrmetallie  compounds  do  not  seern  t< 
follow  t  h«*  general  law  of  valency  of  tho  elements.  The  compound 
that  form  may  bo  capable  of  forming  mixed  crystals  with  tli 
pure  components  of  tho  series,  or  amongst  themselves,  in  i 
similar  manner  an  has  been  discussed  in  the  examples  cite< 
under  ease  I. 

In  order  that  an  alloy  of  certain  composition  in  a  series  nuv 
be  looked  upon,  us  a  chemical  compound  it  must  fulfil  thr<v 
main  conditions: 

1,  During  itx  framing  the  temperature  must  remain  con, 
ntiint,  /.fM  it  must  not  freosso  selectively,  but  have  a  definite 
freezing  and  meltinp;  point,  except  its  dissociation  teinperaturi 
lies  below  the  free/Jng-point  curve, 

2,  Itn  conHtituentH  must  bo  present  in  fltoehiometric  proper 
tionn. 

H.  If  it  un<lergooH  no  change  in  cooling  from  its  freezing 
point  to  that  of  room  temperature  (winch  change  can  be  detected 
ninee  "critical  pointn11  would  be  involved),  it  must  show  as  i 
homogeneous  milwtaneo  under  tho  microscope  in  the  motallo' 
graphic  examination. 

Tho  dissociation  temperature  of  tho  compound  is 'of  impor 
tanco.  If  it  lien  wholly  above  the  freezing-point  curve,  tb 
prewmco  of  tho  compound  will  show  itself  as  a  "maximum' 
point  in  tho  curve  (Fig.  22,  the  point  C).  If  it  lie  below  one  o 
the  branches  of  tho  curve,  but  not  below  tho  euteetie  point,  i' 
will  manifest  itn  presence,  though  not  its  composition,  as  ai 
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inflection  in  the  freezing-point  curve,  where  its  temperature  of 
transformation  occurs  (Fig.  23,  the  point  D). 

If  it  lie  wholly  below  the  freezing-point  curve,  including 
the  eutectic  point,  its  presence  will  be,  of  course,  not.  manifest 
itself  in  the  freezing-point  curve,  and  its  detection  will  involve 
the  thermal  analysis  of  the  material  in  the  solid  state.  In 
general  it  may  be  stated  that  great  changes  in  structure  may 
take  place  in  alloys  in  the  temperature  range,  between  the 
freezing-point  curve  and  room  temperature.  The  iron-carbon 
series  (steel)  and  copper-tin  series  (bronze)  are  examples  of 
this  type. 


FIG.  22.  —  Freezing-point  curve  of  the  type  IIA, 


Fig.  22  represents  a  typical  freezing-point  curve  of  a  Boric*  in 
which  a  chemical  compound  occurs.  This  compound  indicated  by 
the  point  (7  or  P,0,  freezes  at  T>°  C.  Such  a  portion  of  it  is  soluble, 
m  the  solid  state  m  the  metal  P,  that  OH  per  cent,  of  P  will 
contain  PH  per  cent,  of  0,  and  this  will  be  called  a  mixed  crystal. 
Such  a  portion  of  it  is  soluble  in  the  metal  0  that  a  saturated 
solution  will  contain  OL  per  cent,  of  P  in  PL  per  cent,  of  0. 
This  will  be  called  mixed  crystal  ft.  Further,  the  compound 
P203  is  capable  of  dissolving  m  the  solid  state  the  metal  P  and 
0  as  expressed  by  the  concentration  I-J  and  J-K  forming 
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the  mixed  crystals  A  and  ft  respectively.  The  eutectie.  i 
therefore,  consists  of  a  conglomerate  of  a  and  A  crystals  and  tl 
cutcetie  tt  of  a  conglomerate  of  0  and  /3  crystals.  It  is  cvider 
that  two  eutecties  may  he  presents  in  the  series.  Some  series  < 
alloys  may  show  even  more  than  two  eutcetics.  The  case  i 
which  the  formation  of  mixed  crystals  occurs  is  chosen  for  discu 
sion,  since  the  simpler  cunt*  in  which  then*  is  no  reciprocal  soli 
bility  in  the*  solid  state  readily  follows  from  the  discussion.  Tl 
frecxing  of  alloys  between  T  and  A/,  N  and  (^  C  and  Q,  an 
A*  und  7",  need  not  he  discussed,  since  they  freeze  an  the  mixc 
crystals  a,  At  0  and  ft  respectively,  and  their  mode  of  freczh) 
is  outlined  in  case*  ICb. 

Alloys  between  .17  and  N  in  composition  freeze  in  a  pr< 
eisely  similar  manner  an  doen  alloy  r  d  in  Case  ICb.  The  allo 
of  T  composition  freemen  us  the  compound  IV )3.  Alloys  betwoc 
Q  nnd  It  in  composition  freeze  in  a  similar  manner  as  tho* 
between  M  and  Af. 

The  ease  may  arise  where  the  pure  metals  are  not  Holubl 
in  the  compound,  t.r.j  in  the  above  cane  the  mixed  crystals  - 
and  ft  wilt  be  absent.  Then  in  the  freezing  of  the  alloys  betwee 
A*  and  Q  there  will  ncparatc  out,  an  the  exeesH  substance,  tl: 
compound  IV^»  nnd  euteetie  A  will  coiwint  of  mixed  crystal 
and  compound  IV^»  while  eutectie  B  will  consist  of  mlxe 
crystal  ft  und  compound  IV  >a  and  the  euteetiforous  ranges  wi 
extend  to  the  line  ffJ, 

11B,  AH  already  stated,  the  compound  may  have 
dissociation  point  which  lies  below  one  of  the  arrnn  of  tli 
freezing-point  curve,  but  not  below  the  eutectie  point.  In  tit 
cant*  it  will  not  nhow  it«  presence*  tin  a  maximum  in  the  freezinf; 
point  curve,  but  it  will  manifest  itself  by  tin  inflection  in  the  curvi 
though  thin  inflection  by  no  means  necessarily  indicates  by  ii 
position  t-Iie  compowtion  of  the  compound.  Tho  compound  I 
this  inHiance  htw  no  melting-point.  The  process  of  freezing  < 
in  thin  8erk*H  in  somewhat  complex  (Fig,  38).  Some  ai 


I,     Alloy  h>-b'>    Thin  alloy  begins  to  freeze  when  the  poii 
/>  in  reached,  pure  metal  0  Hoparating  out,  the  mother  raets 

meanwhile  concentrating  along  6/>»  until  I)  is  reached,  whe 
the  liquid  mot-her  metal  in  part  reacts  with  all  tho  solid  crysta 

of  (>  to  form  the  compound  1*04,     Then  freezing  continues  alor 
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the  line  DA,  POi  separating  out  as  excess  substo-nco,  until 
is  reached,  when  the  mother  metal  freezes  as  euleetic  /I,  vvh 
is  a  conglomerate  of  pure  metal  P  and  compound  PO4. 

2.  Alloy  a-a'.  This  begins  freezing  whon  the  point  a 
reached,  pure  metal  0  separating  out,  the  mother  metal  moi 
while  following  aD  in  composition,  until  at  .A>,  as  before,  a  re 
tion  takes  place  to  form  the  compound  P()4,  only  iu  this  instai 
the  final  result  is  all  P04,  and  the  freezing  ceases  at  the  tempo 
ture  of  the  point  D. 


FIG.  23,  —  Freezing-point  curve  of  tho  type  IIB, 

3.  Alloy  c~e'.  This  begins  freezing  when  the  point  c 
reached,  pure  metal  0  separating  out,  the  mother  metal  rn«a 
while  concentrating  along  cD  as  before.  When  /)  in  reaehc 
the  metal  0  already  frozen  out  reacts  in  part  with  all  of  tl 
liquid  mother  metal,  forming  compound  P()4.  The  final  fro^i 
alloy  consists  of  compound  P04  and  metal  0. 

Alloys  in  composition  between  .A  and  D  froczo  out  as  tl 
excess  substance  the  compound  PCX,,  and  form  eutoctio  A. 

Alloys  in  composition  between  A  and  T  freeze  out  the  mot 
P  as  the  excess  substance  and  form  eutectic  A. 

The  position  of  the  point   P04,   as   regards   conoentratic 
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anil  hence  the  composition  of  the  compound,  can  be  determined 
by  a  close  examination  of  the  cooling  curves  of  the  series  of 
alloys.  As  already  stated,  at  temperature  D  the  transformation 
into  the  compound  PO4  occurs.  That  alloy,  during  the  freezing 
of  which  the  temperature  I)  remains  constant  for  the  maximum 
period  of  time,  marks  the  compound  PO4.  It  is  further  to  be 
noted  that  the  disappearance  of  the  jog  in  the  cooling  curves 
marking  the  freezing  of  the  euteetio  A  will  coincide  with  this 
occurrence  of  the  maximum  time  of  freezing  of  the  compound. 
The*  point  PO,  is  known  as  a  *'  hidden  maxima." 

Other  possible  curves  under  case  II  are  combinations  of 
the  types  discussed  under  cases  I  and  II.  The  examples  out- 
lined cover  practically  all  known  cases  of  alloys,  or  other  physi- 
cal mixtures* 

KHKK2JIN(3-POINT  CuitVKH  OF  TERNARY  SYSTEMS 

The4  curves  which  have  been  discussed  are  those  of  systems 
of  two  components,  viss.,  binary  systems.  It  matters  not  whether 
the  components  are  simple  substances  or  compounds,  Lc.  whether 
wo  have,  for  instance,  Fc-Mn;  or  CiijjS-'FoS;  or  Fe-FeS. 
Since*  in  the,  cane  of  OuaH-FeS,  S  is  in  combination  with  both 
Fe  and  (Hi,  we  have  u  I  unary  system,  and  not  a  ternary  system 
of  Fe-(-u-St  OH  it  is  the  CujS  and  the  FeS  which  arc  the 
components,  and  not  the  On,  Fe,  and  H.  There  are  many  sys- 
tems, however,  into  which  three  or  more  components  may  enter, 
and  it  follows,  in  view  of  the  complicated  equilibrium  curves 
(freeHing-point  curves)  of  some  of  the  binary  systems,  vm, 
those*  forming  several  chemical  compounds,  that  ternary  and 
higher  systems  may  be  very  complex.  "Phis  fact  lias  retarded 
the  investigation  of  such  systems  and  comparatively  few  have 
been  formulated. 

As  nn  example  of  complexity  we  may  consider  ti  ternary 
system  of  (*u  Sn  -Hb.  There  are  three  binary  systems  involved 
in  thin  HorioH: 

L  Cu  Siu  Tltin  in  the  bronze  series  and  contains  in  all 
probability  two  chemical  compounds,  which  can  form  mixed 
with  each  other  and  with  the  pure  components. 

2,  ( »u  "8b.     Thin  series  contains  two  chemical  compounds. 

3.  Sb  Sn.     Thin  series  contains  one  chemical  compound. 
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It  is,  therefore,  possible  that  aside  from  the*  three*  pure  metals 
and  the  seven  chemical  compounds  in  the  three  binary 
systems  which  enter  into  this  ternary  system,  compounds  in- 
volving the  three  metals  may  form  and  the  system  beeonie  very 
complex. 

In  what  follows  only  the  simplest,  case  of  a  ternary 
•is  presented.     The  method  of  graphically  depleting  the  fi- 
~  point  curve  as  a  projection  on  a  plane  surface   Ls   no    longer 


FIG.  24,  —  Equilatoml  prinin  diagram, 

adequate    as  three  components    are   now    involved,   and    the 
equilateral  prism  method  will  be  used. 

In  the  right  prism  conduction  -in  1%  24  the  nidcH  of  fh« 
equilateral  triangle  rep«  the  L  J£«±  * 


tlcn  -  t""'!l'<"''1     W«« 

the  length  of  whose  aide  i.s  equal  to  100  unitn,  tlio  Hum  of  the 

percentage  amounts  of  the  throe  oomtx,no.ntH  A    <)  >  a  «' 

represented  by  a  side  of  the  trianglo.     It  foUown'thatX 
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in  the  system  on  a  side  of  the  triangle  has  but  two  components, 
but  any  point  in  the  area  enclosed  by  the  triangle  has  three 
components.  In  the  last  ease  the  composition  of  any  ternary 
mixture  is  determined  as  follows: 

In  Fig.  25  the  point  X  represents  the  mixture  whose  compo- 
sition is  to  bo  determined.  There  are  drawn  through  it  three 
lines  parallel  respectively  to  the  side  of  the  triangle. 

Then  o  —  50  per  cent,  represents  the  amount  of  0  present; 
p  =  20  per  cent,  represents  the  amount  of  P  present;  and  a 


FIG.  25.  •—  Equilateral  triangle  for  representing  the  com- 
position of  ternary  systems. 

«=  30  per  cent,  represents  the  amount  of  A  present.  Con- 
versely, if  it  is  desired  to  locate  a  point  corresponding  to  a  given 
composition,  we  would  lay  off  on  OP,  from  left  to  right,  the 
percentage  of  the  composition  in  0,  and  through  it  draw  a  line 
parallel  to  PA,  then  lay  off  on  OF  from  right  to  left  the  per- 
centage of  P,  and  through  this  draw  a  line  parallel  to  0-4. 
The  intersection  of  these  two  lines  marks  the  position  of  the 
sought-for  point.1 

Taking  a  system  composed  of  the  three  components  A,  0, 
and  P,  which,  for  the  sake  of  simplicity,  are  considered  as  com- 

1  This  method  is  due  to  Roozeboom.    25eitsclxrift  Phys.  Chem.,  1894, 

Vol.  XV,  p.  147. 
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pletely  reciprocally  soluble  in  the  liquid  state,  but  totally 
insoluble  in  the  solid  state,  we  will  have  the  three  binary  sys- 
tems A-0,  0-P,  and  A-P,  whose  freezing-point  curves  may  be 
depicted  one  on  each  face  of  the  equilateral  prism,  since  the 
ordinates  can  be  made  to  indicate  temperature.  The  freezing- 
point  curve  for  A-0  is  AZO;  for  0-P  is  OX  PI  and  for  A-P  is 
AYP;  the  eutectic  points  being  Z,X,  and  F respectively.  Con- 
sidering now  the  systems  P-0  and  P-A,  and  for  the  moment  P 
as  the  solvent  metal,  it  follows,  from  discussion  on  page  34,  that 
the  curves  PX  and  PY  represent  the  depression  of  the  freezing- 
point  curves  of  P  due  to  the  addition  of  0  and  A  respectively; 
therefore  the  altitude  of  any  point  in  a  plane  passed  through  the 
curves  PX  and  P  Y  represents  the  upper  freezing-point  of  that 
particular  mixture,  or  that  subtracted  from  the  temperature  of 
freezing  of  P,  the  lowering  of  the  freezing-point  (£°),  due  to  the 
admixture  of  A  and  0  to  P  in  the  concentration,  indicated  by 
the  position  of  the  point  within  the  basic  triangle.  Tins  is  true 
for  all  the  systems  entering  into  the  series.  If  now  a  plane  is 
passed  through  the  "  depression  of  the  freezing-point  "  curves  of 
0,  viz.,  OX  and  OZ,  and  one  through  those  of  A,  viz.,  AY  and 
AZj  these  three  planes  will  be  common  in  only  one  point,  K, 
which  logically  is  the  eutectic  point  of  the  ternary  system. 

Now  this  point  "  K  "  may  lie  either  above  or  below  the  lowest 
eutectic  point  of  any  of  the  binary  systems  entering  into  the 
ternary  system,  in  this  case  Z.  Whether  it  lies  above  or  below 
is  dependent  upon  the  relative  position  of  the  three  binary 
eutectics.  If  one  of  the  binary  systems  possess  a  eutectic  point 
much  below  the  freezing-point  of  either  constituent  and  near 
the  middle  of  the  concentration,  and  the  other  two  have  eutectic 
points  not  much  below  the  freezing-points  of  the  pure  constit- 
uents, and  located  as  regards  concentration  much  nearer  one 
component  than  the  other,  the  ternary  eutectic  point  will  fall 
above  the  lowest  binary  eutectic  point. 

When  the  point  "K"  lies  below  the  lowest  binary  eutectic, 
the  ternary  system  possesses  a  true  ternary  eutectic,  which 
will  show  as  a  conglomerate  of  three  components.  Example: 
Bi-Pb-Sn. 

When  the  point  "  K  "  lies  above  the  lowest  binary  eutectic 
the  ternary  system  has  what  may  be  termed  a  "  hidden  ternary 
eutectic  "  toward  which  the  mother  metal  concentrates  during 
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part  of  the  freezing.  When  the  point  " K"  is  reached  the  mother 
metal  readjusts  itself  by  freezing  out  an  excess  substance,  and 
from  then  on  concentrates  toward  the  lowest  binary  eutectic, 
which  is  one  of  the  eutectics  found  in  the  solid  alloy.  In  these 
cases  no  ternary  eutectic  is  found,  but  the  frozen  alloy  may  con- 
tain two  binary  eutectics  aside  from  the  "  excess  substance." 


CHAPTER  III 

PHYSICAL  PROPERTIES   OF  METALS 

i.  The  Crystalline  Structure  of  Metals.1  —  When  pol'isl; 
sections  of  pure  metals  and  alloys  are  examined  under  1 
microscope  they  are  seon  to  bo  made  up  of  crystalline  gnu 
which  in  turn  are  composed  of  smaller  grains  visible  under  higl 
magnification.  The  grains  are  often  of  irregular  outlines  1 
sometimes  present  roughly  the  outline  of  a  cross-section  of  t 
common  crystal  form  in  which  the  metal  crystallizes.  Tl 
iron  crystallizes  in  the  isometric  system,  a  common  form  bei 
the  octohedron.  This  gives  rise  to  a  polygonal  cross-section 
grain.  These  crystal  grains  are  known  as  "  allotriomorphii 
crystals,  i.e.  crystals  that  have  taken  their  shape  from  th 
surroundings,  in  distinction  to  "  idiomorphic  crystals,"  i.e.  tin 
which  have  their  external  form  freely  developed. 

The  latter  will  form  when  a  substance  is  free  to  crystall 
from  a  liquid  or  molten  medium,  as  for  instance  in  certain  ull< 
of  tin  and  antimony,  the  compound  Sn  Sb  will  crystallize*  c 
from  the  molten  mother  metal,  in  the  form  of  small  cub 
When,  however,  a  pure  material,  or  certain  alloys,  freeze*  at 
definite  temperature  or  during  a  small  temperature  interv 
the  crystals  do  not  have  the  opportunity  to  develop  exten 
form,  and  their  shape  is  determined  by  that  of  their  ncighlx: 
crystallizing  at  the  same  time. 

Material  of  this  kind  is  said  to  be  "  lioloerystalline,*1  \ 
composed  wholly  of  crystalline  matter,  with  no  interstitial  f 
ings  between  grains,  or  no  ground  mass  present.  When  met 
or  alloys  are  permitted  to  cool  in  molds,  the  surface  of  t 
ingot  and  the  bottom  or  sides  will  frequently  show  the  presei 
of  "  dendrites  "  or  skeleton  crystallites,  very  finely  develop* 

1  Wm.  Campbell,  t)ber  clas  Geftigo  der  Metalta,  etc.,  Metallurgies  Vol.  '. 
pp.  801,  825;  The  Structure  of  Metals  and  Alloys,  MotallographiHt,  VoL 
p,  286;  Mineral  Industry,  Vol.  XI,  p.  659.  John  A,  Matthews,  Mine 
Industry,  VoL  X,  p.  723. 
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These  dendritos  represent  the  incipient  crystals  which  were  free 
to  develop  on  the  surface  of  the  mass  during  the  freezing.  They 
are  also  sometimes  found  in  the  cavities  of  ingots,  where  they 
are  at  times  developed  into  nearly  perfect  crystals. 

When  sections  of  pure  metals,  or  alloys  consisting  of  iso- 
morphous  mixtures,  are  polished,  and  then  etched  with  dilute 
acids  or  other  reagents,  in  preparation  for  examination  by  the 
microscope,  they  seem  to  consist  of  a  number  of  different  kinds 
of  grains,  some  of  which  appear  light,  while  others  are  dark. 
It  would  seem  at  first  sight  as  if  several  different  substances 
or  entities  are  present.  If  the  angle  of  illumination  of  the 
specimen  be  changed,  or  it  be  revolved  through  an  angle,  it 
will  be  noted  that  light  grains  will  become  dark,  and  dark  grains, 
light.  This  fact  is  due  to  the  different  orientation  of  the  several 
grains,  the  difference  in  orientation  being  brought  out  strongly 
by  etching.  The  etching  reagent  will  dissolve  metal  from  the 
polished  surface,  leaving  small  cavities  of  definite  form  or  shape, 
their  position  having  a  certain  relation  to  the  crystallographic 
axes  of  the  crystal.  If  now  a  crystal  be  in  a  certain  position  or 
orientation  with  reference  to  the  reflected  light  under  which 
it  is  examined,  the  cavities  in  this  crystal  will  be  in  such  position 
as  to  reflect  nearly  all  the  light  thrown  on  it  to  the  eye,  and  it 
will  appear  bright,  while  a  neighboring  crystal  whose  crystallo- 
graphic axes  are  not  in  relatively  the  same  position  or  orienta- 
tion as  those  of  the  first  crystal  will  have  its  cavities  in  such 
position  as  to  reflect  the  light  away  from  the  eye,  and  will  hence 
appear  dark.  As  far  as  known,  all  metals  are  crystalline. 

The  crystalline  or  grain  structure  of  metals  and  alloys  has 
an  important  bearing  on  such  properties  as  tensile  strength, 
elastic  limit,  ductility,  etc.  When  metals  like  lead,  tin,  cad- 
mium, bismuth,  gold,  platinum,  and  many  others  are  severely 
strained  by  compression,  tension,  or  bending,  the  original  crys- 
tals of  the  metal  are  broken  up  and  replaced  by  a  much  finer 
crystallisation,  the  new  crystals  being  much  smaller  than  the 
old  ones.  When  a  metal  is  strained  under  its  elastic  limit,  no 
change  appears  in  the  crystal  structure,  but  if  the  elastic  limit 
be  exceeded  it  is  noticed  that  fine  lines  develop  in  the  crystal 
grains,  which  are  called  "  slip  bands."  These  slip  bands  always 
have  a  definite  orientation  in  a  given  crystal.  Several  systems 
of  them  at  angles  to  each  other  frequently  develop  as  the  strain 
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FIG.  26.  —  Silver-copper   alloy.     Show- 
ing "eutectic"  and  silver  dendrites. 


Fici.  2(ta.  -     MuTOHtruc'turoof  tin. 
Showing  cry H tal  ouUincH. 


FIG.  265.  —  Microstructure  of  cadmium.       FIG.  26c.  — •  Aluminium   cast  on  atone. 
Showing  crystal  outline.         *  Showing  crystal  Htruoturo. 

MlCROSTRUCTURE  OF  METALS,   AFTBIl  WM. 
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is  increased.  These  slip  bands  are  intimately  connected  with 
the  formation  of  the  new  small  crystals.1  The  slip  bands  may 
be  compared  to  the  cleavage  planes  and  cleavages  developed 
in  certain  minerals. 

When  a  severely  strained  piece  of  metal  which  has  developed 
a  finely  crystalline  structure  is  reheated,  or  "  annealed  JJ  at  a 
comparatively  low  temperature  (70-100°  C.)  for  soft  metals  like 
lead,  the. small  crystalline  grains  grow  quite  rapidly,  sometimes 
to  large  size  (J  to  1  in.),  giving  an  entirely  new  and  coarsely 
crystalline  structure  to  the  metal.  In  many  instances,  e.g. 
tin,  zinc,  cadmium,  the  rolled  metal,  of  fine  crystalline  struc- 
ture, is  comparatively  tough  and  strong,  while  the  annealed 
material  with  the  coarse  crystalline  structure  is  weak  and  brittle. 
It  seems  that  if  a  metal  be  cast  and  then  allowed  to  cool,  a 
certain  size  of  crystal  will  be  developed,  the  size  depending  on 
the  rate  of  cooling  in  the  immediate  vicinity  of  the  freezing- 
point.  If  the  cooling  be  rapid  the  grain  will  be  small,  while 
if  the  cooling  be  slow  the  grain  will  be  comparatively  large. 
The  rate  of  cooling  after  the  metal  has  once  solidified  seems  to 
have  little  influence  on  the  grain  size.  The  annealing  of  a  casi 
metal,  if  it  has  passed  through  no  strain,  produces  no  change  in 
the  size  of  the  crystal  grains.  In  order  to  produce  a  growth 
of  crystal  grains  by  annealing  the  metal  must  first  be  strained. 
If  a  perfectly  pure  metal 2  having  certain  definite  sized  crystal 
grains  be  strained  and  then  annealed,  the  annealing  does  not 
produce  a  growth  of  crystal  but  simply  a  change  in  the  orienta- 
tion of  the  crystal,  but  if  the  metal  be  not  pure,  containing  even 
only  minute  quantities  of  impurities  which  will  be  present  as  a 
film  of  "  eutectic"  forming  interstitial  spaces  between  the  crys- 
tal grains,  certain  of  the  grains  will  grow  at  the  expense  of  others, 
thus  producing  eventually  a  much  coarser  crystalline  structure 
than  the  original  non-strained  metal  possessed.3  The  reason 
for  this,  as  stated  by  Ewing  and  Rosenhaia,  is  as  follows: 

1  Structure  of  Platinum  and  Effect  of  Stress  on  PIatinumf  Thomas 
Andrews  and  C.  R.  Andrews,  Metaflograpfaist,  Vol.  V,  pp.  233,  237. 

2  J.  C.  Humphrey,  Phil.  Trans.  Royal  Society,  Series  A,  Vol.  CC;  Metal- 
lographist,  Vol.  VI,  p.  250. 

3  J.  A.  Ewing  and  Walter  Rosenhsin,  The   Crystalline  Structure   of 
Metals,  PMl.  Trans.  Royal  Society,  voL  CXCVf  p.  279;  MetallograpHst, 
Vol.  V,  p.  81;  also  Phil.  Trans.,  Series  A,  Vol.  CXCIII,  p.  353  (1900),  and 
MetallograpMst,  Vol.  Ill,  p.  94. 
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The  individual  crystals  are  separated  from  each  other  by  thin 
interstitial  films  of  a  "  eutectic  "  composed  of  the  metal  of  the 
crystal  and  the  impurity,  this  eutectic  having  a  lower  melting- 
point  than  the  metal  of  the  crystal.  In  strained  metal  this 
film  is  squeezed  out  from  certain  portions  between  crystals  so 
that  two  crystals  may  touch  at  a  certain  point.  These  two  crys- 
tals being  differently  oriented,  two  different  crystal  faces  are 
in  contact,  which  probably  have  a  different  electrical  potential 
so  that  one  crystal  becomes  a  positive  electrode  and  the  other 
the  negative  electrode,  the  circuit  being  completed  through  the 
film  of  "  eutectic  "  still  left  between  portions  of  the  faces.  One 
of  the  crystals,  the  most  electro-positive,  therefore  dissolves, 
passing  into  the  eutectic  which  acts  as  the  electrolyte  and  is 
deposited  on  the  other  or  more  electro-negative  crystal,  this 
last  thus  growing  at  the  expense  of  the  first.  This  diffusion 
may  take  place  in  solid  metal,  as  has  been  shown  by  Roberts- 
Austen.1  If  now  the  specimen  be  heated  so  that  the  thin  film 
of  eutectic  between  crystal  grains  be  liquid,  the  rapidity  of 
action  will  be  greatly  increased.  In  cast  metal  which  has  not 
been  strained,  the  eutectic  film  surrounding  crystal  grains  is 
continuous,  preventing  contact  of  different  crystals,  so  that 
the  above  electrolytic  action  does  not  take  place,  and  hence  no 
growth  of  crystal  grains  occurs. 

The  growth  of  crystal  grains  in  metallic  alloys,  such  as  steel, 
may  be  more  complex,  and  be  associated  with  certain  critical 
temperatures  involving  molecular  changes.  The  crystalline  and 
grain  structure  of  steel  has  been  very  fully  studied,2  and  refer- 
ence should  be  made  to  original  papers. 

In  the  working  of  metals  the  crystalline  and  grain  structure 
of  metals  and  alloys  has  an  important  bearing  in  connection 
with  heat  treatment,  on  the  tensile  strength,  ductility,  and  mal- 
leability of  the  metals.  As  already  stated,  the  mechanical 
working  of  various  metals  by  stamping,  rolling,  or  hammering 
tends  to  produce  a  fine-grained  crystalline  structure  and  sets 

1  Diffusion  of  Metals,  Phil.  Trans.,  Series  A,  Vol.  CLXXXVII,   p.  383 
(1896). 

2  Dudley,  The  Rolling  and  Structure  of  Steel  Rails,   Metallographist, 
Vol.  VI,  p.  Ill;    Corson,  Heat  Treatment  of  Steel,  T.  A.   I.   M.   E.,   Vol. 
XXXVII,  p.  389;  Howe,  Iron,  Steel  and  Other  Alloys,  1900,  p.  245;  Stead, 
Jour.  Iron  and  Steel  Institute,  1898,  I,  p.  145,  and  1898,  II,  p,  137. 
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up  internal  stresses.  This  mechanical  work  very  freqi 
makes  the  metal  tough  and  often  elastic;  copper,  for  ins 
when  rolled  out  into  sheets  is  tough  and  possesses  consid 
"  spring."  Under  the  microscope  it  is  shown  to  consist  o 
form  small  elongated  grains  which  show  no  orientation, 
copper  be  "  annealed,"  viz.,  reheated  to  a  yellow  heat  and  e 
this  structure  is  replaced  by  a  large  grain  structure  showing 
tation.  The  metal  also  loses  its  elasticity  and  becomes 
ductile.  Zinc  which  has  passed  through  mechanical  trea 
by  rolling  shows  a  finely  granular  structure  and  is  quite  1 
In  reheating  to  a  temperature  well  below  its  melting 
(462°  0.),  it  develops  a  large  crystalline  structure,  but  be 
very  brittle,  unlike  copper  in  this  respect. 

This  phenomenon  of  becoming  brittle  on  annealing  is  s 
by  other  metals,  notably  cadmium,  tin,  and  wrought  iron, 
last  tends  to  develop  very  coarse  structure  and  great  britt 
on  prolonged  heating  to  about  750°  C.     (Stead.) 

In  the  mechanical  working  of  metals,  it  is  frequently 
sary  to  reheat  and  cool  or  "  anneal "  between  workings  t< 
vent  fracture  from  the  slip  bands  which  develop.  Thes 
bands  or  incipient  fractures  are  obliterated  by  the  recryst 
tion  induced  by  "  annealing."  Annealing  accomplishe 
release  of  strain  in  the  crystals  which  has  been  induced  I 
mechanical  working  of  the  metal  or  by  rapid  cooling  fron 
temperatures.  The  degree  of  reheating  necessary  to  r 
strain  varies  with  different  metals,  but  frequently  a  tempe] 
of  100  to  200°  C.  will  effect  considerable  annealing.  Th< 
of  cooling  after  reheating  is  immaterial  with  many  metal 
copper,  silver,  gold,  etc.,  but  in  certain  alloys  like  the  bi 
containing  20  per  cent,  tin,  and  iron-manganese  alloys, 
taming  more  than  7  per  cent,  manganese,  a  sudden  quer 
after  reheating  produces  a  very  tough  malleable  metal, 
cooling  slowly  has  the  opposite  effect.  The  appearance  < 
fracture  produced  by  breaking  bars  of  metal  is  evidently  c 
related  to  the  crystalline  structure  and  in  many  instance 
nishes  valuable  data  as  to  the  condition  of  the  metal.  3 
been  and  still  is  largely  used  to  commercially  determin 
quality  of  metals,  particularly  pig  iron,  steel,  copper,  and  bi 
but  the  mode  of  breaking  and  other  factors  sometimes  dec: 
influence  the  nature  of  the  fracture.  The  shape  of  the 
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from  which  the  test  piece  is  taken,  the  temperature  at  which 
the  break  occurs,  the  rate  of  cooling  of  the  test  piece  through 
the  temperature  range  of  freezing,  all  vitally  affect  the  nature 
of  the  fracture.  Metals  and  alloys  have  a  definite  fracture 
which  is  indicative  of  their  best  physical  condition.  Experi- 
ence alone  will  enable  one  to  judge  of  fracture.  Onuling  metals 
by  fracture  is  largely  replaced  by  the  much  more  accurate  micro- 
scopical examinations  of  metallography.  Wrought  iron  by 
proper  manipulation  may  be  made  to  break  with  either  a  granu- 
lar or  a  fibrous  -fracture.  The  method  is  therefore  not  always 
a  reliable  indication  of  the  structure  of  the  metal. 

2.  The  Density  of  Metals.  —  The  density  of  a  substance  is 
the  mass  of  the  substance  in  a  unit  volume,  provided  the  unit 
volume  is  completely  and  uniformly  filled  by  the  substance, 
at  a  standard  pressure  arid  temperature.  Usually  water  at 
760  mm.  and  4°  C.  is  taken  as  a  standard  =  1.  Density  is  an 
absolute  term,  and  is  independent  of  the  force  of  gravity. 

Specific  gravity  is  the  ratio  between  the  weights  of  equal 
volumes  of  any  substance  and  some  other  at  a  given  tempera- 
ture and  pressure,  taken  as  a  standard.  While  density  and 
specific  gravity  are  not  synonymous  terms,  they  are  frequently 
used  interchangeably.  As  above  stated,  the  true  density  is 
only  attained  when  a  unit  volume  is  completely  and  uniformly 
filled  by  the  substance  and  no  cavities  and  pores  arc1  present. 
In  metals  which  are  cast,  this  condition  can  never  be  fully  real- 
ized and  therefore  the  density  of  a  given  metal  or  alloy  will 
vary  with  the  crystalline  structure  as  influenced  by  the  rate  of 
cooling,  the  temperature  of  casting,  the  mechanical  treatment 
through  which  it  has  passed,  and  the  purity  of  the  metal.  Metals 
can  be  made  denser  by  compression  when  confined  on  all  sides, 
which,  however,  is  not  a  true  increase  in  density  but  results  from 
the  closing  of  minute  cavities  and  pores.  This  increased  density 
may  again  .be  lost  when  the  pressure  is  removed.  Pressure, 
however,  may  induce  atomic  rearrangement,  or  allotropic  change, 
in  which  case  a  true  change  iti  density  may  occur.  There  is  a 
difference  in  the  density  of  metals  in  the  liquid  and  the  solid 
states.  As  far  as  investigated,  all  metals  except  bismuth  are 
denser  in  the  solid  than  in  the  liquid  state,  i.e.  they  contract  in 
solidifying.  Bismuth,  however,  is  denser  in  the  liquid  state 
than  in  the  solid,  and  hence  expands  on  solidifying.  Jt  attains, 


PHYSICAL  PROPERTIES   OF  METALS  63 

like  water,  its  greatest  density  just  before  becoming  solid.1  The 
increase  in  volume  is  about  3  per  cent.  Certain  alloys  may 
possess  this  property  of  expanding  on  solidifying;  it  is  claimed 
for  an  alloy  of  zinc-aluminium,  known  as  Sibley  metal.  Gray 
cast  iron  passes  through  a  pasty  stage  just  before  solidifying, 
in  which  condition  its  density  is  less  than  that  in  either  the  fluid 
or  solid  state.  Its  density  in  the  solid  state  is  said  to  be  less 
than  that  in  the  liquid  state.2  The  density  of  the  metals  in  the 
fluid  and  solid  states  are  given  in  Table  VII  of  this  chapter. 

3.  Malleability  and  Ductility.  —  Malleability  is  that  prop- 
erty which  permits  a  substance  to  be  permanently  extended  in 
all  directions  without  rupture  either  by  impact,  as  hammering, 
or  steadily  applied  pressure.  There  is  no  fixed  standard  of 
malleability.  The  following  data  expresses  the  malleability  of 
the  more  important  metals  in  the  order  of  their  malleability. 
(1)  Gold;  (2)  silver;  (3)  copper;  (4)  aluminium;  (5)  tin;  (6)  plati- 
num; (7)  lead;  (8)  zinc;  (9)  iron;  (10)  nickel.  Pure  gold  can  be 
beaten  into  leaves  not  exceeding  0.0000033  inches  in  thickness, 
and  is  by  far  the  most  malleable  metal  known.  It  is  malleable 
at  nearly  all  temperatures  below  its  melting-point. 

Silver  approaches  gold  in  its  malleability.  It  may  be  beaten 
into  leaves  as  thin  as  0.0001  inch.  Copper  is  also  very  malle- 
able, even  at  ordinary  temperatures,  and  may  be  beaten  into  very 
thin  plates.  This  mechanical  working  hardens  copper  very  per- 
ceptibly, which  hardness  may  be  removed  by  annealing  (to  about 
230  250°  (1).  Copper  just  below  its  melting-point,  1084°  C., 
becomes  very  brittle  and  may  even  be  pulverized  at  that  tem- 
perature. Tin  when  pure  may  be  readily  beaten  into  thin  sheets 
and  foil  and  as  such  is  a  commercial  article.  Its  malleability 
varies  with  the  temperature.  At  200°  C.  it  becomes  brittle  and 
may  be  readily  crushed  with  the  hammer.  Sheets  as  thin  as 
0.0254  inch  may  be  obtained  by  beating.  Tin  ceases  to  be  mal- 
leable at  about  14°  below  zero  degrees  C.  At  low  temperatures 
ordinary  tin  may  pass  to  an,  allotropic  modification,  or  gray  tin, 
which  in  extremely  brittle.  Platinum  is  readily  rolled  and  ham- 
mered into  thin  sheets  and  spun  into  forms  for  laboratory  usa 
Lead  possesses  the  same  property  in  a  somewhat  lesser  degree,  but 
may  be  rolled  into  very  thin  sheets,  when  pure.  Zinc  at  ordinary 

iLttdeking,  Annalen,  Physik  und  Chemie,  Vol.  XXXIV,  p.  21  (1888). 
•  H.  M.  Howe,  T.  A.  1  M.  E.,  Vol.  XXXVIII,  p.  9. 
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room  temperatures  is  rather  brittle,  but  when  heated  to  between 
100  and  150°  C.  is  readily  rolled  into  sheets.  Above  150  its 
malleability  again  rapidly  decreases.  Iron  is  malleable  at  ordi- 
nary temperatures,  but  very  much  more  so  at  higher  tempera- 
tures, and  between  1000  and  1200°  C.  possesses  the  property  to  a 
remarkable  degree.  It  may  be  rolled  into  sheets  0.001  in.  thick. 
Nickel  may  readily  be  spun  into  forms  and  rolled  into  sheets,  in 
many  respects  resembling  iron.  Nickel  plates  may  be  obtained 
not  more  than  0.01  in.  in  thickness.  Aluminium  is  very  mallea- 
ble and  may  be  beaten  into  sheets  0.000025  in.  in  thickness. 
It  is  easily  rolled  into  sheets  0.001  in.  in  thickness. 

It  will  be  noted  that  temperature  influences  the  malleability 
of  metals,  some  being  malleable  at  all  temperatures,  others  only 
at  ordinary  temperatures,  and  others  again  only  at  high  tem- 
peratures. When  a  metal  is  malleable  at  ordinary  temperatures, 
but  not  at  high  ones,  it  is  known  as  being  "red  short";  when  the 
reverse  is  true  it  is  known  as  "  cold  short." 

Ductility  is  that  property  of  a  substance  which  permits  it 
to  be  drawn  into  wires.  It  is  related  to  malleability  in  so  far 
as  malleable  metals  are  usually  ductile,  but  the  order  of  ductility 
is  not  the  same  as  that  of  malleability.  The  following  in  the 
order  of  ductility:  (1)  Gold;  (2)  silver;  (3)  platinum;  (4)  iron; 
(5)  nickel;  (6) copper;  (7)  aluminium;  (8)  zinc;  (9)  tin;  (10)  lead. 
Ductility,  like  malleability,  is  affected  by  the  temperature,  and 
usually  increases  with  it  although  not  invariably  so.  (Sold  may 
be  drawn  so  that  one  grain  makes  over  500  ft.  of  wire,  and  silver 
may  be  drawn  into  wire  so  that  one  grain  makes  400  ft.  Tin  may 
be  drawn  into  wire,  its  maximum  ductility  occurring  at  about 
100°  C.  Iron  is  very  ductile,  particularly  at  high  temperatures, 
and  may  be  drawn  into  very  fine  wire.  Aluminium  may  readily 
be  drawn  into  wire  0.004  in.  in  diameter.  Nickel  may  be  drawn 
into  wire  as  small  as  0.01  in.  in  diameter.  The  property  of  duc- 
tility is  associated  more  or  less  closely  with  that  of  tenacity  and 
toughness,  particularly  the  latter  property, 

4.  Toughness,  Brittleness,  and  Hardness.  —  Toughness  is 
that  property  of  a  substance  which  enables  it  to  resist  fracture 
or  a  separation  of  its  molecules,  after  the  "  limit  of  elasticity  " 
has  been  passed.  Tough  metals  may  be  much  bent  or  twisted 
before  fracture  takes  place.  Most  of  the  malleable  metals  are 
tough. 
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BrittlenesK  is  the  property  of  breaking  or  rupturing  suddenly 
when  subjected  to  sudden  application  of  stress  such  as  hammer 
blows;  or  those  due  to  sudden  changes  of  temperature.  Brittle- 
ness  is  that  property  which  is  the  direct  antithesis  of  toughness. 
The  cause  of  brittleness  is  but  little  understood.  Small  amounts 
of  impurity  may  make  otherwise  malleable  and  tough  metals 
very  brittle,.  This  may  be  due  to  a  filling  in  of  the  interstitial 
space  between  grain  crystals  with  a  brittle  cutectic,  which,  even 
when  present  in  very  small  amount,  is  sufficient  cause  for  rup- 
ture to  take  place  along  these  interstitial  planes.  When  the 
impurity  gives  rise  to  a  non-brittle  eutectic,  no  brittleness  of 
the  metal  ensues.  Brittleness  in  metals  is  tested,  for  by  drop 
tests,  viz.,  metals  are  permitted  to  fall  from  certain  elevations 
on  to  a  hard,  rigid  body,  or  by  falling  weight  tests,  in  which  a 
given  weight  falls  through  a  measured  height  on  the  metal  to 
be  tested. 

Hardness  is  fully  discussed  under  that  heading  in  Chapter 
V,  the  Physical  Properties  of  Alloys.  Table  I  gives  the  hard- 
ness of  the  metals  baaed  on  Bottone's  scale  in  which  the  diamond 
=  3010. 

TABLE  1.    HAKDNEBS  OF  METALS 


Mo  till 

llurdiwHH 

Mfltal 

HardmiHH 

Mn 

1456 

Cu 

I860 

Co 

1450 

Pd 

1200 

Ni 

1410 

Pt 

1107 

Fo 

1375 

Zn 

1077 
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HartlneHH 

Metal 

HardnesH 

Ag 

990 

Cd 

760 

Ir 

984 

Mg 

726 

Au 

979 

Sn 

051 

Al 

821 

Pb 

570 

5.  Tenacity.  —  This  is  the  property  of  a  substance  enabling 
it  to  resist  rupture  on  the  application  of  tensile  or  compressive 
stress.  It  in  possessed  by  the  different  metals  in  a  widely  varying 
degree.  It  varies  also  with  the  physical  condition  of  the  metal, 
viz.,  its  crystalline  grain  structure,  whether  this  be  fine  or  coarse, 
or  whether  it  has  passed  through  mechanical  working  or  not. 
Usually  the  finer  the  grain  structure  the  greater  stress  will  the 
metal  be  able  to  withstand.  This,  however,  is  not  invariably 
true.  The  temperature  also  has  an  important  bearing  on  the 
tenacity  of  metals.  Generally  speaking  an  increase  in  tempera- 
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ture  decreases  the  tenacity,  although  in  nearly  pure  iron  l  1 
maximum  tenacity  occurs  at  300°  C.,  at  which  temperatu 
however,  it  seems  also  to  be  moat  susceptible  to  sudden  hlio 
At  temperatures  much  below  zero  the  tenacity  of  iron  is  mi: 
increased.  Thus  Prof.  John  Dewar2  found  a  steel  having 
ultimate  tensile  strength  of  68,000  Ibs.  per  square  inch  at  or 
nary  temperatures  to  have  its  strength  nearly  doubled  at  mil 
180°  C.  This  fact  is  also  true  of  other  metals  and  alloys.  1 
influence  of  foreign  elements  on  the  tenacity  of  a  metal  is  v< 
pronounced,  either  increasing  or  decreasing  it.  Prominc 
examples  of  this  are  the  influences  of  carbon,  silicon,  mangane 
phosphorus,  tungsten,  nickel,  etc.,  on  iron,  which  cannot  be  c 
cussed  here  in  detail.3  Some  further  reference  is  made  to  this  to; 
in  the  chapters  on  alloys  and  the  physical  properties  of  allo 
When  a  metal  or  other  substance  is  subjected  to  a  pulli 
stress,  it  is  under  what  in  engineering  nomenclature  is  kno 
as  a  tensile  stress.  When  it  is  subjected  to  pushing  or  oornpr 
sion  it  is  under  a  compressive  stress.  It  is  the  tenacity  of  1 
metal  that  enables  it  to  withstand  these  stresses,  though 
resistance  to  tension  may  differ  from  its  resistance  to  eompr 
sion.  Elasticity  is  the  property  a  body  possesses  of  msunii 
its  original  form  after  the  removal  of  an  external  force  wh; 
has  produced  a  change  in  that  form.  The  amount  of  change 
deformation  is  known  as  a  "strain."  When  a  metal  in  si 
jected  to  a  tensile  stress  a  deformation,  or  stretch,  taken  ph 
which  is  proportional  to  the  tensile  stress,  until  a  certain  lit 
is  reached,  when  the  proportionality  ceases  and  the  utrel 
increases  relatively  faster  than  the  stress.  The  limit  of  Ktr 
above  is  known  as  the  "limit  of  proportionality."  Within  t 
"elastic  limit"  the  material  is  elastic,  i.e.  resumes  its  origu 
dimensions  upon  the  removal  of  the  stress;  when  the  "el as 
limit"  is  exceeded  the  stretch  or  strain  becomes  permanent,  a 
is  known  as  the  " permanent  set."  The  limit  of  proportional: 
is  usually  considerably  below  the  "elastic  limit,"  but  in  ma 
instances  no  distinction  is  made  between  the  two  points,  and  t 
elastic  limit  is  taken  to  be  the  point  where  stress  and  stn 

1  Andr6  LeChatelier,  Oomptes  Rendus,  Vol.  CIX,  p.  58  (1889). 

2  Lecture  before  the  Royal  Institution,  London,  Jan.  19,  1904. 

3  Roberts-Austen.    An  Introduction  to  the  Study  of  Metallurgy.  P. 
etc.  (1903). 
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cease  to  be  proportional.  The  "modulus  of  elasticity"  is  that 
force  which  theoretically  will  stretch  a  bar  one  inch  in  cross-sec- 
tion to  twice  its  length,  or  compress  its  length  to  zero,  on  the 
assumption  that  the  stress  is  proportional  to  the  strain  even 
after  a  certain  limit  is  exceeded.  If  force  be  called  stress  =  s, 
per  unit  area,  and  the  stretch  or  compression  =  strain  =  a  per 
unit  length,  then  from  the  above  : 

§ 

a  :  1  =  s  :  E]  or  E  =  modulus  elasticity  =  - 

a 

E  is  also  called  Young's  modulus. 


°  Information  or  Strain 

FIG.  27.  —  Strain  diagram. 

Fig.  27  represents1  a  strain  diagram  showing  the  graphic 
relation  between  stress  and  strain  in  testing  a  rather  ductile 
material  under  tension.  Distances  parallel  to  ox  measure 
strain  in  suitable  units,  while  those  parallel  to  oy  measure  stress 
in  pounds  per  square  inch.  A  is  the  yield  point  where  the 
stress  and  strain  cease  to  be  proportional,  viz.,  practically  the 
elastic  limit.  In  ductile  material  the  sudden  increase  of  strain 
from  A  to  C  is  often  accompanied  by  a  decrease  in  stress,  caused 

1  Experimental  Engineering,  Carpenter,  p.  70  (1906). 
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by  the  testing  machine  adjusting;  itself  to  tho  .sudden  yid 
the  material.  The  curve  then  continues  to  rise,  reachin, 
maximum  position  at  I),  which  indicates  the  "ultimate  ten 
strength.  The  material  then  begins  to  "  nook,"  i.e..  to  sti 
locally,  decreasing  the  area,  and  finally  breaks  at  K.  In 
ing  under  tension,  the  "  elongation  "  of  the  tost  piece  is  rneusi 
this  is  the  total  relative  .stretch  or  strain  and  is  usually  oxpn 
in  percentage  of  the  full  length  and  is  caleulated  for  the  ] 
of  rupture.  In  connection  with  the  elongation  the  "  redu 
of  area  "  from  that  of  the  original  cross-section  of  the  pie 
the  point  of  rupture  is  taken  into  consideration.  The  gr 
the  reduction  in  area  of  cross-section  before  rupture  am 
greater  the  per  cent,  of  elongation  the  more  duetile  is  the  mai 
tested.  Wrought  iron  will  show  a  high  per  coat,  of  redu 
of  area  and  elongation,  with  a  comparative  low  limit  of 
ticity,  while  a  high  carbon  steel  (1.5  per  cent.)  will  show 
very  little  elongation  and  reduction  of  area,  and  a  high  lin 
elasticity.  The  latter  usually  breaks  very  suddenly  and  she 
while  the  first  draws  out  and  breaks  rather  gradually.  r\ 
two  materials  are  more  or  less  typical  of  the  way  metals 
alloys  behave  under  tensile  stress  to  the  point  of  rupture, 
strength  of  metals  is  influenced  also  by  the  mariner  in  v 
the  stress  is  applied.  A  metal  will  stand  greater  stress  if 
be  gradually  applied  than  if  the  application  be  sudden, 
resistance  of  metals  to  frequently  repeated  alternations  of  t 
is  considerably  less  than  that  to  continued  stress  in  one  < 
tion  only.  Thus  the  axle  of  a  railway  car  in  motion  is  su 
to  rapidly  alternating  stress  of  tension  and  compression 
has  been  shown  that  this  repeated  reversal  of  stress  for  i 
million  times  will  produce  rupture  oven  if  the  ntress  appli< 
below  the  "elastic  limit"  of  the  material  Ewing  and  R 
hain1  in  this  connection  made  extensive  experiments  on  Sw 
iron,  which  had  an  elastic  limit  of  20,000  Ibn.,  and  an  ulti 
strength  of  47,200  Ibs.  per  square  inch.  On  applying  altern 
stresses  to  this  material  ranging  from  18,000  to  28,000  Ibi 
square  inch,  slip  bands  appeared  in  the  crystals,  which  f; 
widened,  developing  eventually  into  cracks,  causing  ni 
of  the  piece.  It  was  found  that  stresses  of  10,000  Ibs- 

1  The  Fracture  of  Metals  under  Repeated  Alternations  of  Stress 
Trans.  Royal  Society,  Nov.  20,  1902. 
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square  inch,  even  though  repeated  many  times,  produced  no 
slip  builds;  stresses  of  14,000  Ibs.  per  square  inch,  after  repeated 
reversals,  showed  fatigue  in  the  metal,  slip  bands  forming,  while 
stresses  of  18,000  Ibs.  per  square  inch  after  frequent  repetition 
gave  rise  to  many  slip  bands  and  ultimate  fracture.  It  is  to  be 
noted  that  this  stress  of  18,000  Ibs.  is  much  below  the  elastic 
limit,  2(>,(H)0  Ibs.,  and  that  in  using  material  for  purposes  in 
which  it  is  subjected  to  frequently  repeated  alternating  stresses, 
low-working  values  must  be  used. 

6.  Vapor  Tension,  Boiling-Points,  Fusing-Points  of  Metals. 
—  If  a  vessel  be  partially  filled  with  a  liquid,  closed,  and  the  air 
exhausted  from  it,  vapor  will  arise  from  the  liquid;  due  to  its 
vapor  tension,  viz.,  its  tendency  to  assume  the  gaseous  state, 
and  fill  the  unoccupied  space.  The  vapor  tension  of  a  liquid 
is  dependent  upon  its  temperature,  and  for  any  given  tempera- 
ture the.  liquid  will  continue  to  vaporize  until  the  pressure  of 
its  vapor  above  the  liquid  is  equivalent  to  the  vapor  tension. 
Then  a  condition  of  equilibrium  will  exist.  If  now  the  tempera- 
ture be  lowered,  vapor  will  condense  to  liquid;  if  it  be  raised,  more 
liquid  will  bo  vaporized  until  equilibrium  again  be  established. 
If  instead  of  a  vacuum  existing  above  the  liquid  at  the  start,  the 
space  be  filled  with  any  inert  gas  at  any  pressure,  the  liquid  will 
still  vaporize  just  as  before,  until  equilibrium  is  attained,  its 
vapor  tension  for  a  given  temperature  being  unchanged.  The 
vaporization  duo  to  the  vapor  tension  may  be  very  much  re- 
tarded, viz.,  the  rate  of  vaporization  may  be  much  decreased, 
due  to  a  high  pressure  of  gas  resting  on  the  substance;  but  if 
time  be  given  equilibrium  will  establish  itself,  by  the  full  amount 
of  the  substance  vaporizing  for  the  given  temperature.  This 
explains  why  metals  may  be  more  easily  vaporized  in  a  vacuum 
than  under  atmospheric  pressure. 

The  pressure  above  the  liquid  will  be  that  of  the  gas  filling 
the  space,  plus  that  due  to  the  vapor  tension  of  the  liquid  for 
the  existing  temperature.  If  now  the  liquid  be  heated  to  such 
a  temperature  that  its  vapor  tension  for  that  temperature  equals 
or  exceeds  that  of  the  pressure  resting  upon  it,  the  liquid  boils1 
and  passes  completely  to  the  state  of  vapor.  Solids,  just  as 

1  Young  defmeH  the  boiling-point  as  the  highest  temperature  attainable 
by  a  liquid  under  a  Riven  pressure  of  its  own  vapor  when  evaporating  with  a 
perfectly  free  mirface,  and  when  the  heat  reaches  the  surface  from  without. 
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liquids,  have  a  definite  vapor  tension,  but  while  that  for  liquids 
at  ordinary  temperatures  is  considerable  and  easily  measurable, 
that  for  solids  is  very  small  for  ordinary  temperatures. 
Certain  metals  have  a  very  appreciable  vapor  tension  in  the 
liquid  state,  which  is  made  use  of  metallurgical  ly,  viz.,  zinc,.  The 
vaporization  of  a  solid  is  termed  "sublimation."  Certain  sub- 
stances may  pass  rapidly  from  the  solid  condition  to  the  vapor 
condition  without  an  intermediate  liquid  state.  This  is  the 
case  when  the  vapor  tension  of  the  solid  equals  or  exeeeds  the 
pressure  above  it,  viz.,  under  ordinary  conditions  the  atmos- 
pheric pressure,  at  the  melting-point  of  the  solid.  Usually  the 


TomporaturoA 
FIG.  28.  —  Triple-point;  .vapor  tension  c 

vapor  tension  of  a  solid  at  its  melting-point  is  much  less  than 
the  atmospheric  pressure.  The  curve  of  the  vapor  tension  of 
a  substance  in  the  solid  state  is  different  from  that  of  the  vapor 
tension  in  the  liquid  state,  and  the  two  curves  intersect  each 
other  as  shown  in  Fig.  28.  This  intersection  marks  the  melting- 
or  fusing-point  or  freezing-point  of  the  substance,  since  this  is 
the  only  point  in  which  the  liquid  and  solid  states  are  in  equilib- 
rium and  at  which  they  have  a  common  vapor  tension. 

If  a  substance  be  undercooled,  vi#.,  cooled  below  its  freez- 
ing-point, and  still  remain  liquid,  it  has  a  vapor  tension  corre- 
sponding to  a  continuation  of  the  liquid  vapor  tension  curve.  A 
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number  of  metals  arc  subject  to  undercooling,  viz.,  tin,  and  silver 
produced  by  eupellation.  The  vapor  tension  of  metals  both 
in  the  liquid  and  in  the  solid  state  is  of  importance  since  the 
vaporization  of  certain  metals  and  losses  incurred  thereby  is  of 
interest,  metallurgieally.  If  such  metals  as  copper,  lead,  zinc, 
etc.,  or  gold  and  silver,  particularly  the  latter,  arc  in  a  heated 
solid  condition  or  in  the  molten  condition,  in  a  furnace  overlain 
by  furnace  gases,  the  overlying  space  becomes  " saturated" 
with  metallic  vapor  for  the  temperature  existing.  The  amount 
of  metallic  vapor  may  be  very  small,  and  comparatively  insig- 
nificant, if  the  overlying  gases  remain  in  place.  But  if  the 
gases  over  the  metal  are  constantly  removed  by  draft,  etc., 
which  conditions  exist  in  furnace  work,  there  is  evidently  a 
removal  of  metallic  vapor  and  a  constant  condition  of  "non- 
saturation"  for  the  space  above  the  metal.  Therefore  a  con- 
stant vaporization  or  evaporation  of  the  metal  takes  place, 
which  may  lead  to  serious  loss  with  such  high-valued  metals  as 
gold  and  silver,  unless  proper  precautions  are  taken. 

Table  II  gives  the  vapor  tensions  of  certain  metals.  The 
pressures  are  expressed  in  millimeters  of  mercury.  (See  table, 
page  72.) 

Notcx  to  the  Table.  Atmospheric  pressure,  14.5  Ibs.  per 
square  inch,  corresponds  to  760  mm.  of  mercury  column.  If 
mercury  be  taken  at  350°  C.,  its  vapor  tension  is  658.515  mm. 
of  mercury.  At  atmospheric  pressure  it  will  continue  to  vaporize 
until  the  pressure  of  its  vapor  above  it  is  equal  to  658.515  mm., 
when  equilibrium  is  established.  Supposing  the  mercury  were 
in  a  vessel,  the  space  above  the  mercury  being  filled  with  air  at 
atmospheric  pressure,  760  mm.,  and  the  vessel  provided  with 
a  small  orifice  at  the  top,  so  that  as  mercury  vaporized  the  pres- 
sure could  not  rise  above  760  mm.  If  the  mercury  now  be  at 
the  temperature  mentioned,  viz.,  350°  C.,  and  equilibrium  estab- 
lishes itself,  there  will  be  a  total  pressure  above  the  mercury 
liquid  of  7(50  mm.  made  up  of  the  "partial  pressure7'  658.575 
mm.,  duo  to  mercury  vapor,  and  101.42  mm.  "partial  pressure7' 
of  the  air. 

If  now  the  temperature  be  raised  to  357.25°  C.  the  mercury 
boils,  for  at  this  temperature  its  vapor  tension  is  760  mm.,  equal 
to  the  pressure  above  it.  In  condensing  metallic  vapors  the 
following  is  to  be  noted.  Suppose  in  the  above  case  of  mercury 
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TABLE  II.    VAPOR  TENSION  OK  MF/PALS 


MKRCUUY1 

CADMIUM2 

ZINC  '2 

,„„„ 

SlI.VHU  :i 

Temp. 

Tension 

Temp. 

Tension 

Temp. 

Tension 

Temp. 

Tension 

Temp. 

Tension 

°0. 

in  mm. 

°0. 

in  mm. 

°C1 

in  mm. 

°(.. 

in  mm. 

"(-. 

in  mm. 

50 

0.015 

552 

25 

582 

.10 

942 

0.0002 

729 

0.0002 

100 

0.270 

574 

32 

675 

20 

987 

0.0005 

700 

.0005 

150 

2.684 

606 

63 

684 

28 

1031 

.0013 

802 

.0013 

200 

17.015 

022 

84 

01)9 

35 

1075 

.0029 

839 

.0029 

250 

74.592 

030 

105 

710 

41 

1120 

.0003 

870 

.0063 

300 

246.704 

667 

157 

732 

05 

1105 

.013 

913 

.013 

350 

658.515 

681 

189 

757 

90 

1209 

.020 

"  949 

.020 

3GO 

785.11 

086 

226 

772 

101 

1254 

.05. 

9SO 

.050 

400 

1495.6 

704 

274 

7S5 

150 

1298 

.093 

1023 

.093 

450 

2996.1 

722 

342 

792 

158 

1343 

.165 

1059 

.165 

500 

5434.90 

752 

510 

802 

100 

1387 

.285 

1096 

.285 

520 

6736.60 

760 

503 

838 

204 

1432 

.47S 

1133 

.478 

— 

— 

770 

630 

8(53 

308 

1470 

,779 

1109 

.779 

— 

— 

786 

755 

8S4 

477 

1520 

1  .240 

200 

1  .240 

BISMUTH  2 

— 

— 

900 

557 

1505 

1  .93 

243 

1.93 

914 

653 

1011 

2  93 

280 

2  93 

1119 

32 

— 

—  . 

933 

704 

105-1 

•1.38 

316 

4.38 

1207 

34 

_^_ 

_ 

— 

_  . 

1699 

(5.41 

353 

0.41 

1217 

40, 

— 

"—- 

"•••— 

— 

1743 

9.23 

390 

9.23 

at  350°  C.,  a  cubic  motor  of  saturated  air  mid  vapor  be  removed 
from  above  the  liquid  mercury  and  cooled.  The  mercury  vapor 
would  condense  as  the  temperature  sank,  in  accordance  with 
the  vapor  tension  —  temperature,  curve.  If,  however,  the  cubic 
meter  of  air  and  vapor  were  not  saturated  with  mercury  for 
the  temperature  850°  (3.,  and  the,  mercury  vapor  had  only  a 
partial  pressure  of  246.7  mm.,  it  would  then  have  to  be  cooled 
to  300°  C.  before  condensation  would  begin.  These  facts  apply 
in  a  general  way  to  all  metallic,  vapors. 

Referring  more  particularly  to  the  vaporisation  of  gold  and 
silver,  it  will  be  seen  that  the  vapor  tension  of  gold  is  very  low 
at  the  temperatures  employed  in  its  metallurgy,  and  hence 

1  Ramsay  and  Young,  Jour.  Chom.  Society,  Vol.  XLIX,  p.  37  (1886); 
Landolt  uncl  Bernstein,  Physikalisdh-ChomiHoho  Tabdlori. 

2  Carl  Barus,  taken  from  "  PhyHikalinchc  Chemio.  dor  Mo.tallo,"  R.  Sehcmk, 
1909. 

3  Calculated  by   J.  W.   Richards,   Metallurgical   OuleuilatiouH,   Pi.   Ill, 
p.  589  (1908). 
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danger  of  loss  is  slight,  except  in  the  case  of  uncovered 
bles  where  the  air  above  the  metal  is  constantly  changed, 
to  be  noted,  however,  that  the  vapor  tension  of  solutions, 
in  this  case,  of  alloys,  is  very  different  from  that  of  the 
metals.    Thus  we  may  distinctly  have  the  case  where  the  ^ 
tension  of  one  metal  may  be  raised  by  the  addition  of  anott 
lowered  by  the  addition  of  another.1    In  case  it  is  raise< 
alloy  may  suffer  much  greater  vaporization  than  the  pure 
at  the  same  temperature.     This  is  probably  the  case  of  golc 
per,  and  of  lead-silver,  and  would  tend  to  explain  the  greater 
by.  volatilization  of  gold  and  silver  in  the  presence  of  c« 
other  metals  or  impurities.     There  is  very  little  actual 
available  on  this  subject. 

7.  The  Fusion-Point  or  Melting-Point  of  Metals.  - 
physical  state  of  a  metal,  viz.,  whether  solid,  liquid,  or  gase< 
like  that  of  all  other  substances  a  function  of  the  temperatuj 
the  pressure,  though,  as  has  been  pointed  out,  metals  ma: 
from  the  solid  to  the  vapor  condition  without  going  throug 
intermediate  liquid  form.  In  fact  the  three  states  of  matt 
by  no  means  divided  from  each  other  by  such  sharp  lines  a 
formerly  thought.  The  temperature  at  which  a  metal  ] 
from  the  solid  to  the  liquid  form  is  known  as  its  fusion  or 
ing-point,  and  in  passing  from  the  liquid  to  the  solid  stal 
point  is  known  as  the  freezing-point. 

While  in  the  case  of  vapor  and  liquid,  both  the  pressur 
temperature  have  much  influence  on  the  transformation  c 
to  the  other,  in  the  case  of  the  liquid  and  solid  states  the 
sure,  while  undoubtedly  a  factor,  plays  a  subordinate  rol 
takes  great  changes  in  pressure  to  influence  very  appre 
the  melting-point  of  the  metals.2  As  already  pointed  01 
melting-point  of  a  solid  may  be  defined  as  that  tempe; 
indicated  by  the  intersection  of  the  vapor  tension  curve  c 
solid  state  with  that  of  the  curve  for  the  liquid  state, 
addition  of  even  very  small  quantities  of  impurities  to  a 
will  appreciably  alter  its  vapor  tension,  either  raising  or  : 
ing  it,  and  in  the  same  way  affect  its  melting-point.  Thi 
ject  is  somewhat  more  fully  dealt  with  in  Chapter  II,  pa^ 
Under  certain  conditions  of  "  molecular  inertia,"  a  liquid 

1  Nernst,  Theoretische  Chemie,  1909,  p.  109. 

2  Nernst,  Theoretische  Chemie,  1909,  p.  71. 


74 


GENERAL  METALLURGY 


may  be  cooled  below  its  freezing-point  for  the  existing  physical 
conditions,  and  remain  liquid.  This  phenomenon  is  termed 
"undercooling."  The  most  recent  determinations  on  the  melt- 
ing-points of  metals  are  given  in  Table  VI  of  this  chapter.  There 
are  a  number  of  old  determinations  of  the  melting-points  of 
metals  which  are  not  reliable,  due  to  the  imperfect  methods  used 
in  the  determination.  Most  of  the  recent  data  has  been  obtained 
by  highly  perfected  methods. 

8.  The  Boiling-Point  of  Metals. — The  position  of  the  boil- 
ing-point as  regards  pressure  has  already  been  referred  to. 
Moissan1  has  succeeded  in  attaining  the  boiling-point  of  most 
metals  by  means  of  the  electric  arc,  but  definite  temperature 
measurements  of  the  boiling-points  are  comparatively  few,  due 
to  the  fact  that  the  boiling  temperatures  in  most  cases  are  very 
high  and  the  determinations  present  great  experimental  diffi- 
culties. Determinations  have  been  made  both  in  vacuum  in 
quartz  vessels  and  under  atmospheric  pressure.  The  latest 
definite  figures  are  given  in  Table  VI.  The  molecules  of  met- 
als in  the  vapor  condition  as  far  as  determined  are  monatomic. 
The  probable  boiling-points  of  the  metals  at  atmospheric  pres- 
sure are  given  as  follows: 

TABLE  III.     BOILING-POINT  OF  METALS 


Metal 

Boiling-Point 

Metal 

Boiling 

Zinc  

918°  C 

Antimony 

I  1  1 

Cadmium   

1025  a 

Gold 

Lead    .'  

1525  3 

Platinum 

«>rr 

Silver  

1955  3 

Titanium 

*>7/\ 

Copper  

2310  3 

Rhodium 

Tin  

2270  3 

Ruthenium 

Aluminium.  . 

1800  3 

Palladium 

Manganese  

1900  3 

Iridium 

*^S1 

Nickel  

2450 

Osmium 

Chromium    

2200  3 

Uranium 

*>  1  1\ 

Iron  

2450  3 

Viol  vlvl  on  n  m 

Bismuth   .  . 

1420  3 

Wolfram 

1  0.  P.  Watts,  Elec.  Chem.  and  Met.  Ind.,  V,  450  (1907). 

2  0.  P.  Watts,  Elec.  Chem.  and  Met.  Ind.,  V,  450  (1907)". 

3  H.  C.  Greenwood,  Chem.  News,  c.  39,  49. 
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In  a  vacuum  such  as  is  suitable  for  the  production  of  green 
cathode  light  the  metals  begin  to  vaporize  at  the  following 
temperatures:1 

Zn  -  430°  Ag  -  1200° 

Pb  -  320°  Cu  -  1315° 

Sb  -  670°  Au  -  1375° 

Bi  -    540° 

Lead  boils  at  1160°  in  vacuum.  Iron  begins  to  show  vapor- 
ization in  a  vacuum  at  900°  C.2 

9.  The  Welding  of  Metals.3  —  Welding  as  usually  defined 
is  that  property  possessed  by  those  metals  which  on  cooling 
from  the  molten  state  pass  through  a  plastic  stage  before  becom- 
ing perfectly  solid  and  rigid,  of  being  joined  together  by  the 
cohesion  of  the  molecules  that  is  induced  by  the  application  of 
an  outside  force  such  as  hammering.  This  property  is  pos- 
sessed in  the  most  marked  degree  by  iron  and  platinum  at  a 
white  heat.  In  fact  iron  or  steel  and  platinum  may  be  welded 
together.  In  welding  it  is  essential  that  the  faces  of  the  metals 
to  be  welded  should  be  clean,  so  that  molecular  contact  may  be 
obtained.  This  cleanliness  is  achieved  by  using  certain  chemicals 
as  ammonium  chloride,  mixed  with  sand  and  borax,  during  the 
weld.  The  ammonium  chloride  volatilizes  certain  impurities 
present  as  chlorides,  and  the  sand  and  borax  unites  with  the 
iron  oxide  forming  a  fusible  slag  which  is  readily  expelled  from 
between  the  surfaces  by  hammering. 

Electric  welding  is  carried  on  by  means  of  a  powerful 
electric  current  of  great  amperage  and  very  low  voltage  as  the 
heating  agent,  with  pressure  applied  slowly  as  the  means  of  con- 
solidation. A  sand  blast  is  used  to  clean  the  surfaces  previous 
to  the  application  of  the  current.  So-called  welding  is  also 
carried  out  by  the  Goldschmidt  Thermit  process,  in  which 
powdered  aluminium  is  mixed  with  ferric  oxide  and  an  igniting 
material  to  start  the  reaction.  The  surfaces  to  be  welded  are 
surrounded  in  a  suitable  manner  by  the  welding  mixture  and  the 
great  heat  developed  produces  a  high  temperature  which  causes 
the  surfaces  to  unite  by  fusion.  The  procedure,  therefore,  is 

1  Krafft,  Kuch  und  Haagn,  Berichte  der  Deutschen  Chem.  Gesellschaft, 
Vol.  XXXVI. 

2  Boudouard,  Metallurgie  V,  p.  280. 

3  Roberts-Austen,  An  Introduction  to  the  Study  of  Metallurgy,  p.  47. 
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not  true  welding.  It  produces,  however,  a  stronger  joint  than 
a  simple  weld.  A  weld  of  no  very  great  strength  may  also  be 
produced  when  two  clean  surfaces  of  certain  metals  are  brought 
together  under  great  pressure  at  ordinary  temperatures.  Thus 
discs  of  gold  and  lead  pressed  together  at  ordinary  temperatures 
for  three  months,  welded  firmly  the  two  metals  alloying  at 
the  junction.  Lead  may  be  welded  to  lead  by  simple  pressure. 
In  this  connection  the  experiments  of  Walthere  Spring  1  are  of 
interest.  He  subjected  particles  of  metallic  powder  to  great 
pressures  and  was  enabled  to  produce  solid  homogeneous  masses 
of  metal  by  these  means.  The  following  data  gives  the  pres- 
sures required: 

TABLE  IV. 


Metal 

Pressure  tonus 
per  sq.  in. 

Metal 

I  Venn  urn  to  an 
per  H<I.  in. 

Mot  nl 

Lcfid 

13 

Antimony  .  .  . 

38 

Copper.  ,  .  . 

Tin 

19 

Aluminium  .  . 

38 

Zinc  . 

38 

Bismuth  .... 

38 

'roNMiro  loan 
por  N<I.  in. 


He  also  claimed  to  have  produced  certain  alloys  by  pres- 
sure, thus  15  parts  bismuth,  8  parts  lead,  4  parts  tin,  and  3 
parts  cadmium  form  an  alloy  which  melts  at  98°  C.  The  com- 
ponent metals  were  mixed  in  a  finely  powdered  state  and  strongly 
compressed,  then  again  powdered-  and  pressed,  producing  what 
seemed  a  perfect  alloy  and  not  the  mechanical  mixtures  of  the 
metals.  That  it  is  impossible  to  produce  true  alloys  by  pres- 
sure only,  has  recently  been  shown  by  0.  Masing.2 

10.  The  Occlusion  of  Gases  by  Metals.  -  Many  metals, 
both  in  the  molten  and  solid  states,  have  the  properly  of  occlu- 
ding or  absorbing  gases.  Thus  if  palladium  be  used  as  the  cathode 
or  negative  element  in  decomposing  water  by  tin*  electric  cur- 
rent, or  if  palladium  foil  be  cooled  from  a  red  heat  in  an  atmos- 
phere of  hydrogen,  it  will  absorb  approximately  900  times  its 
own  volume  of  the  gas.  Tins  is  expelled  on  reheating  to  a  red  heat. 
Silver  in  the  molten  condition  absorbs  about  22  times  its  vol- 
ume of  oxygen,  most  of  which  is  expelled  when  the  metal  solidifies. 

1  Bull,  do  FAcad&nie  lloynlc  do  Bolgique,  Vol.  XLV,  No.  (>;  Vol.  XLIX, 
No.  5,  etc.;  Beriehte.  dor  Deutschen  ChomiHohen  GesellHclmft,  Vol.  XV,  p.  595. 
2Zeitschrift  Anorgan.  Chorale.,  LX.I1,  205  (1900). 
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The  expulsion  takes  place  only  when  the  metal  is  pure.  Solidi- 
fied silver  can  occlude  0.7  of  its  volume  of  hydrogen.  Gold  in 
the  solid  state  can  occlude  0.48  of  its  volume  in  hydrogen  and 
0.2  of  its  volume  in  nitrogen.1  In  what  form  this  absorbed  gas 
may  be  is  not  always  definitely  known.  In  some  cases,  like  that 
of  oxygen  and  copper,  it  unites  chemically  with  the  metal  to 
form  a  compound.  In  the  instance  of  palladium  and  hydrogen, 
it  is  supposed  that  the  hydrogen  assumes  a  metallic  form  and 
alloys  with  the  palladium.  In  certain  other  cases  the  gases  are 
probably  in  simple  solution  in  the  metal  both  in  the  solid  and 
liquid  forms.  Iron  occludes  in  some  instances  much  hydrogen 
in  the  solid  state  which  can  in  part  be  expelled  by  heating  the 
iron  in  a  vacuum.  It  is  thought  that  some  of  the  lower  critical 
points  of  pure  iron  (see  Fig.  11)  are  closely  associated  with  the 
evolution  of  hydrogen  from  the  iron.  The  absorption  of  gases 
by  metals  is  of  much  importance  metallurgically.  Thus  the 
absorption  of  oxygen  by  copper  depreciates  its  value  for  cer- 
tain purposes  very  much  and  must  be  guarded  against.  The 
absorption  of  largo  volumes  of  gases  by  molten  steel,  and  their 
partial  release  at  the  time  of  solidification,  causes  at  times  seri- 
ous imperfections  in  steel  ingots,  which  can  be  prevented  by 
the  adoption  of  proper  means.  Molten  copper  absorbs  oxygen  2 
which  unites  with  the  copper  to  form  Cu20.  This  Cu20  alloys 
with  the  copper,  and  a  cutectic  mixture  exists  of  3.5  per  cent. 
CuaO  and  90.5  per  cent,  copper  that  melts  at  1066°  or  18°  C. 
below  the  melting-point  of  copper.  The  CuaO  is  scattered 
throughout  the  mass  of  the  copper,  in  the  manner  of  a  mechan- 
ical impurity.  Its  presence  very  decidedly  reduces  electric 
conductivity. 

Topper  produced  by  the  converter,  in  which  air  is  blown 
through  molten  matte,,  contains  usually  2  per  cent,  and  over  of 
('thO.  After  electrolytic  refining  the  contents  in  the  oxide  are 
reduced  to  usually  less  than  0.1  per  cent.,  but  subsequent  melt- 
ing and  easting  again  increase  it  from  0.50  per  cent,  to  0.75  per 
cent,  in  the  best  instances.  If  solid  copper  be  heated  to  some- 
what below  its  melting-point  it  will  absorb  oxygen  and  form 

1  RobcrtH-Auflton,  An  Introduction  to  the  Study  of  Metallurgy  (1902), 
p.  f>8. 

2  K.  Ileyn,  Short  Reports  from  Metallurgical  Laboratory  of  the  Royal 
hint.  Oharlottcnburg,  Metallographist,  Vol.  VI,  p.  50.  ' 
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Cu20,  which  is  absorbed  throughout  the  mass  of  copper;  and  if 
the  process  is  continued  long  enough  so-called  "burnt"  copper 
results.  This  sometimes  happens  in  the  heating  of  copper  pre- 
paratory to  its  rolling  or  working  and  gives  a  product  unable  to 
stand  the  strain  of  subsequent  stamping  and  cutting.1  If 
copper  be  heated  in  an  atmosphere  of  hydrogen  at  a  temperature 
of  600°  C.  and  above,  the  surface  layers  become  very  brittle  and 
show  shell-like  fractures  of  a  yellowish  red  color.  With  pro- 
longed heating  the  whole  of  the  copper  is  converted  into  this 
condition.2 

Molten  iron  and  steel  absorb  great  quantities  of  gas  relatively 
speaking,  the  largest  part  of  which  escapes  as  the  metal  cools 
towards  its  freezing-point.  Steel  in  the  molten  condition  some- 
times "boils,"  due  to  the  expulsion  of  gas.  Some  of  this  gas 
is  retained  by  the  iron  or  steel  after  solidification,  and  frequently 
a  part  of  that  escaping  at  the  moment  of  solidification  is  impris- 
soned,  causing  the  formation  of  "blow  holes."  The  addition 
of  small  quantities  of  silicon  and  aluminium,  or  manganese,  acts 
as  a  deoxidizer  for  any  iron  oxide  present  and  also  seems  to 
increase  the  power  of  iron  to  dissolve  gases.3  The  nature  and 
quantity  of  gases  obtained  from  wire  containing  0.047  per  cent, 
carbon  by  three  prolonged  reheatings  to  1100°  C.  in  a  vacuum,4 
is  shown  in  Table  V. 

TABLE  V.     GASES  IN  IRON 


MASS  OF  IRON 
GKAMS 

VOLUME  OF  GAS  OBTAINED 
c.  c.  760  mm. 

WEIGHT  IN  GHA.MB 

Grams 

Total 

C02 

Ho 

CO 

N,> 

NS 

C02 

Ha 

(X) 

Total 

34 

33.70 

6.22 

11.89 

12.70 

2.89 

0.0030 

0.012 

0.0011 

0.0,10 

0.0321 

50 

36.43 

7.01 

7.83 

20.23 

1.36 

0.0017 

0.014 

0.0005 

0.025 

0.0412 

82.5 

78.75 

5.08 

17.40 

53.46 

2.81 

0.0035 

0.010 

0.0017 

0.007 

0.0822 

46.0 

106.00 

5.16 

29.17 

66.45 

5.22 

0.0065 

0.010 

0.002(5 

0.083 

0.1021 

The  expulsion  of  the  gases  on  heating  iron  and  steel  is  rather 

1 W.  Stahl,  Verbrennimg  des  Kupfers,  etc.,  Metallurgie,  Vol.  V,  p.  289 

2  Heyn,  ibid. 

3  Howe,  Iron,  Steel  and  other  Alloys,  p.  368. 

^      <  0.  Boudouard,  Gases  in  Metals,  Revue  Metallurgie,  1908,  p.  69;  Metal- 
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closely  associated  with  the  critical  points  of  iron.1  In  heating 
toward  Ac2,  the  beginning  of  change  of  alpha,  or  magnetic  iron, 
to  beta  iron,  but  little  gas  is  set  free,  but  at  Ac2  a  large  evolution 
of  gas  takes  place,  which  then  decreases  until  Ac3  is  reached,  the 
point  of  change  of  beta  to  gamma  iron,  when  another  increased 
evolution  takes  place.  The  first  gas  to  be  expelled  beginning  at 
about  150°  C.  is  C02,  which  is  practically  completely  eliminated 
at  550°  0.  At  this  temperature  nitrogen  begins  to  be  expelled 
and  its  expulsion  continues  throughout  the  heating.  Above 
400°  C.  the  composition  of  the  gas  is  chiefly  hydrogen  and  car- 
bon monoxide. 

The  influence  of  the  occluded  gases  on  the  properties  of  iron 
and  steel  is  probably  considerable.  Heyn 2  has  shown  that 
heating  mild  steel  in  an  atmosphere  of  hydrogen  at  from  730° 
to  1000°  C.,  and  quenching  it,  causes  considerable  more  brittle- 
ness  than  that  produced  by  quenching  from  reheating  in  air. 

It  is  very  possible  that  the  ultimate  strength  of  iron  and  steel 
and  such  properties  as  the  electric  conductivity  are  affected  by 
the  presence  of  certain  gases. 

ii.  Polymorphism3  of  the  Metals.  — Polymorphism  is  that 
property  of  a  solid  substance  by  virtue  of  which  it  is  able  to 
exist  in  two  or  more  different  forms,  due  to  a  different  molecular 
arrangement,  the  various  forms  possessing  distinct  physical 
properties.  The  several  forms  may  belong  to  different  crystal 
systems,  or  one  may  be  amorphous,  or  they  may  be  different 
crystal  forms  belonging  to  the  same  system.  The  term  allot- 
ropism  is  practically  synonymous,  but  is  employed  in  reference 
to  elements  only,  while  polymorphism  applies  to  both  elements 
and  compounds.  The  term  "aHotropism"  is  falling  into  disuse.4 

Among  the  metals  a  number  of  cases  of  polymorphism  are 
known.  Thus,  antimony  exists  in  two  forms,  a  hexagonal  and 
amorphous  form.  The  amorphous  form  is  known  as  explosive 
antimony  and  is  produced  by  electrodeposition  on  copper  from 
chloride  solutions.  Its  specific  gravity  is  5.78  as  against  6.52, 

1  Bdloe,  Bulletin  dc  la  Socict6  dj Encouragement,  Vol.  CX,  No.  4,  p.  492, 
(IOCS) ;  Metallurgie,  Vol.  V,  p.  386. 

2  Hoyn,  ibid. 

3  Ostwald,  Orundriss  der  Allgemoinen  Chemie,  1909,  p.  117. 

4  Allotropy  refers  also  to  the  liquid  and  gaseous  state,  while  polymor- 
phism has  reference  to  the  solid  state  only.     Refer  to  polymorphism  in 
Chapter  II. 
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that  of  the  ordinary  form.  It  is  usually  dark  gray  to  black  m 
color  and  when  touched  with  a  sharp,  heated  point  chants  into 
the  gray  or  hexagonal  antimony  with  explosive  violence.  Iron 
furnishes  a  prominent  example  of  polymorphism.  In  the  ran^o 
from  very  low  temperatures  to  780°  C.,  there  exists  what  is  known 
as  alpha  iron,  crystallizing  in  cubes  in  the  isometric  system.  It 
is  strongly  magnetic.  When  this  iron  is  heated  past  780°  ( 1. 
its  volume  increases,  and  heat  is  absorbed  as  it  gradually  changes 
to  beta  iron,  which  also  crystallizes  in  the  cubic  form  in  the 
isometric  system,  but  is  non-magnetic.  This  iron,  on  passing; 
the  temperature  of  880°  C.,  changes  to  still  another  condi- 
tion, gamma  iron,  the  crystal  form  now  being  the  octahedron. 
Gamma  and  alpha  iron  both  have  a  greater  specific  gravity  than 
beta  iron.  There  are  probably  other  critical  points  in  pure 
iron,  as  may  be  inferred  from  an  inspection  of  the  differential 
cooling  curve  of  iron  shown  in  Fig.  11. 

The  metal  iridium  exists  in  both  the  isometric  and  hexagonal 
forms.  Palladium  is  similar  to  iridium.  Silver  crystallines  in 
the  isometric  system,  but  an  amorphous  form  is  also  known. 
Thallium  changes  its  form  at  225°  C.  Tin  exists  in  what  is 
termed  the  white  form,  crystallizing  in  the  tetragonal  system 
with  a  specific  gravity  of  7.3,  which  is  the  normal  condition  for 
temperatures  above  20°  C.,  to  the  melting-point,  and  also  in  the 
gray  form,  which  has  a  specific  gravity  of  5.85.  The  transition 
from  white  tin  to  gray  tin  on  lowering  the  temperature  is  very 
gradual  until  great  cold  is  obtained,  when  it  is  rapid. 

12.  Electric  Conductivity  and  Heat  Conductivity.  —  Electric 
conductivity  is  discussed  in  Chapter  V  on  the  "Physical  Proper- 
ties of  Alloys."  In  Table  VII  the  electric  conductivities  of  the 
various  pure  metals  are  given.  It  is  to  be  noted  that  the  addition 
of  very  minute  quantities  of  impurities  very  greatly  reduces 
the  electric  conductivity  of  metals,  as  is  discussed  in  Chapter 
V.  There  is  a  close  relationship  between  electric  conductivity 
and  heat  conductivity.  If  the  ratio  of  the  absolute  heat  con- 
ductivity to  the  electric  conductivity  at  one  temperature  be 
divided  by  the  ratio  for  another  temperature,  a  constant  will 
result  which  is  the  same  for  nearly  all  the  metals  for  the  tem- 
peratures involved.1  The  absolute  heat  conductivity  of  a  metal 

lJ&ger  und  Diesselhorst,  in  Schenk  PhysikalLsche  Chcmic  (tor  Motallc 
(1909),  p.  20. 
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is  designated  by  the  symbol  K  and  is  expressed  as  follows:  If 
a  piece  of  metal  be  considered  whose  thickness  is  1  cm.  and  whose 
surfaces  are  plane  and  parallel  and  differ  1°  C.  in  temperature, 
then  K  expresses  the  number  of  small  calories  that  pass  per 
second  per  square  centimeter  of  the  metal;  i.e.  is  the  absolute 
conductivity. 

This  conductivity  has  a  temperature  coefficient  in  the  same 
way  that  electric  conductivity  has,  viz.,  the  heat  conductivity 
may  increase  or  decrease  with  a  rise  in  temperature.  Data  on. 
this  subject  is  given  in  Table  VI.  Heat  conductivity  is  also 
expressed  relatively,  with  silver  usually  as  the  standard.  If 
silver  is  taken  as  100,  the  following  are  the  relative  heat  conduc- 
tivities of  certain  metals: 

Lead   8.5  Gold   53.2 

Steel    11.6  Platinum    ....   8.4 

Copper    73.6  Zinc 28.1 

Bismuth   1.8  Tin    15.2 

Iron    11.9 

13.  Specific  Heat.  —  The  specific  heat  of  a  substance  is 
the  number  of  calories  of  heat  required  to  raise  one  gram  of  a 
substance  one  degree  in  temperature.     It  usually  refers  to  a 
rise  of  temperature  from  zero  unless  otherwise  specified.     The 
specific  heat  varies  with  the  temperature.     It  is  closely  related 
to  heat  conductivity  and  to  the  linear  and  cubical  expansion 
of  substances.     The  subject  of  specific  heat  is  somewhat  more 
fully  treated  as  regards  variations  with  temperature,  etc.,  in 
Chapter  VIII,  on  "Slags."    While  the  specific  heat  increases  with 
temperature  for  the  solid  state,  the  specific  heat  for  the  liquid 
state  seems  to  be  practically  constant.     The  question  of  linear 
expansion  is  discussed  in  Chapter  V,  on  "Physical  Properties 
of  Alloys."    Data  on  specific  heat  and  linear  expansion  of  the 
metals  are  given  in  Table  VI. 

14.  Magnetic  Properties   of  Metals.  —  Metals  vary  very 
much  in  their  behavior  in  the  magnetic  field.     They  are  divided 
into  two   classes:    First,   Paramagnetic;    second,   Diamagnetic. 
Paramagnetic  bodies  have  the  property  that  if  a  strip  of  the 
substance  be  freely  suspended  from  its  center  and  placed  in  a 
magnetic  field,  the  induced  magnetism  causes  it  to  set  itself 
parallel  to  the  direction  of  the  magnetizing  force.     Diamagnetic 
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bodies  under  similar  conditions,  tend  to  take  up  a  direction  at 
ricrht  angles  to  the  direction  of  the  magnetic  force.  Iron,  mrkel, 
and  cobalt  are  paramagnetic,  copper  and  bismuth  arc  dumui^ 
netic.  Paramagnetic  bodies  have  a  magnetic  permeability  winch 
is  greater  than  air,  while  diamagnetic  bodies  have  a  magnetic 
permeability  less  than  air.  Certain  magnetic  properties  of 
alloys  are  more  fully  discussed  in  Chapter  V. 

15.  The  Diffusion  of  Metals.— When  a  solid  salt,  which  is 
soluble,  is  placed,  in  contact  with  a  liquid,  it  will  dissolve  and  be- 
come uniformly  diffused  in  time  throughout  the  whole,  mass  of 
the  liquid.  The  same  is  true  of  two  soluble  liquids.  The  cause 
of  this  diffusion  is  osmotic  pressure,  and  the  rapidity  of  diffu- 
sion is  dependent  on  a  number  of  factors,  among  which  is  tem- 
perature.1 This  diffusion  force  is  also  active  in  metals;  thus 
when  two  metals  are  brought  together  in  the  moltcir  condition, 
and  they  are  soluble,  they  will  diffuse  into  each  other,  until  no 
difference  in  concentration  exists  in  any  portion  of  the  mass. 
This  diffusion  is  entirely  independent 'of  any  mechanical  mixing, 
although  mechanical  mixing  will  greatly  aid  diffusion.  Under 
certain  conditions  this  diffusion  is  very  rapid,  while  under  others 
it  may  be  very  slow.  While  at  first  sight  it  might  seem  that 
diffusion  would  take  place  only  with  molten  metals,  it,  w.tuully 
takes  place  also  with  a  solid  and  a  molten  metal,  and  in  some 
instances  between  perfectly  solid  metals.2 

Roberts-Austen  has  made  many  experiments  to  determine 
diffusion  of  metals  and  the  accompanying  table  gives  some  quanti- 
tative results.  (See  table,  page  83.) 

The  term  K  is  the  diffusion  constant,  viz.,  the  number  which 
expresses  the  quantity  of  metal  in  grams  diffusing  through  unit 
area  (1  sq.  cm.)  in  unit  time  (one  day)  when  unit  difference  of 
concentration  (in  grams  per  cc.)  is  maintained  between  two  sides 
of  a  layer  1  cm.  thick.  It  is  to  be  noted  in  the  given  clatsi,  with 
the  exception  of  the  case  of  lead  in  tin,  that  the  diffusing  metal  is 
solid,  viz.,  below  its  freezing-point,  while  the  solvent  metal  is 
liquid,  viz.,  above  its  freezing-point. 

As  a  means  of  comparison  it  may  be  stated  that  the  diffu- 
sion constant  for  sodium  chloride  in  water  at  18°  C.  is  1.04. 

Diffusion  is  probably  intimately  connected  with  vapor  ten- 

1  Xernst,  Theoretische  Chemie  (1907),  169. 

2  Roberts-Austen,  Proc.  Royal  Soc.,  Vol.  LXVII,  p.  101  (1900). 
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TABLE  VIII.     DIFFUSION  CONSTANTS  OF  METALS 


Diffusing  Metal 

Solvent 

Temperature 
Degrees  C 

K  in  square  centi- 
meters per  day 

Gold  

Lead 

499 

0   AA 

ct 

u 

490 

*}  07 

Platinum  

it 

492 

1  69 

cc 

(I 

492 

1  69 

Gold  

It 

555 

3  19 

a 

Bismuth. 

555 

4.  ^9 

a 

Tin 

555 

4  55 

Silver  

1C 

555 

4  14 

Lead    

It 

555 

3  18 

Gold          

Load 

550 

3  IS 

Rhodium  

cc 

550 

303 

sion,  already  discussed,  and  osmotic  pressure,  even,  when  the 
diffusion  of  solid  metals  is  considered,  e.g.  solid  solutions.  Solid 
gold  diffuses  into  solid  lead  at  ordinary  temperatures,  but  of 
course  only  to  a  very  slight  extent  (at  100°  C.  about  iWoinr  of 
that  of  gold  in  fluid  lead  at  550°)  when  the  two  metals  are 
brought  into  close  contact.1 

An  important  example  metallurgically  of  diffusion  in  the 
solid  state  is  the  "  cementation  process/7  whereby  solid  carbon 
and  solid  iron  are  heated  together,  the  carbon  diffusing  into 
and  through  the  iron,  forming  steel.  In  a  similar  manner  iron 
heated  in  contact  with  hydrocarbon  gases  will  have  carbon 
penetrate  into  its  interior  for  certain  distances.  Carburizing, 
case-hardening  processes,  for  iron  are  examples  of  the  cementa- 
tion process.  Many  instances  are  known  of  the  penetration 
of  solid  metals  by  gases  (first  demonstrated  by  Graham),  viz., 
not  the  occlusion  of  gases  but  the  actual  penetration  of  the  gas 
through  the  mass  of  metal.  Thus  nascent  hydrogen  will  readily 
penetrate  through  iron  at  ordinary  temperatures.2 

1  Roberts-Austen,  Proc.  Royal  Society,  Vol.  LXVII,  p.  101  (1900). 

2  Belloti  und  Lussana,  abstracted  in  Zeistchrift  Physik.  Chemie.,  Vol.  VII, 
p.  229  (1891). 
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TABLE  VI.     PHYSICAL  PEOPERTIES  OP  METALS 


LATKNT  UK  A 

Melting 

Boiling 

"      Heat 

SPECIFIC  HEAT 

CALOUIKH 

Coefficient 

Point,  D 

Point  a 

fc   Conduc 

pKit  GUAM 

of  Linear 

Metal 

grees 

760  mrr 

l>  tivity,  ] 

r 

Expansion 

\  -  -   - 

C. 

Degree. 
C. 

3  at!00°C 

Sm.  Solid 

S. 

Fi 

Vapor- 

nt 20°  (,!. 

Liquid 

sio 

ization 

(15-435°) 

Aluminium 

657.3 

1800 

0.4923 

0.2356 

0.308 

76.8 

227  7 

0.04255 

(0-100°) 

Antimony 

630.5 

1440 

0.0396 

0.0495 

0.0605 

40.2 

359. 

.040070 

Barium  .  .  . 

850.0 

1580 

V.         

— 

— 

— 

— 

_. 

(20-100°) 

Bismuth  .  .  . 

268.0 

1435 

0.0161 

0.03024 

0.0363 

12.C 

— 

.041575 

(0-100°) 

Cadmium  .  . 

321.7 

778 

0.2149 

0.0548 

0.0023 

13.7 

210.0 

.042871) 

(0-26°) 

Caesium  .  .  . 

26.37 

— 

— 

0.04817 

— 

— 

— 

(0-100°) 

Calcium  

780.0 

— 

— 

0.1804 

— 

52.6 

.  — 

. 

(0-100°) 

Cerium  

623.0 

— 

— 

0.04479 

— 

— 

— 

, 

(0-100°) 

Chromium  .  . 

1489. 

2200 

— 

0.1208 

— 



. 



(15-100°) 

Cobalt    

1463. 

— 

__ 

0.1030  : 

— 

08.0 

— 

.041231 

(20-100°) 

Copper  

1084.1 

2310 

0.8771 

0.0936 

0.133 

41.63 

858.0 

.(>4l(>09 

(0-100°) 

Gold  

1063.5 

a.  2200 

0.7027 

0.0316 

0.0358 

16.3 

_-» 

.04  13110 

(0-100°) 

Indium  

155.0 

— 

— 

0.05695 





—  . 

)°  (M  r><M 

(0-100°) 

Indium  

2292.0 

_ 

— 

0.0323 

0.055 

24.2 

—  . 

.040(1-1  80 

(20-100°) 

Iron    

1512.0 

2450 

0.1420 

0.11396 

0.22 

31.04 

„..-. 

.04  1110 

(18-100°) 

Lead 

326.9 

1525 

0.0815 

0.0310 

.0402 

4.78 

_-. 

.04275(5 

Lithium  

186.0 





(27-99°) 
0.9408 

.975 

rao 

Magnesium.. 

651.0 

1120 

(0-100°) 
0.3760 

(20-100°) 
0.24922 

_ 

58.0 

H5.0 

.0425-1  1 

Manganese    . 

1207.0 

1900 

.  

(20-100°) 
0.12109 

Mercury  

—38.85 

357 

at  50° 
0.0189 

(20-50°) 
0.03312 

2.S2 

(57.8 

Molybdenum 

2100. 

— 



(20-100°) 
0.06468 

Nickel  . 

1435. 

—  . 

0.1384 

(21-99°) 
0.1084 

2.0 

Osmium  .... 

2500.? 

— 

— 

(19-98°) 
0.03113 

°.()40(J7i) 

(0-100°) 

lNo  air  present;  in  presence  of  air  — Cu  1064.9°  C;  Ag  965°  C. 
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TABLE  VI.     PHYSICAL  PROPERTIES  OF  METALS  (Continued} 


LATENT  HEAT 

Metal 

Melting 
Point,  De- 
grees 
C. 

Boiling 
Point  at 
700  mm. 
Degrees 
C. 

Heat 
Conduc- 
tivity, K 
atlOO°C. 

SPECIFIC  HEAT 

CALORIES 
PER  GRAM 

Coefficient 
of  Linear 
Expansion 
at  20°  C. 

Sm.  Solid 

S. 

Fu- 

Vapor- 

Liquid 

sion 

ization 

Palladium    .  . 

1546. 



0.1817 

0.0592 



36.3 



.0*11757 

(-78  to  -23°) 

Potassium    .  . 

62.5 

667 

— 

0.1662 

0.2137 

15.7 

592. 

50°.04S3 

» 

(0-100°) 

Platinum  .... 

1753. 

— 

0.1733 

0.0323 

0.053 

27.2 

— 

.0409821 

(10-97°) 

Rhodium  .... 

1907. 

— 

— 

0.05803 

— 

— 

— 

500.040858 

(0-100°) 

Silver   

961.51 

1955 

0.9919 

0.0559 

0.0748 

24.7 

397. 

.0418462 

(-79  to  17°) 

Sodium  

97. 

742 



0.2830 

0.333 

31.7 

1015. 

(0-50°)  .0*72 

(20-100°) 

Thallium    .  .  . 

303.7 

1280 

— 

0.0326 

— 

5.8 

224.5 

50°.043135 

(19-99°) 

Tin           

232. 

2270 

0.1423 

0.05515 

0.0637 

13.82 

271. 

.042138 

(0-100°) 

Wolfram  

3000.? 

— 

— 

0.0336 

— 

— 

— 

— 

0.0935 

Zinc    

419. 

918 

0.2619 

(0-100°) 

0.1275 

29.86 

425. 

.042S35 

TABLE  VII.     PHYSICAL  PROPERTIES  OF  METALS 


Tensile 

Electric  Con- 

Metal 

Atomic 
Weight 

Atomic 
Volume 

Density  l 

Crystal  System 

Strength. 
Lbs.  per 

ductivity. 
Solid  State 

0  •»  16 

sq.  in. 

at  0°  C. 

(     2.54 

Isometric 

Aluminium    .... 

27.1 

10.4 

1    2.60 

octahedra 

— 

35.6  X  104 

(    6.41 

Hexagonal 

Antimony          .  . 

120.2 

18.1 

(.  6.62 

rhombohedra 

2  1000 

2.71  X  104 

Barium     

137.37 

36.6 

3.75 

— 

—  . 

—  - 

(  10.039 

Hexagonal 

2  3000 

0.872  X  104 

Bismuth 

208.0 

21.2 

(    9.80 

rhombohedra 

j    7.97 

C  d    ' 

112.40 

13.0 

(    8.64 

Hexagonal 

— 

14.6  X  104 

(    1.836 

Jmoltenat27° 

Caesium.     

132.81 

70.6 

I    1.88 

— 

— 

|    2.54  X  104 

(  at  20°  C. 

Calcium     . 

40.09 

25.2 

1.59 



— 

\     9.5  X  104 

Cerium 

140.25 

19.9 

7.04 

— 

— 

— 

Chromium  

52.10 

7.5 

6.92 

— 

— 

— 

1  The  upper  figures  in  the  density  column  refer  to  the  liquid  state  and  the  lower  to  the 
solid  state. 

2  Cast  metal. 
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TABLE  VII.     PHYSICAL  PBOPERTIES  OF  METALS  (Continued) 


Metal 

Atomi 
Weigh 
0  =  1 

Atom 
Volum 

Density 

Crystal  Systen 

TeiiHilo 
Stn>ngt,l 
Llxs.   pr 
Hq.  in. 

Kloclrio  Con- 
ductivity. 
Solid  Htatu 
lit  0°  C. 

j  at  20°  C. 

Cobalt    

58.97 

6.7 

8.70 





I    10.,'i  X  K)'1 

(    8.217 

3  30,000- 

Copper  

63.57 

7.1 

/    8.93 

Isometric 

50,00 

00.0  X  10'1 

(  19.227 

1  20,  000  < 

Gold 

197.2 

10.2 

/  19.32 

Isometric 

14  ,()()( 

45.5  X  K)'1 

Indium  

114.8 

16.1 

7.12 

11.95  X  K)'1 

Isometric 

Iridium  

193.1 

8.6 

22.42 

hexagonal 

(    6.88 

Isometric  cubes 

3  55,000  t 

Iron    

55.85 

7.1 

(    7.86 

and  octahecln 

1      48,000 

10  'i7  v  nvi 

(  10.37 

•iv^.o/    /s.   1U 

Lead  

207,10 

1S.2 

\  11.37 

[sometric 

i    2SOO 

ft     t  O      V/     -I  A.I 

Lithium         .    . 

.  .   7.0 

11.8 

0.59 

«J.  irv  ^   n) 

Magnesium   .  .  . 

24.32 

13.9 

1.74 

Hexagonal 

__, 

ll.J)  X  10'* 
24  .-17  X  H)1 

Manganese  .... 

54.93 

7.4 

7.39 

— 



_ 

(  13.69 

j  11  aid  at  0° 

Mercury 

200.0 

14.0 

14.19 

"sometric 



I  1.0(J«X  H)'1 

Molybdenum  .  .  . 

9C.O 

10.6 

9.01 

— 

™ 

8.79 

r>o  .ooo  to 

Nickel 

58.68 

6.5 

8.90 

— 

54,000 

14.  -12  X  H)'1 

at  2()n  ('. 

Osmium  

190.9 

8.4 

22.48 

— 

— 

10.,  WX  10" 

sometric 

Palladium    

106.7 

8.9 

11.90 

hexagonal 

50,000 

0.71)  X  K)'1 

O.S298 

Potassium   

39.10 

45.9 

0.851 

"etragonnl 

___ 

l.p).0,r)  X  H)'1 

Platinum  
Rhodium  

195.0 
102.9 

9.06 
8.5 

21.32 
21.50 
12.1 

sometric 

30,000  to 
50,000 

J).12  X  10'1 

9.51 

Silver 

107.88 

10.2 

10.50 

sometric 

40,000 

OS.  12  X  10'* 

0.9287 

Sodium 

23.00 
204.0 

24.1 
17.2 

0.9519 

11.85 

tetragonal 

— 

21,10  X  104 
5.  -10  X  JO4 

Thallium 

white 

Tin  

19.0 
84.0 

16.3 
9.8 

6.988 
7.29 

1  C  7 

etragonal 
rhombic 

4000  to 
0000 

o.a-io  x  io4 

Wolfram  -.  

Zinc  

65.37 

9.2 

JLo.* 

6.48 
7.10 

exagonal 

4500  to 
0500 

!«.«  X  IO4 

1  Cast  metal. 

2  Rolled  metal. 


CHAPTER  IV 
ALLOYS 

General.  —  Alloys  are  of  great  importance  in  the  industries 
and  the  arts,  in  fact,  more  so  when  quantitatively  considered 
than  the  pure  metals.  Their  application  is  increasing  rapidly 
with  time.  Properly  classing  ordinary  carbon  steel  and  cast  iron 
with  the  alloys,  and  naming  here  but  the  chief  of  the  others  — 
brasses,  bronzes,  antifriction  metals,  solders,  type  metals,  etc., 
—  the  immense  application,  industrially,  of  the  alloys  is  at  once 
apparent.  Very  recently  the  perfection  of  certain  types  of 
electric  furnace  has  added  impetus  to  the  importance  of  certain 
kinds  of  alloys;  viz.,  those  of  iron,  with  nickel,  tungsten,  vana- 
dium, molybdenum,  silicon,  manganese,  etc.,  which  are  now 
widely  used  in  the  manufacture  of  alloy  steels.  There  are  ex- 
amples of  metals  in  the  state  of  great  purity  being  used  in  the 
arts,  such  as  copper,  aluminium,  and  lead,  but  greater  quantities 
of  these  same  metals  are  used  in  the  form  of  alloys  with  other 
metals, 

A  metallic  alloy  is  a  mixture  or  union  of  metallic  substances 
which,  after  melting,  does  not  separate  into  two  separate  liquid 
layers.  When  such  separation  occurs,  each  layer  becomes  a 
separate  and  distinct  alloy.1  A  substance  is  said  not  to  alloy 
when  neither  substance  is  capable  of  dissolving  the  other  in  the 
liquid  state,  but  form  two  distinct  liquids  of  the  perfectly  pure 
substances.  A  cooling  curve  of  such  a  mixture  would  show 
two  horizontal  jogs  representing  the  freezing  out  of  the  pure 
constituents.  Two  substances  may  be  capable  of  dissolving 
each  other  reciprocally  in  the  molten  condition  without  limit, 
while  again  the  reciprocal  solubility  may  be  limited.  In  the 
first  case  there  will  be  an  unbroken  series  of  alloys  in  the 
system;  in  the  second  case  there  will  be  two  distinct  series 
of  alloys  in  the  system  of  the  two  components.  The  solubilities 

i  Stead,,  Metallic  Alloys,  Cleveland  lust,  of  Engineers,  Dec.,  1900: 
87 
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referred  to  are  those  of  the  liquid  or  molten  state  only.  The 
solubility  in  the  solid  state  or  the  capacity  to  crystallize  together 
is  not  referred  to  in  defining  alloys,  since  from  Chapter  II  it 
is  evident  that  solid  "alloys"  are  frequently  conglomerates. 

It  is  not  essential  that  the  components  of  an  alloy  be  metals, 
for  certain  non-metallic  elements  —  carbon,  sulphur,  phosphorus, 
tellurium,  arsenic,  etc.  —  combine  with  metals  to  form  metallic 
compounds,  which  alloy  with  metals.  In  this  volume,  for  in- 
stance, unions  of  metallic  sulphides,  such  as  copper  sulphide 
with  iron  sulphide,  will  be  called  alloys.  The  constituents  or 
components  of  an  alloy  are  defined  as  separate  bodies  whieh 
have  distinct  and  peculiar  entities  of  their  own.  These  constit- 
uents may  be  simple  or  elementary  substances,  or  they  may  be 
chemical  compounds  of  the  substances  entering  into  the  series,  as 
is  evident  from  what  has  preceded  in  the  second  chapter;  or 
they  may  be  the  so-called  mixed  crystals,  already  discussed. 

In  considering  alloys  it  is  desirable  to  divide  them  into  t\vo 
classes:  First,  those  in  which  some  of  the  constituents  are  pres- 
ent in  minute  amounts  only,  e.g.  a  few  tenths  of  one  per  cent. ; 
and  second,  those  in  which  both  or  all  constituents  are  present 
in  considerable  amounts.  The  first  class  may  be  considered 
in  the  light  of  very  dilute  solutions  and  the  second  in  the  nature1 
of  concentrated  solutions.  The  first  class  shows  peculiarities 
in  the  fact  that  even  minute  quantities  of  one  metal  may  cause 
profound  alteration  of  the  physical  properties  in  another,  and 
is  discussed  generally  in  Chapter  V,  on  the  "Physical  Proper- 
ties of  Alloys."  The  second  class,  the  alloys  proper,  is  discussed 
in  this  chapter.  The  accompanying  table  IX,  by  Ttimmann,1  gives 
in  tabular  form  most  of  the  binary  alloys  investigated  to  date. 

Classifying  the  binary  metallic  alloys  under  the  systems 
adopted  in  Chapter  II,  we  find  the  following  grouping; 

1.  IAa.  —  The  components  form  no  chemical  compounds 
with  each  other  and  are  reciprocally  soluble  in  all  proportions, 
both  in  the  liquid  and  the  solid  states. 

Cu-Mn;  Cu  -Ni;  Ag-Au;  Bi~Sb;  Mn-Fe;  Mn-Ni: 
Mn-Co;  Fe-Co;  Fe-Ni;  Ni-Co;  Pt~Cu;  Pt-Au;  Pd-Cu; 
Pd-Ag;  Pd-Au;  Pt-Ag;  Cu-Au.2 

* LV!  pto*  ^  Elemente'  Verbindun^  »  W**.  Zolt.  Anorg. 
2  This  alloy  comes  under  class  IAc. 
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2.  ICaandb.—  The  components  form  no  chemical   com- 
pounds with  each  other  and  are  reciprocally  soluble  in  all  pro- 
portions in  the  liquid  state,  but  only  partially  so  in  the  solid 
state. 

'  Cu-Tl;   Cu-Co;  Ag-Tl;   Ag-Ni;    Au-Bi;  Zu    UK;   Zn 
Al;  Hg-Pb;  Pb-Ni;  Mn-Bi;   Cu-Zn;    Ou-Aff;  Pb    Sb;  <M 
-Zn;  Hg-Cd;  Au-Tl;  Cd-Tl;  Sn-Zn;  Cd-Sn;  Al    Sn;   Pb- 
Ag;   Cd-Pb;  Sn-Pb;  Bi-Cu;  Bi-Ag;  Cd-  Bi;   Hg    HI;   Al 
Bi;   Sn-Bi;   Pb-Bi;    Fe-Cu;    Au-Fe;    Co-Pb;    Co- Hi;    Au 
-Ni;  Tl-Ni;  Pb-Ni;  Cr-Sn;  Cr-Bi. 

3.  IDa  and  b.  —  The  components  form  no   chemical  com- 
pounds with  each  other,  are  only  partially  reciprocally  soluble 
in  the  liquid  state,  and  partially  reciprocally  soluble  in  the  solid 
state  or  reciprocally  insoluble  in  the  solid  state. 

Ag-Fe;  Ag-Co;  Zn-Pb;  Cu-Pb;  Zu-Tl;  Zn-«i;  CM  Al; 
A1-T1;  Al-Bi;  Fe-Tl;  Fe-Pb;  Fe-Bi;  Mu-P]>;  Mu  Hi;  Na 
-Mg;  Na-Al;  Na-Zn;  Al-Pb. 

4.  IIA  and  B.  — The  components  form  chemical  compounds 
with  each  other,  one  or  more,  which  in  the  solid  state  ma.y  form 
mixed  crystals  with  each  other  or  with  the  pure  components 
of  the  series. 

Cu-Mg;  Ag-Mg;  Ag-Zn;  Au-Zn;  Mg-Zn;  (hr-(M;  Au 
-Cd;  Mg-Cd;  Cu-Al;  Ag-Al;  Au-Al;  Mg-Al;  TN-Mg;  Tl 
Hg;  Cu~Sn;  Ag-Sn;  Mg-Sn;  Au-Pb;  Mg-Pb;  (1-u- -Kb;  Ag 
-Sb;  Au-Sb;  Mg-Sb;  Zn-Sb;  Cd-Sb;  Al~Sb;  TI-Sb;  Sn 
-Sb;  Mg-Bi;  Tl-Bi;  Sn~Mn;  Sb-Mn;  Zn-l'V;  Al  Ke; 
Sb-Fe;  Sn-Co;  Sb-Co;  Mg-Ni;  Zn-Ni;  (M-Ni;  Sn- -Ni; 
Sb-Ni;  Bi-Ni;  Pb~Pd;  Sn-Pt;  Pb-Pt;  Bb-(V;  Air  Hn. 

The  nature  of  intermetallic  compounds  is  still  undetermined* 
as  many  of  the  compounds  are  combined  in  stochiometric  pro- 
portion not  corresponding  to  any  known,  valency  of  the  metals 
entering  into  them.  In  the  table  of  alloys  those  compounds 
underlined  represent  those  in  which  the  metals  are  combined 
according  to  their  valencies;  and  those  not  underlined,  in  which 
the  compound  does  not  correspond  to  a  known  valency  of  the 
metal.  Foerster1  suggests  that  intermetallic  compounds  not 
obeying  the  laws  of  valency  may  be  held  together  in  the  manner 
of  " double  salts/7  may  in  fact  be  "molecular  "  and  not  atomic 

1  Naturwissenshaftliche  Rundschau,  1895;  also,  KobertK-Auslrn  MHal- 
lographist,  Vol.  I,  p.  352. 
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compounds.  In  this  case  they  may  be  dissociated  when  in 
solution,  but,  like  the  alums,  exist  in  the  solid  form.  It  is,  of 
course,  in  the  alloys  in  which  the  components  form  chemical 
compounds  that  the  most  profound  changes  occur  from  the 
physical  characteristics  of  the  pure  components. 

Many  of  the  alloys  in  the  four  main  groups  are  of  scientific 
interest  only,  at  present,  and  only  some  of  those  of  importance 
in  the  arts  or  in  mctallurgic  reactions  will  be  discussed  and  their 
equilibrium  diagrams  and  physical  properties  given. 

ALLOYS   OF   CLASS   IA 

No.  I.— Gold-Silver.1  The  addition  of  silver  to  gold  to  the 
extent  of  50  atoms  of  gold  to  50  atoms  of  silver,  or  64.6  per  cent, 
gold  and  35.4  per  cent,  silver  by  weight,  lowers  the  freezing-point 
of  gold  very  little,  this  alloy  solidifying  at  1061°  C.,  3°  below 
that  of  gold.  With  a  further  addition  of  silver  there  is  a  steady 
lowering  of  the  freezing-point  to  that  of  silver  at  962°.  The 
series  forms  a  continuous  series  of  mixed  crystals  or  isomor- 
phous  mixtures. 

The  freezing  of  this  type  of  alloy  has  been  discussed  under 
the  theoretical  curve  I A  a.  The  cooling  curves  of  alloys  of  the 
gold-silver  series  show  the  tendency  of  "  selective  freezing/'  the 
first  mixed  crystals  frozen  out  being  richer  in  gold.  However, 
in  this  instance,  diffusion  seems  to  be  active  and  rapid  and  the 
solidified  mixed  crystals  are  of  nearly  uniform  composition  if 
silver  is  not  over  50  per  cent.,  and  the  cooling  does  not  take 
place  too  fast;  the  alloys  containing  more  silver  tend  to  liquate 
and  show  heterogeneity.  Very  fast  cooling  may,  however,  also 
tend  to  produce  a  uniform  alloy  by  arresting  the  tendency,  to 
selective  freezing,  though  this  phenomenon  is  not  frequently 
observed.  The  gold-silver  alloys  consist  of  large  grains,  which 
arc  built  up  of  smaller  cubic  crystals  so  that  the  ultimate  struc- 
ture is  very  fine.  Prolonged  heating  of  an  alloy  of  91.66  per 
cent,  gold  and  8.34  per  cent,  silver,  for  two  months  at  a  tem- 
perature of  700°  C.,  showed  an  increase  in  size  of  grain,  but 
developed  no  segregation  of  the  two  metals,  the  alloy  remaining 
perfectly  uniform  and  homogeneous  in  composition.  On  account 

1  Roberts-Austen,  Proc.  Royal  Soc,  LXII,  161  (1903) ;  T.  K  Rose,  Chemical 
News,  1903,  I. 
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i.e.  the  alloy  used  for 


50  per 


cent,  of  silver  is  present,  the  color  of  the 


W       At'jfAK 


30          40  50  CO 

FIG.  29.  —  Gold-silver 


Silver-gold  alloys  are  used  largely  in  jowolry 
the  most  common  compositions  being  gold  75  per  <»<»nt,,  nilvcr 
25  per  cent.;  gold  70  per  cent.,  silver  30  per  cent.;  and  gold  CU) 
per  cent.,  silver  40  per  cent.  "  Electrum  "  aro  pale  yrllow 
alloys  containing  from  15  to  35  per  cent,  silver.  Jewelorn,  how- 
ever, more  frequently  use  ternary  alloyn  of  gold,  silver,  and  cop- 
per. Alloys  of  gold  and  silver  are  also  used  to  some  extent  in 
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the  manufacture  of  scientific  instruments,  and  as  solders  for 
special  purposes. 

No.  2.  - --  Manganese-Iron.  The  manganese-iron  alloys  are 
of  interest,  in  view  of  the  importance  of  manganese  steel,  and 
ot  her  alloy  steels.  Iron-manganese  form  an  unbroken  series  of 
isomorplums  mixed  crystals.  In  the  rapid  cooling  ordinarily 
observed,  liquation  or  segregation  is  very  pronounced  and  under 
the  microscope  alloy  sections  appear  to  consist  of  two  distinct 
types  of  crystals.  The  first  crystals  frozen  out  are  invariably 
richer  in  iron  than  those  last  frozen  out.  When  the  alloys  are 
cooled  very  slowly  they  take  on  a  practically  homogeneous  struc- 
ture, showing  one  mixed  crystal  only.1 

The  magnetic  permeability  of  iron  is  much  decreased  by  the 
addition  of  manganese.  The  change  of  magnetic  properties 
occurs  as  follows: 


IVr  cent.  Iron 

100 

90 

80 

JMiujjuet  ism 

dwiippoiiVH  on  boating  to 

950°  C. 

820°  C. 

750°  C. 

rnippoiU'H  on  cooling  to  

750°  C. 

715°  C. 

720°  C. 

The  critical  point  in  the  case  of  manganese-iron  alloys  is 
usually  a  non-reversible  one,  viz.,  does  not  occur  at  the  same 
temperature  on,  heating  as  on  cooling.  Thus  according  to 
Hadfield,2  a  10  per  cent,  manganese  steel  loses  its  magnetic 
properties  on  heating  to  600°  C.  and  regains  them  only  on  cooling 
to  zero  degrees  0.  The  rapidity  of  cooling  of  the  alloys  prob- 
ably plays  an  important  part  in  affecting  the  position  of  the 
critical  points.  In  general  it  may  be  stated  that  the  addition 
of  manganese,  lowers  the  temperature  at  which  the  critical  points 
occur.  (Sec  Chapter  V,  on  magnetic  properties  of  iron-nickel, 
page  138.) 

No.  3.  —  Copper- Nickel  This  alloy  is  of  interest,  forming 
one  of  the  binary  systems  entering  into  the  composition  of  the 
(Jennan  silver  alloys  -  copper-nickel-zinc.  An  alloy  of  nickel 
and  copper  is  also  being  used  quite  extensively  in  sheet  metal 

1  M.  Levin  und  0.  Ttimmann,  Zeit.  Anorg.  Chem.,  Vol.  XLVTI,  p.  136. 

2  Guillauinc,  Ilcvue  G6n&rale  des  Sciences,  1903,  p.  756. 
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work  of  various  kinds.  The  alloys  form  an  unbroken  series  of 
mixed  crystals  (isomorphous  mixtures)  which  are  of  uniform 
composition  when  the  alloy  is  slowly  cooled.  Fig.  30  shows  the 
freezing-point  curve.1 

In  the  freezing  of  an  alloy,  those  crystals  solidifying  first 
are  richer  in  nickel  than  those  solidifying  later,  but  diffusion 
is  active  and  the  frozen  alloy  consists  of  nearly  a  homogeneous 
mass  of  crystals  of  the  same  composition.  A  rapidly  chilled 

Ni  Cu 


20  30  *°  CO  GO  70 

FIG.  30.  —  Copper-nickel  scrioH. 
alloy  shows  a  more  heterogeneous  mass  of  crystals  of  .sonu-what 
varying  composition.  Nickel  possesses  a  dimorphic,  point  at 
320  C.,  corresponding  to  the  Ac2-Ar2  of  iron,  above,  which 
it  loses  lts  magnetism.  The  transformation  is  not  accompanied 
by  thermal  change.  The  influence  of  the  presence  Of  copper 
is  to  depress  tins  critical  point  so  that  at  20°  C.  alloys  of  40  x>r 
cent,  copper  and  over  are  non-magnetic. 
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"  Monel  Metal"  is  an  alloy  of  copper  and  nickel  of  the  follow- 
ing composition:  Nickel,  68  to  72  per  cent.;  copper,  26.5  to  30.5 
percent,.;  mm,  1.5  percent.  It  is  made  directly  by  the  refining  of 
nickel  copper  matte  from  the  Sudbury  district,  Canada,  into  an 
alloy  instead  of  separating  the  respective  metals.  It  gives  an  alloy 
which  is  ductile,  flexible,  and  easily  worked.  It  can  be  readily 
soldered  and  brassed.  Monol  metal  sheets  are  used  quite  widely 
for  roofing  purposes  in  place  of  copper,  having  much  greater 
strength  and  resistance  to  corrosion  than  the  latter.  The  follow- 
ing table  gives  the  physical  constants  of  Monel  metal: 

TABLU  X.     PHYSICAL  PROPERTIES  OF  MONEL  METAL 


Property 

Castings 

Rolled 

Tensile  strength  per  sq.  in  

70,000  to  85,000  Ibs. 
.  27,000  to  40,000  Ibs. 
25  to  35  per  cent. 
0.00001375 

100,000  Ibs. 
50,000 
50  per  cent. 

8.94 
0.323  Ibs. 

Klaslie  limit  

Redue.tion  in  area  

Coefficient  of  expansion  

Specific,  gravity  

Weight  per  <m,  in.    .  .  . 

No.  4.  —  Copper-Gold.1  Copper-gold  belongs  to  group  I  Ac 
in  which  a  minimum  is  present.  Former  researches  placed  it 
in  group  ICbj  with  a  eutectic  present,  but  more  recent  work, 
into  the  first  named  group.  These  alloys  are  of  interest  from 
the  fact  that  they  are  used  so  largely  in  coinage  and  in  the  manu- 
facture of  jewelry.  They  also  have  interest  to  the  metallurgist 
in  the  fact  that  their  study  sheds  some  light  on  the  distribution 
of  the  valuable  metal  gold  in  copper  bullion.  The  alloys  of 
gold  and  copper  are  harder,  less  malleable,  but  more  elastic 
than  the  pure  metals.  The  addition  of  comparatively  little 
copper  to  gold  gives  the  latter  a  reddish  tint.  Alloys  with  less 
than  12  per  cent,  copper  are  fairly  malleable,  but  with  a  greater 
percentage  are  too  hard  to  work  readily.  The  density  of  the 
alloys  range  between  those  of  gold,  19.32,  and  copper,  8.93. 
English  standard  gold  —  916.6  gold  and  83.4  copper  —  has  a 

1  Kurnakow  und  Zcmczuzny,  Zeit.  Anorg.  Chemie,  Vol.  LIV,  p.  159  (1907); 
also,  Roberts- Austen  and  T.  K.  Rose,  Proc.  Royal  Soc.,  Vol.  LXVII,  p.  105, 
(1901). 
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density  of  17.48,  while  the  American  and  French  standard  -- 
900  gold  and  100  copper  —  has  a  density  of  17.16.  These  two 
standards  are  the  ones  most  widely  used  in  coinage. 

Gold-copper  alloys  on  exposure  to  air  become  tarnished,  din* 
to  the  oxidation  of  the  copper.  When  the  tarnished  alloy  is 
plunged  into  a  dilute  acid  or  an  alkaline  solution,  the  copper 
oxide  is  removed,  and  the  effect  of  fine  gold  produced  on  the 
surface.  This  operation  is  known  to  jewelers  as  u blanching." 
Nitric  or  sulphuric  acid  dissolves  copper  from  tho  alloys,  if  not 
less  than  6.5  per  cent,  copper  is  present. 


PIG.  31.  —  Copper-gold  series, 

The  term  "  carat  »  is  used  by  jewelers  to  indicate  tho  fmenenH 
of  gold  alloys;  fine  gold,  1000  points  fineness,  is  24  carat  fine 
The  English  standard,  916.6,  is  22  carat;  750  fine  is  18  carat! 
624.5  fee  is  15  carat;  and  375  fine  is  9  carat.  The  mort  com- 
mon  jeweler's  alloys  are  18  and  14  carat  fine.  Jeweled  alloy* 
m  addition  to  copper  frequently  contain  silver  and  at  time 
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iron.  Copper-gold  belonging  to  group  I  Ac,  forming  a  continu- 
ous series  of  mixed  crystals,  is  not  subject  to  segregation  to 
any  marked  extent,  as  a  eutectiferous  alloy  would  be,  and  but 
little  trouble  is  experienced  in  getting  homogeneous  metal 
for  coinage  purposes.  If,  however,  but  minute  quantities  of 
impurities,  as  lead  or  bismuth,  are  present,  segregration  is  very 
pronounced. 

ALLOYS   OF   CLASS   ICa   AND   b 

No.  1.  —  Silver-Copper.  Silver-copper  belongs  to  group  ICb, 
a  eutectic  being  present.  In  the  solid  state  90  per  cent,  silver 
will  dissolve  up  to  10  per  cent,  copper  to  form  a  homogeneous 
mixed  crystal,  if  opportunity  be  given  by  very  slow  cooling  for 
equilibrium  to  establish  itself.  On  the  other  hand,  copper  dis- 
solves very  little  silver  in  the  solid  state.  The  eutectic  compo- 
sition is  39.8  atomic  per  cent,  silver  and  60.2  atomic  per  cent, 
copper,  which  freezes  at  778°  C.1 

The  silver-copper  alloys  ranging  from  80  to  100  per  cent, 
silver  are  of  much  importance  industrially  in  the  manufacture 
of  silver  articles,  such  as  plate  and  jewelry  and  for  coinage  pur- 
poses. Many  tons  of  silver  are  used  annually  for  this  purpose. 
The  alloy  used  for  plate  in  the  various  countries  ranges  from 
about  750  to  950  parts  silver  and  250  to  50  parts  copper.  The 
so-called  "sterling  silver,"  hall  marked  by  the  government  assay 
offices  in  England,  is  925  fine.  In  the  United  States  the  legal 
standard  sterling  silver  is  900  fine. 

Standard  sterling  silver  is  somewhat  less  ductile  and  malle- 
able than  pure  silver,  and  harder,  but  it  can  readily  be  rolled 
into  thin  sheets  and  drawn  into  fine  wire.  It  is  the  color  of 
pure  silver.  Unlike  the  gold-copper  alloy,  silver-copper  is  sub- 
ject to  considerable  segregation  in  cooling,  and  even  in  the  alloys 
containing  5  to  10  per  cent,  copper  it  is  practically  impossible 
to  obtain  a  uniform  ingot.2  This  inhomogeneity  of  the  alloys 
may  be  reduced  to  some  extent  by  very  slow  cooling,  viz.,  hold- 
ing the  ingot  at  a  temperature  near  its  melting-point  for  a 

*  Friedrich  und  Leroux,  Metallurgie,  Vol.  IV,  p.  297  (1907). 

2  For  a  complete  discussion  of  the  freezing  of  alloys  and  the  effect  of 
segregation  and  diffusion,  see  H.  M.  Howe,  Iron,  Steel  and  other  Alloys,  pp.  85 
to  116. 
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long  time,  permitting  diffusion  to  come  into  full  play.  Ingots 
very  quickly  cooled  show  particularly  strong  segregation.  The 
segregation  of  the  silver-copper  alloys  is,  however,  abnormal,  for 
it  would  be  expected  that  the  interior  of  the  ingot  bo  richer  in 
copper  than  the  walls  of  first  frozen  parts.  The  reverse,  how- 
ever, is  true.  The  reason  for  this  is  at  present  unknown. 

No.  2.  —  Lead-Tin.1     This  series  of  alloys  is  of  importance* 
industrially,   being   used   for   solders,,   manufacture    of   pewter 
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FIG.  32.  —  Silver-copper  series. 
vessels  and  for  toys  and  cheap  jewelry.  The  most  extensive 
apphcataon  is  for  solders.  The  series  is  practically  «utw,Uf™ 
ous  throughout  MA  /«,+*„*:„  „_. •  ,  „.  J  ulvllliUI 
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36  per   ent.  lead  by  waght,  which  freezes  at  181"  (!.     On 

de  of  the  eutectic,  •'  excess  "  metal  solidifies  before,  the 
free**  the  excess  metal  being  either  lead  dtodvi  J  ' 
-tely  12  per  cent.  Sn,  or  tin,  depending  upon 
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the  eutectie  the  alloy  is.  The  freezing  of  such  an  alloy  there- 
fore occurs  (luring  a  temperature  interval,  during  which  it'  is 
iu  a  pasty  condition,  permitting  it  to  be  worked,  a  very  desir- 
ables property  in  a  solder.  Solders  for  tin  are  rich  in  tin,  usually 
containing  2  parts  of  tin  to  1  of  lead,  which  is  near  the'eutectic 
composition,  while  for  soldering  lead  those  rich  in  lead  are 
employed,  2  parts  lead  to  1  of  tin.  The  chief  requirement  of 
a  good  solder  is  a  low  melting-point  and  the  property  to  alloy 


80  00  100 
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FICJ.  33.  —  Lead-tin  series. 

with  the  metal  to  be  soldered  at  a  comparatively  low  tempera- 
ture. It  also,  for  some  purposes,  should  have  considerable 
tensile  strength.  The  tensile  strength  of  the  eutectic  of  tin  and 
lead  is  about  9500  Ibs.  per  square  inch  and  is  the  maximum  of 
the  series,  lead  being  about  2800  Ibs.  and  tin  4000  Ibs. 

Pewter  is  an  alloy  of  tin  and  lead,  the  composition  of  which 
usually  lies  on  the  tin  side  of  the  eutectic,  particularly  when  it 
is  to  be  used  in  the  manufacture  of  drinking  vessels.  There 
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should  be  no  lead  present  except  that  which  is  in  the  eutoctic, 
as  otherwise  it  would  be  corroded  by  acid  liquids,  possibly  result- 
ing in  lead  poisoning.  The  eutectic  alloy  of  lead  and  tin  solidi- 
fies with  a  very  brilliant  surface,  and  for  this  reason  is  used  in 
the  manufacture  of  imitation  jewelry  to  a  considerable  extent. 

No.  3. — Lead- Antimony.1  The  lead-antimony  series  is  of 
interest  as  it  forms  the  basis  of  some  bearing  metals  and  of 
type  metal  The  bearing  metals  are  discussed  in  a  separate 
section  of  this  chapter.  Lead-antimony  resembles  the  lead-tin 
series  very  much.  It  is  eutectiferous  throughout,  the  eutectic 
composition  being  87  per  cent,  lead  and  13  per  cent,  antimony, 
by  weight.  Its  freezing-point  is  228°  C.  On  the  lead  side  of 
the  eutectic  the  alloys  consist  of  lead  embedded  in  a  mass  of 
eutectic,  while  on  the  tin  side  they  consist  of  antimony  embedded 
in  a  mass  of  eutectic.  The  antimony  is  hard  while  load  is  soft, 
so  that  by  proper  composition  alloys  may  be  obtained  consist- 
ing of  either  a  hard  or  a  soft  metal  embedded  in  the  eutectic 
mass,  thus  conferring  distinct  properties.  For  type  metal  the 
requirements  are  that  the  alloy  shall  give  good  sharp  castings 
and  that  it  shall  resist  the  wear  due  to  repeated  use.  Alloys 
of  not  more  than  15  per  cent.  Sb  expand  on  cooling  and  give 
sharp  castings,  but  are  too  soft  to  wear.  The  addition  of  tin  to 
antimony  gives  rise  to  a  compound  SbSn,  which  forms  hard 
cubical  crystals,  these  crystals  furnishing  the  hard  substance 
which  takes  the  wear  of  the  type.  A  common  composition  of 
type  metal  is  60  per  cent,  lead,  30  per  cent,  antimony,  and  10 
per  cent.  tin.  For  the  best  type  an  alloy  of  lead  50  per  cent., 
antimony  25  per  cent.,  and  tin  25  per  cent,  is  used.  Antimonial 
lead  is  also  used  for  constructing  valves  and  pump  parts  employed 
in  the  transfer  of  corrosive  liquids.  The  following  table2  gives  the 
tensile  and  compressive  stress  of  alloys  used  for  t  Ms-pur  pose: 
TABLE  XL  STRENGTH  OP  LEAD-ANTIMONY  ALLOYH 


Per  cent.  Lead 

Per  cent.  Antimony 

Tensile  Strength 
Lb«.  per  aq.  in. 

ComprasHi  vo  Si  rcngth 
Ll>H.  per  nq,  in. 

90 

10 

6460 

15,180 

87 

13 

6340 

14,430 

85 

15 

5780 

14,980 

80 

15  +  5  per  cent.  Sn 

5070 

14,000 

1  Roland-Gosselin,  Gautier,  Bui.  de  la  Soc.  d'Encouragcmont,  etc.,  1,896. 

2  Goodman,  Engineering,  Sept.  21,  1906. 
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No.  4.  —  Lead-Silver.1  This  series  of  alloys  is  of  interest 
in  the  bearing  it  has  on  the  Pattinson  process  for  the  desilveriza- 
tioii  of  lead  and  on  the  cupellation  of  lead-silver  bullion.2  The 
aeries  is  eutectiferous  throughout,  the  solubility  of  silver  in 
lead  and  vice  versa  being  practically  nil  in  the  solid  state.  The 
eutectie  occurs  at  a  composition  of  3.5  per  cent,  silver  and  96.5 
per  cent,  lead,  the  freezing-point  of  which  is  303°  C.  In  cooling 


FIG.  34.  —  Lead-silver  series. 

alloys  on  the  lead  side  of  the  eutectie,  pure  lead  freezes  out  as 
excess  substance  when  the  temperature  sinks  to  the  freezing- 
point  curve,  the  mother  metal  being  enriched  in  silver  until 
it  roaches  the  eutectie  composition.  In  the  Pattinson  process 
the  silver-lead  bullion, containing  200  to  300  oz.  of  silver  per  ton 
—0.684  to  1.026  per  cent.— is  melted  in  iron  kettles  and  care- 

*  K.  Friodrich,  Metallic,  Vol.  Ill,  p.  396  (1906) ;  Petrenko,  Zeit.  Anorg. 
Chcmic,  Vol.  LIII,  p.  200  (1907).  . 

*  Fulton  and  Anderson,  Western  Chemist  and  Metallurgist,  Feb.,  1908. 
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fullr  cooled  through  the  range  from  327°  C.,  the  freezing-point 
of  lead  to  303°  C,  the  freezing-point  of  the  eutectic,  pure  lead 
freezing  out.  When  about  315°  C.  is  reached  the  reinammg 
mother  metal  (enriched  in  silver)  is  drained  out,  and  the  lead 
crystals  removed  from  the  kettle.  These  two  products  arc  then 
re-treated  in  the  same  way,  the  final  products  being  nearly  pure 
lead  not  containing  more  than  0.2  to  0.3  oz.  silver  per  ton, 
and  aii  enriched  lead  containing  about  2.5  per  cent,  silver- 730 
oz.  per  ton— which  is  cupeled  for  its  silver. 


0  10  80  80  40  60     •       80  70  80  0 

PIG.  35.  —  Aluminium-zinc  series. 

No.  5. — Aluminium-Zinc.1  The  two  metals  form  mixed  crys- 
tals with  each  other,  zinc  dissolving  approximately  2  per  cent, 
aluminium,  and  aluminium  about  45  per  cent.  zinc.  The  eutec- 
tic  composition  occurs  at  5.4  per  cent,  aluminium  and  94.6  per 
cent,  .zinc,  the  freezing-point  being  380.5°  C.  Aluminium  zinc 
alloys  are  used  in  casting  art  objects  in.  which  lightness  is  an 

2E.  S.  Shepherd,  Journal  of  Physical  Chemistry,  Vol.  IX,  p.  504:  (1905). 
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object,  but  where  pure  aluminium  cannot  be  used,  as  it  does  not 
make  sharp,  well-defined  castings.  Alloys  up  to  15  per  cent, 
zinc  can  be  rolled  and  drawn.  Alloys  between  25  and  50  per 
cent,  zinc  are  very  hard/ approaching  steel  in  hardness.  Cer- 
tain alloys  are  used  in  the  manufacture- of  scientific  instruments 
whore  lightness  combined  with  strength  is  an  object.  They 
are  also  used  extensively  in  the  automobile  industry.  The 
industrial  alloys  contain  less  than  50  per  cent.  zinc. 

ALLOYS   OF   CLASS   II 

No.  1.— Iron-Carbon.1  Fig.  36  represents  the  equilibrium 
diagram  of  the  series  iron-carbon,  which  includes  the  very  im- 
portant group  of  ordinary  carbon  steels  and  cast  iron.  The 
subject  of  this  system  is  an  extensive  one  and  the  barest  outline 
only  is  here  given. 

Iron  in  the  molten  state  is  capable  of  dissolving  carbon  in 
large  proportion  in  the  form  of  carbide  of  iron,  Fe3C  (cemen- 
tite).  In  the  diagram,  region  1  represents  this  condition.  On 
cooling  alloys  of  less  than  eutectic  composition  (4.2  per  cent, 
carbon),  a  mixed  crystal  freezes  out  which,  when  saturated,  con- 
tains about  2  per  cent,  carbon.  This  substance  is  called  "aus- 
tenite/' and  is  stable  only  in  the  upper  part  of  region  4  and 
in.  region  2.  Austenite  has  been  preserved  in  cold  steel  by  a  very 
sudden  chilling  from  a  high  temperature.  In  the  middle  and 
lower  parts  of  region  4  and  in  region  7,  the  solution  of  the  car- 
bide in  iron  is  known  as  "martensite,"  and  is  derived  from  the 
austcnite  on  cooling.  To  the  right  of  the  eutectic  point,  "pri- 
mary" cementite  freezes  out  as  the  excess  substance,  as  is  indi- 
cated by  region  3.  At  a  temperature  of  1130°  C.,  the  eutectic 
freezes,  consisting  of  saturated  austenite  and  of  cementite,  the 
total  carbon  contents  of  the  conglomerate  being  4.2  per  cent. 

1  Based  on:  Howe,  Das  Zustands  diagram  des  Systems  Eisen-Kohlenstoff, 
Metallurgie,  Vol.  VI,  pp.  65,  105  (1909);  the  Carbon-Iron  Diagram,  T.  A.  I. 
M.  E.  XXXIX,  3  (1908).  Benedicks,  "Tiber  das  Gleichgewicht  und  die  Erst- 
arrungs-struckturen  des  Systems  Eisen-Kohlenstoff,"  Metallurgie,  Vol.  Ill,  p. 
393  (1906).  Goerens,  Uber  den  augenblicklichen  Stand  unserer  Kenntnisse  der 
Erstarrungs-  und  Erkaltungs-  Vorgange  bei  Eisen-Kohlenstoff-Legierungen, 
Metallurgie,  Vol.  Ill,  p.  175.  Wiist,  Uber  die  Entwicklung  des  Zustands- 
diagrams,  etc.,  Metallurgie,  Vol.  VI,  p.  512  (1909). 
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The  curve  GHSP  represents  the  transformation  curve  of 
the  mixed  crystal  austenite  or  martensite.  On  cooling,  the 
point  G  —  Ar3  marks  the  change  from  gamma  iron  inlo  I>e(a 
iron;  the  curve  H  to  S  =  Ar2  marks  the  transformation  of 
beta  into  alpha  iron,  alpha  iron  being  magnetic  and  beta  iron 
non-magnetic.  The  point  S  =  Arx  marks  the  transformation  of 
martensite,  containing  0.9  per  cent,  carbon  and  called  "  hunlen- 
ite/'  into  the  conglomerate  "pearlite,"  which  consists  of  return- 
tite  (Fe3C)  and  ferrite,  the  latter  practically  pure  iron.  In 
cooling  a  mixed  crystal  of  martensite  containing  say  2  per  cent. 


Molten  Steel 


Molten  C»«t  Iron 


w  4 

Percent  Carbon. 
FIG.  36.  —  Iron-carbon  eeriea. 

carbon  cementite  will  form  from  it  along  the  lino  /*•  11,,,  ,„,, 
tensite  finally  attaining  a  composition  with  0.9  per  w>nt.  ,-arl.«».i 

site  to  the  left  oTtoe  poinTswtll,  on^coonngjSn' ,"[  Cmil'," 
out  fernte  when  it  reaches  a  point  on  the  c£ve  «W  I, 
tensite  meanwhile  concentrating  toward  0  9  nor  ,  >r,V  ' 
irtuch  point  it  will  break  up  into  peariH       The  no       ''"    ""'  "' 
a  "eutectoid"  point,  and   pearlite  is  termed  a 
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The  resemblance  of  a  eutectoid,  which  occurs  in  the  solid  sta- 
and  is  that  composition  which  has  the  lowest  transformatic 
temperature,  to  a  eutectic,  which  is  the  composition  that  hi 
the  lowest  freezing-point,  is  apparent. 

In  region  6  the  solid  mass  will  consist  of  pearlite  and  exce 
fcrritc.  In  region  9  it  will  consist  of  pearlite  and  excess  cemei 
tite.  Taking  an  alloy  of  the  composition  of  3  per  cent,  carbo: 
it  will  consist,  just  after  cooling  to  1130°  C.,  of  excess  austenr 
and  eutectic  composed  of  austenite  and  cementite.  On  furtb 
cooling  some  of  the  cementite  may  break  up  into  ferrite  ar 
graphitic  carbon,  graphite  being  a  more  stable  form  of  carbc 
than  the  carbide  of  iron.  Austenite  will  Change  into  martensit 
which  in  turn  will  change  into  "hardenite/'  with  the  separatic 
of  more  cementite,  the  hardenite  finally  changing  into  pearlit 
so  that  an  alloy  of  this  composition  (3  per  cent,  carbon)  w: 
eventually  consist  of  cementite,  some  graphite,  ferrite,  ar 
the  eutectoid  pearlite,  composed  of  ferrite  and  cementit 
The  amount  of  graphite  which  forms  is  dependent  upon 
number  of  conditions,  primarily  upon  the  nature  of  the  impui 
ties  present,  particularly  silicon  and  sulphur.  The  freezing 
an  alloy  to  the  right  of  the  eutectic  point  B  is  similar  exce] 
that  the  excess  is  cementite  and  the  only  austenite  present 
in  the  eutectic.  It  may  be  generally  stated  that  the  limit 
occurrence  of  steel  is  fixed  by  the  saturated  mixed  crystal  au 
tenite  (2  per  cent,  carbon).  Alloys  containing  more  than  2  p 
cent,  carbon  fall  in  the  class  of  cast  iron.  The  change  fro 
martensite  into  hardenite  and  from  thence  into  pearlite  ms 
be  arrested  by  very  sudden  chilling  from  above  the  ter 
perature  Ar^  In  this  case  the  product  is  hardened  steel,  tl 
martensite  being  preserved  in  region  6  or  8,  to  which  it  is  n 
normal.  This  hardened  steel  may  be  converted  into  t 
normal  state  by  reheating  to  slightly  above  Arx.  This  proce 
is  called  "  annealing."  For  a  further  discussion  of  this  seri 
of  alloys,  reference  is  made  to  works  on  the  metallography 
iron  and  steel. 

No.  2.  —  Copper-Zinc.1  This  is  a  very  important  series 
alloys,   as   it   contains   the   brasses,  so  widely  used  for  mai 

1 V.  E.  Tafel,  Konstitution  der  Zink-Ktipfer-Nickel-Legierungen,  und  < 
binaren  Systeme,  Cu-Ni;  Cu-Zn;  Ni-Zn;  Metallurgie,  Vol.  V,  p.  a 
etc.  (1908). 
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purposes.  There  is  an  extensive  literature  on  the  series,  but 
the  question  of  the  exact  constitution  of  the  brasses  has  not 
yet  been  determined.  The  data  used  here  represents  the  most 
recent  research. 

In  range  of  physical  properties,  the  zinc-copper  alloys,  us 
influenced  by  comparatively  small  differences  of  composition, 
resemble  the  iron-carbon  (steel-cast  iron)  series  very  much; 
Small  differences  in  composition  bring  about  very  decided  ehanges 
in  the  strength,  hardness,  and  ductility  of  brasses,  and  there- 
fore, depending  upon  the  purpose  for  which  the  alloy  is  to  he 
used,  its  composition  varies. 

There  is  some  discussion  as  to  whether  the  zinc-copper  series 
belongs*  in  group  II  (i.e.  that  in  which  chemical  compounds 
form)  or  to  group  ICa  (mixed  crystals  series  with  a  transition 
"point).  The  number  of  entities  in  the  series  cannot,  in  the 
author's  opinion,  be  satisfactorily  explained,  except  on  the  basis 
that  compounds  exist. 

The  table  gives  the  solid  "  phases  "  occurring  in  the  scries. 


TABLE  XII.     CONSTITUENTS   PRESENT   IN   DUAHSMH 


Mixed  Crystal 

Range  in 

[Composition 

Color 

Cu. 

Zn. 

Alpha.        .  .  . 

69  to  100 

70 

0  to  31 

Yellow 

Cu 

Beta 

39        62 

38  '   61 

Hod 

Gamma   .... 
Delta   

30        39 

19        27 

61  '   70 
73  '   81 

White 

Cutf 

Epsilon  
Eta  

14        17 
0      25 

83  '   86 
97  5  '    100 

— 

Zn 

Nature 


<  -Ua 
(  \\\ 

7m 


The  range  of  these  mixed  crystals  (solid  phases)  is  readily  «een 
from  the  equilibrium  diagram  (Fig.  37).  Tafel  considers  the 
existence  of  the  intermetallic  compound  Cu2Zn3  as  established; 
its  composition  occurs  at  39.33  per  cent.  Cu  and  00.07  per  cent. 
Zn.  There  is  probably  also  a  chemical  compound  of  the  coin- 
position  Cu2Zn  (Cu  =  66.02  per  cent.,  Zn  =  33.08  per  cent.). 

The  following  table  shows  the  tensile  strength,  elastic?  limit 
and  crushing  strength  of  certain  alloys  of  the  copper-zinc  series 
which  are  in  ordinary  use.  (See  table,  page  108.) 
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TABLE  XIII.     STRENGTH  OF   COPPER-ZINC   ALLOYH 


Microscopic  Constituent 

Copper 
per 
cent. 

Zinc 
per 
cent. 

Tensile 
Strength 
Lbs.  per  sq.  in 

Elastic 
Limit 
Lba.s.  in 

Crushing 
Stron/jjt  a 
Lh.s.  N.  in. 

<ioi» 
per 
<'cnt. 

Copper        

100 

0 

27,000 

14,000 

41,000 

7 

Alpha,                     

95 

5 

28,000 

12,000 

28,000 

12 

85 

15 

32,000 

9,000 

&$,()()() 

3/1} 

tt 

75 

25 

37,000 

9,000 

40,000 

,'i,S 

it 

65 

35 

46,000 

13,000 

(>;i,()()() 

,'i'J 

41pha  -f  Beta 

60 

40 

49,000 

17,000 

74,000 

ID 

Beta               

50 

50 

30,000 

24,000 

11(1,000 

4 

Beta  -}-  Gamin  a 

45 

55 

14,000 

14,000 

12(),()(K) 

Wire  brass  has  a  composition  of  72  per  cent,  copper,  28  per 
cent.  zinc. 

Common  frrasshasa  composition  of  66§  per  cent,  copper  and 
33i  per  cent,  zinc,  and  is  used  for  sheets,  wire,  tubas,  pipe 
fittings,  etc. 

"Muntz"  metal  has  a  composition  of  60  per  cent,  copper  and 
40  per  cent.  zinc.  It  is  used  for  bolts,  nuts,  etc.,  and  has  the 
property  of  being  malleable  at  a  red  heat. 

Delta  metal  contains  56  per  cent,  copper,  42  per  cent,  Bine, 
and  is  used  where  strength  is  particularly  necessary.  Delta 
metal  frequently  contains  a  little  iron. 

Brasses  range  in  composition  from  90  per  cent,  copper  and 
10  per  cent,  zinc  to  16  per  cent,  copper  and  84  per  cent,  seine, 
though  most  of  the  brasses  contain  more  than  50  per  cent, 
copper. 

No.  3.  —  Copper- Aluminium.1  This  is  an  important  Hories  in 
that  it  contains  the  aluminium  bronzes.  The  range  of  compo- 
sition for  industrial  purposes  is  limited;  for  broken  it  lien 
between  100  to  89  per  cent,  copper  and  0  to  11  per  cent,  alu- 
minium, while  on  theot  her  end  of  the  series  the  range  in  from  i  00 
to  96  per  cent,  aluminium  and  0  to  4  per  cent,  copper,  It  will 
be  seen  from  reference  to  the  diagram  that  the  alloyn  of 
interest  are:  First,  those  in  which  copper  and  the  inter- 
metallic  compound  Cu3Al  are  concerned,  and  .second,  thoHC 

•*  H  C.  Carpenter  and  C.  A.  Edwards,  8th  Report  Alloyn  Research  Corn., 
Proceedings  of  the  Last,  of  Mech.  Engineers,  Jan.  18,  1007. 
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containing  the  mixed  crystal  Epsilon  (aluminium  dissolvin^nhout 
4  per  cent,  copper).  The  changes  which  take  place  during 
cooling  in  the  alloys  from  0  to  11  per  cent,  aluminium  arc  not, 
discussed  here.  They  are  similar  to  those  occurring  in  (he 
copper-tin  series,  in  which  changes  of  constitution  of  mixed 
crystals  in  the  solid  state,  with  consequent  changes  in  physical 
properties,  occur.  These  are  fully  discussed  under  copper-lin. 
Aluminium  bronzes  have  great  tensile  strengt.li,  and  arc  especially 
noteworthy  in  their  capacity  to  resist  rapidly  repealed  aller- 
nating  stresses. 

One  per  cent,  of  aluminium  changes  the  color  of  copper  to 
a  "red  brass"  color;  2.5  per  cent,  of  aluminium  gives  a,  gold 
color;  5  per  cent,  a  pure  yellow  color,  resembling  gold  very 
much;  7.5  per  cent  gives  the  color  of  so-called  green  gold;  1() 
per  cent,  gives  a  bright  light  yellow  color;  .15  per  cent,  gives  a, 
yellowish  white  alloy,  which  is  too  brittle  to  be  of  use.  Table 
XIV  shows  the  effect  of  increase  of  temperature  on  the  strcngih 
of  aluminium  bronze. 


TABLE  XIV.     EFFECT   OF  TEMPERATURE    ON   THK   HTKKN<ITII    OF 
ALUMINIUM   BRONZE 


Temperature 
Degrees  Cent. 

Tensile  Strength 
Lbs.  per  sq.  in. 

15 

76,000 

100 

74,800 

150 

72,800 

200 

70,200 

250 

67,000 

300 

63,000 

350 

52,800 

400 

33,000 

450 

14,200 

Aluminium  bronze  i  is  softened  or  anneal,.!  by  chilli,,,,  fnm. 
a  red  heat.    Working  the  metal  makes  it  stiff  Ll    ±5 

ness      rfn %  T?1?"-    T°  gCt  br°"-  "f  '»'«»'""«  <>  <•< 
ness  it  must  be  cooled  slowly.    Bronze  is  host  work,,I  (n>|,,,d) 
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t  a  full  red  heat,  and  the  range  of  temperature  in  which  it  can 
•e  worked  is  small.  It  forges  best  at  a  low  red  heat.  Aluminium 
ronze  can  be  spun,  stamped,  or  pressed  like  brass,  if  it 
e  frequently  annealed  (i.e.  softened  by  chilling).  Aluminium 
ronze  withstands  corrosion  about  as  well  as  brass;  it  is 
qually  resistant  to  sea  water  as  Muntz  metal  (Cu  60 
er  cent.,  Zn  40  per  cent.).  The  casting  of  aluminium 
ronzes  presents  some  difficulties,  due  to  the  shrinkage  in 
itting  and  contraction  on  cooling.  This  must  be  especially 
rovided  for  in  the  type  of  molds  used.  The  alloy  gives 
ean  castings  free  from  blow  holes,  as  dissolved  gases 
%e  absent.  Certain  makers  of  aluminium  bronze  add  either 
licon  or  phosphorus  in  small  quantities,  which  are  said 
>  greatly  increase  the  strength  of  aluminium  bronze. 

Alloys  of  aluminium  containing  up  to  4  per  cent,  copper  are 
>ed  in  casting  statuettes,  and  aluminium  apparatus.  The  alloy 
stronger  than  pure  aluminium  and  casts  well,  better  than  pure 
uminium. 

No.  4.  —  Copper-Tin.   This    series    is    of    much    interest 

it  contains  the  bronzes,  so  widely  used  for  art  castings, 
id  certain  industrial  purposes.  The  literature  on  this  series 

alloys  is  large  and  it  has  been  more  thoroughly  invcs- 
jated  than  any  other  series,  with  the  exception  of  iron- 
rbon.  Fig.  39  represents  the  equilibrium  diagram  of  the 
pper-tin  series,  based  on  the  researches  of  C.  T.  Heycock 
.d  F.  H.  Neville1  and  Shepherd  and  Upton.2  The  inter- 
ring members  of  the  copper-tin  series  are  the  bronzes 
aging  in  composition  from  70  to  100  per  cent,  copper 
d  0  to  30  per  cent.  tin.  The  bronzes,  like  cast  iron  and 
*el,  are  capable  of  having  certain  of  their  physical  prop- 
lies  greatly  altered  by  "heat  treatment/7  i.e.  quenching 
>m  certain  temperatures,  and  reheating.  By  referring  to 
it  portion  of  the  curve  lying  between  70  per  cent,  and 
)  per  cent,  copper,  it  will  be  noted  first  that  within 
s  region  occur  three  different  types  of  mixed  crystals, 
.,  alpha,  beta,  and  gamma  and  the  compounds  Cu4Sn  and 
sSn,  termed  Delta  and  Eta  respectively.  They  are  further 
ined  in  the  following  table: 

1  Proceedings  of  the  Royal  Soc.  of  London,  LXXI,  409  (1903) 

2  Journal  of  Phys.  Chem.,  Vol.  IX,  p.  441  (1905) . 
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Substance 

Composition 

Constitution 

Remarks 

Alpha  .... 
Beta 

Copper  dissolving  from 
0  to  9  to  13%  Sn. 
Copper  dissolving  from 

Copper    dissolving 
Cu4Sn 

On/iSt!  H  5  <5c;ril  TTI  n  cr  On 

Stable. 

Delta  

Gamma  .  . 
Eta 

22.5  to  27%  Sn. 

Cu4Sn        ? 

Copper  dissolving  tin, 
28  to  57%. 
Cu-jSn 

Chemical  compound 
68%  Cu-32%Sn 
CiLiSn   dissolving 
Cu3Sn 
62%  Cu-38%  Sn 

temperature    un- 
less preserved  by 
chilling. 
Stable. 

Unstable.        Pre- 
served by  chilling. 
Stable 

The  alpha  crystals  are  stable  and  their  range  is  evident  from 
the  diagram  (area  2).  In  area  1,  mixed  crystals  alpha  and 
mother  metal  are  in  equilibrium,  as  explained  for  the  theoretical 
curves  ICb  in  Chapter  II.  The  discussion  under  that  case 
also  covers  the  method  of  the  freezing  of  the  mixed  crystals 
alpha.  In  area  3,  alpha  and  beta  mixed  crystals  exist  as  a  con- 
glomerate, this  area  being  the  gap  in  the  mixed  crystal  series 
(morphotropic  series)  as  discussed  in  case  ICa.  In  area  4, 
to  one  side  of  the  compound  line  Cu4Sn,  exists  the  mixed  crystal 
beta,  while  to  the  other  side  (right)  the  mixed  crystal  gamma 
exists.  In  area  5  there  is  the  conglomerate  of  eta  and  gamma, 
caused  by  the  gap  in  the  second  mixed  crystal  series,  similar  to 
area  3  above.  In  area  6  there  exist  alpha  and  delta  con- 
glomerate, the  beta  mixed  crystal  dissociating  at  about  500°  C. 
as  follows:  beta  =  delta  +  alpha.  In  region  7  exist  delta  plus 
eta  crystals  as  a  conglomerate  produced  by  the  dissociation  of 
gamma  mixed  crystals  at  about  585°  C.  as  follows:  Gamma  = 
delta  +  eta.  This  manner  of  discussion  is  applicable  to  the  rest 
of  the  equilibrium  diagram. 

Taking  now  an  alloy  of  90  per  cent,  copper,  10  per  cent,  tin, 
its  freezing  will  be  as  follows,  if  the  cooling  be  slow,  so  that  all  re- 
actions can  complete  themselves  and  equilibrium  be  established. 

When  the  temperature  of  the  molten  alloy  reaches  855°  C., 
alpha  crystals  of  x  composition  separate  out,  while  the  mother 
metal  concentrates  in  tin  to  the  point  G,  when  it  solidifies  to 


114  GENERAL  METALLURGY 

beta  mixed  crystals.  This  is  at  the  temperature  of  about  790° 
C.  The  frozen  alloy  at  this  temperature  will  therefore  consist 
of  alpha  and  beta  crystals.  As  it  cools  and  reaches  the  tempera- 
ture of  about  500°  C.;  the  mixed  crystal  beta  which  has  an 
approximate  composition  of  85  per  cent,  copper  and  15  per  cent. 
tin  breaks  up  into  alpha  crystals  (richer  in  copper  and  poorer 
in  tin  than  beta)  and  delta,  a  chemical  compound  Cu.tSn  (poorer 
in  copper  and  richer  in  tin  than  beta),  so  that  the  finally  solidified 
alloy  consists  of  alpha  and  delta.  If  the  alloy  be  now  quenched 
in  water  from  the  upper  portion  of  region  3,  the  mixed  crystal 
beta  will  be  preserved  in  the  cold  alloy,  and  with  it,  its  physical 
properties,  which  are  different  from  those  of  delta.  In  order  to 
get  the  full  effect  of  the  quenching  the  alloy  should  be  held  at  the 
temperature  of  the  upper  portion  of  region  3  for  a  considerable 
time  before  quenching,  in  order  to  fully  establish  the  equilibrium 
normal  to  that  region. 

The  following  conclusions  may  be  drawn: 

1.  The  tensile  strength  of  bronzes  consisting  solely  of  alpha 
crystals  is  practically  uninfluenced  by  heat  treatment   (alpha 
crystals  rich  in  tin  are  stronger  than  those  poor  in  tin). 

2.  Bronzes  consisting  of  alpha  and  beta  crystals  (between  74 
and  87  per  cent,  copper)  have  their  tensile  strength  increased 
by  reheating  to  above  510°  C.  for  some  time  and  then  quench- 
ing from  above  the  critical  temperature  of  510°  C. 

3.  Reheating  bronzes  between  85  and  90  per  cent,  copper 
to  above  540°  C.  for  some  time,  and  quenching,   lias  also  a 
marked  effect  of  increasing  the  ductility  of  these  bronzes. 

4.  Bronzes  not  heat-treated,  after  casting  show  a   .steady 
decrease  of  ductility  with  a  decreasing  percentage  of  copper. 

The  strongest  bronze  (maximum  tensile  strength)  occurs  at 
about  80  per  cent.  Cu,  20  per  cent.  Sn,  and  consists  mainly  of 
beta  crystals. 

The  maximum  ductility  occurs  at  about  88  per  cent.  Cu,  12 
per  cent.  Sn,  under  heat  treatment. 

In  color  the  bronzes  vary  from  a  red  to  a  reddish  yellow 
as  the  copper  decreases  from  100  per  cent,  to  90  per  cent 

Ternary  Alloys,  Bearing  Metals/  or  Antifriction  Alloys.  - 
The  alloys  are  very  largely  used  as  bearing  metals  for  journals 


'      oaogra 
Behrens  and  Baucke,  Metallographist,  Vol.  Ill  (1900). 
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of  machinery,  and  according  to  the  conditions  of  use  vary  widely 
in  composition.  .Formerly,  lead-antimony  alloys  were  much 
used,  but  these  have  been  largely  replaced  by  the  more  complex 
ternary  alloys.  In  a  lubricated  bearing,  there  should  be  no 
wear  of  metal  on  metal,  but  the  thin  sheet  of  oil  between  the 
bearing  and  the  journal  takes  up  the  friction  so  that  the  friction 
is  one  between  a  solid  and  a  liquid  and  not  one  between  two 
solids.  This  condition,  however,  is  more  or  less  ideal,  and 
requires  a  perfect  adjustment,  impossible  to  obtain  in  practice. 
It  is  therefore  desirable  to  have  the  bearing  surface  of  such  a 
material  as  will  readily  adjust  itself  to  the  imperfections  of  the 
journal  A  soft  metal  possesses  this  property  in  the  greatest 
degree,  but  the  coefficient  of  friction  between  a  hard  and  soft 
metal  is  much  greater  than  between. two  hard  metals,  so  that  from 
this  point  of  view  two  hard  metals  would  be  preferable.  This, 
however,  does  not  fulfil  the  first  condition  of  having  a  bearing 
that  will  adjust  itself  to  the  imperfections  of  the  journal.  If  we 
can  procure  a  substance  consisting  of  hard  particles  in  sufficient 
number  imbedded  in  a  rather  soft  and  plastic  matrix,  the  hard 
particles  to  take  the  wear  and  the  soft  matrix  to  adjust  itself 
in  shape  to  the  journal,  the  conditions  for  a  good  bearing  metal 
arc  fulfilled. 

The  table  gives  the  composition  and  constitution,  of  certain 
bearing  metals  in  common  use.  (See  table  XVI  on  next  page.) 

German  Silver.  —  This  is  a  ternary  alloy  of  copper,  zinc, 
and  nickel.  The  ternary  series  has  been  worked  out  by  Tafel,1 
who  states  that  no  ternary  metallic  compound  or  ternary  eutec- 
tic  is  present.  The  alloys  of  commercial  importance  consist 
with  fe.w  exceptions  of  mixed  crystals  of  one  type  or  conglomerates 
of  two.  In  the  whole  ternary  system,  two  compounds  occur, 
Cu2%ii3  and  NiZnn,  which  enter  into  mixed  crystals  of  several 
types.  Table  XVII  gives  the  composition  of  various  kinds  of 
CJeriuau  silver.  (See  table  on  next  page.) 

*  Metallurgic,  Vol.  V,  p.  413  (1908). 
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TABLE  XVI.     COMPOSITION  AND  USE  OF  BEARING  METALS 


No 

Composition 

Constitution 

Use 

Sn. 
% 

Cu. 

% 

Sb. 

% 

Pb. 
% 

Zn. 

% 

P. 

% 

1. 

88 

4 

8 







Compound     SnSb     and 

Ordinary 

SnCu3    hard    in    soft 

bearings 

matrix  of  tin. 

2. 

80 

10 

10 

— 

— 

— 

do. 

Journals  of 

railroad  ours 

3. 

67 

11 

22 

— 

— 

— 

do.  Amt.  much  decreased. 

do. 

4. 

5.9 

— 

16.8 

77.7 

— 

— 

Compound   SnSb   in   Sb 

Magnolia  metal 

and  hard  free  Sb  in  a 

Ordinary 

matrix  of  soft  lead. 

bearings 

5. 

42 

— 

16.0 

42.0 

— 

— 

Compound  SnSb  imbed- 

Railroad   boar- 

ded  in  soft  lead  and  tin 

ings. 

matrix. 

6. 

14 

86 

— 

— 

— 

__ 

Bronze  alpha  crystals  as 

Jocomotivc 

matrix    SnGu*  imbed- 

bearings 

ded  hard  crystals. 

7. 

28 

58 

— 

— 

14 

— 

— 

Hard      bearing 

metal. 

8. 

8 

76.8 

15 

0.20 

Cu3P  compound  imbedded 

Railroad    bear- 

in alpha  bronze  crystal 

ings 

and  lead  as  matrix. 

9. 

10 

79.7 

9.6 

0.80 

do. 

-leavy  machin- 

ery bearing. 

TABLE  XVII.     COMPOSITION  OF  GERMAN  SILVER 


Composition 

-  —  -  -—  ™.~~~—  ^, 

No. 

Cu. 

Zn. 

Ni. 

Use 

1. 

50 

25 

25 

Table  ware. 

2. 

55 

25 

20 

Art  objects. 

3. 

4. 
5. 

60 
56 
50 

20 
5 
31.25 

20 
39 

18.75 

Typical  German  silver.     Can  be  rolled 
White.  Hard  but  ductile.   High-grade  tablewnre. 
Instruments. 

6. 

76 

7 

17 

Tableware.  Resembles  silver  very  much. 

CHAPTER  V 
THE   PHYSICAL  PROPERTIES  OF  ALLOYS 

THK  physical  properties  of  alloys  are  in  most  instances  so 
nu lie-ally  different  from  those  of  the  substances  entering  into 
the  constitution  of  the  alloy  that  a  special  treatment  of  the 
subject  is  necessary.  The  physical  properties  of  alloys  which 
will  be  discussed  are: 

1.  Kleefrie  resistance  and  electric  conductivity. 

2.  The  expansion  of  alloys  with  increase  of  temperature. 

3.  Hardness  and  malleability. 

•1.    Specific  volume  and  specific  gravity. 

T>.    Magnetic  properties. 

r>.    Tensile  strength  and  elastic  limit. 

Recent,  researches  have  established  some  general  laws  re- 
garding physical  properties  of  alloys,  the  properties  varying 
with  the  constitution  of  the  alloys  as  outlined  in  the  different 
types  mentioned.  Mont  of  the  physical  properties  are  depend- 
ent upon  the  following  factors: 

1 ,  The  formation  of  mixed  crystals. 

2.  The  formation  of  chemical  compounds. 

,'$.  The  formation  of  a  conglomerate  of  two  substances 
(euteeticH  or  euteotoids). 

These  facts  enable  the  physical  properties  of  the  alloys  to 
bo  discussed  on  the  basis  of  the  equilibrium  diagrams,  outlined 
in  Chapter  II. 

1.  The  two  substances  are  completely  reciprocally  soluble 
in  the  molten  state  and  form  an  unbroken  series  of  mixed  crys- 
tals (in  this  ease  true  isornorphous  mixtures)  in  the  solid  state. 
Cases:   //la,  IAb,  I  Ac. 

2.  The  two  substances  are  completely  reciprocally  soluble 
in  the  liquid  state;   but  in  the  solid  are  capable  of  crystallizing 
together    (either  as  partial  isomorphous   or   as   morphotropic 
crystals),  only  to  a  limited  extent,  forming  a  broken  or  inter- 
rupted series  of  mixed  crystals  of  different  kinds.     Case  ICa, 
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that  in  which  the  addition  of  one  substance  to  the  other  lowers 
the  freezing-point  of  the  latter,  but  in.  which  the  addition  of  the 
latter  substance  to  the  first  raises  the  freezing-point  of  this. 
Case  ICb,  in  which  the  addition  of  either  substance  to  the 
other  lowers  their  respective  freezing-points. 

3.  The  two  substances  are  completely  reciprocally  soluble 
in  the  liquid  state,  and  in  the  solid  state  are  not  mixed  crystals 
but  consist  of  the  pure  components.     Case  IS,  the   addition 
of  either  substance  to  the  other  lowers  their  respective  freezing- 
points. 

4.  The  two  substances  are  reciprocally  soluble  in  each  other 
only  to  a  limited  extent  in  the  liquid  state,  and  in  the  solid  state 
are  either  incapable  of  crystallizing  together,  or  crystallize  to- 
gether but  to  a  limited  extent.    Case  I  Da  and  IDb,  in  which 
the  addition  of  either  substance  to  the  other  lowers  the  respec- 
tive freezing-point.     Case  7Dc,  in  which  the  addition  of  one 
substance  to  the  other  lowers  the  freezing-point  of  the  latter, 
but  in  which  the  addition  of  the  latter  substance  to  the  first 
raises  the  freezing-point  of  this. 

5.  One  or  more  chemical  compounds  are  formed  in  the  series. 
The  series  then  divides  itself  into  a  number  of  sub-series,  viz,, 
as  follows:    Suppose  the  two  pure  components  are  A  and  J3, 
and  the  compounds  formed  are  A2B3  and  B4A2.     The  whole 
series  may  then  be  considered  as  divided  into  three  individual 
series  as  follows;  A-A2B3;   A2B3-B4A2;   and  B4A2~-B,  each  of 
which  may  have  distinct  characteristics  and  belong  to  certain 
members  of  the  first  group  above  discussed. 

Cases  II A  and  I  IB  and  various  combinations  of  the  two  with 
each  other  and  with  types  under  Case  I. 

i.  The  Electric  Conductivity  of  Alloys.  —  That  particular 
resistance  of  a  body  to  the  passage  of  the  electric  current,  re- 
ferred to  as  a  unit  dimension  (one  cubic  centimeter  at  zero  degrees 
C,)>  is  known  as  its  specific  resistance,  or  its  resistivity. 

This  resistance  is  expressed  in  the  unit  of  resistance,  the 
ohm,  or  fractions  of  it,  chiefly  the  microhm,  equal  to  0.000001 
ohm,  or  in  the  c.g.s.  unit,  which  is  the  bicrohm,  equal  to 
0.00000001  ohm. 

The  standard  resistance  is  that  of  1  cc.  of  mercury  at  ^ero 
degrees  C.,  and  is  equal  to  94.08  microhms. 

The  electric  conductivity  of  a  substance  is  of  course  a  direct 
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function  of  its  specific  resistance,  or  resistivity,  for  a  body  of 
low  resistivity  has  a  high  conductivity  and  vice  versa. 

The  electric  conductivity  is  therefore  expressed  as  the  re- 
ciprocal of  the  resistivity,  as  per  the  following  formula: 

Electric  conductivity  (as  measure4  IP.  ohms) 


Resistivity  or  specific  resistance  in  ohms. 

The  result  is  best  expressed  as  a  factor,  thus:  aXlO4;  in  which 
"a"  varies  for  each  substance.     The   following  table1    shows 

TABLE  XVIII.     ELECTRIC  CONDUCTIVITY  OF  METALS 


Metal 

Conductivity 

Metal 

Conductivity 

Metal 

Conductivity 

Aluminium 

32.4  X  10'' 

CoDper  .    .    . 

55.4    X  104 

Nickel 

9.73    X  104 

Antimony 

2  71  X  IQ4 

Iron 

10.37  X  104 

Platinum 

5  97    X  104 

Lead 

5.04  X  10' 

Cadmium  .  .  . 

14.60  X  104 

Mercury  . 

1.063  X  104 

Gold    

47.6    X10-' 

Cobalt  2  

10.30  X  104 

Bismuth  .  .  . 

0.872  X  104 

Silver  

60.80X10' 

Magnesium  . 

24.47  X  104 

Tin  

9.99    X104 

Zinc 

18.6      X  101 

the  electric  conductivity  of  a  few  metals,  all  for  zero  degrees  C. 
temperature.  Taking  the  conductivity  of  copper  as  55.4  X  104, 
it  is  readily  calculated  back  to  resistivity  as  follows: 


55.4X104  = 


Resistivity  in  ohms  = 


Resistivity  in.  ohms 
1 


or 


or 


554000 
=  0.000001805  ohms  or  1.805  microhms. 

Generally  speaking,  the  resistivity  of  a  substance  increases 
with  a  rise  in  temperature,  and  decreases  with  a  lowering  of 
the  temperature.  Thus  it  has  been  demonstrated  by  Dewar 
&  Fleming 3  that  the  specific  resistance  of  metals  when  at  very 

1  Taken  from  Landolt  und  Bernstein,  Chemisch-Physikalische  Tabellen, 
(1905),  pp.  716-717. 

2  At  20°  C. 

3  Philosophical  Magazine  (5),  Vol.  XXXVI,  p.  271  (1896). 
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low  temperatures  (-150  to -200°  C.)  is  enormously  decreased. 
The  increase  in  resistivity  per  degree  me  of  temperature  is 
known  as  the  "  temperature  coefficient.5' 

If  w0  is  the  resistivity  at  zero  degrees  C.,  at  /  it.  will  bo 
w  =  Wo  (i  +  aT  +  bT*  +  cT).  The  terms  62*  and  <•'/"  can, 
in  ordinary  work,  be  disregarded  so  that  the  formula  becomes 
w  =  w0  (1  +  aT)  where  "a"  is  a  constant  for  eae.h  substance, 
and  is  the  temperature  coefficient.  This  "a,"  however,  holds 
only  within  a  comparatively  narrow  range,  approximately 
100°  C.  The  value  of  "a"  for  pure  metals  Is  very  nearly  0.004 
for  all  metals.  When  impurities  are  present,  however,  it.  will 
vary  widely.  Some  alloys  have  an  extremely  small  tempera- 
ture coefficient  practically  negligible,  as  for  instance,  konstantan 
(copper-nickel)  and  manganin  (copper-nidu4~manj»'anese)  to 
which  further  reference  is  made.1 

Guertler2  states  the  following  laws  of  electric  conductivity 
as  applying  to  alloys: 

1.  Alloys  which  in  the  solid  state  are  entirely  simple  mix- 
tures or  conglomerates  of  the  pure  components  (example  Case 
IB),  have  a  conductivity  equal  to  the  sum  of 'the  conductivi- 
ties of  its  components.     (A,  Fig.  40.) 

2.  Alloys,  the  components  of  which  form    mixed  crystals 
show  a  decided  decrease  of  conductivity  over  that  of  the  pun* 
components  composing  the  mixed  crystals.     Oases  I  An,  etc., 
1C.     (B  and  D,  Fig.  40.) 

3.  Alloys  in  the  series  of  which  chemical  compounds  occur, 
the  compounds  have  a  distinct  conductivity  of  their  own.     This 
conductivity  in  all  cases  investigated  to  date  is  never  greater 
than  that  of  the  pure  components,  but  always  less.     There  is 
thus  a  distinct  change  in  the  conductivity  of  the  series  where 
the  compound  occurs.     (C  and  E,  Fig.  40.) 

These  three  laws  cover  fully  all  the  equilibrium  curves  dis- 
cussed, since  the  laws  are  based  on  the  occurrence  of  either 
conglomerates,  mixed  crystals,  or  compounds,  and  these  form 
the  basis  of  the  equilibrium  curves. 

Thus  for  Case  1C,  in  which  the  solid  alloy  is  composed  of 
two  types  of  mixed  crystals,  with  a  eutectic  point  and  a  given 

1  Blood  and  Nichols,  Arner.  Jour.  Science,  1890,  Vol.  XXXIX,  p.  471. 

2  Uber  die  Elektrische  Leitfahigkeit  der  Legienmgen.  Zoit.  Anorir.  Chemio 
Vol.  LI,  p.  397.  "  ' 
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Conductivity  =  0.  X  10*      Temperature  Conductivity  =  a  X  10 


Temperature 


Conductivity  «  0,  X   10*  Temperature  Conductivity  =  a  X  104  Temperature 


Couductivity  =  a  X   10*  Temperature 


FIG.  40.  —  Freezing-point  curves  in  relation  to  electric  conductivity  curves. 
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eutectiferous  range,  the  conductivity  curve  will  have  the  form 
as  shown  in  D,  Fig.  40. 

In  Figs.  41,  42  are  shown  accurate  reproductions  of  con- 
ductivity curves  of  Cu-Ni;  Ag-Au;  Zn-Sn;  Cu-Zn;  Cu-tfn; 
Cu-Au.  A  temperature  coefficient  curve  is  also  given. 

General  Considerations.  — It  will  be  noted  that  in  some  of 
the  preceding  diagrams  concentration  is  represented  by  "atomic 
percentages  "  rather  than  by  "percentages  of  weight"  directly. 
This  is  on  the  theory  stated  by  the  periodic  law  of  MendelejefT  & 
Newlands,  that  the  properties  of  the  elements  are  periodic 
functions  of  their  atomic  weights,  and  even  more  so,  according 
to  Lothar  Meyer,  of  their  atomic  volume  (atomic  volume  = 
atomic  weighty  R  .g  believed  that  the  influencc  Of  onc  mot:il 

sp.  gravity  J 

on  another  as  regards  certain  physical  properties,  sudi  as  hard- 
ness, tenacity,  electric  conductivity,  etc.,  is  very  largely  a 
function  of  the  relative  atomic  volumes.1 

Atomic  per  cents,  can  readily  be  calculated  to  per  cents, 
by  weight,  e.g.  an  alloy  of  50  atomic  per  cent,  of  silver  and  r>() 
atomic  per  cent,  of  gold  has  a  total  weight  of  50  X  107  =  ftffiO, 
and  50  X  196  =  9800  or  15,150  units.  The  silver  by  weight 

5350  X  100 

per  cent,  is  therefore  —       •• —  =  35.3  per  cent. ;  and  the  gold  is 
loioU 

9800  X  100 

—         —  =  64.7  per  cent.     The  representation,  therefore,  of 
loloO 

the  concentration  by  atomic  percentages  enables  one  to  inspect 
at  once  the  atomic  relationship  of  the  particular  alloy  in 
question. 

The  subject  of  the  electric  conductivity  of  the  metals  and 
alloys  is  a  very  important  one  on  account  of  their  wide  use  for 
conductors,  and  resistance  metal  in  the  electrical  industry.  The 
problem  of  alloys  for  this  purpose  presents  itself  in  several  forms.- 

1.  It  is  desired  to  obtain  a  material  of  the  highest  conduc- 
tivity for  the  transmission  of  the  electric  current,  one  which 

1  Roberts- Austen,  An  Introduction  to  the  Study  of  Metallurgy,   1002, 
p.  116;  also,  Phil.  Trans,  of  Royal  Soc.,  CLXXIX,  p.  339.     For  intVmstintf 
theory  of  the  electric  conductivity  of  alloys,  based  on  tho  idea  of  atomic 
equivalent,  see  views  of  Matthews  and  Benedicks,  The  MetallograpluHt, 
Vol.  VI,  p.  327,  and  Electrical  World  and  Engineer,  Oct.  4,  1902. 

2  W.  Guertler,  Folgening  fur  die  Technik,  etc.,  Metallurgie,  Vol.  V,  p.  294. 
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can  ho  obtained  cheaply  and  in  large  quantities.  It  must  pos- 
sess certain  physical  properties,  such  as  malleability  and  duc- 
tility (for  wires)  and  the  requisite  tensile  strength.  It  must 
resist,  corrosion  under  the  conditions  in  which  it  is  used.  It 
has  been  stated  that  in  alloys  which  are  mixed  crystals  there  is 
a  profound  lowering  of  the  conductivity  from  that  of  the  pure 
components,  and  moreover,  very  minute  quantities  of  the  alloy- 
ing suhstance  depress  the  conductivity  very  much.  Therefore, 
it  is  evident  that  for  the  purpose  of  conductors  it  will  be  neces- 
sary to  usti  pure  materials  generally,  as  for  example,  copper, 
aluminium,  and  iron,  all  of  which  are  good  conductors.  (Consult 
Table  XVI II  for  values.)  Copper  and  aluminium,  are  used  for 
large  currents  such  as  are  common  in  power  transmission, 
while  iron  may  be  used  for  small  currents  common  in  teleph- 
ony and  telegraphy,  though  at  the  present  day  copper  is 
mainly  used  even  for  this  purpose.  The  case  remains  where 
two  substances  entering  into  a  series  may  form  one  or  more 
compounds,  and  as  these  cqmpounds  will  have  specific  prop- 
trtictt  of  their  own,  it  might  be  expected  that  one  would  occur 
having  a  high  electric  conductivity;  but  as  already  stated,  the 
compounds  of  a  series  as  far  as  known  have  a  conductivity 
below  that  of  at  least  one  of  the  pure  components  entering 
into  their  composition,  or  have  a  lower  conductivity  than  that 
duo  to  a  calculation  based  on  the  proportional  amounts  of 
the  pure  components  present.  Among  the  metals  available 
for  conductors  on  account  of  cheapness  —  Cu,  Fe,  Ni,  Al  — 
and  in  their  alloys  with  each  other,  no  chemical  compounds 
arc*  known  to  form. 

One  other  phase  presents  itself,  viz.,  a  material  is  available 
of  high  conductivity  and  reasonable  price  which  does  not  pos- 
sess the  required  tensile  strength  and  ductility  for  the  purpose 
to  which  it  i.s  to  be  put.  This  last  property  may  be  obtained 
by  the  addition  of  certain  alloying  substances,  but  of  course 
at  a  sacrifice  of  conductivity.  In  the  case  where  the  gain  from 
increased  strength,  etc.,  warrants  the  sacrifice  in  conductivity, 
such  an  alloy  will  be  used.  As  an  example  —  for  trolley  wires, 
great  tensile  strength  is  required,  and  still  a  high  conductivity. 
Silicon  bronze  (copper  98. 55  per  cent.;  tin,  1.40  per  cent.;  silicon, 
0.05  per  cent.),  wires  of  80,000  to  100,000  Ibs.  tensile  strength 
per  square  inch  and  a  conductivity  of  70  per  cent,  of  that  of 
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pure  copper,  have  been  used  for  this  purpose1  as  well  as  for  tele- 
graph and ,  telephone  wires. 

2.   It  is  desirable  to  obtain  a  material  of  low  conductivity, 
hence  of  high  resistivity,  for  the  purpose  of  rheostats  or  for  elec- 
tric safety  fuses.     la  the  first  instance  the  material  must  have 
a  high  melting-point,  so  as  to  remain  intact  within  the  heating 
effects  of  the  electric  current;  in  the  second  instance  the  reverse 
is   true.      For  this   general  purpose   alloys   are    preeminently 
suitable,  and  the  variety  of  binary,  ternary,  quaternary  alloy 
combinations  available  is  very  large,  and  almost  any  special  con- 
ditions may  be  met.     Another  phase  of  this  question  to  be  con- 
sidered is  that  of  the  resistance  alloys  for  electrical  instruments 
of  precision,   such  as   bridges,  potentiometers,   galvanometers, 
etc.    In  this  case  the  problem  of  practical  constancy  of  resis- 
tivity with  varying  temperature  is  important,  via.,  tho  resis- 
tivity should  not  change  with  an  increase  of  temperature,  either 
due  to  condition  of  use,  or  to  heating  effects  of  current.     That 
is,  the  " temperature  coefficient"  should   be  as   nearly  nil  as 
possible.    It  has  been  noted  that  the  "temperature  coefficient" 
of  mixed  crystals  is  very  low,  and  is  practically  proportional 
to  the  electric  conductivity,  so  that  when  this  is  depressed  the 
temperature  coefficient  is  proportionately  depressed.     (See  Fig. 
41.)     Thus,  while  the  temperature  coefficient  of  pure  copper  and 
iron  is  very  nearly  0.004,  the  addition  of  comparatively  small 
quantities  of  nickel  or  manganese  to  them  depresses  the,  tem- 
perature coefficient  to  approximately  0.0008.    Even  this,  how- 
ever, is  not  sufficient  for  instruments  of  very  high  precision,  and 
two  alloys  have  been  found  —  konstantan  (GO  per  cent,  copper, 
40  per  cent,  nickel)  and  manganin  (copper  84  per  cent.,  niekel 
12  per  cent.,  manganese  4  per  cent.)—  which  have  a  temperature 
coefficient  practically  nil  within  any  ordinary  range  of  tem- 
perature, while  their  conductivity  is  reduced  to  about  0.05  of 
that  of  copper.    This  apparent  violation  of  MatthioHou's  law 
of  the  proportionality  of  the  temperature  coefficient  is  explained 
by  assuming  the  existence  of  a  mixed  crystal  at  ordinary  tem- 
perature which  is  normal  to  a  higher  temperature,  i.e..   *i  caw 
similar  to  the  preservation  of  the  beta  crystal  in  tho  Immzo 
series  by  chilling.     (See  page  114.)     This  mixed  crystal  would 
have  a  conductivity  normal  to  its  true  region  which  lies,  tw 
1  Electrical  Transmission  of  Energy,  Abbott,  p.  20  (1907), 
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n^anis  temporal  lire,  above  the  one  in  which  it  exists,  and  hence 
would  have  no  tendency  to  decrease  its  conductivity  with  rise 
of  temperature  (/.<•„  no  temperature  coefficient)  until  its  tem- 
perature attains  that  region  in  which  the  mixed  crystal  is 
normal.  This  preservation  of  the  mixed  crystal  in  a  region 
when*  it  is  not  normal  is,  of  course,  a  ease  of  unstable  equilibrium, 
which  by  heating'  will  tend  to  change  into  stable  equilibrium. 
This  is  found  to  be  the  case  in  the  alloys  mentioned,  for  after 
repeated  use  {heating  effect  of  the  electric  current)  the  alloys 
develop  a  temperature  coefficient  in  harmony  with  Matthiesen's 
law  of  proportion.1 

( Vrfuin  facts  in  regard  to  the  electric  conductivity  of  alloys 
an*  to  IK*  more  particularly  noted. 

1.  The  shape  of  the  electric,  conductivity  curve  in  the  case 
of  w/.*W  m/.s'/fj/.s'.     This  in  almost  all  cases  drops  away  nearly 
vertically  from  the  conductivity  of  the  pure  material  so  that 
rrn/  sntitlt  f//MN////V,v  of  the  alloying  substance  have  a  profound 
etTeet    on   the  electric  conductivity.   4It  follows  from  this  that 
the  investigation  of  the  electric  conductivity  of  a  series  of  alloys 
will  determine  the  existence  of  mixed  crystals  in  the  series,  and 
also   their  limit  of  occurrence,  viz.,   composition  of  saturated 
mixed  crystals. 

2,  The   occurrence   of   definite   maxima  or  minima  in  the 
electric  conductivity  curve  marks  the  position  of  intermetallic 
compounds  in  the  series.     This  method,  therefore,  in  conjunc- 
tion   with    other    means    (microscopic    examination    revealing 
homogeneity  of  structure;  occurrence  of  maxima;  both  true  and 
hidden  maxima  in  the  freezing-point  curve)  assists  in  the  fixing 
in  position  and  in  the  identification  of  chemical  compounds  in  the 
series  of  alloys. 

;i.  The  occurrence  of  allotropic  conditions  in  a  metal  may 
also  in  certain  eases  be  discovered  by  variations  in  the  electric 
conductivity.8 

2.  The  Expansion  and  Contraction  of  Alloys  with  Varying 
Temperature.  In  general,  when  heat  energy  is  added  to  a 
body  its  volume  changes.  The  volume  change  is  known  as  the 

J  Blood  and  Nichols  American  Journal  of  Science,  Vol.  XXXIX,  p.  471 
(1HOO). 

*  O.  Boudouard,  Journal  Iron  and  Steel  Last.,  Vol.  I  (1903),  and  Metal- 
lographiHt,  Vol.  VI,  p.  345. 
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cubical  expansion.  In  this  discussion  expansion  in  one  directio 
only  will  be  considered,  along  a  linear  dimension  of  the  bod} 
which  is  known  as  the  linear  expansion.  In  crystals  the  coefli 
cient  of  linear  expansion  along  the  several  axes  of  the  erystii 
may  have  different  values,  some  of  them  may  even  be  negative 
producing  a  diminution  of  length  with  a  rise  of  temperature. 

If  Lo  denote  a  unit  length  of  the  body  at  zero  degrees  (.-.,  the) 
the  effect  of  heat  on  the  body  will  expand  the  length  to  L  at 
degrees.    This  fact  is  expressed  by  the  equation,  L  =  LQ  ( I    } 
at)  in  which  a  is  the  coefficient  of  linear  expansion. 

This  equation,   however,   does  not  hold  true   through   al 
ranges  of  temperature,  and  the  more  general  equation  is 

L  =  L0  (1  +  at  +  bt'2  +  cP). 

There  is  no  general  law  applicable  to  the  expansion  of  alloys 
and  most  of  the  experimental  data  available  on  expansion  ol 
alloys  has  reference  to  steel,  and  certain  iron-nickel  alloys,  ete< 
The  subject  of  the  expansion  of  alloys  is  of  importance*  for  the 
industries  and  arts,  as  many  instances  are  known  in  which  two 
different  materials  used  together  should  have  similar  coefliuenta 
cf  expansion;  for  instance,  the  junction  of  the  light  filament  at 
the  glass  seal  with  the  conductor  in  incandescent  lamps.     Thin 
junction  material  is  embedded  in  the  glass  sod  where*  it  gets 
hottest,  and  in  order  to  prevent  rupture  must  have  the  same 
coefficient  of  expansion  as  the  glass.     In  most  lamps  it  in  made 
of  platinum,  which  has  practically  the  same  coefficient  UK  gliiHH, 
but  platinum  is  very  expensive  and  a  suitable  cheaper  Kuhntituttt 
would  be  welcome.    Of  course,  the  substitute  must  ak>  POHHWH 
certain  other  definite  properties,  such  as  a  certain  conductivity 
a  high  melting-point,  etc.    In  the  manufacture  of  instrument** 
of  precision,  such  as  theodolites,  pendulum  rods,  parts  of  bal- 
ances, it  is  desirable  to  employ  a  metal  with  a  very  small 
coefficient  of  expansion  or,  if  possible,  none  at  all,  for  obvious 
reasons.    Such  an  alloy  has  been  found  in  nickel  BteeLs  of  cer~ 
tain  compositions. 

Table  XIX  gives  the  coefficients  of  expansion  of  a  number  of 
carbon  steels,  in  different  temperature  ranged 
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AimlywH  of  AnncuUul  Steels 

Coefficient  of  Expansion  or  Dilatation 

No. 

„„,  . 

('. 

Mn. 

Si. 

P. 

s. 

15°  to  200°  C. 

200°  to  500°  C. 

500°  to  650°  C. 

1, 

o,o;$ 

0.01 

0.03 

0.013 

0.023 

11.8  X  10-° 

14.3  X  10'° 

17.0  X  1(T6 

*> 

0.25 

0.04 

0.05 

0.010 

0.010 

11.5 

14.5 

17.5 

3, 

(),(>4 

0.12 

0.14 

0.001) 

0.010 

12.1 

14.1 

16.5 

4, 

0.93 

0.12 

0.05 

0.005 

0.010 

11.6 

14.9 

16.0 

5. 

1,23 

0.10 

0,08 

0.005 

0.009 

11.9 

14.3 

16.5 

6. 

1.50 

0.04 

0.09 

0.010 

0.010 

11.5 

14.9 

16.5 

7. 

3,50 

0.03 

0.07 

0.005 

0.010 

11.2 

14.2 

18.5    ' 

Via.,  11.8  X  10"ft  = 


1000000 


=  0.0000118  =  a. 


It  is  to  be  noted  that  the  coefficient  of  expansion  for  the 
several  temperature  intervals  indicated  is  the  same  whether  the 
material  be  nearly  pure  iron  (No.  1)  or  steel  (Nos.  2,  3,  4,  5, 
and  ()),  of  different  carbon  contents,  or  white  cast  iron,  No.  7. 
The  results  are  on  annealed  steels  containing  the  greater  amount 
of  their  carbon,  as  FcgG  —  carbide  of  iron  or  "Cementite," 
and  show  that  probably  iron  and  cementite  have  the  same 
coefficient  of  expansion. 

An  entirely  different  case  is  presented  by  the  iron-nickel 
alloys  known  as  nickel  steels,  as  Table  XX  indicates.  (See 
table  on  page  130.) 

In  discussing  these  results  it  is  essential  to  briefly  inquire  into 
the  properties  of  the  iron-nickel  series  of  alloys.  These  belong 
to  group  IAa,j  which  form  a  series  of  mixed  crystals,  the  two  metals 
being  capable  of  crystallizing  together  in  all  proportions.  Both 
iron  and  nickel  are  strongly  magnetic  in  certain  of  their  molec- 
ular modifications  and  non-magnetic  in  others. 

The  addition  of  nickel  to  iron  has  the  effect  of  displacing 
the  critical  points  of  pure  iron.  Above  880°  C,  (Ar3)  gamma 
iron  exists,  which  is  non-magnetic.  Between  880°  C.  and  780° 
O.  (Aro),  there  exist  isomorphous  mixtures  of  beta  and  alpha 
iron,  the  more  beta  iron  the  nearer  to  880°  C.  Beta  iron  is 
non-magnetic.  Below  780°  C.  alpha  iron  only  exists,  which  is 
magnetic.  Depending  on  the  percentage  of  nickel  present,  the 
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TABLE  XX.    EXPANSION  OF  NICKEL  STEEL 


Analysis  of  Steel 


Coefficients  of  Expansion 


No.            |          j 

i    Ni.    ;     C.    i  Mn. 

1                      :                       ! 

Between 
15°  and 
100°  C. 

i 
100-200°  C. 

200-400°  C. 

400-600°  C. 

000-900°  C. 

1                       ! 

I.  26.9  ;  0.35  !  0.30 

ii.oxio-5 

18.0X10- 

18.7X10- 

22.0  X  10-c 

23.0  X  10-<! 

2.  '28.9:0.35  ;  0.36  J10.0 

21.5 

19.0 

20.0 

22.7 

3.  i  30.1!  0.3o!  0.34 

9.5 

14.0 

19.5 

19.0 

21.3 

4.   34.7  i  0.36  ;  0.36 

2.0 

2.5 

11.75 

19.5 

20.7 

5.   36.  li  0.39  10.39 

1.5 

1.5 

11.75 

17.0 

20.3 

6.   32.8  i  0.29  1  0.66 

8.0 

14.0 

18.0 

21.5 

22.3 

7.   35.S  ;  0.31   0.69 

2.5 

2.5 

12.5 

18.75 

19.8 

S.  ;  37.4  i  0.30  0.69 

2.5 

1.5 

8.5 

19.75 

18.3 

9.  !  25.4  j  1.01  !0.79| 

12.5 

18.5 

19.75 

21.0 

35.0 

10.  ;  29.4  I  0.99  i  O.S9  ; 

11.0 

12.5 

19.0 

20.5 

31.7 

1  1.;  34.5;  0.97  -O.S4. 

j         : 

3.0 

3.5 

3.0 

18.75 

26.7 

critical  points  Ar3  and  Ar2  occur  at  a  lower  temperature.  With 
about  30  per  cent.  Ni  present,  Ar2  (the  change  of  non-magnetic 
to  magnetic  iron)  occurs  at  about — 70°  C.,  so  that  at  room  tem- 
perature this  alloy  is  non-magnetic.  Now  nickel  also  has  a 
transformation  point  where  non-magnetic  nickel  changes  to 
magnetic  nickel  in  cooling.  This  occurs  at  320°  C.  The  effect 
of  iron  on  the  critical  points  of  nickel,  up  to  a  certain  per  cent., 
seems  to  be  similar  to  that  of  nickel  on  iron,  i.e.  there  is  a 
reciprocal  lowering  of  the  temperatures  at  which  the  critical 
points  occur,  so  that  an  alloy  of  two  magnetic  components  may 
be  non-magnetic  at  ordinary  temperatures,  i.e.  room  tem- 
peratures. 

The  transformation  of  a  non-magnetic  iron-nickel  alloy  to 
the  magnetic  form  may  be  made  to  occur  by  cooling  to  a  suffi- 
ciently low  temperature.  It  seems  evident  that  the  presence  of 
nickel  preserves  at  a  low  temperature  the  substance,  gamma 
iron  (non-magnetic).  It  is  an  example  of  a  substance  existing 
in  a  state  not  truly  normal  to  the  region  in  which  it  is  ordinarily 
found.  The  bearing  of  this  theory  on  expansion  is  briefly  as 
follows:1  Gamma  iron,  which  is  normal  above  880°  C.  only, 
'C.  E.  GuilJaume,  Non-Expansive  Alloys,  Metallographist,  Vol.  VI, 

6- Recherches  sur'les  Aciers  a 
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has  undergone  a  certain  expansion  in  heating  from  room  tem- 
perature^ or  alpha  iron  to  880°  G.  or  gamma  iron.  If  now  by 
any  means  gamma  iron  be  preserved  at  room  temperature,  it 
is  in,  a  molecular  condition  corresponding  to  its  normal  region 
above  880°  C.,  but  in  an  unstable  condition  of  equilibrium. 
It  is  reasonable  to  believe,  therefore,  that  it  will  not  expand 
upon  heating  until  it  reaches  the  region  in  which  its  constituents 
are  normal. 

The  presence  of  carbon  in  nickel-iron  alloys,  making  the  nickel 
steels,  has  also  a  certain  influence  on  the  transformation  points. 
Nickel  steels  from  0  to  about  26  per  cent,  nickel  are  called, 
according  to  Guillaume,  "irreversible  alloys,"  and  those  contain- 


Expansion  and  Contraction  of  15% Ni.  Steel 


50  0          50         100        150        200       250        300        350        400        450       500        550        600       650°0 

Temperature  °Gt 
FIG.  43.  — Expansion  and  contraction  of  15%  Ni  steel. 

ing  26  per  cent,  and  more  nickel  are  the  " reversible  alloys." 
This  distinction  is  based  on  their  laws  of  expansion,  viz.,  the 
reversible  alloys  expand  with  a  certain  coefficient  of  expansion 
on  heating,  and  contract  again  on  cooling  at  the  same  coefficient. 
This  is  the  normal  condition  for  most  metals  and  alloys.  The 
irreversible  alloys  do  not  follow  this  law,  but  expand  and  con- 
tract in  the  manner  illustrated  by  Fig.  43. 

When  an  alloy  of  the  irreversible  type  is  heated  to  about  700° 
C.  and  slowly  cooled,  it  will  contract  regularly  until  it  reaches 
about  130°  C.  (for  15  per  cent,  nickel),  when,  instead  of  further 
contracting,  it  now  expands  along  the  line  BE.  If,  when  it 
reaches  100°  C.,  it  again  be  reheated,  it  will  not  now  contract 
along  EB  from  D  to  B,  but  will  at  once  expand  along  DC. 
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If  now  it  be  again  allowed  to  cool,  it  will  contract  along  the  line 
CD,  and  when  it  reaches  D  will  on  further  cooling  expand  along 
the  line  DE,  until  it  reaches  E,  where  the  expansion  is  pi-art  i- 
cally  nil.  The  phenomena  of  contraction  and  expansion  are 
intimately  associated  with  the  gain  or  loss  of  magnetism,  which 
in  turn  is  dependent  on  the  molecular  state  as  already  slain  I. 
The  exact  relationship  has  not  been  completely  worked  out. 
Some  further  reference  to  this  is  made  under  the  magnHir 
properties  of  alloys. 

The  reversible  alloys  of  nickel  and  iron,  or  more  truly  nickel 
steel,  have  a  regular  coefficient  of  expansion  and  coninieiion. 
The  data  for  the  same  is  found  in  Table  XX.  It  will  be  seen 
that  alloys  of  about  36  per  cent,  nickel  have  a  'coefficient  of 
expansion  which  is  practically  nil.  It  is  possible,  therefore, 
taking  this  alloy  as  a  basis,  to  obtain  an  alloy  of  almost  any 
desired  coefficient  of  expansion  by  adding  to  it  either  niekel 
or  iron. 

3.  Hardness.  —  (1)  Mineralogical  hardness  is  the  resistance 
offered  by  a  smooth  body  to  abrasion.  It  has  also  been  defined 
as  (2)  the  resistance  which  a  body  offers  to  permanent  deforma- 
tion by  the  application  of  an  outside  force,  by  means  of  pres- 
sure or  impact,  or  (3)  the  resistance  which  a  body  offers  against 
a  penetration  into  its  interior  by  a  second  and  harder  body. 

These  definitions,  however,  do  not  completely  cover  the  ease 
and  the  property  of  .hardness  is  still  to  be  more  'closely  defmed.* 
^  Hardness  is  measured  in  a  number  of  ways,  the  two  chief  of 
which  are: 

1.  The  Sclerometer  Method.2  —  By  means  of  an  instrument, 
the  sclerometer,  consisting  of  a  suitable  apparatus  by  meiitw 
of  which  the  polished  surface  of  a  substance  may  be  wnifehed 
or  bored  by  a  needle  point  of  given  dimensions  \mder  n  given 
load.  The  width  of  the  scratch  or  depth  of  the  hole  measured 
by  micrometer  methods  is  a  measure  of  the,  hardness.  In  deli- 
cate measurements  the  scratches  are  microphotographed,  with 

'Tiber  Harteproben,  Thos.  Turner,  Metallurgy,  Vol.  VI,   p.  371-  V\»r 


« 

>,  Vol.  V,  JK   I0» 

Tur's  "      L  LIX'  "•  *»*  <  "*»). 

lurners  Sclerometer,  Birmingham  Phil    Sop     iw     i«««.  't 

Microsclerometer,  Am.  Jou,  Science,  Vol.  IV,  p.tS  (ife.          ' 
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a  given  magnification,  and  then  their  width  is  measured  on  the 
negative     The  hardness  (H)  is  then  expressed  as  follows: 
H  -  j^gflifica-ti011  in  diameters 
Width  of  scratch  in  mm. 

2.  BrineU's  Method.  -  Carried  out  by  a  suitable  apparatus 
by  means  of  which  a  hard  steel  sphere  10  mm.  in  diameter  is 
pressed  against  the  polished  surface  of  the  material  to  be  tested 
by  a  static  load  of  3000  kgs.  The  hardness  is  measured  by  the 
area  of  the  surface  of  the  depression  formed  by  the  penetration 
of  the  steel  sphere.  This  can  be  directly  determined  by  reading 
a  scale  on  the  instrument. 

The  hardness  is  expressed  as  follows: 
Number  on  scale  of  hardness 

Pressure  in  kilograms 
Area  of  surface  of  depression  in  sq.  mm. 

The  sclerometer  method  is  applicable  to  all  substances;  Bri- 
neU's method,  only  to  non-brittle  substances.  All  measures  of 
hardness  are  relative  only.  Some  efforts  at  defining  absolute 
hardness  have  been  made,  but  are  not  in  use. 

The  ordinary  measure  of  hardness  is  based  on  the  mineral- 
ogic  or  Mohs'  scale,  as  follows:  (See  table  on  page  134.) 

In  BrineU's  scale  cast  copper  is  51  *;  annealed  copper,  42;  and 
manganese,  50. 

N.  S.  Kurnakow  and  S.  F.  Zemczuzny2  have  formulated 
the  following  laws  of  the  hardness  of  alloys,  according  to  their 
constitution,  based  on  the  classification  of  the  alloys  as  outlined 
in  this  work: 

1.  The  formation  of  mixed  crystals  of  two  metals  is  accom- 
panied by  an  increase  of  hardness. 

2.  The  changes  in  hardness  occurring  in  an  unbroken  series 
of  mixed  crystals  of  two  metals  of  the  type  lAa  may  be  graphi- 
cally depicted  by  a  continuous  curve  possessing  a  definite  maxi- 
mum. 

3.  In  the  type  I  A,  this  maxima  corresponds  to  the  minima 
of  the  curve  of  electric  conductivity  for  the  series. 

4.  In  the  case  of  a  non-continuous  series  of  mixed  crystals 

1  A.  Kurdjumow,  Monograph  on  Copper-Zinc  Alloys,  pp.  409?  425. 

2  Die  Harte  der  festen  MetaUosungen  und  der  bestiramten 
Verbindungen,  Zeit.  Anorg.  Chemie,  Vol.  LX,  p.  I  (1906). 
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TABLE  XXI.  HARDNESS  OF  SUBSTANCES 

The  standards  of  Molls'  scale  are  marked  with  an  *. 


Substance 

Hardness 

Substance 

IlardiieHH 

Zinc  

9 

Iron 

4  —  5 

Agate  

7 

Steel 

5  —  S  5 

Topaz  *  

8 

Brass  (bell  metal) 

4 

Aluminium  

2 

Gold 

2  o  —  3 

Nickel  

4 

Magnesium 

2 

Antimony  

3-33 

Iridium 

6 

Cadmium   

2 

Iridosmium 

7 

Stibnite  *    

2 

CoDDer 

25  —  3 

Apatite  *  

5 

Brasses 

*}  ~~  4 

Arsenic    

3.5 

Palladium 

4  8 

Lead    

1  5 

Phosphor  bronze 

4" 

Diamond  *  

10 

Platinum 

4  1 

Cobalt  

4 

PI  if  inn  m    TvirliiiTn 

6K 

Quartz  *  

7 

Silver 

.O 

OK           Q 

Bismuth   

2.5 

Tin 

1    <%           1    R 

Talc*   

1 

Calcite  * 

"3 

Fluorite  *   

4 

Corundum  * 

0 

of  the  type  7Ca,  7C6,  the  curve  of  hardness  shows  inflections 
at  the  points  of  occurrence  of  the  saturated  mixed  crystals  of 
each  kind. 

5.  In  the  case  of  an  intermetallic  compound  in  the  series, 
there  may  occur  either  a  maximum  or  a  minimum  in  the  curve 
of  hardness,  though  this  may  be  of  a  "  hidden  nature,"  similar 
to  that  discussed  for  the  freezing-point  curves  of  series  in  which 
chemical  compounds  occur. 

These  laws  may  be  represented  graphically  in  a  way  similar 
to  that  used  for  depicting  the  electric  conductivity  of  alloys. 

Case  I  A.  The  two  components  form  a  continuous  series 
of  mixed  crystals.  (Fig.  44  A.) 

Case  IB.  The  two  components  form  no  mixed  crystals, 
but  the  alloys  consist  of  conglomerates  of  the  pure  components. 
(Fig.  44  B.)  * 

CaselCb,  etc.  The  two  components  form  two  distinct  sets 
of  mixed  crystals. 

The  line >bc  marks  the  gap  in  the  mixed  crystal  series  and  the 
range  m  which  a  conglomerate  of  both  occur.  (Fig.  44  (7.) 


THE  PHYSICAL  PROPERTIES   OF  ALLOYS  135 


FIG.  44,  —  Hardness  curves  in  relation  to  freezing-point  curves. 
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Case  II.     Chemical  compounds  are  formed  in.  the  series. 
Fig.  44  D  represents  the  simplest  case,  of  one  compound  in  the 
series  with  no  mixed  crystals  forming.      XYZ  represents  the 
ease  in  which  the  compound  has  a  hardness  superior  to  that  of 
the  components;  and  XOZ,  that  in  which  its  hardness  is  infe- 
rior, both  of  which  cases  may  occur.     Fig.  44  E  represents  the 
theoretic  hardness  curve    in   the   case  in  which  several  com- 
pounds are  present  and   mixed  crystals  occur   in   the    series. 
This  curve  is  practically  a  combination  of  the  simple  curves 
above  discussed.     The  compounds  X  and  0  exist  in  the  series', 
the  compound  X  entering  into  the  formation  of  the  mixed  crys- 
tals alpha  and  beta.     Between  X  and  0  no  mixed  crystals  are 
formed.     The  curve  of  hardness  of  the  series  is  represented  by 
KLMNPQ,  the  points  L  and  M  marking  inflections   corre- 
sponding  to   the   saturated   mixed    crystals   alpha    and    beta 
respectively.     The  minimum   N  marks  the  occurrence  of  the 
chemical  compound  X,  and  the  maximum  P  the  occurrence  of 
the  compound  0. 

The  property  of  hardness  is  an  important  physical  property  in 
itself,  and  many  alloys  in  industrial  use  must  fulfil  certain  con- 
ditions in  this  respect.  The  property  of  hardness  is,  however,  not 
definitely  related  to  either  brittleness  or  tensile  strength,  though 
hardness  and  brittleness  are  more  closely  related  than  hardness 
and  tensile,  strength.  Very  hard  bodies  are  often  brittle,  while 
very  soft  bodies  usually  have  a  rather  low  tensile  strength. 

One  feature  in  connection  with  hardness  is  of  interest,  viz., 
that  the  critical  points  in  the  hardness  diagram  correspond  rather 
closely  to  the  critical  points  in  the  electric  conductivity  curve. 
As  already  pointed  out,  the  maximum  hardness  in  a  series  of 
the  type  I A  corresponds  with  the  minimum  electric  conduc- 
tivity for  that  series.  The  critical  points  in  the  hardness  curve 
due  to  compounds,  are  likewise  reflected  in  the  electric  con- 
ductivity curve. 

It  will  thus  be  seen  that  the  property  of  hardness  furnishes 
a  means  of  analysis,  when  aided  by  other  data,  as  electric  con- 
ductmty,  freezing-points,  etc.  In  Figs.  41,  42  are  reproduced 
the  hardness  curves  of  several  binary  series  of  alloys 

f  ^^  °f  M°yS'  baS6d  °n  the  ^brium  dia- 
L. Quillet'  has  investigated  this  subject  and  formulated 
'Comptes  Rendus,  Vol.  CXLIV,  p.  1273  (1907). 
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the  following  rules.  For  case  IB,  in  which  the  metals  separate 
out '  as  pure  components  in  the  form  of  excess  substance  and 
eutectic,  the  following  holds  true: 

1.  If  both  of  the  components  are  malleable,  all  alloys  of  the 
series  are  malleable.     Example,  Pb-Cd. 

2.  If  both  metals  are  non-malleable,  no  alloy  of  the  series 
is  malleable. 

3.  If  one  metal  is  malleable  and  the  other  is  not,  the  malle- 
ability of  the  series  is  largely  dependent  on  the  malleability  of 
the  eutectic.     If  the  eutectic  point  lies  between  the  middle  of 
the  diagram  and  the  ordinate  representing  the  non-malleable 
metal,   the  eutectic   will    be    non-malleable  or  but   little    so. 
Example,   Pb-Bi.      If,  on  the  other  hand,  the   eutectic  lies 
between  the  middle  of  the  diagram  and  the  ordinate  representing 
the  malleable  metal,  the  eutectic  will  be  malleable.     Example, 
Pb-Sn.     Further,  if  the   alloy  then   consists   of  a  malleable 
eutectic  and  the  malleable  metal  of  the  series,  it  will  be  malle- 
able.    The  alloys  consisting  of  the  malleable  eutectic  and  the 
non-malleable  metal  will  be  malleable  only  when  the  amount  of 
the  non-malleable  metal  as  "  excess "  is  small. 

For  Case  ICa  and  b.  The  two  metals  form  an  interrupted 
series  of  mixed  crystals  when  solid.  1.  If  both  metals  of  the 
series  are  malleable,  the  whole  series  of  alloys  is  malleable.  2. 
If  one  metal  only  is  malleable,  those  alloys  which  are  rich  in 
the  metal  are  malleable.  Example,  Cu-Ag;  Ni-Au. 

For  Case  1 1  A.  The  two  metals  form  compounds  represented 
in  the  freezing-point  curve  by  maxima,  and  which  enter  into 
the  composition  of  mixed  crystals  in  the  series.  All  alloys  of 
a  series  in  this  class  are  non-malleable. 

For  Case  I  IB.  The  two  metals  form  compounds  which  dis- 
sociate before  they  melt;  e.g.  the  freezing-point  curves  show 
inflections.  Generally  speaking,  alloys  coming  under  this  case 
are  non-malleable.  It  is  very  noticeable  that  a  malleable  metal 
is  made  decidedly  brittle  by  the  addition  to  it  of  a  small  amount 
of  compound  into  which  it  enters  as  a  constituent  and  with 
which  it  can  form  mixed  crystals.  Example,  Cu-Cd. 

An  alloy  consisting  of  a  conglomerate  of  two  types  of  mixed 
crystals,  the  first  of  which  only  is  rich  in  a  malleable  metal)  can 
itself  be  malleable  only  when  the  second  mixed  crystal  is  pres- 
ent in  small  amount.  Example,  Cu-Sn;  Cu-Zn.  Instances, 
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however,  arise  where  certain  alloys  under  this  case,  while  not 
malleable  at  ordinary  temperatures,  may  be  malleable  at  high 
temperatures.  Example,  certain  alloys  in  the  Al-Cu  series. 

For  Case  lAa,  b,  c.  The  two  metals  form  a  continuous  series 
of  mixed  crystals.  If  the  two  component  metals  are  malleable, 
the  whole  series  into  which  they  enter  is  malleable.  Example, 
Cu-Ni;  Ni-Co;  Cu-Pd;  Ag~Au.  If  but  one  metal  of  the 
series  is  malleable  the  alloys  rich  in  this  metal  are  malleable. 
When  neither  metal  of  the  series  is  malleable,  not  any  of  the 
alloys  are  malleable.  Example,  Bi-Sb. 

4.  Specific  Gravity  and  Volume  of  Alloys.  —  The  specific 
volume  is  defined  as  the  reciprocal  of  the  specific  gravity. 

Thus,  the  specific  gravity  of  lead  =  11.376.     The  specific 

volume  is  — — -  =  0.08791. 
11.376 

In  the  case  of  IB,  viz.,  the  two  component  metals  form  a 
conglomerate  of  the  pure  substances,  the  specific  gravity  curve 
and  the  specific  volume  curve  are  straight  lines.  (Fig.  45  A.) 
In  the  case  of  the  formation  of  mixed  crystals  there  is  a 
slight  contraction  of  the  specific  volume  from  that  which  is  to 
be  expected  from  the  mixture  of  a  given  proportion  of  the  two 
components.  Fig.  45  C.  represents  the  curve  of  specific  volume 
in  this  case. 

In  the  case  of  chemical  compound  forming  (Cases  II A  and 
JIJB),  the  formation  of  the  chemical  compound  is  usually  accom- 
panied by  a  contraction  of  the  specific  volume,  although  there 
may  be  an  increase  of  the  specific  volume,  hence  an  increase  in 
specific  gravity  and  the  hardness.  Fig.  45  D. 

5.  Magnetic  Properties  of  Alloys.  —  Certain  magnetites  (lode- 
stone)  possess  the  property  of  attracting  iron  and  nickel  and 
cobalt.  These  are  called  the  natural  magnets.  Their  mag- 
netism is  permanent.  Pure  iron,  nickel,  and  cobalt  will  become 
magnetized  when  in  contact  with  a  permanent  magnet,  or  by 
means  of  induction  by  the  electric  current,  but  when  the  excit- 
ing cause  is  removed,  their  magnetism  ceases.  They  become 
magnets,  due  to  a  superior  permeability  to  the  so-called  lines 
of  force.  Certain  alloys  of  iron,  such  as  medium  and  high 
carbon  (1.5  per  cent.)  steels,  and  tungsten  and  molybdenum 
steels,  have,  however,  in  distinction  to  pure  iron,  the  property 
of  becoming  permanent  magnets.  Their  permanent  retention 
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FIG.  45.  —  Specific  volume  curves  in  relation  to  freezing-point  curves. 
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of  magnetism  is  due  to  what  is  rather  vaguely  called  their 
"  coercive  force."  Alloys  of  this  land  are  of  great  value  in  the 
electrical  industry  for  the  construction  of  permanent  magnets. 
The  most  common  material  for  this  purpose  is  a  steel  containing 
from  0.8  per  cent,  to  1.2  per  cent,  carbon.  Tungsten  steels1 
containing  from  1.0  per  cent,  to  0.6  per  cent.  C  and  3  per  mil;, 
to  5.5  per  cent.  W  are  also  much  used,  largely  for  physical  mag- 
netic and  electric  apparatus.  Molybdenum  steels  containing 
from  1  per  cent,  to  1.25  per  cent.  C  and  3  to  4  per  cent.  Mo 
are  also  employed  for  the  same  purpose. 

Chromium,  copper,  nickel,  and  silicon  in  steels  of  low  car- 
bon contents,  less  than  0.5  per  cent.,  increase  the  intensity  of 
the  residual  magnetization  somewhat,  but  have  not  this  effect; 
on  high-carbon  steels. 

Manganese  up  to  2  per  cent,  has  practically  no  influence. 
Hadfield's  manganese  steel  (13  per  cent.  Mn)  in  the  quenched 
condition  (viz.,  chilled  in  water  from  a  high  temperature)  is 
not  magnetizable,  and  in  the  annealed  condition  (viz.,  reheated) 
only  slightly  so.  If  7r  denote  the  "intensity  of  residual  mag- 
netization "  per  cu.  cm.,  viz.,  permanent  magnetism,  in  c.  g.  s. 
units  (dynes),  which,  however,  varies  with  a  number  of  factors, 
chiefly  the  shape  of  the  magnet,  the  relative  value  of  different, 
materials  for  permanent  magnets  is  shown  below. 

TABLE  XXII.     MAGNETISM  OP  STEELS 


Substance 

IT  (in  tly 

20S 
•UK) 
530 
5-10 

5;io 

500 

Steel  containing  0.06 
0.49 
"            "         1.21 
1.07 
1.02 
1.59 
1.24 
1.72 

per  cent,  carbon  .  .  . 

tt  it  n 

«  tt  it 

"  "  "  and 
tt  tt  it  it 

u  it  u  (t 

it  it  a  lc 

(i  <(  it  u 

3.40 
2.07 
5.50 
4.00 
3.90 

Cr  

W  

W  

Mo  

Mo.    .  . 



In  order  to  produce  permanent  magnets  from  the  above 
steels  it  is  essential  that  they  be  quenched  from  somewhat  above 

'Madame  Sklodowska  Curie,  Bui.  de  la  Soc.  d'Eneouwnl  pour 
1  Industrie  Nationale,  Jan,  1898,  and  Metallographist,  Vol.  I. 
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their  " critical  temperatures7'  Ac2-Ac3j  viz.,  that  at  which  the 
alloy  changes  from  a  magnetic  to  the  non-magnetic  condition  on 
heating.  This  critical  point  varies  with  the  nature  of  the  alloy, 
since  carbon  and  the  other  alloying  substances  shift  its  position. 
Roughly,  it  will  lie  between  about  700°  and  900°  C.  If  it  be 
quenched  from  below  the  critical  temperature  the  residual  mag- 
netism will  be  comparatively  slight. 


100°. 


Non-Magnetic 


Irreversible 
Steels 


Reversible  Steels 


100  %NI 


FIG.  46.  —  Magnetic  diagram  of  nickel-steel. 

As  already  stated  under  the  caption  "  Expansion  of  Alloys/' 
certain  metals  added  to  iron  modify  its  magnetic  properties. 
Chief  among  these  substances  are  nickel  and  manganese.  In 
Fig.  46  is  shown  a  somewhat  diagrammatic  curve  of  the  magnetic 
critical-  points  of  the  iron-nickel  series.  It  will  be  noted  that  the 
alloys  are  divided  into  the  "reversible,"  over  26  per  cent,  nickel, 
and  the  "  irreversible,"  under  26  per  cent,  nickel.  Taking  an 
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alloy  of  the  composition  A-B,  about  10  per  cent,  nickel1  in 
a  normally  cooled  state  at  temperature  t°  (room  temperature), 
it  will  be  magnetic.  On  reheating  it,  it  will  not  change  its 
magnetic  properties  on  passing  the  point  b  on  the  lower  curve, 
but  will  cease  to  be  magnetic  on  passing  the  point  a  on  the 
upper  curve.  If  now  the  same  alloy  be  cooled,  it  will  not 
change  its  magnetic  properties  on  passing  a,  but  will  become 
magnetic  on  passing  b  on  the  lower  curve. 

Again  taking  an  alloy  of  X-Y  composition,  about  26  per 
cent,  nickel,  in  a  normally  cooled  state  at  the  temperature  t° 
it  will  be  non-magnetic.  If  it  now  be  heated  to  600°  C.,  e.g. 
to  p,  it  will  not  change  its  magnetic  properties  and,  on 
cooling  down  again  to  t°,  will  pass  through  no  change  in  its 
condition.  If  now,  however,  it  be  cooled  to  the  point  K, 
somewhere  below  zero  degrees,  it  will  become  magnetic,  and 
stay  so,  on  reheating,  until  it  passes  the  point  p  on  the  upper 
curve,  when  it  will  become  non-magnetic. 

This  peculiar  state  of  things  seems  to  be  due  to  a  very 
decided  "lag"  in  the  reaction  of  the  change  of  gamma  iron  to 
alpha  iron  and  vice  versa,  which  is  an  instance  of  "  hysteresis," 
mentioned  briefly  in  Chapter  -II.  The  hysteresis  increases 
with  the  percentage  of  nickel  up  to  26  per  cent. 

With  steels  over  26  per  cent,  nickel  the  hysteresis  seems  to 
be  constant  (about  50°).  For  instance,  a  steel  containing  C~D 
per  cent,  nickel  is  non-magnetic  to  the  point  y,  on  cooling, 
and  then  becomes  magnetic.  On  reheating  it  will  change 
from  the  magnetic  to  the  non-magnetic  state  at  x. 

Recurring  again  to  a  steel  of  about  24  per  cent,  nickel,  it  will 
be  seen  that  if  cooled  from  a  high  temperature  to  room  tem- 
perature, it  will  be  non-magnetic,  but  if  it  should  be  now  cooled 
to  just  below  zero,  it  will  become  magnetic  and  stay  so  at  room 
temperature  and  above.  Steels  of  this  approximate  compo- 
sition may  therefore  be  either  magnetic  or  non-magnetic  at 
ordinary  temperatures,  dependent  upon  the  thermal  treatment 
tney  have  passed  through. 

In  further  reference  to  the  expansion  of  the  irreversible 

Soci^^^ 
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nickel  alloys  mentioned  in  this  chapter  as  connected  with  the 
magnetic  properties,  it  has  been  noted  that  when  alloys  of 
this  class  pass  the  lower  transformation  curve  on  cooling,  i.e. 
pass  from  gamma  to  alpha  iron,  an  increase  in  volume  occurs.1 
The  15  per  cent,  nickel  alloy  contracts  on  cooling  until  it 
reaches  130°  C.,  where  it  crosses  the  lower  transformation 
curve,  and  then  it  expands,  as  the  gamma  iron  changes  to 
alpha  iron,  and  keeps  expanding  until  all  of  the  gamma  iron 
is  transformed. 

Au  interesting  occurrence  of  magnetic  alloys  composed  of 
non-magnetic  metals  is  that  of  Heusler's  magnetic  alloys.2  It 
has  a  bearing  on  the  theory  of  magnetism,  in  so  far  as  their 
existence  may  be  considered  to  furnish  proof  that  magnetism 
may  not  be  a  property  inherent  in  a  particular  body,  but  is 
the  result  of  certain  forms  of  molecular  groupings.  Heusler's 
magnetic  alloys  are  alloys  of  manganese-copper  alloyed  with 
certain  percentages  of  aluminium.  Table  XXIII  gives  some 
typical  analyses. 

TABLE  XXIII.      ANALYSES  OF  HEUSLER'S  ALLOYS 


Number 

1 

2 

3 

4 

5 

6 

Silicon 

% 
008 

% 
0.07 

% 
0.02 

% 
0.16 

% 
0.17 

% 
0.05 

Load  ;       

0.07 

0.07 

0.13 

2.03 

3.14 

3.84 

Copper  

64.49 

70.14 

75.83 

59.43 

65.22 

73.68 

M  tin  jriinoHO 

20.39 

18.03 

14.66 

22.60 

19.76 

13.73 

Aluminium        

13.25 

10.03 

8.64 

14.50 

11.13 

8.33 

Iron  

1.05 

0.99 

0.55 

1.31 

0.67 

0.46 

The  basis  of  the  magnetic  alloys  is  an  alloy  of  30  per  cent, 
manganese -70  per  cent,  copper,  to  which  varying  amounts  of 
aluminium  are  added.  The  magnetic  property  of  these  alloys 
depends  upon  the  amount  of  aluminium  present  and  the  heat 

1  Guillaumc,  ilrid. 

2  Fr.  Hcualer,  W.  Stark  und  E.  Haupt,  Verhandlung  der  Physikalischen 
Ocaollschaft,  Vol.  V,  p.  219  (1903);  Zeit.  Anorg.  Chemie,  Vol.  LXI,  p.  265, 
A.  D.  Ross  und  R.  C.  Gray,  Zeit.  Anorg.  Chemie,  Vol.  LXIII,  p.  349;  Experi- 
ments on  the  Hcusler  Magnetic  Alloys,  K.  E.  Guthe  and  L.  W.  Austin,  Bui. 
Bureau  of  Standards,  Vol.  II,  p.  297. 
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and  mechanical  treatment  through  which  the  alloy  has  passed. 
(See  iron-nickel.)  The  manganese-copper  alloys  themselves  are 
non-magnetic.  The  greatest  magnetic  intensity  occurs  when 
13  per  cent,  aluminium  are  added  to  87  per  cent,  of  manganese-* 
copper.  Heusler  believes  that  the  magnetic  properties  of  these 
alloys  are  due  to  the  presence  of  isomorphous  mixtures  of  the 
compounds  AlCu3  and  AlMn3  which  are  supposed  to  be  strongly 
magnetic. 

6.  The  Tensile  Strength  and  Elastic  Limit  of  Alloys.  —  No 
well-defined  laws  of  tensile  strength  or  elastic  limit  of  alloys 
as  based  on  their  constituents  are  known.  It  is  well  established 
that  the  addition  pf  very  small  quantities  of  alloying  substances 
very  materially  affects  the  strength  of  various  metals,  either 
increasing  or  decreasing  the  same.  A  well-known  example  of 
this  is  steel,  an  alloy  of  iron  and  carbon  in  certain  proportions, 
in  which  comparatively  small  amounts  of  carbon  (0.15  and  0.20 
per  cent.),  combined  with  minute  quantities  of  other  substances 
(Mn,  P,  S,  and  Si),  affect  enormously  the  ultimate  strength, 
elastic  limit,  etc.  of  the  iron.  This  alloy  is  not  treated  further 
in  this  volume  as  it  is  practically  a  subject  in  itself.  Examples 
of  the  tensile  strength  of  alloys  are  given  in  Chapter  IV. 

Sir  William.  Roberts-Austen1  has  conducted  an  elaborate 
investigation  of  the  influence  of  certain  small  amounts  of  other 
metals  on  the  tensile  strength  and  ductility  of  gold,  gold  being 
shosen  as  it  is  obtainable  in  a  very  pure  state,  is  not  subject  to 
)xidation,  and  does  not  contain  much  occluded  gas.  The  amount 
)f  foreign  substance  added  did  not  exceed  0.21  per  cent,  of  the 
veight  of  the  gold,  an  exceedingly  small  quantity.  The  follow- 
ng  table  gives  the  data  of  these  experiments: 

1  Proc.  Royal  Society,  Vol.  XLIII  (1888),  p.  425,  and  Phil.  Trnnn.,  Vol. 
)LXXIX  (1888),  A.  p.  339. 
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Name  of  Element 
Added 

Ultimate  Tensile 
Strength 
Lbs.  per  sq.  in. 

Elongation 
Per  cent,  (on  3  in.) 

^P-*y    ivoi^of 

Percent.      |    Impurity 

Pure  gold 

14,000 
Less  than  1,000 
1,000 
7,760 
8,340 
12,420 
12,420 
12,000 
13,760 
14,200 
14,200 
15,080 
15,520 
15,980 
15,980 
16,440 
17,740 
17,740 

30 
Not  perceptible 

if                      tl 
H                      U 

4.9 
8.6 
12.3 
? 
44.0 
33.3 
32.6 
28.4 
25.0 
29.7 
26.5 
43.5 
21.0 
25.5 

None       | 
Less  than  0.2 
0.210 
0.186 
0.240 
0.193 
0.196 
0.203 
0.202 
0.200 
0.205 
0.205 
0.21 
0.207 
0.290 
0.193 
0.201 
0.186 

45.1 
20.9 
20.5 
18.0 
17.2 
16.2 
17.9 
12.9 
10.1 
9.4 
9.1 
8.4 
6.8 
15.3 
7.0 
11.8 
10.6 

Potassium    

Bismuth 

Tellurium  .... 

Lead  

Thallium   

Tin         

Antimony  
Cadmium  

Silver   

Palladium       .    .  . 

Zinc          

Rhodium 

Manganese    

Iridium 

Copper           .    ... 

Lithium   

Aluminium        .  .  . 

CHAPTER  VI 
THE  MEASUREMENT  OF  HIGH  TEMPKRATUKK 

THE  measurement  of  high  temperature  is  rapidly  becoming 
recognized  as  a  matter  of  much  importance  in  metallurgical 
and  other  industrial  operations.  Brick  and  pottery  works, 
cement  plants,  glass  works,  galvanizing  and  tinning  works, 
and  certain  chemical  works  employing  comparatively  high 
temperatures,  habitually  measure  temperatures  of  certain  opera- 
tions. Many  iron  and  steel  plants  use  pyrometers  constantly 
in  heating  and  annealing  furnaces;  for  the  determination  of 
the  temperature  of  hot  blast  for  blast  furnaces;  for  occasional 
determinations  of  the  temperature  in  rolling  rails  and  structural 
iron;  and  other  occasional  temperature  determinations.  Metal- 
lurgic  plants  treating  other  metals  than  iron  use  pyrometers 
for  the  determination  of  temperatures  of  ore  roasting  furnaces; 
temperature  of  gases  in  flues.  Tool  works  use.  them  for  tem- 
perature determinations  of  annealing  and  tempering  and  case- 
hardening  operations;  galvanizing  and  tinning  works,  for  (he 
determination  of  galvanizing  and  tinning  baths,  and  many  other 
plants  also  use  them  wherever  the  working  temperature  of  the 
process  employed  is  an  essential  feature.  In  general  it  is  becom- 
ing recognized  that  an  accurate  knowledge  and  record  of  the 
temperatures  employed  in  certain  processes  is  vital  to  the  pro- 
duction of  a  high-grade  uniform  product. 

The  types  of  pyrometers  employed  are  many,  amongst, 
which  the  following  are  the  most  important: 

1.  Gas  pyrometers;    based  on  the  change  of  pressure  of  a, 
mass  of  gas  at  constant  volume  when  subjected  to  varying  tern- 
perature,  and  other  similar  types. 

2.  Calorimetric  pyrometers;   based  on  the  determination  of 
the  total  heat  in  a  mass  of  metal. 

3.  Radiation  pyrometers;    based  on  either  the  total   heat 
radiated  by  the  hot  body  to  be  measured,  or  the  photometric 
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measurement  of  radiation  of  a  given  wave  length  of  a  definite 
portion  of  the  visible  spectrum. 

4.  Electric  resistance  pyrometer;   based  on  the  variation  of 
electric  resistance  of  platinum  with  temperature. 

5.  Thermo-electric  pyrometer;    based  on  the  measurement 
of  the  e.m.f.   developed  by  the  difference  in  temperature  of 
two    similar    thermo-electric    junctions    opposed    one    to    the 
other. 

G.  Contraction  pyrometer;  based  on  the  permanent  con- 
traction of  clayey  materials  when  submitted  to  somewhat  high 
temperature. 

7.  Fusible  Seger  cones;  based  on  the  fusing  points  of  vari- 
ous definite  mixtures  of  certain  substances. 

In  this  work  only  those  methods  generally  and  widely  applicable 
are  discussed  in  detail  as  regards  principle  and  application  — 
namely : 

1.  The  thermo-electric  pyrometer. 

2.  The  platinum  resistance  pyrometer. 

3.  The  radiation  pyrometer,  measuring  total  radiant  energy. 

4.  Seger  cones. 

Temperature  Scales.  —  Temperature  is  the  "heat  effect77 
or  the  "heat  pressure"  of  a  body  and  is  strictly  not  a  meas- 
urable quantity.  The  assignment  of  numerical  values  to  tempera- 
ture involves  several  steps,  and  not  only  that  of  choosing  a 
unit  of  measurement  as  in  measuring  length  or  mass.  It  is 
essential  that  "we  have:  First,  some  substance  to  serve  as  the 
thermo-metric  body;  second,  the  choice  of  some  property  of 
the  body  which  changes  with  the  temperature;  third,  two 
standard  thermal  states  which  are  constant  under  given  con- 
ditions, e.g.  melting  ice,  and  boiling  water;  fourth,  the  scale  or 
number  of  units  between  these  standard  temperatures,  or  thermal 
states.  The  normal  thermometer,  to  which  practically  all 
thermometers  are  standardized,  is  the  hydrogen  gas  thermometer 
under  the  following  conditions :  Hydrogen  gas  at  1000mm.  pres- 
sure, the  effect  measured  is  the  change  of  pressure  at  constant 
volume;  the  two  standard  thermal  scales  are  melting  ice,  and 
vapor  arising  from  boiling  water  at  normal  atmospheric  pres- 
sure; the  scale  chosen  between  these  points  is  100  units,  melting 
ice  being  taken  as  zero,  andthescale  is  called  Centigrade  or  Celsius. 
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In  the  normal  thermometer  hydrogen  is  used;  since  the  co- 
efficient of  expansion  a  =  —  in  the  laws  of  Mariotte  &  Gay 

Lussac;  viz., 

ViVi      1  ~r  a  ti 

£ —  = _   or  pV  —  j 

PQ^Q  1  "I      (I   iff) 

does  not  vary  with  pressure  as  it  does  slightly  with  other  gases. 
In  this  instance  the  temperature  ^  and  t()  are  assumed  as  those  of 
known  thermal  states,  viz.,  melting  ice  and  boiling  water,  the 
interval  comprising  100  units,  which  are  not  those  indicated  by 
the  mercury  thermometer,  but  closely  approximate  it.  These 
points  thus  furnish  the  basis  of  the  gas  scale,  which  then,  from 
the  nature  of  the  gas  laws,  is  a  uniform  scale  even  for  very  high 
temperatures. 

Hydrogen  is,  however,  not  a  suitable  gas  to  use  for  the 
measurement  of  high  temperatures,  and  air  and  nitrogen  have 
been  employed  in  gas  pyrometers,  the  temperature  being  carried 
up  to  115°C.  by  Holborn  &  Day,  with  a  constant  volume  nitro- 
gen gas  pyrometer.  At  these  temperatures  the  coefficient  a 
does  not  vary  materially  from  that  of  hydrogen.  From  what  has 
been  said  it  is  evident  that  as  the  estimation  of  temperature 
depends  upon  a  considerable  number  of  factors,  the  tempera- 
ture indication  of  the  several  methods  of  pyromctry,  viz., 
thermo-electric  couples,  platinum  resistance  pyrometers,  radia- 
tion pyrometers,  must  be  related  to  the  normal  scale  of  tempera- 
tures, viz.,  the  gas  scale.  This  establishment  of  relationship 
implies  the  determination  of  the  fixed  thermal  states  such  as 
boiling  water,  boiling  sulphur,  melting-point  of  certain  metals 
by  both  the  standard  methods,  viz.,  the  gas  pyrometer,  and  the 
other  method  in  question,  and  then  relating  the  data  by  proper 
formula,  in  which  are  involved  the  parameters  of  temperature 
and  that  property  of  the  body  undergoing  change  with  tem- 
perature which  is  measured,  as  for  instance,  in  thermo-electric 
couples,  the  electromotive  force,  and  in  the  platinum  resist- 
ance pyrometer  the  variable  electric  resistance. 

This  work  has  been  done  by  Holborn  &  Day  up  to  1150°  (). 
for  the  thermo-couple,  and  by  J.  Harker  up  to  1000°  C.  for  the 
platinum  resistance  pyrometer.  Above  these  temperatures  the 
thermo-couple  scale  and  the  platinum  resistance  scale  arc  based 
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on  the  assumption,  that  the  laws  relating  to  temperature  and  the 
specific  property  of  the  pyrometric  substance  measured,  are 
true  above  the  stated  temperature  as  they  are  below  it.  This 
is  very  nearly  true  for  the  thermo-couple  to  about  1500°  C.  (as 
checked  by  radiation  measurements  referred  to  further  on),  but 
above  1.100°  C.  we  have  no  laws  relating  the  gas  scale  to  the 
platinum  resistance  scale,  so  that  this  latter  form  of  pyrometer 
is  practically  limited  to  this  temperature. 

THE  THERMO-COUPLE. l 

General  Theory.  —  Let  Fig.  47  represent  a  thermo-couple, 
one  wire  of  which  is  of  pure  platinum  and  the  other  of  platinum 
alloyed  with  10  per  cent,  rhodium.  If  the  junction  Ay  called  the 
hot  junction,  be  heated  to  T°,  and  junction  J5,  at  room  tem- 
perature t°,  be  called  the  cold  junction,  then  a  certain  current 


Plafimini  Wire 


FIG.  47.  —  Diagram  of  thermo-couple. 

will  flow  through  the  closed  circuit,  induced  by  an  electro-motive, 
force  E.  Following  the  general  convention  that  the  current  flows 
along  the  positive  wire  and  returns  by  the  negative  wire,  it  will 
be  seen  that  the  electro-motive  force  originating  at  junction 
A  induces  a  current  flowing  to  the  right  in  the  direction  of  the 
arrows,  while  the  electro-motive  force  originating  at  junction  B 
induces  a  current  flowing  to  the  left  in  the  direction  of  the  arrows. 
It  follows,  therefore,  that  the  electro-motive  force  of  the  couple 
which  causes  a  current  to  flow  is 

E'  -  E" 

E'  being  the  electro-motive  force  due  to  junction  A. 

E"  being  the  electro-motive  force  due  to  junction  B. 

Therefore,  E  =  W  -  E",  or  E'  =  E  +  W. 

The  definite  or  specific  electro-motive  force  of  any  couple 
is  a  function  of  the  materials  of  which  the  couple  is  composed  and 
the  difference  in  temperature  between  the  two  junctions. 

1  For  complete  data  consult  Franz  Peters,  Thermoelernente  und  Therrno- 
sftulon,  W.  Knapp,  Halle,  1908. 
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In  order,  therefore,  to  determine  the  temperature  T  (above 
0°  C.)  of  the  hot  junction  A,  it  becomes  essential  to  find  the 
e.m.f.  -  E',  since  the  e.m.f.  H,  which  is  ordinarily  measured, 
is  due  to  the  algebraic  sum  of  two  electro-motive  forces,  and 
does  not  represent  that  of  the  hot  junction  A.  The  simplest 
method  of  determining  the  value  of  T  above  O°  O.  is  to 
reduce  the  temperature  of  the  junction  B  to  zero  degrees; 
for  since  the  electro-motive  force  is  a  function  of  the  differ- 
ence in  temperature  between  the  two  junctions,  then  in  this 
case  the  measured  electro-motive  force  E  is  that  due  to  the 
temperature  of  the  hot  junction  T  above  0°  0.,  viz.,  what 
we  desire. 

The  relation  between  electro-motive  force  and  temperature 
is  expressed  by  Holman  by  means  of  the  following  formula  for 
temperatures  above  250°  C.  For  platinum -platinum  rhodium, 
and  platinum  -  platinum  iridium  couples,  with  the  cold  junc- 
tion at  0°C.,  log  e  =  a  log  t  +  b,  in  which  e  =  e.m.f.  expressed 
in  micro  volts  (millionths  of  a  volt),  £=  temperature  of  hot  junc- 
tion in  degrees  C.  above  0°,  a  and  />  =  constants  depending  on 
the  composition  of  the  couple.  This  represents  very  nearly  a 
straight  line. 

The  equation  does  not  apply  to  temperatures  below  250°  C., 
a  region  in  which  the  thermo-couple  is  comparatively  insensitive. 
For  the  lower  temperatures  a  rather  complicated  parabolic 
formula  applies,  so  that  the  ratio  between  e.m.f.  and  tempera- 
ture as  observed  at  the  higher  temperatures  no  longer  is  true. 
In  this  lower  range  the  electro-motive  force  comes  up  relatively 
much  slower  than  the  rise  of  temperature.  It  is  evident  that  if 
the  curve  were  a  straight  line  throughout,  viz.,  from  zero  degrees 
C.  on,  then  in  the  measurement  of  any  temperature,  at  which 
the  cold  junction  was  not  at  zero,  it  would  be  correct,  in 
determining  the  temperature  of  the  hot  junction,  to  read  the 
electro-motive  force,  convert  it  into  temperature  by  means  of 
the  formula,  and  add  to  this  the  temperature  of  the  cold  junction, 
in  order  to  get  T,  or  the  temperature  of  the  hot  junction  above, 
zero  degrees.  This,  however,  is  not  correct  for  the  reasons 
stated,  and  it  is  customary,  in  order  to  obtain  the  temperature 
of  the  hot  junction  above  zero  degrees,  to  add  to  the  temperature 
obtained  by  the  e.m.f.  reading  one-half  of  the  temperature  of 
the  cold  junction. 
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Even  this,  however,  is  by  no  means  rigorously  correct,  and  leads 
often  to  appreciable  error,  as  the  above  correction  factor  of 
0.5  is  based  on  the  constants  of  a  specific  couple.  The  constants 
a  and  b  given  in  the  preceding  equation  are  apt  to  vary  with 
each  individual  couple,  although  supposed  to  apply  to  all  couples 
of  the  same  composition.  This  is  no  doubt  due  to  the  fact  that 
it  is  practically  impossible  to  obtain  any  amount  of  a  metal 
or  an  alloy  of  the  nature  employed  in  couples  of  absolute  homo- 
geneity. 

Offerhaus  and  Fischer 1  recommend,  in  accurate  tempera- 
ture determinations,  the  taking  of  the  e.m.f .  reading,  due  to  the 
difference  in  temperature  between  the  hot  and  the  cold  junction, 
and  then  adding  to  this  the  e.m.f.  due  to  the  temperature  of 
the  cold  junction,  calculated  by  means  of  a  parabolic  formula 
as  mentioned,  from  the  temperature  of  the  cold  junction,  and  from 
this  sum,  determine  the  temperature  of  the  hot  junction  above 
zero  degrees  C. 

It  is,  however,  more  desirable,  whenever  possible,  to  keep 
the  cold  junction  at  zero  degrees  C.  and  avoid  any  error,  due 
to  inaccurate  correction  factors,  or  to  avoid  calculation.  The 
cold  junction  is  again  referred  to  in  the  following  pages. 

The  Galvanometric  Method  of  Measuring  Temperature. — 
In  Fig.  48  let  A xy  represent  a  thermo-couple  of  platinum 
and  platinum-rhodium  having  its  hot  junction  A  in  a  heated 
space  (furnace,  crucible,  etc.),  and  at  x  and  y  let  it  be  joined 
by  suitable  connectors  to  the  copper  leads  xo  and  yp,  which 
in  turn  are  connected  to  the  binding  posts  of  the  galvanome- 
ter Ri.  The  resistance  of  the  wires  of  the  thermo-couple  is 
expressed  by  r'  and  will  vary,  as  during  the  heating  of  the 
junction  a  portion  of  the  wires  will  become  hot  and  their 
resistance  increases  as  the  temperature  rises.  The  resistance 
of  the  copper  conductors,  which  are  of  ample  cross-section,  is 
r]  the  resistance  of  the  galvanometer  is  Rt.  In  the  figure 
there  is  shown  a  second  large  resistance  JR,  which  is  usually 
absent,  but  is  inserted  in  this  instance  for  the  purpose  of 
illustration. 

If  the  junction  A  now  be  heated,  an  electro-motive  force 
is  generated  at  A,  which  will  cause  a  current  to  flow  through 

^old  Junction  Temperature  Corrections,  Electro-Chemical  and  Met. 
IncL,  Vol.'  VI,  p.  362. 
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the  circuit.  This  current  (amperage)  will  cause  a  deflection 
of  the  galvanometer  needle.  Let  it  be  assumed  that  the  junction 
A  is  heated  to  TQ,  which  will  cause  an  e.m.f.  E  to  be  generated, 
the  value  of  which  is  dependent  on  the  difference  in  tempera- 
ture between  A  and  that  of  the  cold  junction.  (What  the  cold 
junction  is  in  this  case  will  be  explained.)  The  current  flowing 
in  the  circuit  is  expressed  by  Ohm's  law  as  follows: 

E 

1.  C  =  — ,   n    ,  p.     The  current  C  causes  a  deflection 

r'  +  r  +  Ri  +  R 

of  the  galvanometer  needle  of  say  a  degrees.  If  now  the  resist- 
ance R  is  cut  out,  the  above  equation  becomes 

E 

2,  0i  __ ^—  and  the  deflection   of  the   galvanometer 

T   "T  T  "T  HI 

needle  is  a1  degrees.  Now  noting  that  there  has  been  no  change 
in  E  (e.m.f.),  it  becomes  at  once  apparent  that  we  may  define 


Junction 
A 


FIG.  48.  —  Galvanometer  method  of  mouHuring  temperatures. 

certain  conditions  for  this  method,  in  order  to  be  able  to  meas- 
ure temperatures  by  means  of  it,  viz.,  as  follows: 

That  to  have  the  galvanometer  deflect  solely  In  accordance 
with  the  electro-motive  force,  viz.,  the  current  generated,  the 
resistance  of  the  galvanometer  must  be  proportionately  very 
large  to  that  of  the  rest  of  the  circuit,  so  that  any  change  in 
the  resistance  of  the  leads  of  the  thermo-couple,  clue  to  increas- 
ing temperature  of  the  wires,  or  a  change  in  the  resistance  of 
the  copper  leads,  due  to  a  shortening  or  lengthening,  as  the  set- 
up may  require,  will  have  practically  no  influence  on  the  cur- 
rent generated  by  the  fixed  e.m.f. 

That  is,  R!  must  be  so  large,  in  comparison  to  r  and  r',  that 
even  if  these  latter  change,  the  value  of  the  fraction  in  equations 
1  and  2  above  is  practically  not  affected.  This  is  easily  accom- 
plished if  ft  is  between  350  and  400  ohms,  and  r  +  r'  does  not 
vary  more  than  between  1  and  2  ohms,  for  E  is  always  very 
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small,  rarely  exceeding  20  millivolts  (0.020  volts),  so  that  the 
above  equations  become,  in  this  instance, 

1.   C    = 


1000  (400  +  1) 

2.    Cl  =  20 

1000  (400  +  2) 
viz.,  practically  identical. 

In  this  method  it  is  to  be  noted  that  the  electro-motive 
force  is  measured  in  terms  of  current  (amperage),  and  in  this 
way  is  dependent  on  the  resistance  as  shown.  The  type  of 
galvanometer  most  frequently  used  is  a  high-resistance  needle 
galvanometer  of  the  D'Arsonval  or  swinging  coil  type,  which 
is  readily  made  aperiodic  or  "  dead  beat/'  the  coil  coming  to 
rest  instantly  when  the  current  is  put  on  or  off. 

These  instruments  are  standardized  by  the  manufacturers 
and  provided  with  a  scale  reading  in  millivolts,  up  to  18  milli- 
volts, a  millivolt  being  0.001  volt.  Each  of  the  eighteen  divisions 
is  again  subdivided  into  ten  minor  divisions,  corresponding  to 
0.0001  volt  or  100  microvolts.  Some  of  the  '  galvanometers 
have,  above  the  millivolt  scale,  a  corresponding  temperature 
scale,  calculated  from  the  equation  for  the  couple  to  be  used  with 
the  galvanometer.  It  is  to  be  noted  that  this  temperature 
scale  holds  true  only  for  the  specific  couple,  or  couples  made 
from  one  mass  of  metal  thoroughly  homogeneous,  and  cannot 
be  used  indiscriminately  for  any  couple.  The  equation  for  any 
given  couple  is  worked  out  further  on  in  this  chapter. 

The  Cold  Junction.  —  What  is  meant  by  the  cold  junction, 
and  what  is  its  significance,  has  already  been  defined.  It  re- 
mains to  discuss  the  cold  junction  for  the  set-up  shown  in  Fig.  48. 
If  we  consider  a  thermo-couple  whose  cold  junction  ends,  instead 
of  being  soldered  together,  to  be  joined  by  a  very  short  piece 
of  copper  wire,  we  could  consider  this  copper  wire  as  the  cold 
junction  of  the  circuit;  it  follows,  therefore,  that  if  this  wire 
be  very  materially  lengthened  and  a  galvanometer  included  in 
its  course,  the  whole  circuit  from  the  thermo-couple  leads  on- 
ward may  be  considered  the  cold  junction,  rather  than  any  one 
point.  We  preferably  call  this  a  "cold  circuit."  In  order  to 
realize  a  true  junction,  an  extra  wire  of  platinum  is  necessary, 
as  shown  in  Fig.  49,  This,  however,  is  of  no  practical  importance, 
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and  experimentally  will  show  no  difference  in  results  from  Unit,  of 
the  ordinary  set-up.     In  order  to  conform  rigidly  to  theoretic 
requirements,  the  whole  cold  circuit  should  be  of  uniform,  tem- 
perature, and  as  already  outlined,  is  best  held  tit  zuro  degrees  ( \ 
The  reasons  for  a  uniformity  of  temperature  of  the  cold  circuit 
are  as  follows:   We  have  at  the  point  x  (Fig.  48),  a,  junction 
of  Pt  and  Cu;  at  the  point  y,  a  junction  of  an  alloy  Pt    Kh 
with  Cu;  near  the  points  o  and  pt  the  junction  of  ( -u  with  ( !er- 
man  silver   (of  the  galvanometer).     Each   of  these    junctions 
represents  a  thermo-couple  and  unless  the  whole  circuit,  be  of 
uniform  temperature,   electro-motive  forces  may   originate   at 
these  points,  which  will  give  rise  to  so-called  "parasite  currents," 
which  may  seriously  influence  the  result  due  to  the  main  hot 
junction  A.     It  follows,  therefore,  that  the   more   nearly    we 
confine  ourselves  to  the  use  of  one  metal  for  conductors  and 


Copper 


FIG.  49.  — Cold  junction,  connections. 

galvanometer,  the  more  completely  will  errors  from  this  source 
be  eliminated. 

It  is,  of  course,  usually  impossible  to  keep  the  whole  of  ( h0 
col<J  circuit  at  zero  degrees  C.,  and  by  experience  it  is  found 
sufficient  to  keep  the  junctions  of  the  couple  leads  with  the 
copper  conductors  at  a  uniform  known  temperature,  preferably 
as  nearly  zero  as  possible.  It  is  absolutely  essential  tbat'  ihe 
junctions  x  and  y  be  at  precisely  the  same  temperature  '  This 
is  best  done  by  the  device  shown  in  Fig.  50,  which  is  self-exnhn-i- 
tory.  ' 

An  accurate  thermometer  is  placed  in  each  tost  tube  for  ihe 
readings  of  the  junctions  and  to  insure  their  uniformity.     It 
is  sometimes  necessary  to  place  ice  into  the  tost  tubes  "them 
selves  to  get  the  temperature  of  the  junctions  to  zero  degrees  ( ' 
If  the  junctions  are  not  at  zero  degrees  but  near  it,  it  will   be 
sufficiently  accurate  to  add  one-half  the  reading  of  the  cold 
junction  to  that  obtained  for  the  hot  junction  by  the  calculation 
of  temperature  from  the  measured  e.m.f.     There  are  on   the 
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market  jacketed  copper-ice  vessels  for  the  cold  junction  arrange- 
ment.    (See  Fig.  52.)     The  "cold  circuit"  not  included  in  the 
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FIG.  50.  —  Cold  junction  set-up. 

"cold  junction"  should  be  kept  at  a  uniform  room  tempera- 
ture. 

General  Data  on  Platinum-Platinum  Alloy  Thermo-Couples. — 

As  already  stated,  we  have  no  common  formula  applying  to 
all  Pt,  Rh-Pt,  or  Pt;  Ir-Pt  couples  relating  temperature  to 
electro-motive  force,  but  in  the  general  equation 

log  e  =  a  log  t  +  b 

the  constants  a  and  6  must  be  determined  for  a  given  couple. 
With  these  determined,  a  curve  may  be  constructed  with  tem- 
peratures as  ordinates  and  e.m.f.  as  abscissae,  from  which  tem- 
peratures corresponding  to  any  given  indicated  e.m.f.  can  be 
directly  read  off.  The  fixed  temperature  points  against  which 
any  given  couple  is  standardized  are  the  boiling-point  of  sulphur 
(444.6°  G.,  at  760  mm.  pressure  with  a  variation  of  0.095°  per 
mrn.  change  of  mercury  pressure) ;  the  freezing-point  of  pure 
zinc  (410°  C.);  the  freezing-point  of  pure  gold  (1065°  C.);  and 
the  freezing-point  of  pure  copper  under  reducing  conditions 
(1084°  C.). 

The  highest  temperature  to  which  the  thermo-couple  may 
safely  be  applied  is  about  1600°  C.  It  is  sometimes  desirable 
to  have  a  fixed  point  above  that  of  copper  to  standardize  to, 
and  in  this  case  pure  platinum  is  used — 1753°  C.  This  point 
is  determined  by  a  special  method  described  further  on. 

The  metals  and  the  alloys  of  Pt-Rh  and  Ir,  are  used  for 
thermo-couples,  because  they  may  be  obtained  in  states  of  great 
purity,  give  a  comparatively  high  electro-motive  force  for  a  given 
temperature,  are  practically  unoxidizable  and  unattacked  by 
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other  agents   than  oxygen,  and   withstand   a    high    tempera- 
ture. 

Platinum  and  platinum  alloys  are  made  brittle  by  heating 
for  a  long  time  to  1000  to  1200°  C.  The  brittleness  is  probably 
due  to  crystallization.  Pt-Ir  is  especially  susceptible  to  this; 
Pt-Rh,  to  a  less  degree,  and  pure  Pt  to  a  still  less  degree. 
This  brittleness  may  cause  changes  in  the  e.m.f.  of  the  couple, 
and  prolonged  heating  of  couples  should  be  avoided  if  possible. 
Where  it  is  necessary,  as  in  certain  industrial  uses,  the  couples  must 
be  restandardized  at  comparatively  frequent  intervals  or  renewed. 
Couples  in  frequent  use  suffer  strain  by  bending  at  sharp 
angles  and  become  hardened  in  spots.  This  unequal  molecular 
condition  throughout  the  length  of  the  couple  wires  may  change 
the  e.m.f.  of  the  couple.  It  is  desirable,  therefore,  to  have  the 
couples  annealed  throughout  their  whole  length  by  heating  to 
1200°  C.,  and  cooling  in  air,  before  use.  This  is  particularly 
necessary  for  Pt,  Pt-Ir  couples. 

The  thermo-couples  must  be  rigorously  protected  against 
reducing  gases,  particularly  those  containing  CO,  hydrocarbons, 
and  hydrogen,  as  these  gases  at  the  high  temperatures  at  which 
the  couples  are  used  rapidly  attack  platinum  and  cause  altera- 
tions which  very  seriously  affect  the  e.m.f.  of  the  couple.  An 
oxidizing  atmosphere,  even  at  high  temperatures,  is  not  injurious 
to  the  couple. 

The  couples  must  also  be  protected  against  the  vapors  of 
the  volatile  metals,  such  as  Cu,  Zn,  Ag,  Sb,  etc.,  and  their 
oxides,  also  against  the  vapors  of  P  and  Si,  and  certain  silicidcs 
and  phosphides.  All  of  these  prove  rapidly  destructive  to  the 
thermo-couples. 

Neither  can  the  thermo-couple  be  put  into  direct  contact 
with  most  molten  metals  as  the  platinum  will  alloy  with  them, 
and  destroy  the  couple. 

Thermo-couples  are  protected  against  the  above  described 
conditions  by  means  of  iron,  Berlin  porcelain,  and  fused  silica 
tubes,  closed  at  one  end.  As  it  is  essential  in  pyrometric  measure- 
ments by  the  thermo-couples  to  prevent  short-circuiting  of  the 
wires,  two  tubes,  an  inner  and  an  outer  one,  are  generally  used  • 
The  tubes  should  be  of  as  small  a  diameter  as  is  consistent  with 
the-  wires  used.  The  outer  tube  is  closed  at  one  end,  while  the 
inner  one,  open  at  both  ends,  fits  into  the  large  tube 
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Iron  tubes  can  be  used,  under  conditions  in  which  they  are 
not  seriously  attacked,  and  up  to  temperatures  of  800°  to  900°  C. 
In  order  to  avoid  short-circuiting,  iron  is  used  only  for  the  outer 
tube,  while  for  the  insulating  tube  porcelain,  glass,  or  quartz 
is  used.  Where  iron  can  be  used  for  the  protective  tubing,  it 
has  the  advantage,  due  to  the  high  conductivity  of  the  iron,  of 
establishing  temperature  equilibrium  between  the  source  of 
heat  and  the  instrument  in  a  very  short  time,  thus  largely  doing 
away  with  the  "lag"  in  the  galvanometer  indications,  which 
must  be  accounted  for  when  other  tubing  is  used. 

Porcelain  and  fire-clay  tubes  are  used  when  the  temperature 
to  be  measured  is  above  900°  C.,  or  the  conditions  call  for  a 
tube  that  is  not  attacked.  Porcelain  tubes  possess  a  very 
decided  disadvantage  in  that  they  are  very  fragile  and  break 
very  easily  when  unequally  heated,  or  when  rather  suddenly 
heated  or  cooled,  a  condition,  especially  in  industrial  work, 
difficult  to  avoid.  Tubes  of  this  kind  are  made  which  serve  to 
determine  temperatures  of  1500°  to  1600°  C. 

The  most  serviceable  protective  tubes  are  the  fused  silica 
and  quartz  tubes  recently  placed  on  the  market.  The  former 
are  known  as  the  "  electro-quartz "  tubes.  The  coefficient  of 
expansion  of  this  material  is  very  small,  so  that  even  very  sud- 
den temperature  changes  cause  no  breakage.  Tubes  of  this 
material  may  safely  be  used  up  to  1400°  C.,  at  which  tempera- 
ture the  material  softens;  it  will  melt  at  about  1600°  C.  It  is 
practically  impenetrable  to  gases  and  metal  vapors  below  1300° 
C.,  and  thoroughly  protects  the  thermo-couple  wires.  Its  heat 
conductivity  is  also  greater  than  that  of  porcelain  or  fire  clay.1 

The  closed  tubes  may  be  had  of  the  following  diameters 
of  bore:  $,  A,  i,  i  4,  and  f  in.,  and  in  lengths  of  3  to  5  ft.  The 
insulating  tubes  come  in  similar  sizes,  the  smallest  having  a  -fa 
in.  bore.  Special  sizes  are  also  obtainable. 

It  is  usually  desirable  to  employ  tubes  of  as  small  a  diameter 
as  possible,  and  for  ordinary  laboratory  work,  outer  tubes  of 
fV  to  1  in.  bore,  and  inner  tubes  of  ^  to  |-in.  bore,  are  most 
frequently  used. 

In  place  of  inner  tubes  for  insulation,  asbestos  thread  braided 
about  the  couple  wires  so  as  to  prevent  their  contact  may  be 
used.     This  arrangement  is  very  flexible,  but  cannot  be  used 
1  P.  Schoen,  Metallurgie,  vol.  V,  p.  635. 
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for  temperatures  above  1200°  C.,  the  approximate  melting-point 
of  asbestos.  By  use  of  asbestos  thread  small  diameter  tubes 
can  be  used,  making  the  couple  very  sensitive. 

In  certain  industrial  work  it  is  sometimes  necessary  to  afford 
greater  protection  to  the  couple  wires  than  can  be  done  by 
means  of  the  tubes  mentioned,  and  for  this  purpose  especially 
heavy  graphite  and  fire-clay  tubing  may  be  used.  When  this  is 
the  case,  considerable  time  must  be  allowed  for  temperature  equi- 
librium to  establish  itself  between  the  junction  of  the  thermo- 
couple and  the  source  of  the  temperature  to  be  measured. 

Manufacturers  of  pyrometer  installations  of  the  thermo- 
couple type  for  industrial  purposes  sell  the  thermo-couple  pro- 
tected by  various  special  forms  and  designs  of  protective  tubing, 
provided  with  handles  and  binding  posts,  etc.,  but  the  appli- 
cation of  these  forms  is  so  limited,  that  except  for  very  special 
and  constant  use  purposes  under  certain  conditions  their  pur- 
chase is  not  recommended.  It  is  much  better  to  have  reason- 
ably long  couples,  and  an  assortment  of  tubing  of  the  types 
mentioned,  by  means  of  which  any  desirable  set-up  suitable 
to  the  conditions  may  be  obtained. 

Resistance  of  Couples  and  the  Making  of  a  Junction.  —  It 
has  been  pointed  out  that  the  question  of  resistance  of  the 
circuit  plays  an  important  part  in  the  galvanometric  method 
of  measuring  the  temperature  by  thermo-couples,  and  in  this 
connection  the  resistance  of  the  couple  wires  is  of  interest. 

The  specific  resistance  1  of  pure  platinum  is  7.0  rninhroms 
at  zero  degrees  C.,  and  of  the  alloy  90  per  cent.  Pt-H)  per  cent. 
Rh  is  27.0  michroms.  For  increasing  resistance  with  tempera- 
ture, Holborn  &  Wien  2  give  the  following  formula: 

R  (specific  rest.)  =  7.9  (1  +  0.0031 1)  between  0°  and  ]()0°  ( 1. 

R  =  7.9  (1  +  0.0028  t)  between  0°  and  1000°  (!. 

and  for  the  platinum-rhodium  alloy,  LeChatelier  gives 
R  =  27  (1  -f  0.0013  0  between  0°  and  1000°  C. 

The  most  common  size  of  couple  wire  used  is  0.5  mm.  diame- 
ter, although  0.3  are  now  also  frequently  used.  For  a  couple 
of  O.o  mm.  diameter  wire  and  1  meter  length,  the  resistance  is 
about  2  ohms  cold.  This  is  practically  doubled  at  1000°  (\, 

iSee  chapter  V,  p.  US. 

* : LeChatelier  and  Boudouard,  High  Temperature  Measurements,   1004, 
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but  it  must  be  borne  in  mind  that  usually  but  a  portion  of 
this  length  is  heated. 

The  junction  of  the  platinum  and  the  platinum-rhodium 
wire  may  be  made  by  firmly  twisting  the  two  wires  together 
for  a  distance  of  a  few  millimeters,  but  the  method  is  un- 
certain as  during  heating  they  may  become  untwisted  in 
part  and  make  a  poor  contact,  increasing  the  resistance  of  the 
circuit  greatly  and  giving  rise  to  false  measurements.  The  best 
way  is  to  fuse  the  two  wires  together,  making  what  is  known 
as  the  autogene  junction.  This  is  best  done  by  the  oxy-hydro- 
gen  blow-pipe  flame,  obtaining  a  small  steady  flame,  touching 
the  ends  of  the  wires  together  in  the  name  and  instantly  remov- 
ing them  when  fused.  The  little  ball  formed  by  the  fusion 
should  not  exceed  about  2  mm.  in  diameter.  The  fusion  may 
also  be  carried  out  by  means  of  oxygen  and  illuminating  gas, 
but  this  is  more  difficult  as  the  temperature  attained  is  not  so 
high  as  with  the  oxy-hydrogen  flame,  and  the  operation  requires 
more  care.  The  joining  of  the  wires  must  sometimes  be  fre- 
quently performed,  due  to  injury  to  the  lower  end  of  the  couple, 
by  prolonged  heating  at  high  temperature,  or  by  metallic  vapors 
or  reducing  gases.  When  this  injury  has  occurred,  the  injured 
portion  of  the  wires  should  be  cut  away  and  a  fresh  junction 
made.  The  joining  may  also  be  made  by  means  of  palladium 
or  gold,  when  the  temperature  for  which  the  couple  is  to  be  used 
is  not  very  high;  the  gold  junction  cannot  be  used  above 
1000°  C.  A  small  strip  of  palladium  or  gold  is  firmly  twisted 
about  the  ends  of  the  wires,  and  these  held  in  the  flame  of  a  blast 
lamp  on  a  stick  of  charcoal  properly  hollowed  out. 

The  Calibration  of  Thermo-Couples.  —  First  Point.  Boiling 
sulphur.  The  accompanying  figure  shows  a  sketch  of  the 
apparatus  required,  which  is: 

1 .  A  thin  glass  tube  similar  to  a  test  tube,  but  with  a  bulb  near 
the  top,  about  10  to  12  in.  long  and  0.5  to  0.75  in.  in  diameter. 

2.  A  plaster  of  Paris  muff,  ;to  prevent  radiation,  about  6 
in.  long  and  4  in.  in  diameter.     This  is  easily  made  by  forming 
the  plastic  plaster  of  Paris  around  the  tube  in  a  rough  card- 
board mold,  and  withdrawing  the  tube  with  a  twisting  motion, 
before  the  plaster  has  set,  slightly  enlarging  the  opening  so  that 
when  the  plaster  has  hardened  the  tube  can  readily  be  reinserted. 

3.  An  ordinary  Bunsen  flame. 
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4.  A  ring  stand  and  clamps  similar  to  those  shown  in  the 
illustration. 

5.  The  thermo-couple,  which  is  best  about  24  to   36  in. 
long. 

6.  The  cold  junction  vessel  with  an  accurate  thermometer, 
and  the  galvanometer,  with  suitable  copper  leads  and  binding 
screws  to  make  proper  connections. 

The  necessary  precautions  as  to  cold  junction  and  connec- 
tions have  already  been  fully  discussed.  It  is  essential  to  set 
up  the  galvanometer  in  such  a  way  that  it  will  be  free  from 
vibration  such  as  is  caused  by  persons  walking  across  the  floor. 


Test  Tube (  j  i 


Plaster  Paris 


FIG.  51.  —  Set-up  for  determination  of  sulphur  boiling-point. 

The  galvanometer  should  be  known  to  record  accurately  and  it 
is  essential  that  it  does  not  "  hang/7  e.g.  the  needle  be  arrested 
by  friction,  etc.  If  the  needle  is  not  at  zero,  it  should  be 
adjusted  to  it.  The  set-up  must  be  perfectly  level.  It  is  well 
also  from  time  to  time  to  break  the  galvanometer  connections 
and  note  whether  the  needle  returns  to  zero,  as  it  should,  ("are 
must  be  taken  to  connect  the  proper  wires  to  the  plus  and  minus 
binding  post;  this  may  be  done  by  trial.  The  platinum  or 
softer  wire  is  the  negative,  and  the  platinum-rhodium,  or  the 
platinum-indium,  is  the  positive  pole. 

The  thermo-couple  need  not  be  protected   by  the  tubes 
for  the  sulphur  boiling-point  determination,  but  for  insulation 
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purposes  the  inner  tube  is  best  used.  Chemically  pure  sulptn 
is  quite  readily  obtained;  this  is  placed  into  the  test  tube  i 
that  when  molten  it  fills  it  to  the  depth  of  about  1.5  in.  Tl 
tube  is  then  heated  until  the  sulphur  boils  gently,  when  the  flan 
is  so  adjusted  to  keep  it  just  boiling.  The  thermo-couple 
then  plunged  into  the  vapor  just  above  the  boiling  liquid  at 
point  protected  by  the  plaster  muff,  and  the  galvanomet 
watched  and  read  when  the  needle  gives  the  maximum  defle 
tion  and  comes  to  rest;  the  millivolt  reading  is  carefully  recorde 
reading  as  closely  as  possible. 

Connections  are  broken  and  reestablished  a  number  of  tim 
to  get  a  series  of  readings.  The  thermometers  in  the  col 
junction  tubes  are  also  read  and  the  readings  recorded.  T. 
cold  junction  should  be  kept  as  near  zero  degrees  as  possiW 
The  barometer  reading  at  the  time  of  the  experiment  must  al 
be  recorded.  As  an  illustration,  let  it  be  assumed  that  the  da 
for  this  experiment  is  as  follows: 

A.  The  average  of  five  closely  agreeing  galvanometer  rea 
ings  is  3.2  millivolts. 

B.  The  barometric  reading  is  680  millimeters.     The  boilii] 
point  of  sulphur  at  760  mm.  is  444.7°  C.1     A   correction 
0.095°  C.  is  to  be  added  or  subtracted  for  each  millimeter  diff< 
encc  in  pressure  as  the  barometer  reads  above  or  below  760  mi 
This  gives  a  correction  of  (760-680)  X  0.095  =  7.6°  C.,  to 
deducted  from  444.7°  C.,  giving  437.1°  C.  as  the  boiling-poi 
of  sulphur  at  680  mm.  pressure. 

Thus,    3.2   millivolts    corresponds   to   437.1°  C.     The   cc 
junction  was  at  zero  degrees  C.     This  data  gives  one  set 
figures  for  the  determination  of  the  curve  of  the  couple. 

The  second  set  of  figures  may  readily  be  determined 
taking  the  freezing-point  of  pure  electrolytic  copper. 

The  apparatus  for  this  determination  is  shown  in  Fig.  5* 

A  small  gas  furnace  is  well  adapted  for  work  of  this  kii 
although  special  small  electric  furnaces  are  very  well  adapt- 

If  BO  furnaces  of  these  types  are  available,  copper  may 
melted  and  superheated  in  a  small  graphite  crucible  undei 
layer  of  charcoal  in  a  wind  or  muffle  furnace.  When  remo*s 
from  the  furnace,  this  is  placed  in  a  somewhat  larger  fire-a 

i  LeChatelier  and  Boudouard,  High  Temperature  Measurements,  1< 
p.  296;  Determination  of  Chappius  and  Harker. 
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crucible  to  protect  against  too  rapid  radiation,  and  covered 
with  a  sheet  of  asbestos  with  a  hole  in  it  through  which  the 
pyrometer  tube  can  be  passed.  The  set-up  of  the  pyrometer 
and  galvanometer  should  be  in  readiness  when  the  crucible  is 
brought  from  the  furnace  so  fchat  no  time  is  lost,  as  the  copper 
will  chill  quickly.  In  order  to  carry  out  this  method,  the  super- 
heating must  be  considerably  above  the  melting-point  of  copper, 
and  all  the  apparatus  in  instant  readiness  for  the  insertion  of 
the  quartz  protective  tube  carrying  the  couple,  and  the  read- 
ing of  the  galvanometer. 


FIG.  52.  —  Set-up  for  the  calibration  of  the  thermo-couple,  and  the 

taking  of  freezing-points. 
F,  gas  funace;  D,  cold  junction  vessel;  G,  galvanometer;  T,  thermometers. 

The  furnace  method  is  carried  out  in  a  similar  manner. 
About  20  to  25  grams  of  pure  copper  are  melted  in  a  small  graph- 
ite crucible  under  charcoal  in  a  small  gas  or  electric  furnace, 
and  superheated  50  to  100°  C.  above  its  melting-point.  The 
quartz  protective  tube  in  which  is  the  couple  is  then  inserted 
into  the  molten  copper,  reaching  about  two-thirds  of  the  dis- 
tance into  the  molten  mass.  Proper  connections  are  made  and 
the  galvanometer  read.  After  temperature  equilibrium  in  the 
instrument  has  been  attained,  the  gas  or  current  is  shut  off 
and  the  furnace  and  its  contents  allowed  to  cool.  The  cooling 
curve  of  the  copper  is  then  taken,  the  galvanometer  readings 
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being  noted  at  intervals  of  every  10  to  30  seconds,  both  time 
and  millivolt  readings  being  recorded.     As  for  example: 

TABLK   XXV.     RKCOUD  FOR  THE  COOLING-CURVE  OF  COPPER 


Time 

1  I  I'M. 

Miiu 

See. 

2 

10 



2 

10 

30 

2 

11 

_, 

2 

11 

30 

*> 

12 

— 

*> 

12 

30 

2 

i;j 

— 

Millivolts 

Temperature  Cold 
Junction 

10.20 

0°  Cent, 

10.10 

do. 

10.00 

cio. 

0.78 

do. 

9.78 

clo. 

9.78 

do. 

9.60 

do. 

Tluv  arrest  point  occurring  at  2  hrs.  11  min.  30  sec.  to  2  hrs. 
12  min.  30  sec.,  with  an  indication  of  9.78  millivolts,  is  the 
freezing-point  of  copper.  (Consult  cooling  curves  in  Chapter 
II.)  The  experiment  Is  repeated  several  times  in  order  to 
confirm  the  results.  Pure  copper  under  reducing  conditions 
freezes  at  1084°  C.1  Under  oxidizing  conditions,  the  freezing 
point  of  copper  (copper-copper  oxide)  is  1065°  C. 

We  have  then  the  following  data:  Freezing-point  of  copper, 
1084°  C.;  millivolt/rending,  9.78;  cold  junction,  zero  degrees  C. 
From  the  data  of  the  sulphur  and  copper  experiments  it  is  now 
possible  to  deduce  the  equation  of  the  particular  couple  in  use 
from  the  general  equation 

log  G  =  a  log  t  +  b 

in  which  c  =  microvolts  =  millivolts  X  1000. 
t  =  degrees  (>.  above,  zero. 

a  and  h  =  constants  to  be  determined. 

From  sulphur  wo  have 

1.  log  e  (3200)  «  a  log  t  (437.1)  +•  6. 
From  the  copper  we  have 

2.  log  e  (1)780)    «  a  log  t  (1084)  +  b. 


or 


1.  3.50515  -  a  X  2.6405  +  &. 

2.  3,90034  =  a  X  3.03502  +  6. 

1  Holborn  and  Day's  determinations. 
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Subtracting  1  from  2, 

3.   0.39452  a  =  0.48519  or  a  =  1.23. 

Substituting  this  value  in  No.  1,  we  have 

3.     3.50515  =  3.2478  +  6,  or  b  =  0.25734. 

The  general  equation  then  becomes 

log  e  =  1.23  t°  +  0.25734, 
which  is  -the  specific  equation  for  the  couple  in  use. 

From  this  equation  is  then  constructed  the  curve  for  this 
couple,  plotting  the  temperatures  as  ordinates  and  the  e.m.f. 
in  microvolts,  derived  by  computation  from  the  formula  for  uhe 
corresponding  temperature,  as  abscissse.  In  plotting  the  curve 
it  is  well  to  check  up  by  several  other  fixed  point  determinations, 
such  as  pure  lead  (327°),  and  pure  silver  (961.5°  (I).1  Thin 
latter  figure  is  for  the  metal  under  strictly  reducing  conditions. 
For  silver  in  air,  955°  C.  is  to  be  used  as  the  admixture  of  silver 
oxide  lowers  the  melting-point  of  the  metal  similar  to  the  ease 
of  copper.  Silver  is  not  very  desirable  as  a  fixed  point,  but  will 
serve  as  a  check.  The  boiling-point  of  naphthaline,  218.0°  C., 
with  a  correction  of  0.06°  C.  for  every  mm.  change  in  pressure 
of  barometer  from  760  mm.,  or  the  tin  freezing-point,  232°  C., 
may  be  used  as  fixed  points. 

A  higher,  but  somewhat  indefinite  fixed  point,  may  be 
obtained  by  the  fusion  point  of  platinum,  1753°  C.  This  is  best 
obtained  at  the  time  the  "autogcno"  junction  of  the  couple 
is  made,  utilizing  the  platinum  wire  of  the  couple,  which  melts 
before  the  alloy  wire.  The  gas-oxygen  flame  is  best  used,  and 
a  tall  flame  should  be  obtained.  The  wires  of  the,  couple  are 
twisted  together  for  a  distance  of  5  to  10  mm.  and  hold  about 
2  in.  above  the  nozzle  of  the  blast  lamp,  a  strong  stream  of 
oxygen  is  turned  on,  and  then  gas,  endeavoring  to  obtain  a 
steady  flame.  One  person  watches  the  flame  and  the  other  the 
galvanometer;  when  fusion  takes  place  there  will  be  a  momen- 
tary halt  in  the  motion  of  the  galvanometer  needle,  followed  by 
a  sudden  jump.  The  halt  indicates  the  fusion  point.  This 
method  can,  however,  give  only  approximate  results,  and  is 
dependent  upon  the  obtaining  of  a  very  steady  flame,  as  it  is 
evident  that  irregularities  in  the  heating  power  of  the  flame  will 
have  the  same  effect  on  the  galvanometer  needle  as  the  fusion 
of  the  metal. 

1  Holborn  and  Day's  figures. 


THE  MEASUREMENT  OF  HIGH  TEMPERATURE          165 

The  "  set-up/'  described  for  sulphur,  serves  also  for  the 
determination  of  naphthalene,  and  that  for  copper  for  any  of 
the  metals  mentioned,  viz.,  tin,  silver,  lead,  zinc,  etc. 

The  Opposition  Method  of  Measuring  Temperature  by 
Means  of  the  Thermo-Couple.  —  The  galvanometric  method  has 
been  shown  to  be  not  an  absolutely  rigorous  method,  due  to  the 
fact  that  a  varying  resistance  of  circuit  influences  the  result.  It  is, 
however,  amply  accurate  for  all  industrial  purposes  to  which  the 
thermo-couple  is  applicable,  and  all  ordinary  scientific  meas- 


Fio.  53.  —  Set-up  for  the  potentiometer  or  opposition  method  of 
measuring  temperature  by  the  thermo-couple. 

uremenis  of  temperature.  Where,  however,  more  than  ordinary 
correctness  is  required,  the  "opposition  method"  by  means  of 
the  potentiometer,  viz.,  the  direct  measurement  of  ^  the  e.m.f. 
of  the  couple,  independent  of  the  resistance  of  the  circuit,  is  to 
be  used.  The  apparatus  required  for  this  set-up  is  also  very 
serviceable  for  the  checking  up  of  galvanometers  used  in  the 
galvanometric  method. 

Fig.  53  shows  a  sketch  of  the  set-up  required  for  this  method. 

P  is  a  potentiometer  capable  of  measuring  differences  of 
potential  (e:m.f.)  up  to  30  millivolts. 
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B  is  a  battery  .  furnishing  a  definite  e.m.f.,,  in  the  par- 
ticular instrument  under  discussion,  between  1.8  and  2.14 
volts. 

C  is  a  standard  cell;  best  a  Clark  cadmium  cell. 

G  is  a  delicate  reflecting  galvanometer  of  the  Thomson 
type.  A  suitable  lamp  and  proper  scale  on  which  to  project 
the  galvanometer  mirror  deflections  must  also  be  provided. 

OS,  z,) 

X,  I  represents  the  thermo-couple,  cold  junction,  and  copper 
connecting  leads.  F  is  an  electric  furnace  containing  the  hot 
junction  of  the  couple. 

The  potentiometer,  the  description  of  which  follows,  is  made 


^1' 


v.    Galvanometer 


Ml- 


FIG.  54.  —  Diagrammatic  sketch  of  potentiometer  connec- 
tions. Full  arrows  indicate  battery  current.  Dotted 
arrows  indicate  thermo-couple  aiul  cadmium  cell  current. 

by  the  Cambridge  Scientific  Instrument  Company  of  Cambridge, 
England.  Similar  instruments  are  made  by  the  Leeds-Northrup 
Company  of  Philadelphia.  This  instrument  is  an  apparatus 
for  accurately  measuring  small  differences  of  unknown,  potential, 
by  balancing  the  same  directly  against  an  adjustable  known 
potential,  standardized  in  millivolts,  by  means  of  a  standard 
cadmium  cell.  The  adjustment  can  be  made  by  direct  reading 
to  0.01  millivolt  and  by  estimation  of  tenths  to  one  microvolt. 
The  arrangement  of  the  potentiometer  circuit  is  shown  diagram- 
xnaticaUy  in  Fig.  54. 
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The  accumulator  cell  B,  generating  an  e.m.f.  of  from  1.8  to 
2.14  volts  (no  greater  variation  is  permissible),  furnishes  the 
current  to  the  main  circuit.  Starting  from  the  plus  pole  of  the 
battery,  the  current  passes  through  the  adjustable  resistances 
llt  and  R2,  the  resistance  coils  EC  and  SC  and  the  graduated 
wire  SS,  then  through  the  resistance  coils  MVC  and  the  gradu- 
ated wire  VV  to  the  negative  pole  of  the  cell. 

The  total  resistance  in  the  circuit  is  arranged  so  as  to  give 
a  fall  of  potential  of  about  one  volt  per  50  ohms  circuit  resist- 
ance, and  the  resistance  coils  BC  and  SC  are  so  adjusted  that 
the  fall  of  the  potential  from  the  point  M,  to  a  point  N  on  the 
wire  SS,  is  approximately  equal  to  the  e.m.f.  of  the  cadmium 
cell.  The  adjustable  resistances  Rx  and  R2  are  introduced  as 
a  means  of  adjusting  the  resistance  of  the  main  circuit,  as  may 
become  necessary  as  the  voltage  of  the  battery  varies  from  1.8 
to  2.14  volts;  R!  gives  a  rough  adjustment  with  a  range  of  10 
ohms  and  R2  gives  a  fine  adjustment  with  a  range  of  about  2.5 
ohms. 

The  wire  SS  is  graduated  so  that  the  reading  shown  at  any 
point  on  it  is  the  potential  difference  between  that  point  and  the 
point  M  on  the  basis  of  a  fall  of  exactly  one  volt  per  50  ohms 
resistance  in  the  circuit.  If,  therefore,  a  standard  cadmium 
cell  C  is  connected  with  the  circuit  between  the  points  M  and 
the  point  N  on  the  wire  which  marks  its  e.m.f.  at  the  existing 
temperature,  and  an  exact  balance  be  obtained  (by  means  of 
the  adjustable  resistances  Rx  and  R2)  between  the  e.m.f.  of  the 
cell  and  the  potential  difference  between  the  points  M  and  TV, 
the  whole  circuit  becomes  accurately  adjusted  to  a  fall  in  poten- 
tial of  one  volt  per  50  ohms  of  circuit  resistance. 

For  the  following  is  true  —  the  total  resistance  of  the  poten- 
tiometer circuit  is  made  up  as  follows: 

Adjustable  resistance  coil  Ri  total  resistance  10.000  ohms 

Adjustable  resistance  coil  Ra  total  resistance  2.5 

Resistance  coil  BC total  resistance  42.5 

Resistance  coil  SC total  resistance  51.0 

Slide  wire  SS  (adjustable  resistance)    total  resistance  0.125 

Coil  MVC total  resistance  1.45 

Slide  wire  VV  (adjustable  resistance) total  resistance  0.06 

Resistance  of  connecting  wires total  resistance  — 

Total 107.635  ohms 
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The  battery  furnishing  the  current  may  have  an  e.m.f.  of 
from  1.8  to  2.14.     Then  assuming  the  last  figure  to  be  true,  we 

n       E 

have  from  Ohm's  law,  C  = 


2  14 


_.  0.0198  amperes, 


107.635 
or  substituting  again  for  R  =  50  we  have  CR  =  E. 

0.0198  X  50  =  0.99  +  ,  or  a  drop  of  potential  of  one  volt 
approximately  for  50  ohms  of  circuit  resistance. 

Or  the  second  case  of  an  e.m.f  of  1.8  and  leaving  out  the  two 
adjustable  resistances  BC  and  SC  amounting  to  12.5,  the  total 
resistance  of  the  circuit  now  is  (107.635  -  12.5)  or  95.135  ohms, 
and 

C  =  -^—  =  0.0189, 
95.135 

or  substituting  again  for  R  =  50  we  have  CR  =  E. 

0.0189  X  50  =  0.945,  or  again  a  drop  of  potential  of  approxi- 
mately one  volt  for  50  ohms  circuit  resistance. 

The  slide  wire  SS,  as  already  stated,  is  accompanied  by  a 
scale  on  which  is  marked  the  e.m.f.  of  the  cadmium  cell  for  given 
temperatures.  Suppose  this  e.m.f.  for  the  room  temperature  is 
1.098,  then  if  the  sliding  contact  is  placed  on  this  mark  on  the 
slide  wire  SS,  thus  fixing  the  point  N,  then  the  drop  of  poten- 
tial of  the  current  furnished  by  the  cadmium  cell,  between  the 
points  M  and  N,  is  exactly  in  the  ratio  of  one  volt  per  50  ohms  of 
circuit  resistance.  With  the  battery  connected,  a  current  is 
constantly  flowing  through  the  whole  circuit,  in  a  given  direc- 
tion, the  cadmium  cell  is  shunted  into  this  circuit  between  M 
and  N  in  such  a  way  that  the  two  currents  oppose  each  other 
in  the  cadmium  cell  circuit  as  shown  in  Fig.  54.  If  now  the 
key  Im  is  thrown  to  connect  into  this  circuit  the  galvanometer, 
this  will  indicate  the  difference  in  strength  of  the  currents, 
and  if  now  resistance  be  put  into  the  main  battery  circuit  by 
means  of  the  adjustable  coils  Rt  and  Ro  until  the  galvanometer 
indicates  zero,  it  is  evident  that  the  current  flowing  between  M 
and  Ar  in  the  cell  circuit  due  to  the  battery  is  just  balanced  by 
that  from  the  cadmium  cell,  and  as  this  latter  is  such  as  to  cause 
a  drop  of  potential  of  exactly  one  volt  per  50  ohms  of  circuit 
resistance,  the  battery  current  is  standardized  to  this,  and  may 
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bo  used,  while  the  cadmium  coll  current  can  be  cut  out  by 
releasing  the  key  hn. 

The  coil  M  VC  is  a  continuous  coil  of  twenty-nine  sections, 
each  of  which  is  accurately  adjusted  to  a  resistance  of  0.05 
ohms.  On  the  basis  of  50  ohms  circuit  resistance  for  each  drop 
of  potential  of  one  volt,  the  fall  of  potential  in  each  section  is 
thus  exactly  one  millivolt.  Similarly  the  resistance  of  the  wire 
VT  being  0.00  ohms,  the  fall  of  potential  along  its  length  is 
1.2  millivolts.  Thus,  in  the  portion  of  the  circuit  between  the 
points  P  and  Q  in  the  thermo-couple  circuit,  including  the  coil 
717  VC  and  the  wire  VV,  there  is  an  available  fall  of  potential 
of  30.2  millivolts.  If  the  thermo-electric  couple  is  shunted  into 
the  circuit  with  the  polos  connected  as  shown  at  X  in  the  figure, 
between  the  points  P  and  Q  and  the  galvanometer  thrown  in 
by  the  key  Im  connecting  the  posts  I  and  x  and  m  and  xy  the 
galvanometer  will  show  a  deflection  due  to  the  thermo-couple 
current,  which  may  now  be  brought  to  zero  again  by  putting 
in  resistance  against  the  thermo-couple  current  by  means  of 
the  coil  MVC  and  the  slide  wire  VV,  but  cutting  out  resistance 
to  the  battery  current,  thus  letting  battery  current  pass  to  the 
thermo-couple  circuit  shunt,  in  an  opposite  direction  to  the  cur- 
rent from  the  thermo-couple  until  this  is  neutralized  and  the 
galvanometer  again  registers  zero.  As  the  resistance  put  in 
is  accurately  standardized  to  drop  of  potential  it  is  graduated 
directly  in  millivolts  and  thus  reads  directly  the  e.m.f.  of  the 
thermo-couple  which  has  been  neutralized. 

In  operating  by  this  method  the  cold-junction  device  is 
used  as  described  for  the  gaivanomctric  method.  The  following 
points  also  should  be  observed:  The  galvanometer,  which  should 
be  a  reflecting  one  of  Thomson  type,  very  delicate  and  sensitive, 
and  of  low  resistance,  should  be  placed  on  a  firm  foundation,  not 
subject  to  vibration  caused  by  walking  about  the  room,  etc. 
The  reflecting  lamp  used"  to  obtain  the  beam  of  light  may  be 
of  any  suitable  type;  the  author  uses  a  small  Nernst  lamp  in 
a  brass  tube  which  throws  the  image  of  a  wire  on  the  galvanom- 
eter mirror.  A  suitable  scale  on  which  the  mirror  throws  the 
imago  is  used.  As  already  stated,  the  battery  used  to  fur- 
nish the  current  for*  the  circuit  is  best  an  accumulator  cell  and 
its  e.m.f.  must  be  carefully  chosen  for  the  potentiometer  in 
use.  For  the  instrument  described,  the  cell  used  should  have 


170  GENERAL  METALLURGY 

an  e.m.f.  of  not  less  than  1.8  and  not  more  than  2.14  volts.     In 
using  the  instrument,  after  making  the  proper  connections,  and 
standardizing  the  battery  current  by  means  of  the  stum  Ian  1 
cadmium  cell  which  furnishes  an  e.m.f.  of   1.01W  volts  at    18 
degrees  C.  with  a  decrease  or  increase  of  0.00002  volts  for  each 
degree  of  rise  or  fall  of  temperature  of  the  air  surrounding  if, 
the  thermo-couple  circuit  is  thrown  in  by  pressing  the  key  Im 
to  make  proper  connections,  and  then  the  resistance  thrown  in 
in  the  coil  MVC,  the  final  adjustment  to  a  Hero  reading  of  the 
galvanometer  being  made  by  the  contact  on  the  slide  wire  IT, 
The  e.m.f.  of  the  couple  is  then  read  off  directly  on  the  eoil 
MVC  and  the  scale   accompanying  the  slide1   wire.     Cooling 
'  curves  can  readily  be  obtained  by  this  method  by  taking  f  he- 
time  accompanying  each  reading,  keeping  a  record  of  the  tem- 
perature of  the  cold  junction.    The  method   is  an   extremely 
sensitive  one,  and  possesses  the  advantage  of  being  independent 
of  the  resistance  of  the  thermo-couple  circuit,  as  the  e.m.f.  flow- 
ing in  a  closed  circuit  is  reduced,  to  jsero.     It  also  does  away 
with  possible  error  of  indication  by  the  high-resistance  galvanom- 
eter used  in  the  galvanometric  method,  due  to  variable  j?ero 
in  the  instrument,  and  other  causes. 

Base  Metal  Thermo-Couples.  —  Of  recent  years,  certain 
base  metal  thermo-couples  have  come  into  wide  use  for  the 
measurement  of  temperatures  in  industrial  works  where  great 
accuracy  is  not  required.  The  advantages  in  the  use  of  these 
couples  are  to  be  found  in  their  cheapness,  and  their  robustness, 
i.e.  the  wires  can  be  made  of  large  cross-section  and  the  indicat- 
ing instrument,  the  galvanometer,  need  not  be  a  very  delicate 
or  costly  one.  The  most  common  form  of  base  metal  thermo- 
couple, is  the  iron-konstant.au  and  the  e.opper-konHtnntnn, 
konstantan  being  an  alloy  of  copper  and  nickel.  The 
exact  proportions  are  usually  held  secret  by  the  manufacturers. 
This  alloy  is  the  negative  wire  of  the  couple,  while  pure  iron] 
or  pure  copper,  is  the  positive  wire.  Base  metal  thenno-eouph'H 
of  this  type  are  quite  reliable  and  remain  constant  in  e  m  f  to  a 

for 


i         *     i  hlS  tomP°rtttu™,  the  couples  are  not 

reliable.  When  temperatures  between  1  000  and  2000°  P  (5,17 
to  1075°  C.)  are  to  be  measured  by  base  metal  thormo-wimloH 
other  couples  must  be  used;  for  instance,  for  the  negative 
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wire  an  iron- wolf  ram  alloy  containing  from  5  to  25  per  cent, 
of  wolfram,  and  for  the  positive  wire,  pure  nickel.  Nickel  steel 
and  chrome  steel  wires,  as  the  negative  element,  and  pure  nickel 
as  the  positive  element,  have  also  been  used,  as  well  as  a  number 
of  other  metals  and  alloys.  For  the  thermo-couples  with  kon- 
stantan  as  one  wire,  for  low  temperatures,  a  total  accuracy  of 
reading  within  2  per  cent,  may  be  obtained.  The  error  increases 
with  time  of  use,  due  to  the  changes  taking  place  in  the  couple, 
particularly  that  due  to  oxidation.  The  base  metal  thermo- 
couples for  measuring  higher  temperatures  are  subject  to  a  con- 
siderably greater  error.  The  electro-motive  force  of  base  metal 
thermo-couples  varies  widely  with  small  differences  of  compo- 
sitions of  the  wires,  and  practically  each  couple  must  be  stand- 
ardized. The  wires  of  base  metal  thermo-couples  should  be 
thoroughly  annealed  at  temperatures  of  about  500°  C.  before 
use.  Wires  commonly  in  use  arc  TV  in.  in  diameter,  one  wire 
being  completely  covered  by  an  asbestos  jacket.  The  curve 
relating  e.in.f.  to  temperature  is  a  straight  line.  For  an  iron- 
konstantan  couple,  the  following  data  shows  the  relationship: 

Dugrc.08  Fahrenheit  c.m.f.  Millivolts 

0  0 

180  5 

300  10 

540  15 

720 20 

SHO 25 

1000  28 

THE  PLATINUM  RESISTANCE  PYROMETER 

This  method  of  measuring  temperatures  is  based  on  the 
variable  resistance  of  a  definite  amount  of  pure  platinum  wire 
with  temperature,  which  variation  of  resistance  follows  definite 
laws.  Since  electric  resistance  can  be  measured  very  accurately 
with  comparative  ease,  the  method  affords  a  ready  means  of 
measuring  temperature. 

Laws1  Relating  the  Resistance  of  Pt  to  Temperature.  —  Let 
It!0  =  the  resistance  of  a  particular  piece  of  Pt  wire  at  0°  C. 

Let  Rfl  =  the  resistance  of  the  same  piece  of  Pt  wire  at  100°  C. 

Let  R  =  the  resistance  of  the  same  piece  of  Pt  wire  at  TQ  C. 
(Gas  scale.) 

iCallender  and  Griffiths,  Phil.  Trans.  Royal  Soc.,  1892,  p.  119. 
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Let  pt  =  the  temperature  on.  the  Pt  scale  of  temperature  =« 
r°  on  the  gas  scale  of  temperatures. 

Then  assuming  that  the  resistance  varies  proportionately  to 
temperature,  we  have 

%  _  JBO  =  the  resistance  at  T°  or  pt  (platinum  scale). 

j^  __  #0  =  the  resistance  at  100°  (on  both  scales). 

m  which  follows: 

a.   (R  -  fl0) :  Pi  =  («i  ~  A):    100  or  p*  = 


j  value  of  pt  depends  upon  the  purity  of  the  platinum. 
From  experimental  work,  Callender  and  Griffiths  have  shown 
b  the  following  relation  exists  between  the  platinum  scale  and 
air  pyrometer  scale  up  to  000°  C,,  and  later  by  Harker,1  up 
000°  C.  and  somewhat  above. 

OT  i2       T  \ 
—  J   —  1 


100) 

>  value  of  8  depends  upon  the  purity  of  the  platinum;  d  Indi- 
es the  difference  between  the  air  and  platinum  scales.  From 
above  formula  is  deduced  the  following: 

T  ]2       T 


2. 


rn  this  equation  (2)  a  table  may  be  calculated  giving  the  "value 
'pt"  in  terms  of  T,  and  from  this  a  curve  may  be  plotted  with 
-  pt)  in  terms  of  T,  abscissae,  and  pt  as  ordmate.  This  will 
nee  give  d  =  (T—pf),  which  must  be  added  to  "pt,"  the  plati- 
i  temperature,  in  order  to  get  T,  or  the  reading  on  the  normal 
scale,  as  shown  in  Fig.  55. 

The  value  of  8  for  any  given  pyrometer  may  be  determined 
i  ample  accuracy  by  standardizing  the  instrument  against  a 
wn  point,  usually  boiling  sulphur,  444.5°  C.  at  760  mm.  pres- 
>,  and  substituting  this  value  of  T  and  the  observed  value  of 
"  corresponding  to  T  in  formula  6,  and  calculating  8.  The 
le  of  3  can  also  be  checked  by  making  another  similar  deter- 
ation  as  above,  with  silver  as  the  fixed  point.  (See  remarks 
at  silver  under  the  thermo-couple.) 

iProc.  Royal  Soc.,  Vol.  LXXIII  (1904),  p.  217. 
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The  denominator  in  equation  a,  (Bi  —  B0)  is  known  as  the 
"fundamental  interval"  of  the  resistance  pyrometer  and  is  ex- 
pressed in  ohms. 

The  "fundamental  coefficient"  expressed  by  the  letter  C  is  the 
mean  temperature  coefficient  of  change  of  resistance  between. 
zero  degrees  and  100-  C.,  and  is  expressed  as  follows: 

7?      —  P 

-^lOO  -Lv!) 


s^     _ 

~ 


X  100 


From  what  has  gone  before  it  is  evident  that  the  platinum  tem- 
perature scale  is  expressed  in  terms   of   electric   resistance.     If 
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FIG.  55.  — Curve  relating  the  gas  scale  to  the  platinum  scale. 

now  the  platinum  pyrometer  be  so  constructed  that  the  increase 
in  resistance  of  the  coil  of  platinum  wire  acting  as  the  pyrometer 
be  of  such  diameter  and  length  that  the  increase  of  resistance 
between  zero  degrees  and  100°  C.  (fundamental  interval)  be  just 
one  ohm,  then  0.01  ohm  will  be  equal  to  one  platinum  degree, 
and  a  special  Wheatstone  bridge  apparatus  may  be  designed  so 
as  to  measure  in  units  of  0.01  ohm  and  thus  record  platinum  de- 
grees directly.  It  is  evident  that  the  resistance  measuring  appa- 
ratus need  not  be  calibrated  to  measure  absolutely  standard  ohms, 
since  all  that  is  necessary  is  to  have  the  "fundamental  interval " 
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a  certain  definite  resistance  and  then  take  for  units  one  hundredth 
part  of  this.  It  is,  however,  essential  to  have  the  various  resist- 
ance coils  of  the  instrument  and  the  calibrated  wire  of  the  bridge 
standardized  in  terms  of  the  "fundamental  interval"  so  that  the 
various  resistances  are  strictly  comparable. 

A  formula  relating  directly  the  temperature  T  and  resistance 
R  of  any  given  piece  of  platinum  wire  is 


,  or       = 

RQ 


- 

In  this  formula,  a  =  C  \l  +  ",  and  b  = 


In  order  to  solve  the  equation,  resistances  of  the  wire  at  >sero 
degrees  C.  and  at  100°  C.,  viz.,  at  molting  ice  and  boiling  water, 
must  be  known,  so  as  to  be  able  to  calculate  the  "fundamental 
coefficient"  C,  and  the  value  of  8. 

Design  of  the  Pyrometer.  —  The  electric  resistance  pyrom- 
eter is  due  to  Werner  von  Siemens/  who  first  proposed  it  in 
1871.  Its  development  as  an  accurate  scientific  instrument  is 
largely  due  to  Callender  and  Griffiths. 

The  main  consideration  in  the  platinum  resistance  pyrometer 
is  to  keep  the  resistance  of  the  platinum  constant.  It  is  found 
that  heating  platinum  in  the  presence  of  silica,  or  clay,  or  iron, 
or  directly  in  furnace  gases,  or  in  presence  of  hydrogen,  particu- 
larly when  SiOa  is  also  present,  causes  very  great  changes  in  the 
electric  resistance,  so  as  to  practically  make  the  instrument 
worthless.  Heating  above  1200  °0.  causes  a  slight  volatilisa- 
tion of  the  platinum,  which  increases  the  resistance  of  very  fine 
wires.  It  is  found  that  when  the  platinum  wire  is  wound  around 
a  spool  of  pure  mica,  formed  by  two  strips  of  mica  set  crosswise, 
and  enclosed  in  a  porcelain  tube,  that  the  resistance  of  the  coil 
undergoes  no  change  and  may  bo  used  an  indefinite  number  of 
times  with  concordant  results.  Fig,  56  shows  the  construction 
of  platinum  resistance  pyrometers.  A  coil  of  platinum  wire, 
usually  from  0.10  to  0.3  mm.  diameter  of  wire  and  of  certain 
length  (the  coil  should  not  be  more  than  1  to  1.5  in.  long  in  most 
cases,  so  as  to  localize  the  temperature  it  measures),  is  wound  on 
mica  plates,  and  connected  by  its  terminals  by  "autogene"  junc- 
tions to  heavy  copper  or  platinum  leads  (these  latter  preferred), 

1W.  Siemens,  Proc.  Royal  Soc,,  Vol.  XIX  (1871),  p.  351, 
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insulated  from  each  other  by  thin,  fire-clay  tubes,  and  passing  out 
to  binding  posts  on  the  handle  of  the  instrument  as  shown  in 
Fig.  56.  The  whole  is  protected  by  a  porcelain  tube,  which  may 
be  enclosed  in  an  iron  tube. 

Since  the  temperature  is  measured  by  the  increase  in  resist- 
ance of  the  platinum  coil  only,  and  the  instrument  is  immersed 
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Fio.  56,  —  Platinum  resistance  pyrometers. 

in  the  furnace  in  such  a  manner  that  parts  of  the  conducting  leads, 
through  which  the  current  enters  and  leaves  the  coil,  are  also 
heated  and  thus  increase  in  resistance,  the  instrument  is  provided 
with  " compensating  leads"  of  the  same  size  as  the  "conducting 
leads,"  and  extending  down  as  far  as  the  top  of  the  coil.  These 
"compensating  leads"  are  eventually  connected  with  the  Wheat- 
stone  bridge  which  measures  the  resistance,  but  to  the  opposite 
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arm  from  that  to  which  the  leads  from  the  platinum  coil  are  con- 
nected, so  that  the  two  resistances,  the  "conducting  leads "  from 
the  top  of  the  coil  to  the  Wheatstone  bridge  and  the  compen- 
sating leads  from  the  top  of  the  coil  to  the  bridge,  are  just  equal 
and  therefore  balance  each  other,  the  bridge  then  measuring  only 
the  resistance  of  the  platinum  coil.  Fig.  57  showing  a  diagram- 
matic sketch  of  the  set-up  will  make  this  explanation  plain.  The 
platinum  conductors  leading  from  the  resistance  coil  and  carrying 
the  current  of  the  battery  to  the  coil  are  connected  to  one  arm 
of  the  Wheatstone  bridge  apparatus  by  heavy  copper  leads,  and 
in  the  same  way  the  "compensating  leads"  are  connected  to  the 


Battery 


FIG.  57.  —  Diagrammatic  sketch  of  platinum  resistance 
pyrometer  set-up. 

opposite  arm  of  the  bridge,  the  conditions  being  that  the  total 
resistance  of  the  circuits  from  X  to  A  and  from  X  to  B  are  exactly 
equal.  The  "ice  bobbin"  is  a  spool  of  manganin  wire  inserted 
into  the  compensating  leads  as  shown,  and  is  of  such  resistance  as 
to  just  equal  the  resistance  of  the  platinum  resistance  coil  at, 
zero  degrees  C.  It  is  therefore  evident  that  the  resistance  of 
the  two  circuits  leading  from  the  instrument  (pyrometer)  are 
equivalent.  If  now  the  platinum  resistance  coil  be  exposed  to 
the  source  of  temperature  and  the  battery  current  turned  into 
the  system  by  throwing  a  suitable  switch  and  the  "ratio  arms" 
of  the  Wheatstone  bridge  are  of  equal  resistance,  the  increased 
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resistance  of  the  platinum  resistance  coil  due  to  temperature  can 
be  measured  by  adjusting  the  various  known  resistances,  includ- 
ing the  sliding  contact,  until  the  galvanometer  shows  zero  reading. 
If  the  Wheatstone  bridge,  is  calibrated  in  platinum  degrees  as 
explained,  and  the  "ice  bobbin"  is  used,  the  reading  will  be  the 
temperature  of  the  coil  above  zero  degrees  C.  in  platinum  degrees, 
which  can  then  be  converted  to  degrees  on  the  standard  gas  scale 
by  means  of  the  formula.  If  no  "ice  bobbin"  is  used,  it  will  be 
necessary  to  determine  the  resistance  of  the  coil  at  zero  degrees  C. 
(in  melting  ice)  on  the  bridge  and  then  subtract  this  constant  from 


FIG.  58.  —  Set-up  of  platinum  resistance  pyrometer.  Py  is  the 
pyrometer  in  electric  furnace,  F;  W  is  Wheatstone  Bridge,  G 
is  the  reflecting  galvanometer,  B  is  the  battery. 

all  readings  of  temperature  in  platinum  degrees.  When  tempera- 
tures below  zero  degrees  C.  are  to  be  determined,  it  will  be  neces- 
sary to  omit  the  "ice  bobbin,"  determine  the  resistance  of  the 
coil  at  zero  degrees  C.,  set  this  resistance,  then  immerse  the  instru- 
ment in  the  source  of  temperature,  adjust  the  galvanometer  to 
zero  again  by  adjusting  resistances,  and  subtract  the  last  reading 
from  the  reading  at  zero.  The  difference  will  give  the  tempera- 
ture below  zero  in  platinum  degrees,  which  can  be  converted  as 
stated.  Fig.  58  shows  a  complete  set-up  of  apparatus  for  the  de- 
termination of  temperature  by  the  platinum  resistance  pyrometer. 
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The  pyrometer  in  this  instance  has  a  "fundamental  interval"  of 
1.0005  ohms,  the  resistance  at  zero  degrees  C.  =  fi0  is  2.712 
ohms,  and  the  difference  coefficient  =  8  —  1.50.  This  value  is 
practically  that  for  very  pure  platinum. 

The  Wheatstone  bridge  used  is  of  special  form  for  high  accu- 
racy of  the  Callendar  and  Griffiths  design.  All  of  the  resistances 
are  immersed  in  an  oil  bath  to  avoid  any  correction  for  "tem- 
perature coefficient"  of  the  resistances,  although  these  are  of 
manganin  wire,  except  the  "bridge  wire,"  which  is  of  platinum 
silver.  By  means  of  this  bridge,  platinum  temperatures  can  be 
measured  to  0.01  C. 

THE  FiRY  RADIATION  PYROMETER 

The  principle  of  this  pyrometer  is  based  on  the  Stefan-Boltz- 
man  radiation  law,  viz.,  that  the  total  energy  radiated  by  a  "black 
body"  is  proportional  to  the  fourth  power  of  its  absolute  tempera- 
ture, or,  E  =  K(T*—  TV),  in  which  E  is  the  total  energy  radiated 
by  the  body  at  T  to  a  precisely  similar  body  at  T0,  and  A"  is  a 
constant  dependent  upon  the  units  used.  A  brief  consideration 
of  some  of  the  principles  of  radiation  is  essential  to  the  following 
discussion. 

The  amount  of  radiant  energy  emitted  by  a  unit  of  surface 
of  a  body  per  unit  of  time  for  any  given  temperature  measures 
the  intensity  of  radiation  at  that  temperature,  and  is  called  the 
emissivity  of  that  body.  This  emissivity  varies  with  the  tempera- 
ture, but  also  with  the  nature  of  the  surface  of  the  body,  so  that 
different  bodies  at  the  same  temperature  do  not  emit  necessarily 
the  same  total  amount  of  energy  per  unit  of  surface.  In  other 
words,  the  emissivity  of  the  bodies  for  the  same  temperature  is 
different.  If  a  body  be  considered  which  from  its  nature  is 
capable  of  absorbing  all  radiant  energy  thrown  upon  it  without 
reflecting  any  portion  of  it  or  transmitting  another  portion,  it  is 
called  a  black  body. 

The  emissivity  of  a  "black  body"  for  any  given  temperature 
is  unity;  the  emissivity  of  any  body  not  a  "black  body"  is  always 
less  than  unity.  But  if  we  add  to  its  emissivity  its  reflective  and 
transmissive  powers  their  sum  will  be  equal  to  unity.  It  follows 
from  the  above  that  if  we  have  a  "black  body"  at  a  certain  con- 
stant temperature,  receiving  upon  it  a  given  quantity  of  energy 
per  unit  of  time,  it  must  radiate  the  same  amount  of  energy  per 
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unit  of  time  in  order  that  the  temperature  may  remain  constant. 
Theoretic  "black  body"  conditions  are  very  closely  realized  by 
such  things  as  glowing  solid  coal,  hot  solid  iron  covered  with 
oxide,  hot  solid  copper  under  the  same  conditions,  etc.  Molten 
iron  and  molten  copper,  however,  differ  widely  from  "black  body" 
conditions.  It  has  been  demonstrated  that  while  the  emissivity 
of  solid  iron  covered  with  oxide  is  practically  unity,  that  of  molten 
iron  is  but  0.28  and  molten  copper  but  0.14.1 

Such  substances  as  polished  silver,  platinum,  or  magnesia,  all 
have  cmissivities  much  less  than,  that  of  a  "black  body."  "Black 
body"  conditions  are  also  realized  by  the  interior  of  an  enclosed 
space  coated  on  the  inside  with  lampblack  and  uniformly  heated 
by  any  suitable  means.  The  interior  of  this  space  will  radiate 
through  any  suitable  opening  in  it,  according  to  the  laws  of  "black 
bodies,"  viz.,  according  to  that  of  the  Stefan-Boltzman  law  already 
mentioned.  In  practice,  this  "black  body"  condition  is  realized 
by  the  interior  of  muffles,  furnaces,  kilns,  etc.  Furthermore,  any 
body  placed  within  such  an  enclosed  space  essentially  becomes  a 
"black  body"  as  regards  its  radiating  powers  after  it  has  assumed 
the  temperature  of  a  space  within  which  it  is. 

It  is  a  well-known  fact  that  temperatures  are  roughly  judged 
by  the  nature  of  the  light  emitted  by  an  incandescent  body. 
This  method,  however,  is  correct  only  when  the  incandescent 
body  is  under  "black  body"  conditions,  viz.,  is  within  a  uniformly 
heated  space,  such  as  a  furnace,  etc.  The  nature  of  the  radiant 
energy  emitted  by  bodies  not  black  for  any  given  temperature 
varies  with  different  bodies.  Thus,  in  the  total  energy  emitted  by 
one  body  at  a  given  temperature  there  may  be  much  more  light 
radiations  than  in  those  emitted  by  another  and  different  body  at 
the  same  temperature.  If  we  thus  judge  the  temperature  of  the 
body  by  the  eye  according  to  the  light  emitted,  we  would  assign, 
a  much  higher  value  to  the  temperature  of  the  second  than  to 
the  first  body,  but  wrongly  so.  As  already  stated,  the  total  radi- 
ation (heat  and  light  radiations,  etc.)  from  a  "black  body"  or  a 
body  under  "black  body"  conditions,  is  strictly  a  function  of  its 
temperature,  so  that  if  an  instrument  is  available  for  measuring 
the  intensity  of  total  radiation  from  a  substance  under  "black 
body"  conditions,  a  very  accurate  estimation  can  be  made  of  its 
temperature.  The  chief  difficulty  with  an  instrument  of  this 
i  C.  B.  Thwing,  "Physical  Review,"  February,  1908. 
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type  is  the  realization  of  the  "black  body"  conditions.  As 
already  stated,  if  such  an  instrument  were  sighted  upon  a  mass 
of  molten  iron  in  a  ladle  standing  in  the  open  air,  its  indications 
would  be  far  from  giving  the  correct  temperature  of  this  molten 
iron,  for  the  reason  stated.  If,  however,  this  molten  iron  be 
within  a  furnace  and  be  sighted  on  through  a  suitable  opening  in 
the  furnace,  the  correct  temperature  can  be  determined.  The 
instrument  thus  gives  what  is  termed  the  "black  body  tempera- 
ture/' which  may  be  the  true  temperature  if  the  body  be  undor 
"black  body"  conditions.  It  is  therefore  seen  that  the  instru- 
ment is  to  be  used  with  caution  and  its  readings  interpreted 
accordingly. 


FIG.  59.  —  Diagram  showing  distribution  of  radiant  energy. 

Theory  of  the  Total  Radiation  Pyrometer.  —  Let  0  be  a 
source  of  radiant  energy  and  let  S  be  a  unit  surface  at  unit 
distance  I,  receiving  a  quantity  of  radiant  energy  q.  Then  in 
the  above  figure  S  is  to  S'  as  Z2  is  to  (2Z)2,  or 


The  amount  of  radiant  energy  on  8'  is  the  same  as  on  S}  therefore 
a  unit  surface  on  Sf  receives  one-fourth  of  the  radiant  energy  as 
the  unit  surface  at  S.  The  radiant  energy  therefore  varies 
inversely  as  the  square  of  the  distance. 

Considering  now  a  concave  mirror  M  receiving  radiant  energy1 

1  The  discussion  which  follows  is  strictly  valid  only  when  the  object 
radiating  energy  is  at  a  distance  from  the  mirror,  which  is  large  as  compared 
with  the  focal  distance  of  the  mirror. 
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(total)  q'  from  the  radiating  source  at  S,  the  focus  of  the  mirror 
being  at  I  distance  from  S,  it  will  form  an  image  of  S  at  7,  whose 
area  is  indicated  by  S'.  All  the  energy  received  by  the  mirror  M  is 
then  concentrated  in  the  image  /  and  the  intensity  of  energy  in  the 

image  will  be  expressed  by  the  quantity   ~.     If  now  the  focus  of 

o 

the  mirror  is  removed  to  a  distance  2 1  from  the  source  of  radiant 
energy,  and  the  image  focused  at  /',  its  size  will  be  S'f  and,  accord- 
ing to  the  laws  of  optics,  Ir  will  be  one-fourth  the  size  of  /,  since 
the  area  of  the  image  varies  inversely  as  the  square  of  the  distance 
of  the  object  from  the  focus.  The  mirror  in  its  new  position  Mf 
will  receive  one-fourth  the  radiant  energy  that  it  did  at  M  and  this 
energy  will  be  concentrated  in  the  image  1' .  If  q"  is  the  amount 


FIG.  60.  —  Diagram  of  mirrors  receiving  radiant  energy. 

of  radiant  energy  that  the  mirror  receives  at  M',  and  S"  the  size 

**  if 

of  the  image,  then  the  intensity  of  energy  in  the  image  is  — ,  but 

o 


X  Q,  —  „, 

O         o 


as  <f  =  ~  and  S"  =  -7,  we  have,  substituting,  —  = 
44  £ 

or  the  intensity  of  energy  in  either  case  is  the  same.  If  now  a 
means  is  provided  for  measuring  the  intensity  of  energy  in  the 
image  of  the  mirror,  we  can  determine  the  temperature  of  the  source 
S  from  the  Stefan-Boltzman  radiation  law,  provided  we  first 
standardize  the  instrument  containing  the  mirror  against  a  known 
temperature.  The  intensity  of  the  energy  will  be  measured  by 
a  sensitive  thermo-couple  placed  in  the  focused  image  and  com- 
pletely covered  by  it;  in  fact  the  image  must  overlap  the  junction 
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of  the  couple,  since  we  are  measuring  the  effect  of  intensity  of 
the  energy  in  the  image.  If  the  junction  be  sufficiently  small, 
there  will  be  no  difficulty  in  doing  this  with  the  instrument  within 
any  reasonable  distance  from  the  radiating  object. 

The  thermo-couple  will  be  connected  by  leads  to  a  sensitive 
high-resistance  galvanometer,  and  when  the  instrument  contain- 
ing the  mirror  is  now  focused  upon  the  source  of  energy  in  such 
a  way  as  to  fulfil  the  above  conditions,  the  temperature  set  up  in 
the  image  by  the  intensity  of  radiations  received  from  the  source 
S  will  cause  an  e.m.f.  in  the  couple  which  will  cause  a  current 
to  flow  through  the  circuit  of  the  couple  and  give  rise  to  a  defi- 
nite deflection  of  the  galvanometer  needle,  which  will  be  called  R. 
Let  it  be  supposed  that  the  temperature  of  the  source  S  be 
known,  in  this  instance,  for  the  purpose  of  calibration,  it  having 
been  measured  say  by  means  of  a  thermo-couple  or  a  resistance 
pyrometer  and  expressed  in  the  gas  scale  as  T\. 

We  have  now  the  Stefan-Boltzman  law:  E  =  K  (T4  —  2V) 
in  which  T  is  the  absolute  temperature  of  the  source  S;  T())  the 
absolute  temperature  of  the  receiving  surface,  the  mirror;  and 
E  the  intensity  of  energy  of  radiation  of  the  source.  K  =  con- 
stant dependent  upon  the  units  used. 

In  this  particular  instance  of  calibration  let  T  be  the  known 
temperature  T\,  and  let  the  intensity  of  energy  in  the  focus  of  the 
mirror  cause  a  galvanometer  deflection  of  R.  Then  we  can  say 

1.  Ei  =  &  =  K  (TV  -  TV) 

and  for  another  case  at  a  higher  temperature  T*,  but  unknown 

2.  E»  =  R»  =  K  (T,4  -  TV) 

and  since  for  ordinary  accuracy  the  absolute  temperature*  of  the 
receiving  source,  the  mirror,  is  negligible,  we  have 

Ei  =  R!  =  K  (2V)  or  Rl  =  K  (T7/) 

E*  =  R»  =  K  (TV)  R,  =  K  (2Y) 

Jt-Bdi.H  .ffi.ffi 


R, 
-- 


Then  as  Ri  and  Ti  are  known  values,  as  is  also  Ra,  by  observation 
of  the  galvanometer  the  temperature  T,  can  be  calculated.  In 
this  manner  the  scale  of  the  galvanometer  can  be  .so  constructed 
as  to  indicate  directly  the  temperature  of  the  radiatino-  source 
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and  temperatures  read  off  directly  from  the  galvanometer  deflec- 
tions. In  considering  the  instrument,  the  following  facts  must 
be  taken  into  consideration: 

1.  It  has  been  shown  that  the  indications  of  the  instrument 
are  independent  of  distance  as  long  as  it  is  possible  to  have  the 
focused  image  of  the  incandescent  object,  formed  by  the  mirror, 
overlap  to  some  extent  the  thermo-couple  junction,  so  that  this 
will  fully  measure  the  intensity  of  the  radiations. 

2.  That  the  intensity  of  radiations  are  measured  by  a  suitable 
thermo-couple,  and  since  the  e.m.f.  of  a  thermo-couple  is  a  func- 
tion of  the  difference  in  temperature  of  the  two  junctions,  hot 
and  cold,  as  shown  previously  in  this  chapter,  the  galvanometer 
deflection  will  be  that  due  to  the  difference  in  temperature  be- 
tween that  of  the  hot  junction  and  that  of  the  "cold  junction" 
(in  this  case  the  galvanometer  at  room  temperature),  but  this 
difference  is  exactly  the  increase  of  temperature  of  the  hot  junc- 
tion in  the  image  due  to  the  radiant  energy  received,  which  is 
the  temperature  it  is  desired  to  measure.     For  this  reason  there 
are  no  "cold  junction "  factors  to  be  considered  in  this  instance, 
provided  that  before  use  there  is  no  difference  in  temperature 
between  the  telescope  and  the  galvanometer.     The  temperature 
of  the  image  is  rarely  more  than  80°  C.  above  the  room  tempera- 
ture. 

3.  The  mirror  of  the  instrument  may  be  replaced  by  a  suit- 
able lense,  as  is  done  in  the  laboratory  form  of  the  instrument. 
This  lense  must  fulfil  the  condition  that  the  ratio  of  radiation 
transmitted  to  those  absorbed  be  constant,  in  order  that  the 
instrument  may  obey  Stefan's  law.     Fluorite  is  a  suitable  material 
in  this  sense  for  radiations  above  900°  C.     The  amount  of  radiant 
energy  received  by  the  lense  or  mirror  and  brought  to  focus  in 
the  image  is  dependent  upon  the  diameter  of  the  opening  of  the 
telescope.    With  this  factor  fixed,  a  certain  temperature  of  the 
incandescent  source  causes  a  given  deflection  of  the  galvanometer. 
With  high  temperatures  the  scale  of  the  galvanometer  will  have 
insufficient  length  to  record  the  deflection.    This  difficulty  may 
be  obviated  by  providing  the  opening  of  the  telescope  with  a 
shutter  provided  with  a  diaphragm  as  shown  in  Fig.  62,  so  that 
the  amount  of  radiations  reaching  the  mirror  may  be  regulated. 
It  is  readily  deduced  from  what  has  gone  before  that  the  intensity 
of  radiations  in  the  image  will  be  directly  proportional  to  the  area 
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of  the  opening.  The  instrument  may  be  calibrated  with  any  given 
size  opening  and  a  second  scale  established  on  the  galvanometer. 
Instead  of  reducing  the  size  of  opening  of  the  telescope,  recourse* 


FIG.  61.  — -  F(§ry  pyrometer  set  up  for  an  observation. 


may  be  had  to  placing  the  galvanometer  on  a  shunt  of  known 
resistance  (thus  decreasing  the  current  in  this  part  of  the  circuit 
and  reducing  the  galvanometer  deflection)  in  the  circuit, 
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of  directly  in.  series,  and  thus  establishing  a  second  scale  for  the 
higher  temperatures. 

Fig.  61   shows  the  instrument  set  up   for  an  observation. 

In  Fig.  62  is  shown  the  telescope,  within  which  on  a  rack  and 
pinion  is  fixed  the  concave  mirror  M  with  an.  opening  through  the 
center.  The  rack  and  pinion  device  is  operated  by  the  thumb 
screw  p,  by  which  means  the  image  of  the  incandescent  object 
is  focused  upon  the  junction  of  a  copper  konstantan  thermo- 
couple at  X  in  the  optic  axis  of  the  telescope.  The  junction  of 
this  thermo-couple,  which  is  but  a  few  thousandths  of  a  milli- 
meter wide,  is  in  the  form  of  a  cross  and  is  soldered  to  a  silver 
disc.  The  two  wires  of  the  thermo-couple  are  attached  to  two 
brass  strips,  D  and  R,  which  lead  to  the  insulated  terminals  b  and 


FIG.  62.  —  Construction  of  the  F6ry  radiation  pyrometer  B,  A,  diaphragm 
for  reducing  the  aperture  of  the  telescope. 

V.  These  terminals  connect  by  leads  with  the  galvanometer. 
Two  small  mirrors  placed  close  to  the  couple  reflect  the  image 
of  the  incandescent  object  formed  by  the  concave  mirror,  to  the 
eye  piece  0,  and  are  arranged  in  such  a  way  as  to  split  the  field 
of  view  into  an  upper  and  lower  half  which  conform  only  when  a 
focus  has  been  reached.  When  focused,  the  junction  of  the 
couple  which  appears  as  a  black  disc  in  the  center  of  the  field  is 
overlapped  by  the  conformed  halves  of  the  image.  B  shows 
the  front  of  the  telescope  with  the  shutter  up  and  A  the  tele- 
scope with  the  shutter  down.  The  galvanometer  employed  is  a 
sensitive  one  of  the  D'Arsonval  type,  similar  to  that  used  in  the 
galvanornetric  work  with  thermo-couples,  as  already  described. 
It  is  graduated  with  special  temperature  scales,  derived  in  the 
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manner   outlined   under   the  discussion  of  the   theory   of   the 
radiation  pyrometer.1 

Fusing-Point  Pyrometry.  Fusible  Seger  Cones.  —  The  idea 
of  determining  temperatures  by  means  of  the  melting-points 
of  metals  and  alloys  is  an  old  one.  The  application  of  metals  to 
this  purpose,  however,  is  limited,  as  in  most  instances  tho  con- 
ditions of  use  would  specify  a  non-oxidizable  metal,  in  order  to 
be  certain  of  an  unchanging  melting-point.  The  unoxidissable 
metals,  platinum,  gold,  palladium,  silver,  are  much  too  costly  for 
ordinary  use.  Most  alloys  also  have  no  definite  melting-point, 
but  melt  through  a  temperature  interval,  as  has  been  fully  ex- 
plained hi  Chapters  II  and  IV.  For  these  reasons,  metals  and 
alloys  are  not  in  use  for  temperature  determinations  at  the  pres- 
ent day.  Certain  definite  chemical  salts  could  be  well  employed 
for  this  purpose  as  many  are  very  stable  and  have  very  definite 
melting-points.  Mixtures  of  two  salts  (except  the  eutectic  ratio) 
suffer  from  the  same  objection  as  alloys  by  melting  in  many  cases 
through  a  temperature  interval. 

The  only  fusing-point  pyrometers  in  constant  use   are   tho 
"Seger  cones/'  made  of  mixtures  of  either  silica,  or  boric  acid, 
or  both,  and  the  bases,  soda,  potash,  lime,  alumina,  and  ferric 
oxide.    The  original  Seger  cones  were  made  of  mixtures  contain- 
ing various  proportions  of  quartz  sand,  feldspar,  carbonate  of 
lime,  and  kaolin  as  pure  as  procurable.    The  Seger  cone  mix- 
tures do  not  possess  a  definite  fusing-point,  but  soften,  then  bond, 
and  finally  melt  into  a  liquid.    It  is  therefore  essential  to  define 
a  certain  softening  and  bending  of  the  cone  as  corresponding  to 
a  given  temperature.    The  "  cones ;;  are  made  in  the  form  of 
triangular  pyramids  50  mm.  high,  with  a  side  of  the  base  triangle 
15  mm.  long,  and  have  a  number,  corresponding  to  a  certain  melt- 
ing-point, stamped  on  one  side,  near  the  base.    When  the  cones 
bend  under  the  influence  of  heat,  this  number  usually  remains 
uppermost  so  that  it  can  be  identified.     In  the  accompanying 
table  the  temperature  assigned  to  each  cone  corresponds  to  that 
necessary  to  bend  over  the  cone  so  that  its  tip  will  practically 
touch  its  base.'    However,  the  manner  and  rapidity  of  heating 
have  their  influence  on  the  bending  of  the  cone  as 'well  as  tho 
temperature,  and  the  figures  given  are  those  for  slow  heating.     In 

1  See  Principle  and  Operation  of  Fdry  Radiation  Pyrometer  C  IT  Wilson 
and  Fred  Maeulin,  S.  of  M.  Quat.,  Vol.  XXVIII,  p.  353. 
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determining  temperatures  with  the  Seger  cones,  the  method  used 
is  to  place  a  number  of  the  cones,  of  successive  melting-points,  fas- 
tened by  clay  to  a  fire-clay  tablet,  into  the  furnace,  where  those 
cones  with  a  lower  melting-point  than  the  temperature  of  the 
furnace  will  melt  down,  while  those  of  the  higher  melting-point 
will  remain  unaltered.  That  cone  which  is  bent  in  the  manner 
described  above  indicates  the  highest  temperature  reached.  The 
cones  listed  in  the  accompanying  table,  up  to  number  7,  are  cali- 
brated against  the  platinum-rhodium  thermo-couple  and  are  made 
from  certain  feldspars  and  kaolin.  If  cones  are  made  of  local 
material,  it  may  be  necessary  to  recalibrate,  as  small  amounts  of 
impurities,  or  small  changes  in  composition,  especially  in  the 
alkalies,  will  quite  materially  alter  the  melting-points. 

It  is  evident  from  the  foregoing  that  temperature  determina- 
tions carried  out  by  means  of  Seger  cones  are  approximate  only. 
The  method  in  many  cases  furnishes  a  rapid  and  cheap  way  of 
temperature  measurement  which  in  individual  cases  may  answer 
fully  as  well  as  more  expensive  and  elaborate  methods. 
TABLE  XXVI.  SEGER  CONES  l 


No. 
of 
Cone 

Composition 

Melting- 
point 
C° 

022 

0.5  Na20,  0.5  PbO, 

2.0    SiO2,  1.0    B203 

590 

021 

cc                     tt 

0.10  A1203, 

2.2       "                 " 

620 

020 

It                 tt 

0.20      " 

2.4       "                " 

650 

019 

Ct                              1C 

0.30      " 

2.6       " 

680 

018 

cc                      cc 

0.40      " 

2.8       "               " 

710 

017 

cc                     tt 

0.50      " 

3.0       " 

740 

016 

ci                       cc 

0.55      " 

3.1       " 

770 

015 

cc                      tt 

0.60      " 

3.2       " 

800 

014 

u                     tc 

0.65      " 

3.3       "               " 

830 

013 

1C                                (t 

0.70      " 

3.4       " 

860 

012 

1C                                CC 

0.75      " 

3.5       " 

890 

Oil 

cc                      cc 

0.80      " 

3.6       " 

920 

010 

0.3  K20,    0.7  CaO, 

0.20  Fc203,  0.30  A1203, 

3.5       "     0.50     " 

950 

09 

ft                    It 

ct                        tc 

3.55     "     0.45     " 

970 

08 

ct                    tt 

tt                         tc 

3.60     "     0.40     " 

990 

07 

ct                    tt 

tt                           tt 

3.65     "     0.35     " 

1010 

06 

It                    tt 

tt                      It 

3.70     "     0.30     " 

1030 

05 

cc                     it 

tt                         tc 

3.75     "     0.25     " 

1050 

04 

tt                     cc 

it                         tc 

3.80     "     0.20     " 

1070 

03 

ct                     (( 

It                       (t 

3.85     "     0.15     " 

1090 

02 

cc                     it 

tt                      tt 

3.90     "     0.10     " 

1110 

01 

1C                              Ct 

Ct                                  1C 

3.95     "     0.05     " 

1130 
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TABLE  XXVI      SEGER  CONES  l  (Continued) 


No. 
of 
Cone 

Composition 

Melting- 
point 

1 
2 
3 

0.3  KoO,    0.7  CaO,  0.20  Fe203}  0.30  AL,03, 
"         0.10      "      0.40     " 
0.05      "      0.45     " 

4  HiOj 

4     « 
4     " 

1150 
1170 
1190 

4 
5 
6 

0.5 
0.5 
"               "         0.6 

a 
a 

4     " 

5     " 
6     " 

1210 
1230 
1250 

7 
8 
9 

0.7 
0.3  K20,    0.7  CaO,  0.8 
0.9 

a 
A1208, 

u 

r  « 

8  SiO2 
9     " 

1270 
1290 
1310 

10 

1.0 

it 

10     " 

1330 

11 
12 

1.2 
1.4 

tt 

tt 

12     t( 
14     " 

1350 
1370 

13 

"               "         1.6 

<e 

16     " 

1390 

14 
15 

1.8 
"                "         2.1 

it 

a 

18     " 
21     " 

1410 
1430 

16 
17 

"                "         2.4 
"               "         2.7 

a 
tt 

24     " 
27     " 

1450 
1470 

18 
19 

20 
21 
22 

3.1 
3.5 
3.9 
4.4 
4.9 

tt 
it 
a 
it 

it 

31     " 
35     u 
39     " 
44     " 

49     " 

1490 
1510 
1530 
1550 
1570 

23 
24 
25 
26 
27 

5.4 
"               "         6.0 
6.6 
"               "         7.2 
"               "       20 

n 
tt 
tt 
tt 

tt 

54     " 
60     " 
66     " 

72     u 
200     " 

1590 
1610 
1630 
1650 
1670 

28 

1 

n 

10     " 

1690 

29 

1 

tt 

8     " 

1710 

30 
31 

1 
1 

it 

tt 

0     " 
5     " 

1730 
1750 

32 

1 

it 

4     " 

1770 

33 

f)A 

•  1 

tt 

3     " 

1790 

6*± 

1 

" 

2.5  " 

1810 

35 
38 

1 
i 

tt 
tt 

2      « 

1830 

1.5  " 

1850 

These   cones   can  be  procured  from  Prof.  Ed. 
eramics,   Ohio  State  University,   Columbus,  ' Ohio- 
mend,  3d  Ave.  and  18th  St.,  New  York. 


Orton,    Department  of 
and   from  Elmer   and 


1  Hecht,  Ton  Industrie  Zeit.,  1885,  etc. 
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A  Comparison,  of  the  Various  Forms  of  Pyrometer  De- 
scribed. The  methods  of  pyrometry  described  in  the  foregoing 
pages  are  essentially  the  chief  on.es  used  both  in  the  laboratory 
for  scientific  investigation  and  in  the  works  as  industrial  instru- 
ments. The  other  methods  outlined  briefly  at  the  beginning  of 
this  chapter  are  but  rarely  used,  with  the  exception  of  some  of 
the  forms  of  optical  radiation  pyrometers,  of  which  a  number 
of  good  instruments  exist,  such  as  the  Wanner  pyrometer,  that 
of  Mesure  &  Noel,  and  that  of  LeCluitelier,  and  others.  These 
instruments,  however,  possess  certain  very  definite  disadvantages, 
so  that  it  requires  considerable  scientific  skill  to  get  results  of 
which  the  operator  can  be  certain.  They  are  used  to  a  consider- 
able extent  in  the  laboratory  but  practically  not  at  all  in  practice.1 

The  most,  accurate  method  of  measuring  high  temperatures  is 
that  using  the  resistance  of  platinum.  It  is  coining  rather  widely 
into  use  in  an  industrial  form  for  measuring  temperatures  up  to 
1000°  ('.  The  highest  limit  to  which  it  can  be  safely  used,  as 
already  outlined,  is  about  1200°  C.  It  serves  excellently  to  deter- 
mine on liuary  furnace  temperatures,  temperature  of  hot  blast, 
temperature  of  gases  in  flues,  for  which  latter  purpose  it  can  be 
arranged  as  shown  in,  Fig.  (>3,  so  that  the  temperature  read  will  be 
practically  an  integration  of  that  existing  over  the  area,  giving 
the  average  temperature  of  any  given  cross-section  of  the  flue 
and  not  merely  the  temperature,  of  some  small  localized  area. 
In  the  laboratory  the  method  serves  very  well  for  extremely 
accurate  measurements  of  temperature,  such  as  the  temperature 
of  the  reealeseenee  of  steel,  the  temperature  in  roasting  experi- 
ments, etc.  As  the  temperature  is  measured  by  the  increase  of 
electrical  resistance  of  a  coil  of  platinum  wire,  which  occupies 
an  appreciable  space,  it.  is  evident  that  this  method  does  not  serve 
as  well  as  the  thermo-electric,  method,  for  the  determination  of 
temperatures  closely  localized,  such  as  the  condition  existing  in 
the  determination  of  the  melting-points  of  alloys  or  metals.  Fur- 
thermore, trite  resistance  pyrometer  must  always  be  protected  by 
suitable  tubing,  no  matter  what  conditions  are,  since  the  wire 

1  For  a  description  of  optical  pyrometers  and  the  principles  upon  which 
they  arc  based,  reference  w  made  to  High  Temperature  Measurements  by 
Lerimfelier,  Boudouard  and  BurgoHH,  1007,  chapter  on  the,  "Optical  Pyrom- 
eter," and  to  "Optical  Pyrometry"  by  C.  W.  Waidner  and  G.  K.  Burgess, 
Bui.  Bureau  of  Standardn,  Washington,  Vol.  I,  No.  2,  p.  189. 
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and  frame  upon  which  it  is  wound  are  very  delicate.  The  thermo- 
couple in  many  cases  can  be  used  without  protection,  and  even 
though  it  is  used  with  protecting  tube,  this  in  most  cases  can  be 
very  much  smaller  than  that  used  in  the  resistance  pyrometer; 
for  this  reason  —  the  "lag"  of  the  resistance  pyrometer  is  in  many 
cases  greater  than  that  of  the  thermo-couple,  the  lag  of  the  pyrom- 
eter being  the  time  interval  between  the  occurrence  of  a  given 
temperature  at  a  point  and  its  indication  by  the  recording  instru- 
ment. It  is  evident  that,  considering  a  pyrometer  which  has  a 


Brass  Frame 


Cl          C2 


PI  P2 

FIG.  63.  —  Integration  frame  for  platinum  resistance  pyrometer. 

decided  lag,  immersed  in  an  alloy  which  is  cooling  and  freezing, 
that  the  temperature  indicated  by  the  recorder  will  not  be  that 
of  the  pyrometer  immersed  in  the  metal,  but  a  higher  temperature, 
the  difference  being  due  to  the  lag,  this  lag  being  a  function  prin- 
cipally of  the  conductivity  of  the  protecting  tube  of  the  pyrometer. 
When  temperatures  above  1200°  C.  are  to  be  measured,  the 
only  two  methods  applicable  are,  first,  that  of  the  thermo-couple, 
and  second,  that  of  the  Fery  radiation  pyrometer,  or  some  form 
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of  optical  pyrometer.  The  thermo-electric  method,  using  the 
platinum-rhodium  or  the  platinum-iridium  thermo-couples,  have 
been  developed  into  very  sensitive  and  accurate  methods,  which 
are  widely  used  for  scientific  investigations  and  industrial  prac- 
tice. The  method  is  readily  adaptable  to  temperatures  ranging 
between  about  300°  to  1600°  C.,  a  range  within  which  practically 
all  mct.iillurgie  or  industrial  operations  fall.  Certain  base  metals 
are  also  used  for  thermo-couples.  The  application,  however,  of 
base  mo tal  couples  is  rather  limited,  in  so  far  as  their  accuracy 
can  iu  no  way  approach  that  of  the  platinum  alloys  for  the  measure- 
ment of  temperatures  above  600°  C.  They  serve  very  well  for 
the  indication  of  rather  low  temperatures  for  industrial  purposes. 
The  Fery  radiation  pyrometer  is  a  very  convenient  instrument 
when  temperatures  are  to  be  determined  which  range  between 
000°  and  upward,  there  being  practically  no  upper  limit,  and 
whore  it  is  not  convenient  to  insert  a  resistance  of  thermo- 
couple pyrometer  into  the  source  of  heat.  The  application  of 
the  Fcry  radiation  pyrometer,  however,  is  limited  by  the  fact 
that,  it  indicates  correctly  only  the  temperature  of  those  bodies 
which  are  under  "black  body"  conditions,  as  already  discussed 
undor  the  description  of  this  instrument.  As  these  "black  body7' 
conditions  arc  at  times  difficult  to  realize,  the  accuracy  of  the 
instrument  of  course  in  no  way  compares  with  that  of  the  resist- 
ance pyrometer  or  of  the  thermo-couple.  It  serves,  however,  in 
many  cases  extremely  well  to  readily  indicate  temperatures  which 
could  otherwise  either  be  not  measured  at  all  or  be  measured 
under  very  great  difficulties.  Seger  cones  are  used  at  times  for 
the  determination  of  approximate  temperatures  as  described, 
especially  iu  glass  and  pottery  works. 

Continuous  Automatic  Recorders. — Under  certain  conditions 
it  is  desirable  to  obtain  a  continuous  record  of  the  temperature, 
both  in  scientific  laboratory  work  and  in  industrial  work.  It 
may  be  necessary  to  have  a  complete  and  continuous  record  of 
the  cooling  of  a  substance,  or  the  continuous  record  of  furnace 
temperatures  to  show  the  maximum  and  minimum  temperatures 
which  have  occurred  and  the  time  of  their  occurrence.  There 
are  a  number  of  continuous  recorders  that  are  satisfactory  and 
which  may  be  adapted  to  the  thermo-couple,  platinum  resistance, 
or  total  radiation  pyrometer. 

Fig.  64.  shows  the  thread  recorder  made  by  the  Cambridge 
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Scientific  Instrument  Company.1  The  instrument  is  essentially 
a  delicate  recording  galvanometer,  so  arranged  as  to  give  a  series 
of  records  of  the  instantaneous  deflections  of  a  galvanometer 
pointer.  The  method  employed  for  producing  these  records  has 
the  advantage  of  producing  continuously  visible  records,  while 


FIG.  64.  ^Thread  recorder  for  a  continuous  record  of  temperature,  with 
the  thermo-couple  -resistance  or  radiation  pyrometer. 


t 
parts  of  the  recorder     A  is  a  galvanometer  pointer  turning  about 

its  a^s  B  and  overhanging  a  drum  C.    Between  the  pointer  ,1 

£  thtT      m  ^ed  thread  °  IS  MM  P^l  to  the 
of  the  drum,  and  at  a  short  distance  above  its  surface.     A 

1  Taylor  Instrument  Companies,  Rochester,  N.  Y, 
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pmsscr-bar  D  is  situated  above  the  galvanometer  pointer,  and 
this  bar  is  normally  held  free  of  the  pointer  by  means  of  a  cam  E, 
and  its  follower  F.  At  regular  intervals  the  .cam  E  makes  a  half- 
revolutiou,  allowing  the  presser-bar  D  to  fall  upon  the  pointer  A 
and  then  raising  it  again  to  its  normal  height. 

As  the  pressor-bar  falls,  it  depresses  the  pointer  on  to  the 
drum,  nipping  the  inked  thread  between  the  pointer  and  the 
paper.  The  pointer  end  has  an  ivory  knife-edge  on  its  under 
wide,  which  produces  a  dot  upon  the  paper  at  the  point  of  the 
intersection  of  the  pointer  and  the  thread,  thus  making  a  visible 
record  of  the  instantaneous  deflection  of  the  galvanometer.  The 
galvanometer  pointer  is  hinged  so  that  it  can  be  depressed  without 


FKJ.  65.  —  Essential  parts  of  the  thread  recorder. 

bending  the  suspension.  In  the  intervals  between  the  production 
of  the  dots  the  galvanometer  is,  of  course,  free  to  take  up  its 
true  deflection  without  frictional  errors.  As  the  dot  is  always 
produced  where  the  thread  and  the  pointer  intersect,  it  will  be 
obvious  that  by  suitable  arrangements  of  the  galvanometer  co- 
efficient, paper  with  rectangular  co-ordinates  of  uniform  scale 
can  be  used. 

Fig.  06  shows  the  Lecds-Northrup  continuous  automatic 
recorder  for  use  in  connection  with  the  platinum  resistance  pyrom- 
eter. This  operates  on  a  different  principle  from  the  thread 
recorder,  being  essentially  an  automatic  Wheatstone  bridge.  As 
the  resistance  in  the  platinum  pyrometer  varies  with  either  a 
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rise  or  fall  of  temperature  of  the  furnace,  the  balance  of  the  bridge 
in  the  recorder  is  disturbed,  and  the  unbalanced  current  acting 
on  a  galvanometer  actuates  the  needle  of  this,  which  automatic- 
ally adjusts  resistances  in  the  bridge  to  bring  about  again  a 
balance.  The  pen  which  makes  the  record  is  moved  by 
electro-magnetic  means,  during  the  time  the  bridge  is  out  of 
balance,  and  is  independent  of  the  galvanometer  needle  for  its 
actual  motive  force. 


FIG.  66.  —  Leeds-Northrup  automatic  recorder. 

Fig.  67  shows  the  Leeds-Northrup  non-automatic  Wheatstono 
bridge  indicator  for  resistance  pyrometry.  It  is  designed  for  a 
number  of  pyrometer  connections  and  the  switch  in  the  uppor 
left-hand  corner  makes  connections  to  whatever  pyrometer  is 
desired.  In  operating,  the  leads  from  the  pyrometer  are  con- 
nected to  the  proper  binding  posts  on  the  back  of  the  instrument,, 
and  if  the  bridge  is  out  of  balance,  the  galvanometer  noodle, 
shown  directly  below  the  switch  in  the  figure,  is  deflected.  It  is 
brought  back  to  zero  by  turning  the  dial  indicator  to  the  proper 
position. 


THE  MEASUREMENT  OF  HIGH  TEMPERATURE          195 


FIG.  68.  —  Taking  the  temperature  of  hot  blast  at  the  tuyeres  of  an  iron 
blast  furnace  with  resistance  pyrometer. 
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The  position  of  the  indicator  can  bo  read  on.  the  circle  directly 
in  degrees,  and  gives  the  temperature  indication  of  the  pyrometer. 
The  principles  of  the  instrument  arc  those  of  the  Wheutstone 
bridge  arrangement  as  shown  in  Fig.  67,  and  discussed  under 


FIG.  67.  —  Wheat  tone  bridge  indicator  for  platinum  re- 
sistance pyrometer. 

resistance  pyromctry,  the  dial  circle  indicating  resistance  in  terms 
of  temperature  on  the  gas  scale.  Fig.  (>8  illustrates  u  resistance 
pyrometer  used  to  take  hot  blast  temperatures  in  iron  smelting. 


CHAPTER  VII 
TYPICAL  METALLURGICAL  OPERATIONS 

Introduction.  —  Metallurgy  is  defined  as  the  art  of  extract- 
ing metals  from  their  ores  on  a  commercial  scale.  It  further 
implies  the  production  of  a  metal  in  such  a  state  of  purity  or 
as  an  alloy  with  other  substances  in  definite  proportion  as  the 
requirements  of  the  arts  in  which  the  metal  is  to  be  used  may 
demand.  These  requirements  are  in  some  instances  very  severe. 
For  example,  steel  for  rails  in  American  practice  must  fulfil  the 
following  specifications:1 

For  an  80  Ib.  to  90  Ib.  per  yard  rail  — 

Sulphur,  not  over  0.075  per  cent. 
Carbon,  from  0.48  to  0.58  per  cent. 
Manganese,  from  0.80  to  1.10  per  cent. 
Silicon,  not  over  0.20  per  cent. 
Phosphorus,  not  over  0.10  per  cent. 

It  will  be  noted  that  the  control  of  such  elements  as  carbon, 
sulphur,  phosphorus,  and  manganese,  existing  as  they  do  in 
such  small  quantities,  must  put  severe  test  upon  the  skill  of 
the  metallurgist.  Not  only  is  the  chemical  composition  rigidly 
defined,  but  the  physical  constitution,  as  regards  grain  size  and 
the  mechanical  treatment  through  which  the  steel  must  pass,  are 
specified. 

In  the  metallurgy  of  copper  we  have  a  case  in  which  it 
is  essential  to  produce  a  substance  of  great  purity,  particu- 
larly if  the  copper  is  to  be  used  for  electrical  purposes.  The 
following  analysis  of  copper  shows  its  purity  as  usually  pro- 
duced:2 

1  American  and  Foreign  Rail  Specifications,  A.  D.  Colby,  T.  A.  I.  M.  E., 
XXXVII,   581. 

2  Peters,  Principles  of  Copper  Smelting,  p.  483. 
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TABLE  XXVII.    COMPOSITION  OF  REFINED  COPPER. 


Substance 

No.  1 

% 

0.00023 



0.00340 

0.00042 

Silver  (iiti  oz  )       .  >  

0.31 

Suboxide  (Cu->0)                   

0.75 

CoppfT                   

99.24f)9 

__._  

No.  2 

No.  3 

0.00231 

0.00054 

0.0005 



0.0138 

0.00102 

0.00218 

0.00034 

0.54 

0.43 

0.63 

0.084 

99.35121 

99.9141 

The  case  of  gold  is  similar  to  that  of  copper.  Very  small 
quantities  of  such  impurities  as  bismuth,  lead,  and  tellurium 
make  the  gold  very  brittle  so  as  to  unfit  it  for  coinage  or  use  in 
the  arts.  Gold  containing  0.05  per  cent,  bismuth  can  almost 
be  crumbled  in  the  fingers.1  In  fact,  a  large  part  of  the  metallurgi- 
cal operations  and  cost  of  the  same  are  directed  to  the  elimina- 
tion of  minute  quantities  of  deleterious  substances.  It  is  in  this 
respect,  and  in  the  production  of  enormous  quantities  of  material 
in  the  case  of  certain  metals  like  iron  and  copper,  that  modern 
metallurgy  differs  from  the  old  metallurgy. 

As  regards  the  term  ore  above  used,  it  may  be  defined  as 
follows:  An  ore  is  a  natural  mineral  product  which  contains 
enough  of  valuable  metal  to  warrant  its  extraction  by  metal- 
lurgical methods.  It  will  be  apparent  that  this  definition  does 
not  cover  all  cases.  For  instance,  what  may  be  an  ore  in  one 
locality,  i.e.  material  of  sufficient  value  to  pay  to  extract  the 
metal  from,  may  not  be  so  in  another  one  where  the  costs  are 
such  as  to  preclude  the  treatment  of  the  material  at  a  profit. 
Under  certain  favorable  natural  conditions,  very  low  grade  ores 
are  treated.  Thus,  the  Alaska-Troadwell  mines  in  Alaska  suc- 
cessfully treat  gold  ore  containing  not  more  than  $2.50  in  gold 
per  ton,  while  certain  Michigan  copper  mines  produce  copper  at 
a  profit  from  ore  containing  not  over  1  per  cent,  of  copper  in 
the  metallic  form.  These  cases,  however,  represent  the  lowest 
limits  at  the  present  date.  The  treatment  of  this  low-grade 
material  is  the  result  of  modern  methods  of  mining  and  metal- 
lurgy. The  following  outlined  schemes  show  the  various  metal- 
lurgical operations  necessary  to  produce  metal  from  the  ore  in 
the  case  of  iron,  copper,  gold,  and  zinc.  They  serve  to  illustrate 
the  complexity  of  the  processes. 

1Rose,  Metallurgy  of  Gold,  p.  4. 
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Metallurgical  Scheme  for  the  Production  of  Copper  from  its  Ores. 
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Metallurgical  Scheme  for  the  Production  of  Gold  from  its  Ores. 


GOLD  ORE 


1 
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I 
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Metallurgical  Scheme  for  the  Production  of  Zinc  from  its  Ore. 

ZINC  ORE 
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Oxidation  and  Reduction.  —  In  nearly  all  metallurgical  oper- 
ations the  processes  of  oxidation  and  reduction  play  a  very 
important  part.  The  significance  of  the  terms  oxidation  and  re- 
duction in  metallurgy  is  similar  to  that  in  chemistry,  except 
that  it  is  employed  in  a  somewhat  broader  sense. 

(1)  OXIDATION.  —  This  is  defined  as  the  process  by  means 
of  which  a  metal  or  other  element  is  oxidized  to  a  compound,  i.e. 
oxides,  sulphates,  etc.,  or  in  which  a  compound  is  raised  from  a 
low  degree  of  oxidation  to  a  higher  one;  thus  —  metallic  iron 
may  be  oxidized  to  ferrous  oxide  (FeO)  in  the  presence  of  silica 
and  form  a  slag,  ferrous  silicate,  as  takes  place  to  a  limited 
extent  when  cast  iron  is  made  into  wrought  iron  by  the  puddling 
process.  Or  again,  when  impure  metallic  copper,  the  product 
of  the  Bessemer  converter,  from  the  blowing  of  copper  matte, 
is  melted  in  a  reverberatory  furnace  in  the  presence  of  air  and 
steam,  in  order  to  oxidize  impurities  in  it,  such  as  iron,  arsenic, 
antimony,  bismuth,  etc.,  to  their  oxides,  so  that  they  may  be 
either  volatilized  or  induced  to  pass  into  the  slag,  and  thus  be 
removed.  During  this  process  some  of  the  copper  is  oxidized 
into  cuprous  oxide  (Cu20)  which  is  absorbed  by  the  metallic 
copper  and  acts  as  an  "oxygen  carrier"  to  impurities  present, 
with  the  formation  of  their  oxides.  The  excess  of  Cu20  must 
later  on  be  removed  by  reduction.  Again,  copper  matte,  essen- 
tially an  artificial  sulphide  of  copper  and  iron  produced  in  copper 
smelting,  is  converted  into  impure  metallic  copper  by  being  placed 
molten  into  a  cylindrical  steel  vessel  lined  with  refractory  mate- 
rial, called  a  converter,  air  being  blown  through  it  whereby  the  sul- 
phur is  oxidized  to  sulphurous  acid  gas  (SOo),  which  escapes,  while 
the  iron  is  oxidized  to  FeO  and  unites  with  silica,  derived  from  the 
lining  of  the  converter  if  this  be  acid,  or  from  siliceous  ore  thrown 
into  the  converter  if  the  lining  is  basic.  The  result  of  the  reac- 
tions is  metallic  copper,  the  whole  process  being  distinctively 
one  of  oxidation.  Another  important  example  of  oxidation 
reactions  is  exemplified  by  the  roasting  of  certain  ores;  thus  pyritic 
6res  containing  copper,  or  copper  mattes,  or  pyritic  ores  contain- 
ing lead,  may  be  heated  in  furnaces  in  the  presence  of  air  in  order 
to  convert  the  sulphur  into  S02  and  S03  gas,  largely  eliminating 
it,  while  the  iron  and  copper  are  converted  into  oxides  and  the 
lead  into  oxide  and  silicates.  This  process  is  termed  roasting 
and  serves  as  a  preparation  for  the  further  treatment  of  these 
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ores.  This  type  of  roasting  is  distinctively  an  oxidizing  reaction. 
There  are  many  other  examples  of  oxidation  in  the  various  metal- 
lurgical processes  employed  for  the  production  of  metal. 

(2)  REDUCTION. — A  reduction  reaction  is  one  in  which  a 
metal  is  reduced  from  its  compounds  by  means  of  some  reducing 
agent.  This  is  the  distinctively  metallurgical  definition  of  reduc- 
tion. Reduction  in  the  chemical  sense  also  implies  the  reduction 
of  a  compound  from  a  high  degree  of  oxidation  to  one  of  a  lower 
degree  of  oxidation.  The  term  reduction  is  used  also  metallurgi- 
cally  in  this  sense,  i.e.  a  "reduction  works"  is  a  plant  wherein 
some  metal  or  metallurgical  product  is  produced  from  its  ore, 
irrespective  whether  this  metal  or  product  be  obtained  by  reduc- 
tion or  oxidation.  Thus,  a  metallurgical  plant  producing  copper 
from  a  pyritic  ore  by  pyritic  smelting  and  Bessemcmation  of 
the  matte  is  a  " reduction  works77  producing  copper  practically 
solely  by  oxidation  processes.  The  use  of  the  word  reduction 
in  this  sense  is  not  to  be  advocated.  As  examples  of  reduction 
reactions,  the  following  are  quoted:  In  the  smelting  of  iron  ores 
to  cast  iron  in  the  blast  furnace  the  iron  ore  is  reduced  to  metallic 
iron  chiefly  by  means  of  carbon  monoxide  (CO),  which  is  formed 
in  the  furnace  by  the  burning  of  coke  at  the  "tuyeres/*  or  open- 
ings through  which  the  blast  is  introduced,  to  carbon  monoxide 
(CO),  under  the  existing  conditions.  This  carbon  monoxide 
acts  in  the  upper  part  of  the  furnace  on  the  ferric  oxide  (Kc^M, 
reducing  it  first  to  magnetic  oxide  (FegO*),  then,  as  this  descends 
lower  down  into  the  furnace,  where  the  temperature  is  higher, 
it  is  reduced  to  FeO  by  the  carbon  monoxide,  and  finally,  as  it 
descends  still  lower,  to  metallic  iron,  the  reduction,  to  metallic 
iron  being  completed  at  about  900°  C.  All  this  reduction  lakes 
place  in  the  solid  state,  and  when  finally  complete,  the  lump  of 
material,  now  metallic  iron  plus  any  impurities  which  may  bo 
present  in  it,  and  its  contained  deposited  carbon,  is  in  shape  and 
form  very  similar  to  the  original  piece  of  iron  ore. 

In  considering  reduction  reactions  it  is  to  bo  noted  that  they 
are  somewhat  more  complex  than  the  ordinary  chemical  equa- 
tions express.  It  has  been  stated  that  the  carbon  of  the  coke 
burns  to  carbon  monoxide  (CO)  at  the  temperatures  prevailing 
at  the  "tuyeres37  of  the  furnace.  This  carbon  monoxide  suiters 
dissociation,  as  is  expressed  by  the  following  equation: 
C  +  CO2Z=:2CO 
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in  the  presence  of  certain  contact  material  as  metallic  iron  or 
nickel  or  metallic  oxides.1  The  reaction  is  a  reversible  one.  In 
the  system  there  is  a  state  of  equilibrium  for  any  given  pressure 
and  temperature.  If  the  pressure  be  held  constant  and  the  tem- 
perature be  changed,  there  will  be  a  change  in  the  relative  vol- 
umes of  gases  present  until  equilibrium  is  again  established  for 
the  existing  temperature.  If  the  temperature  be  constant  and 
the  pressure  be  changed,  changes  in  the  relative  volume  of  the 
gases  will  occur.  It  is  evident,  therefore,  that  under  many  con- 
ditions the  reaction  will  not  pass  to  completion.  Under  blast- 
furnace conditions  the  pressure  may  be  considered  practically 
constant  at  atmospheric  pressure  or  somewhat  above  it,  while 
the  temperature  is  the  variable,  as  the  gases  pass  from  the  hearth 
of  the  furnace  upward.  The  following  table  shows  the  relative 
volumes  of  gases  present  at  different  temperatures  and  at  atmos- 
pheric pressure  (760  mm.) : 


TABLE  XXVIII.     EQUILIBRIUM  CONDITION  FOR    CO   AND  CO2  GAS  WITH 

TEMPERATURE 


Temperature 
°C 

%co 

%C02 

Temperature 
°C 

%co 

%C02 

450 

2 

98 

soo 

90 

10 

500 

5 

95 

850 

94 

6 

550 

11 

89 

900 

96.5 

3.5 

600 

23 

77 

925 

97 

3 

050 

39 

61 

950 

98.5 

1.5 

700 

68 

32 

1000 

99.3 

0.7 

750 

76 

24 

1050 

99.6 

0.4 

It  will  be  noted  that  at  a  temperature  of  1050°  C.,  C02  can 
exist  in  the  presence  of  carbon  only  to  the  extent  of  0.4  of  1  per 
cent.,  -so  that  carbon  at  that  temperature  burns  to  CO.  As  the 
temperature  just  above  the  tuyeres  is  about  1900°  C.,  no  C02  is 
formed.  As  the  gases  CO  and  N2  rise  in  the  furnace  always  in 

*  St.  Clair  Dcville,  Comptes  Rendus,  LIX,  873  (1864).  0.  Boudouard, 
Aim.  do  China,  et  de  Phys.,  VII,  24-25  (1901).  R.  Schenck  und  W.  Heller, 
Bcr.  tier  Deutsch.  Chem.  Ges.,  XXXVIII,  2139  (1905).  R.  Schenck  und  E. 
Zimmerman,  Ber.  der  Deutsch.  Chem.  Ges.,  XXXVI,  1232  (1903).  Schenck, 
'Physikalische  Chemie  der  Metalle  (1909). 
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the  presence  of  carbon  (coke),  coming  into  the  cooler  zones,  dis- 
sociation takes  place  in  the  presence  of  the  spongy  solid  metallic 
iron,  so  that,  for  instance,  at  750°  C.,  equilibrium  is  represented 
by  76  per  cent,  CO  and  24  per  cent.  CD2  in  a  unit  volume  of  the 
gases  from  the  reaction.  At  450°  C.,  assumed  here  as  the  tem- 
perature the  gases  are  discharged  at  the  throat  of  the  furnace, 
equilibrium  is  represented  by  2  per  cent.  CO  and  98  per  cent. 
C02.  It  must  be  noted,  however,  that  in  the  blast  furnace  the 
velocity  of  the  rising  gases  is  such  that  time  for  equilibrium  to 
establish  itself  for  any  given  temperature  is  lacking,  so  that  the 
per  cent,  of  CO  will  always  be  greater  than  that  called  for.  To 
this  reaction  is  due  the  "  carbon  deposition"  in  the  furnace,  viz., 
the  deposition  of.  finely  divided  carbon  on  the  ore  and  walls  of 
the  furnace  in  its  upper  zone.  It  follows,  therefore,  that  CO 
generated  at  the  tuyeres  normally  dissociates,  and  C02  is  present 
in  considerable  volume,  before  any  of  it  is  produced  by  the  reduc- 
tion of  iron  oxide.  The  gas  stream  which  strikes  the  iron  oxides 
in  the  upper  part  of  the  furnace  is  therefore  a  mixture  of  CO,  C()2; 
and  X.  In  the  reduction  of  the  iron  oxides  by  carbon  monoxide, 
the  following  reactions  take  place: 


This  is  a  reversible  reaction  with  definite  conditions  of  pressure 
and  temperature  for  equilibrium.  Thus,  at  atmospheric  pressure 
and  a  temperature  of  581°  C.,  equilibrium  is  represented  by  41.9 
per  cent.  CO  and  57.4  per  cent.  C02.  If  at  this  temperature  more 
than  41.9  per  cent,  CO  is  present,  reduction  of  the  Fc;{0.,  to  FeO  will 
proceed;  if  less,  FeO  already  formed  will  be  oxidized  bads  to  Fe.-A- 
In  the  reduction  of  FeO  to  Fe,  the  following  table  applies: 
(See  table  on  next  page.) 

FeO  +  CO  ^  Fe  +  C02  2 

This  reaction  takes  place  with  the  evolution  of  boat,  viz., 
is  exothermic,  so  that,  once  started,  the  temperature  will  'auto- 
matically rise,  bringing  the  reaction  to  completion  from  loft  to 
right.  The  reaction  of  Fe304  with  CO,  however,  takes  heat  in 
order  to  proceed  from  left  to  right,  viz.,  is  endothermic,  and  will 
tend  to  reverse  itself  unless  more  heat  is  provided,  as  for  instance, 
m  the  furnace  the  temperature  is  raised,  when  the  charge  sinks 

1  Baur  und  Glaessner,  Zeit.  fiir  Phys.  Chem.,  XLIII,  354  (1903) 
.-fechenck,  PhysikaJische  Chemie  der  Metalle  (1909). 
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TABLE   XXIX.     EQUILIBRIUM  CONDITIONS   FOR   THE  REDUCTION   OF  FE 

BY  CO 


Tcmporn(,ure  °C 

%co 

%C02 

5.7J 

53.7 

40.3 

550 

53.4 

40.6 

501. 

53.6 

46.4 

590 

55.5 

44.5 

(VI  9 

5G.<S 

43.2 

051 

57.9 

42.1 

002 

58.4 

41.6 

lower  into  the  furnace.  The  reduction  of  iron  from  ore  is  ex- 
pressed in  total  by  the  equation 

FeA  +  SCO  =  2Fe  +  3C02 

which  is  exothermic,  135  calories  being  evolved  per  kg.  of  Fe20s 
at  900°  C.,  at  which  temperature  the  reduction  is  practically 
complete.  It  is  evident  from  the  foregoing  that  in  order  to  have 
the  reduction  of  iron  oxides  proceed  to  metallic  iron  certain 
temperature  conditions  are  necessary  as  well  as  a  certain  vol- 
ume composition  of  the  ascending  gases.  If  in  any  zone  of  the 
furnace  where  reduction  normally  takes  place  by  the  ascending 
gas  current,  the  temperature  be  lowered  by  some  accident  to  the 
furnace,  it  is  evident  that  reduction  might  cease  and  oxidation 
actually  take  place  by  the  reaction  being  reversed.  Still  further 
it  has  been  shown  that  if  reduced  iron  be  in  contact  with  the 
ordinary  furnace  gases  at  temperatures  below  570°  C.,  this  iron 
will  begin  to  oxidise,  as  at  this  temperature  the  balance  between 
iron,  (X),  (X)2  and  carbon  is  such  that  CO  is  rapidly  decomposed 
with  the  formation  of  C()2  and  FeO.  The  reduction  of  iron  oxides 
by  solid  carbon  is  an  endothermic  reaction  and  does  not  set  in 
to  any  extent  below  900°  C.,  when  practically  all  the  iron  oxide 
has  already  been  reduced  by  carbon  monoxide.  It  therefore 
plays  but  a  negligible  part  in  reduction.  Any  water  vapor  in 
the  air  entering  at  the  tuyeres  is  dissociated  into  hydrogen  and 
oxygen,  this  latter  uniting  with  carbon  to  carbon  monoxide. 
The  hydrogen  is  a  reducing  agent  acting  as  follows: 

Z±  3Fe  +  4H2O  * 


iPreuner,  Zeit.  Phys.  Chemie,  XLVII,  416  (1904). 
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—  a  reversible  reaction  similar  to  the  ones  above  described.  At 
200°  C.  and  atmospheric  pressure,  95.32  per  cent.  H  at  least  must 
be  present  in  order  to  make  the  reaction  proceed  from  left  to 
right;  and  at  900°  C.,  59.17  per  cent.  H.,  to  accomplish  reduction. 
As  the  usual  amount  of  H  in  the  ascending  gas  stream  above  the 
tuyeres  is  not  more  than  2  to  3  per  cent.,  and  much  less  than  that 
in  furnaces  working  on  dry  blast;  the  importance  of  hydrogen 
in  blast-furnace  work  is  negligible. 

Carbon  dioxide  at  high  temperatures  suffers  dissociation  as 
follows: 

2  C02  Z!  2CO  -f  02  L 

At  1527°  C.  this  dissociation,  however,  is  but  0.507  per  cent.,  viz., 
this  percentage  of  the  C02  is  dissociated,  and  at  the  lower  tem- 
peratures in  the  furnace  at  which  it  occurs  its  dissociation  is 
practically  nil. 

The  reduction  by  carbon  monoxide  gas  of  other  metals  than 
iron  is  similar.  In  lead  smelting  in  the  blast  furnace  the  lead 
goes  into  the  furnace  chiefly  in  the  form  of  silicate  (PbSiOs)  and 
lead  oxide  (PbO).  The  lead  silicate  in  the  presence  of  iron  oxicle 
or  lime  (CaO)  is  reduced  to  metallic  lead  with  the  formation  of 
ferrous  silicate  through  the  agency  of  carbon  monoxide  gas  gen- 
erated as  already  described  for  iron.  In  this  instance  the  volume 
composition  of  the  gases  and  temperature  conditions  are  such  as 
not  to  reduce  the  iron  oxides.  Many  other  examples  of  metal- 
lurgical reduction  might  be  cited. 

Reduction  of  Metals  from  Sulphides.  —  If  sulphides  of  the 
metals  be  heated  to  a  high  temperature  they  become  dissociated 
according  to  the  following  general  reaction: 

MeS  Z±  Me  +  S 

which  is  a  reversible  one,  the  amount  of  dissociation  being  a  func- 
tion of  the  vapor  pressure  of  the  sulphur  and  the  temperature. 
Thus,  under  constant  pressure  and  increasing  temperature,  the 
sulphide  loses  sulphur  by  vaporization,  the  .remaining  mass 'con- 
sisting of  sulphide  plus  .the  metal,  the  amount  of  the  sulphide 
constantly  decreasing.  The  process  is  complicated  by  the  fact 
that  many  of  the  sulphides  vaporize  as  such  and  are  thus  in  part 
volatilized  with  the  sulphur,  causing  loss  of  metal.  For  certain 
of  the  heavy  metals,  as  gold,  the  dissociation  at  atmospheric 
'Nernst  und  v.  Wartenberg,  Zeit.  fur  Phys.  Chenue,  LVI,  548  (1906). 
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pressure  is  accomplished  at  a  comparatively  low  temperature, 
but  for  most  metals  the  amount  of  dissociation  even  at  high  tem- 
peratures is  small,  so  that  this  method  of  obtaining  rnetals  from 
their  sulphides  is  not  a  practical  one  metallurgically  with  the 
temperatures  ordinarily  available.  In  a  neutral  or  reducing 
atmosphere,  lead  sulphide  l  (galena)  vaporizes  as  such  to  the 
extent  of  18  per  cent,  per  hour  at  860°  C.,  and  at  950°  C.  .at  the 
rate  of  45  per  cent,  in  one  hour.  In  air  it  suffers  decomposition. 
In  a  neutral  atmosphere  zinc  sulphide  (sphalerite)  begins  to 
vaporize  as  such  at  about  1000°  C.  and  is  rapidly  vaporized  at 
1100°  C.2  Some  further  data  on  the  dissociation  of  sulphides  is 
given  in  Chapter  IX. 

Reduction  of  metals  from  their  sulphides,  based  on  the  differ- 
ence of  affinity  of  sulphur  for  the  various  metals.  An  instance 
of  this  is  the  reduction  of  lead  from  its  sulphide,  galena. 

PbS  +  Fe  =  Pb  +  FeS 

This  and  similar  reactions  is  based  on  the  relative  affinity  of  sul- 
phur for  the  metals.  If  the  degree  of  affinity  differs  widely;  the 
reaction  may  be  carried  to  practical  completion.  The  products 
of  the  reaction  are  a  metallic  mass  and  a  matte.  If  the  affinity 
of  sulphur  for  the  metals  does  not  differ  greatly,  the  two  metals 
will  be  found  in  both  products,  and  as  metals  usually  have  at  least 
some  solvent  power  in  the  solid  state  for  their  own  sulphides,  both 
of  the  products  will  contain  sulphur.  Thus,  the  reaction 


is  a  reversible  one,  equilibrium  varying  with  the  temperature  and 
pressure.  Dealing  with  reactions  at  a  constant  pressure,  we  may 
consider  the  system  at  varying  temperatures,  in  the  molten  state. 
Thus,  at  a  temperature  just  above  the  beginning  of  solidification, 
there  will  be  two  liquids,  one  the  heavier,  essentially  a  metallic 
mass,  and  the  other  a  matte.  The  four  entities  of  the  system 
will  be  distributed  in  fixed  proportion  in  the  two  liquids,  this 
proportion  varying  with  the  temperature. 

If  according  3  to  the  molecular  weights  of  the  above  equation, 

1  Doeltz  und  Graumann,  Metallurgie,  III,  441. 
*  /bid.,  Ill,  442. 

3  E.  Schtitz,  Uber  die  Affinitat  des  Schwefels  zu  einer  Reilie  von  Metallen, 
Metallurgie,  IV,  659  (1907), 
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126  g.  of  copper  and  89.43  g.  of  iron  sulphide  ho  melted  togethe 
they  react  at  1195°  C.,  and  result  in  the  two  following  products. 

90.41  g.  of  metal,  composition  124.9  g.  matte,  composition 

Cu  =  62.77  per  cent.  Cu  =  55.90  per  c(>n(,. 

Fe  =  30.13  Fe   «  21.11 

S     =    5.28  S     =21.74 

If  the  reverse  of  the  reaction  be  tried,  c.g.,  melting  together  e\ 
prous  sulphide  and  metallic  iron,  similar  products  result.  28.42  | 
iron  were  melted  together  with  79.90  g.  of  cuprous  sulphic 
and  reacted  with  each  other  at  1205°  C.  resulting  in  the  t\\ 
products : 

37.88  g.  metal,  composition.  60.72  g.  matto,  componiUou 

Cu  =  50.46  per  cent.  Cu  =  57.15  per  cent. 

Fe  =  42.33  Fe  -  18.50 

S     =    2.93  S     =23.31 

-It  is  evident  from  the  foregoing  that  sulphur  has  a  greater  aflinit 
for  copper  than  for  iron,  but  that  a  separation  of  the  metals  cm 
not  be  achieved  by  the  method.  Zinc  sulphide  may  ho.  practicall 
completely  decomposed  at  1300°  C.  by  the  reaction 

Zns  +  FeZlZn  +  FcS 

proceeding  to  completion  from  left  to  right.1 

The  relative  affinity  of.  the  common  metals  for   sulphur 
expressed  by  the  following  series  —  manganese  having  the  grew 
est  affinity  of  the  metals  named— Mn,  Cu,  Ni,  Fe,  Six,  Zn,  Ph.2 

The  great  affinity  of  manganese  for  sulphur  is  made  use  < 
in  the  metallurgy  of  iron  to  remove  sulphur  from  steel  and  cuu 
iron.  The  metallic  manganese  in  iron  will  unite  with  the  groulc 
part  of  the  sulphur  to  form  MnS,  which  can  he  removed  b 
liquation,  viz.,  from  a  molten  bath  the  MnS  will  rise  to  the  sui 
face,  on  account  of  its  lesser  gravity,  arid  may  be  removed  b 
skimming  or  with  the  slag.  Some  of  the  sulphur,  however,  & 
iron  sulphide,  will  remain  dissolved  in  the  iron  or  steel. 

Critical  Temperatures  of  the  Reduction  of  Metals  from  thei 
Oxides. — At  atmospheric  pressure  by  certain  reducing  agentH. 

Zinc  oxide.3  (a)  When  ZnO  is  mixed  with  sugar  eharcoi 
in  proportion  for  this  reaction— ZnO  +  C  =  Zn  +  CO  —  undc 

1  C.  A.  Graumann,  Metallurgie,  IV,  69  (1907). 

2Schutz,   Ibid. 

3  F.  0.  Doeltz  und  C.  A,  Graumann,  Metallurgie,  IV,  290. 
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atmospheric  pressure,  with  a  removal  of  the  gas  formed,  reduc- 
tion begins  between  900°  C.  and  950°  C. 

(6)  When  ZnO  is  mixed  with  sugar  charcoal  in  excess,  the 
reaction  taking  place  is  as  follows  —  ZnO  +  C  =  Zn  +  aC02  + 
b(.0— a  stream  of  nitrogen  being  used  to  remove  the  gases. 
Reduction,  begins  at  about  775°  C.  Fig.  69  shows  the  rate  of 
reduction  per  hour  at  different  temperatures. 

(c)  ZnO  reduced  by  a  stream  of  CO  gas.  The  reaction  is 
as  follows:  ZnO  +  CO  =  C02  +  Zn.  Reduction  begins  at 
600°  ('/.  Fig.  69  gives  the  rate  of  reduction  per  hour  at  differ- 
ent temperatures.  It  is  to  be  noted  that  the  rate  increases 
rapidly  with  the  temperature. 

Zn.O  +  C 


Zn.  0  +  CO 


1000° 


Fin.  00.  —  Reduction  of  ZnO  by  CO  and  C. 

Cadmium,  oxide  begins  to  be  reduced  at  about  570°  C.  by 
solid  carbon.  The,  rate  of  reduction  is  rapid  at  700°  C.1 

Lead,  oxide.?  When  litharge  (PbO)  is  mixed  with  sugar  char- 
coal in  the  proportion  for  the  reaction— 2 PbO  +  C  =  2Pb  +  C02 

—  reduction  begins  at  530  to  555°  C.;  and  the  rate  of  reduction 
is  rapid  at  700°  C. 

Copper  oxide.'2  When  cupric  oxide  is  mixed  with  sugar  char- 
coal in  the*  proportion  for  the  reaction  —  CuO  +  C  =  Cu  +  CO 

—  reduction  begins  at  500  to  530°  C. 

Tin  oxide?  When  stannic  oxide  is  mixed  with  sugar  charcoal 
in  the  proportion  Sn()2  +  2C  =  Sn  +  2  CO,  reduction  begins 
at  810°  C. 

1  Doeltz  und  Graumann,  Metallurgic,  IV,  419. 

2  lbi(L,  Metallurgie,  IV,  420. 
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Chromium  oxide,  Cr203,  is  reduced  by  solid  carbon  at  1185°  C.; 
manganese  dioxide  at  1105°  C.;  uranium  oxide  at  1490°  C.; 
silica  at  1460°  C.;  zirconium  oxide  at  1400°  C.;  and  thorium 
oxide  at  1600°  C.1 

1.  ROASTING  AND  CALCINATION.  —  Roasting  may  be  defined 
as  that  metallurgical  operation  whereby  an  ore  or  mineral  is 
heated  in  the  presence  of  oxygen  (air),  which  gives  rise  to  the 
formation  of  oxides  of  metals  or  other  oxidized  compounds, 
thus  resulting  in  the  addition  of  an  element,  viz.,  oxygen. 
Calcination  is  that  operation  whereby  an  ore  or  mineral  is 
heated,  resulting  in  the  driving  out  of  water,  both  that  mechani- 
cally held  and  that  chemically  combined,  or  the  expulsion 
of  carbonaceous  matter,  or  of.  carbon  dioxide.  It  does  not 
result  in  the  addition  of  an  element.  Thus,  if  pyrite  be 
crushed  and  heated  in  air  above  a  certain  temperature,  it  is 
converted  finally  into  ferric  oxide.  This  operation  is  roasting. 
If  pure  limestone  be  heated  to  812°  C.,  the  carbon  dioxide 
(C02)  will  be  completely  expelled,  leaving  lime  (CaO).  This 
operation  is  calcination.  The  driving  off  of  C02  from  zinc 
carbonate  ore  is  a  similar  operation.  This  begins  to  decom- 
pose at  about  137°  C.,  but  its  complete  dissociation  requires 
a  continued  red  heat.2  The  two  terms  are  frequently  used 
interchangeably;  not  properly,  however.  Thus,  it  is  very  com- 
mon to  call  sulphide  ore  after  roasting  "calcines."  While 
roasting  is  usually  oxidizing  in  its  nature,  it  is  not  invari- 
ably so  throughout  the  whole  operation.  There  are  several 
methods  of  roasting,  as  follows:  Oxidizing  roasting,  reducing 
roasting,  chloridizing  roasting  (with  salt),  roasting  for  especial 
objects,  e.g.  in  preparation  for  magnetic  concentration,  etc. 

Oxidation  and  the  Dissociation  Tension  of  Oxides.  — 
The  general  equation  —  M  +  0  Z±  MO  —  representing  the  oxi- 
dation of  a  metal  to  its  oxide  is  a  reversible  reaction.  The 
direction  in  which  it  proceeds  is  a  function  of  the  temperature 
and  partial  pressure  of  the  oxygen.  The  oxide  has  a  definite 
dissociation  tension  for  every  temperature,  and  if  we  consider  the 
system  of  a  metal  in  contact  with  its  oxide  and  oxygen  or  air, 
then  if  the  dissociation  tension  of  the  oxide  exceed  in  pressure 
that  of  the  oxygen  resting  over  it,  there  is  no  oxidation  of  the 

1 H.  C.  Greenwood,  Trans.  Chem.  Society,  93,  1484  (1908) 
2MetaUurgie,  III,  443. 
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metal  but  a  dissociation  of  the  oxide  already  formed  into  metal 
and  oxygen.  Thus,  suppose  a  metal  is  partially  oxidized  and  sur- 
rounded by  air  at  760  mm.,  the  partial  pressure  of  the  atmospheric 
oxygen  is  about  160  mm.  of  mercury.  If  the  metal  be  heated 
it  will  oxidize,  but  if  the  temperature  rises  high  enough  so  that 
the  dissociation  pressure  of  its  oxide  rises  above  160  mm.,  oxida- 
tion will  cease  and  the  oxide  split  up  into  the  metal  and  oxygen. 
The  partial  pressure  of  the  nitrogen  of  the  air  will  have  no  influ- 
ence. In  many  cases  complications  occur,  by  the  oxide  formed 
being  soluble  in  the  metal,  which  will  materially  change  its  disso- 
ciation tension. 

The  heavy  metals,  such  as  silver,  gold,  palladium,  mercury, 
have  oxides  that  possess  high  dissociation  tensions  at  compara- 
tively low  temperatures.  The  oxides  of  most  of  the  common 
metals  have  very  low  dissociation  tensions,  even  at  comparatively 
high  temperatures,  so  that  oxidation  at  ordinary  pressures  pro- 
ceeds rapidly,  and  the  metals  cannot  be  obtained  from  their 
oxides  by  heating,  as  can  be  done  with  some  of  the  other  metals 
named  above.  The  following  table  shows  the  dissociation  ten- 
sion of  certain  metallic  oxides  at  varying  temperatures.  It  is 
to  be  noted  that  if  these  oxides  be  heated  in  air  at  atmospheric 
pressure,  they  will  begin  to  dissociate  when  the  temperature  is 
such  that  their  tension  exceeds  160  mm.,  that  of  oxygen  in  air 
at  one  atmosphere  pressure. 

TABLE    XXX.     DISSOCIATION   TENSION   OF   CERTAIN   METALLIC    OXIDES. 


2Ba02^2BaO  +  Oi>1 

2PdO;=±2_Pd  +  O22 

4  CuO  T-*  2Cu2O  +  Os 

Temp.  °C. 

0%  Tension 
in  mm. 

Temp.  °C. 

Oa  Tension 
in  mm. 

Temp.  °C. 

Og  Tension 
in  mm. 

525 

20 

756 

67 

960 

50 

555 

25 

808 

212 

1000 

118 

650 

65 

812 

230 

1010 

142 

670 

80 

840 

414 

1020 

174 

720 

210 

850 

510 

1030 

212 

735 

260 

864 

634 

1040 

258 

750 

340 

— 

— 

1050 

314 

775 

510 

— 

— 

1060 

380 

785 

620 

— 

— 

1070 

458 

790 

670 

— 

—  . 

— 

—   .    - 

1  LeChatelier,  Compt.  rend.,  CXV,  655  (1893). 

2  L.  Wohler,  Zeit.  fur  Electrochem,  XII,  784  (1906). 
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The  following  data  gives  the  temperatures  at  which  various 
metallic  oxides  begin  to  dissociate  in  air  at  atmospheric  pressure: 

Reaction  Temperature 

2  Ag20  =  2  Ag2     +  02  130°  C. 

4  CuO   =2  Cu20  +  02  1020°  C. 

2  Cu20  -  2  Cu2     -f  02  1662°  C.1 

2  CuO  -     Cu2     -fO,  1502°  C.i 
2pbO   =     Pb2     H-02  2075°  C.i 
2NiO    =2Ni       +  02  2478°  C.1 
2ZnO    =2Zn      4- 02  3544°  C.* 

3  Fe203  =  2  Fe304  +  0  1375°  C.2 

The  Volatility  of  Metallic  Oxides.  —  Cadmium  oxide  (CdO) 
begins  to  volatilize  as  such  in  air  at  about  700°  C.;  and  volatili- 
zation is  rapid  at  about  1000°  C.3 

Zinc  oxide  (ZnO)4  begins  to  volatilize  in  air  at  about  1180°  C./ 
and  volatilization  becomes  rapid  at  about  1400°  C.  The  loss  at 
1400°  C.  is  13  per  cent,  in  two  hours. 

Lead  oxide  (PbO)5  begins  to  volatilize  in  air  at  about  800°  C., 
it  melts  at  882°  C.,  and  the  volatilization,  becomes  rapid  at  about 
1000°  C.  The  volatilization  below  its  melting-point  is  very 
appreciable.  The  rate  of  volatilization  in  the  case  of  a  liquid  is 
dependent  upon  the  ratio  of  surface  to  mass.  The  greater  this 
ratio  the  more  rapid  the  volatilization. 

These  data  have  bearing  on  various  metallurgical  operations 
such  as  the  roasting  of  zinc  ores,  the  cupellation  of  lead  bullion, 
etc. 

The  Operations  and  Chemistry  of  Roasting.  —  The  roasting 
of  ores  is  a  preliminary  step  to  many  metallurgical  operations. 
The  usual  object  is  to  eliminate  sulphur  either  partially  or  entirely 
so,  arsenic  and  antimony,  and  other  volatile  constituents  which 
may  interfere  with  later  processes,  and  also  to  convert  certain 
metals  into  oxides,  enabling  them  in  smelting  operations  to  form 
slag  with  silica,  or  in  the  subsequent  treatment  of  ore  with  solu- 
tions to  make  it  inert  to  attack  by  solvents  employed  for  the 

1  Calculated  from  Nernst's  formula,  and  are  probably  high.     W.  Stahl, 
Dissoziations-Spannungen  einiger  Oxydc,  Metallurgie,  IV,  682. 
.    2H.  0.  Hofman,  T.  A.  I.  M.  B.,  Bi-monthly  Bulletin  No.  31,  621  (1909). 
3  Doeltz  und  Graumann,  Metallurgie,  III,  372  (1906). 
4/W&,  Ill,  212,  233  (1906). 
6  Doeltz  und  Graumann,  Metallurgie,  III,  406  (1906). 
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extraction  of  its  valuable  contents.  Thus,  in  the  treatment  of  fine 
sulphide  mineral  concentrates  from  concentration  mills,  which  are 
smelted  in  reverberatory  furnaces  for  a  "matte/'  it  is  necessary 
to  first  roast  the  same  to  eliminate  the  greater  part  of  the  sulphur 
and  to  convert  the  iron  sulphides  largely  into  iron  oxide,  so  that 
it  may  enter  the  slag.  This  material  is  roasted  so  that  the  final 
product  contains  an  amount  of  sulphur,  which  is  in  definite  pro- 
portion to  the  copper  present,  in  order  to  form  the  proper  grade 
of  matte  in  the  following  smelting  operations. 

On  the  other  hand,  certain  gold  ores,  such  as  telluride  ores 
containing,  aside  from  the  small  amount  of  tellurides  of  gold,  a 
certain  per  cent,  of  pyritic  minerals,  are  usually  roasted  prelim- 
inary to  leaching  the  ore  with  alkaline  cyanide  solutions  for  the 
extraction  of  the  gold.  The  object  of  the  roasting  is  to  separate 
the  gold  from  its  combination  with  tellurium,  this  being  in  small 
part  volatilized,  the  balance  forming  probably  tellurate  of  iron, 
which  remains  in  the  ore,  leaving  the  gold  "free,"  or  in  the 
metallic  form.  During  the  roasting  the  pyritic  minerals  roast  in 
part  to  sulphates,  unless  the  temperature  is  finally  brought  to 
such  a  point  as  to  insure  their  decomposition.  These  sulphates 
are  readily  acted  on  by  the  cyanide  solutions  in  the  subsequent 
treatment,  causing  a  heavy  loss  of  the  solvent,  so  that  it  is 
essential  to  remove  them.  The  roasting  of  this  kind  of  ore 
requires,  therefore,  the  almost  complete  removal  of  the  sulphur. 
Such  a  roast  is  called  a  "dead"  or  a  "sweet"  roast. 

Roasting  operations  on  a  large  scale  are  carried  out  either  in 
furnaces  of  the  reverberatory  type  (see  Chapter  XIII)  on  finely 
crushed  ore,  the  fineness  depending  on  certain  conditions,  or  in 
kilns,  stalls  or  heaps,  on  lump  ore  consisting  chiefly  of  solid  sul- 
phides, so  as  to  be  self-burning.  This  latter  form  of  roasting  is 
only  permissible  when  the  sulphur  dioxide  and  other  gases 
formed  are  not  objectionable  to  the  community.  The  ores  to 
be  roasted  consist  of  the  various  gangue  minerals  —  quartz, 
calcite,  rhodonite,  rhodochrosite,  etc.,  the  rock  in  which  the  ore 
occurs,  which  may  be  of  many  different  kinds,  mixed  with  a  vary- 
ing percentage  of  sulphide  minerals,  arsenic,  antimony  bearing 
minerals,  as  pyrite,  marcasite,  pyrrhotite,  chalcopyrite,  bornite, 
galena,  ssinc  blende,  stibnite,  arsenopyrite,  etc.  The  percentage 
of  sulphides  .may  be  small,  4  to  7  per  cent.,  as  in  certain  gold 
ores,  or  very  much  higher,  as  in  the  case  of  copper,  zinc,  and  lead 
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ores.  The  different  sulphide  minerals  present  may  be  many  or 
few.  In  order  to  understand  the  chemistry  of  the  roasting  opera- 
tions, we  will  consider  the  crushed  ore  as  spread  in  a  layer 
from  one  to  several  inches  thick  on  the  enclosed  hearth  of  a  rever- 
beratory  furnace,  overlain  by  air,  with  which  are  mingled  certain 
gases  as  C02  from  the  fuel  and  S02,  S03,  etc.,  from  the  roasting. 
This  atmosphere  is  constantly  being  removed  through  the  stack 
and  fresh  air  brought  in  through  the  furnace  doors.  The  heat 
is  supplied  by  burning  fuel  on  grates  in  fire  boxes  adjoining  the 
hearth  of  the  furnace.  The  products  of  combustion  of  this  fuel, 
CC>2  in  large  part  and  some  CO,  may  form  part  of  the  furnace 
atmosphere,  or  in  the  muffle  type  of  furnaces  may  pass  around 
the  hearth,  and  not  come  into  contact  with  the  roasting  ore.  Ores 
consisting  largely  of  sulphides  furnish  the  heat  for  the  roasting 
by  their  own  combustion  after  the  sulphides  are  once  ignited. 
The  ore  is  usually  charged  at  the  cool  end  of  the  furnace  away 
from  the  fire  boxes  and  is  worked  forward  toward  the  hot  end, 
either  by  hand  labor,  with  a  tool  called  a  "rabble,"  or  by  auto- 
matic mechanically  actuated  plows  and  rabbles.  This  procedure 
stirs  the  ore  and  constantly  exposes  fresh  surfaces  to  the  influence 
of  the  furnace  atmosphere.  The  length  of  time  of  passage  of 
the  ore  through  the  furnace  depends  upon  its  nature,  the  prin- 
ciple involved  being  that  the  ore  shall  be  sufficiently  roasted 
when  it  arrives  at  the  fire-box  end  to  be  discharged.  The  raw 
ore  is  constantly  charged  at  the  cool  end  of  the  furnace. 

The  Chemistry  of  the  Roasting  of  Sulphides.  —  When 
sulphides  such  as  pyrite,  pyrrhotite,  chalcopyrite,  are  heated  in 
air  at  the  normal  pressure  —  760  mm.  —  to  their  ignition-point 
-they  begin  to  burn  according  to  the  following  reaction: 

2MeS  +  302  =  2MeO  +  2S02 
or,  expressed  for  pyrite, 

2FeS2  +  110  =  Fe203  +  4S02. 

The  air  above  the  ignited  sulphide  becomes  charged  with  S02  gas, 
and  the  atmosphere  in  which  roasting  takes  place  consists  of 
nitrogen,  oxygen,  and  sulphur  dioxide.  In  the  presence  of 
contact  substances  such  as  silica,  or  ferric  oxide,  the  following 
reaction  takes  place  between  the  S02  and  the  02: 

S02  +  0  z±  S03 
This  is  a  reversible  reaction  and  the  formation  of  S03  or  its 
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dissociation  if  formed  varies  with  the  temperature,  the  pressure  in 
this  case  being  considered  constant.  The  atmosphere  above  the 
roasting  sulphides  is  hence  composed  of  N2,  02,  S02,  and  S03,  in 
varying  proportions.  The  total  pressure,  in  millimeters  of  mer- 
cury, of  this  atmosphere  is  that  essentially  of  the  outside  atmos- 
spherc,  and  is  made  up  of  the  partial  pressures  of  the  different 
gases  present.  These  partial  pressures  are  dependent  upon  the 
relative  quantity  of  each  gas  present.  Thus,  in  100  volumes 
of  air  there  are  21  volumes  of  oxygen  and  79  volumes  of  nitrogen, 
and  the  partial  pressure  of  the  oxygen  will  be  -fifa  X  760  =  159.6 
mm.,  while  that  of  the  nitrogen  will  be  1%  X  760  =  600.4  mm. 
If  to  these  100  volumes  of  air  be  added  10  volumes  of  S03  gas, 
and  25  volumes  of  S02  gas,  there  will  be  a  total  of  135  volumes 
of  gas  at  760  mm.  pressure,  and  the  partial  pressure  of  the  gases 
are  as  follows:  S03,  iW  X  760  =  56.3  mm.;  S02,  140.2  mm.; 
N2,  444.5  mm.;  and  02,  119  mm.  It  will  be  noted  that  the  par- 
tial pressure  of  oxygen  is  reduced,  as  well  as  that  of  nitrogen, 
and  it  may  readily  be  seen  that  with  no  rapid  removal  of  the 
furnace  gases  the  oxygen  in  the  furnace  atmosphere  might  be 
so  reduced  and  that  of  S02  so  increased,  as  to  stop  further  roast- 
ing. This  point  is  reached  when  the  gases  contain  about  9  per 
cent,  of  S02  by  volume. 

The  presence  of  SOs  in  the  gases  and  its  amount,  and  the 
existing  temperature,  determine  the  formation  of  the  sulphates 
of  the  metals.  The  following  reactions  express  this: 

[  2  FeS2  +  110  =  Fe203  +  4  S02 
3S03  n  Fe2  (S04)3 


Cu2S  +  40  =  2CuO  +  S02 


ZnS  +  3  0  -  ZnO  +  S02 

ZnO  +  S03  —  ZnS04 
The  formation  of  sulphate  from  oxide  and  sulphur  trioxide 
is  a  reversible  reaction  dependent  upon  the  temperature  and  the 
partial  pressure  of  the  sulphur  trioxide.  The  following  table 
gives  the  equilibrium  conditions  for  temperature  and  pressure  of 
S03  (or  the  dissociation  tension)  of  several  sulphates:1 

i  S03  Tension  der  Sulfate,  L.  Wohler,  Pliiddemann  und  P.  Wohler,  Ber. 
der  Dcutch.  Chom.  Ges.,  XLI,  703  (1908).  Keppeler,  Zeits.  f.  Angew.  Chemie, 
XXI,  532  (1908). 
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TABLE  XXXI.    EQUILIBRIUM  CONDITIONS  FOR  SULPHATES. 


Fe2(S04)3*- 
Fe2O3  -r  S03 

Ai2(so4)3;± 

AloOj,  +  S03 

2CuS04  Zl 
2CuO  +  S03 

2CuOSO3  <_ 
2CuO  +  S03 

ZnS04  -* 
ZnO  +  SO3 

Temp. 

Tension 
in  mm. 

Temp. 

Tension 
m  mm. 

Temp. 

Tension 
in  mm. 

Temp. 

Tension 
in  mm. 

Temp. 

Tension 
in  mm. 

553 

23 

572 

28 

546 

43 

600 

62 

675 

5 

570 

33 

621 

51 

588 

55 

653 

98 

690 

6 

592 

45 

681 

120 

615 

70 

686 

123 

720 

24 

614 

70 

702 

180 

642 

98 

705 

139 

750 

61 

634 

113 

720 

261 

665 

130 

728 

173 

775 

112 

650 

149 

731 

356 

700 

233 

745 

209 

800 

189 

660 

182 

742 

480 

714 

324 

775 

298 

— 

— 

680 

286 

748 

692 

725 

460 

805 

542 

— 

— 

690 

401 

— 

— 

731 

647 

— 

— 

— 

— 

699 

560 

— 

— 

— 

— 

— 

— 

— 

— 

707 

715 

— 

— 

— 

— 

— 

— 

— 

Taking  as  an  example  the  basic  copper  sulphate  in  column  4: 
At  a  temperature  of  600°  C.,  the  dissociation  tension  is  62  mm. 
If  the  partial  pressure  of  S03  in  the  atmosphere  above  the  sul- 
phate is  less  than  62  mm.,  the  sulphate  will  dissociate  into  CuO 
and  S03,  (862  +  0);  if  it  be  greater,  there  will  be  no  dissocia- 
tion at  that  temperature.  If  the  temperature  be  raised  and  the 
partial  pressure  of  the  S03  in  the  furnace  atmosphere  remain  the 
same,  the  sulphate  will  rapidly  dissociate. 

Whether  sulphates  or  oxides  form  originally  in  the  furnace  is 
dependent  upon  the  amount  of  S03  (partial  pressure)  present  in 
the  furnace  atmosphere.  The  following  table  1  gives  the  neces- 
sary partial  pressures  of  S03  which  indicate  the  dividing  line  be- 
tween the  formation  of  the  oxide  or  the  sulphate  of  the  metal. 
If  the  partial  pressure  of  the  S03  in  the  furnace  atmosphere  exceed 
the  figures  given,  sulphates  will  form;  if  it  be  less,  then  oxides 
will  form.  The  table  includes  some  partial  pressures  at  tempera- 
tures at  which  some  of  the  sulphates  cannot  exist.  (See  table  on 
next  page.) 

Keeping  in  view  what  has  gone  before,  the  roasting  of  an  ore 

mixture   containing   considerable   pyrite,    pyrrhotite,  and    chal- 

copyrite  with  some  silver  will  proceed  as  follows:  The  ore  at  the 

cooler  end  of  the  furnace  takes  fire  at  about  325°  C.,  and  the 

1  R.  Schenck,  Phys.  Chem.  der  Metalle,  1909. 
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TABLE  XXXII.    PARTIAL   PRESSURE    OF   S03  NECESSARY  FOR  THE  FOR- 
MATION OF  SULPHATES. 


Partial  Pressure  of  SO3  in  mm. 

Temperature 

°C. 

Fe2(S04)3:Fe,03 

CuS04:  (CuO)2S03 

(CuO)2SO3:  CuO 

ZnSO4:ZnO 

550 

12 

27 

__ 



600 

22.5 

29 

29 

— 

650 

61.5 

40 

33 

— 

700 

244.0 

99 

35 

1 

750 

— 

— 

52 

8.7 

800 

— 

— 

104 

28.5 

outside  of  the  particles  become  coated  with  ferric  oxide,  the  fur- 
nace atmosphere  sweeping  over  the  ore  from  the  other  parts  of 
the  furnace  is  charged  with  S02  and  S03,  and  as  the  temperature 
is  below  600°  C.  and  the  partial  tension  of  the  S03  considerable, 
some  Fe2(S04)3  forms  from  the  ferric  oxide.  The  local  rise  in 
temperature  is,  however,  very  rapid,  due  to  the  heat  evolved  by 
the  burning  sulphur,  and  the  temperature  conditions  for  the  exist- 
ence of  Fe2(S04)3  are  exceeded,  so  that  a  large  part  of  the  iron 
sulphides  pass  directly  to  Fe203.  This  Fe203  aids  in  the  for- 
mation of  S03  as  already  mentioned.  The  copper  sulphate  hav- 
ing a  rather  high  dissociation  temperature  at  the  existing  partial, 
pressure  of  the  S03  in  the  furnace  gases,  forms  from  part  of  the 
CuO  which  has  been  produced  by  oxidation  of  the  copper  sul- 
phide, and  if  the  temperature  at  this  stage  does  not  exceed  about 
700°  C.,  nearly  all  of  the  copper  may  be  converted  into  basic 
sulphate.  As  the  ore  is  moved  forward  into  the  hotter  parts  of 
the  furnace,  the  temperature  at  which  copper  sulphates  can  exist 
at  the  partial  pressure  of  the  S03  prevailing,  is  exceeded,  and  the 
sulphate  decomposes  into  CuO  and  S03,  this  latter  aiding  in  sul- 
phatisting  of  copper  oxide  in  the  cooler  parts  of  the  furnace  as 
described.  Any  silver  minerals  in  the  furnace  are  in  a  similar 
manner  converted  into  sulphate,  except  that  it  is  metallic  silver 
or  silver  sulphide  which  is  sulphatized,  as  the  oxide  of  silver 
cannot  exist  at  the  furnace  temperatures  prevailing.  The  silver 
sulphate  begins  to  be  decomposed  into  metallic  silver  and  S03 
at  870°  C.  under  the  prevailing  conditions.  Silver  sulphate  melts 
at  655°  C.  It  is  thus  seen  that  as  the  ore  is  forwarded  in  the 
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furnace,  the  rise  in  temperature  causes  the  dissociation  of  sul- 
phates; the  final  product  of  the  roast  if  carried  to  completion 
will  be  ferric  oxide  (Fe203),  cupric  oxide  (CuO),  and  ^  metallic 
silver.  If  the  temperature  rises  above  1020°  C.,  dissociation  of 
the  CuO  into  Cu20  and  02  may  begin,  and  if  above  1350°  C., 
3Fe203  into  2Fe304  +  0.  The  presence  in  the  furnace  atmos- 
phere of  reducing  gases  may  also  give  rise  to  Cu20  and  Fe304. 

It  is  to  be  noted  that  as  the  ore  is  in  grains  of  somewhat  vary- 
ing size,  which  may  be  of  complex  composition,  and  as  it  is  for- 
warded by  the  rabbles,  it  will  be  at  the  surface  exposed  to  the 
furnace  atmosphere  at  one  moment,  while  again  it  is  submerged 
amongst  other  ore  particles  where  the  local  atmosphere  immedi- 
ately surrounding  the  grain  may  even  be  reducing  or  neutral, 
due  to  the  presence  of  sulphur  vapor,  or  much  S02.     A  grain 
may  therefore  be  composed  of  several  constituents  at  the  same 
time;  thus,  it  may  have  a  surface  of  sulphate,  and  a  core  of  oxide 
and  undecomposed  sulphide.    In  fact,  many  grains  may  reach 
the  end  of  the  roast,  with  cores  of  sulphide,  unaltered  except 
through  a  loss  of  part  of  their  sulphur  by  distillation.     Neither 
is  the  furnace  atmosphere  uniform  throughout,  but  just  above 
the  roasting  ore  it  contains  much  more  S02  and  S03  than  higher 
up,  while  at  the  cool  end  of  the  furnace  the  concentration  of 
these  gases  is  also  greater  than  at  the  hot  end  of  the   furnace. 
If  it  is  desirable  to  roast  to  sulphates  of  the  metals,  as  sulphate 
of  copper,  or  silver  sulphate,  to  be  later  leached  out  by  hot  water 
as  in  the  Ziervogel  process,  and  precipitated  by  means  of  metal- 
lic copper,  the  temperature  must  be  closely  controlled,  so  as  to 
first  form  and  later  decompose  iron  and  copper  sulphates  to  aid 
the  formation  of  silver  sulphate,  but  not  high  enough  a  tempera- 
ture to  decompose  this  latter.1    It  is  also  desirable  during  the 
sulphatizing  stages  of  the  process  to  keep  the  temperature  well 
below  the  decomposition  points  and  permit  as  much  accumulation 
of  80s  in  the  furnace  atmosphere  as  possible  by  a  slow  removal 
of  furnace  gases. 

On  the  other  hand,  if  the  ore  is  tobe  roasted  only  for  the  pur- 
pose of  eliminating  sulphur,  the  temperature  control  is  not  impor- 
tant, except  that  it  should  not  rise  high  enough  to  unduly  sinter 
and  frit  the  ore,  thus  preventing  roasting  of  the  interior  of  the 
ore  particles.  In  this  case  the  furnace  gases  should  be  removed 
1 R.  H.  Bradford,  T.  A.  I.  M.  E.,  XXXIII,  68  (1903). 
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as  rapidly  as  possible  and  no  accumulation  of  S02  and  S03  per- 
inittcd.  The  usual  percentages  by  volume  of  S02  in  furnace 
gases  at  the  flue  is  from  2  to  5  per  cent.,  preferably  not  more  than 
2.5  per  cent.1  Under  certain  conditions  magnetic  oxide  of  iron 
will  form  from  the  ferric  oxide,  as  at  certain  stages  it  will  be 
reduced  by  S02  gas  as  when  an  ore  particle  becomes  submerged. 
Thus,  3  Fo203  +  S02  =  2  Fe304  +  S03,  and  when  the  relative 
partial  pressure  of  oxygen  is  low.  During  heavy  firing  on  the 
grate,  the  furnace  gases  are  temporarily  charged  with  hydrocar- 
bon gases  or  carbon  monoxide,  then  3  F^Qs  +  CO  =  2  Fe304  +  C02. 
The  magnetic  oxide  may  readily  be  detected  in  the  roasted  prod- 
uct by  its  black  color,  as  against  the  red  of  the  ferric  oxide,  and 
also  by  its  magnetic  properties.  The  maximum  temperature 
attained  by  self-roasting  ore  (34  per  cent.  S.),  in  the  McDougal 
roaster  is  960°  C.,  and  the  gases  are  discharged  at  about  315°  C.2 
The  composition  of  the  escaping  gases  is: 


-  Gas 

Per  cent,  by  Weight 

Per  cent,  by  Volume 

S02 

4.95 

2.25 

S08 

1.46 

0.53 

0 

19.60 

18.45 

N 

74.00 

78.77 

Thirty-two  pounds  of  air  are  needed  per  pound  of  sulphur, 
and  the  air  supply  depends  upon  the  number  of  pounds  of  sul- 
phur burnt  per  minute  in  the  furnace,  and  may  be  readily  cal- 
culated for  any  furnace  whose  constants  are  known. 

In  the  roasting  of  galena  ores  (lead  sulphide),  preliminary  to 
smelting  in  the  blast  furnace,  we  have  to  do  with  mineral  mixtures 
consisting  of  galena  (PbS),  pyrite  (FeS2),  or  other  iron  sulphides, 
sonic  sphalerite  (ZnS)  mixed  with  gangue  minerals,  chief  among 
which  is  quartz  (Si02).  Usually  the  percentage  of  galena  will  be 
high.  During  roasting,  lead  sulphate  (PbS04)  will  form,  under 
similar  conditions  as  described,  but  as  it  is  stable  at  high  tem- 
peratures, it  would  not  decompose  except  for  the  presence  of 
silica,  and  certain  complicated  reactions  between  PbS  and  PbS04 
and  between  PbS  and  PfcO.  The  melting-point  of  PbS04  is 
about  950°  C. 

i  L  S.  Austin,  Washoe  plant,  T.  A.  I.  M.  E.,  XXXVII,  466  (1906). 

*  L.  S,  Austin,  Washoe  Plant,  T.  A.  L  M.  E,  XXXVII,  466  (1906). 
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The  reaction  between  PbS04  and  SiOs  is  as  follows: 

2  PbS04  +  Si02  =  2  PbO.Si03  +  2  SO,  (SO,  +  ()) 
The  reaction  between  lead  sulphate  and  silica  takes  place  probably 
at  nearly  the  same  temperature  as  that  between  Pb()  and  8i<)2, 
viz.,  between  700°  and  800°  C.;  depending  on  the  ratio  of  the  two 
substances.  Litharge  and  silica  combine  in  practically  all  pro- 
portions to  form  solid  solutions,1  so  that  the  final  product  of  the 
roast  as  regards  the  lead  is  a  silicate.  In  roasting  load  ore  not 
less  than  12  to  15  per  cent.  SiOa  should  be  present.  The  reactions 

(1)  PbS  +  PbS04  Z±  2  Pb  +  2  SG2 

(2)  PbS  +  2  PbO  :H  3  Pb  +  S02 

are  reversible  reactions  of  the  nature  already  described,  depen- 
dent upon  the  temperature  and  the  partial  pressure  of  the  HO* 
gas.  No.  1,  under  ordinary  conditions,  begins  to  proceed  from 
left  to  right  at  550°  C.,  and  No.  2  at  650°  0.,  with  the  production 
of  metallic  lead.  This  is  very  undesirable,  as  the  presence  of 
metallic  lead  during  the  further  progress  of  the  roast  causes  high 
losses  in  lead  by  volatilization,  as  well  as  losses  later  on  in  the 
upper  part  of  the  blast  furnace.  Under  the  high  partial  tensions 
of  the  S02  present  in  the  furnaces,  the  temperatures  at  which 
the  reactions  proceed  from  left  to  right  are  raised,  probably  nearly 
into  the  zone  of  the  lead  silicate  formation,  thus  preventing  the 
reactions  producing  metallic  lead.  This  reaction  may,  however, 
take  place  in  roasting  if  much  lead  sulphide  be  still  present  in 
the  furnace,  when  the  above  temperatures  are  reached  or  if  too 
little  silica  be  present.  At  this  point,  however,  comparatively 
little  lead  sulphide  will  remain,  unless  the  temperature  at  the 
beginning  has  been  too  high,  so  as  to  sinter  and  agglomerate  the 
sulphides  hindering  the  penetration  of  air  to  the  individual  par- 
ticles, preventing  the  formation  of  sulphate  and  oxide.  The 
reactions  are,  however,  important2  for  certain  metallurgical 
processes  for  lead,  called  the  "roast-reaction"  processes,  carried 
out  in  reverberatory  furnaces,  or  on  hearths.  They  were  formerly 
of  more  importance  than  at  present.  The  reactions  are  then 

1W.  Mostowitsch,  Metallurgies,  IV,  G47  (1007).  S.  Hilpcrt,  Metallunne, 
V,  535-539. 

2  For  a  complete  discussion  of  those  complicated  roaotionH  from  the 
viewpoint  of  physical  chemistry,  aoo  R.  Schcnck  and  W.  Rassbaeh,  Metal- 
lurgie,  IV,  455  (1907). 
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carried  out  for  the  production  of  metallic  lead.  In  roasting  lead 
ores  a  source  of  loss  may  be  the  volatility  of  lead  sulphide  and  that 
of  lead  oxide,  already  referred  to. 

Arsenic  or  antimony  may  be  present  in  ore  to  be  roasted,  often 
in  the  form  of  sulphides,  or  as  arsenides  or  antimonides  of  other 
metals  and  sometimes  in  very  complex  mineral  form.  The  sul- 
phides of  arsenic  As2S2  (realgar)  and  As2S3  (orpiment)  are  readily 
volatile,  and  Sb^Su  (stibnite)  is  also  volatile,  but  not  to  the  same 
extent  as  the  arsenic  sulphides.  Some  of  the  arsenic  and  antimony 
is  eliminated  in  the  early  stages  of  the  roasting  by  the  formation 
of  these  sulphides,  aided  by  the  distillation  of  sulphur  from  the 
pyrites  present.1  The  lower  oxides  of  these  elements  form  As203 
which  is  readily  volatile  at  218°  C.3  and  Sb203  which  is  volatile 
only  at  a  low  red  heat.  Considerable  of  the  arsenic  and  antimony 
may  be  eliminated  in  this  way.  Further  oxidation,  however, 
changes  these  oxides  into  the  higher  oxides,  As205  and  Sb205, 
which  when  present  alone  are  again  readily  dissociated  at  a  full 
red  heat,  but  in  the  presence  of  certain  base  metal  oxides,  such 
as  iron  and  copper,  are  converted  into  very  stable  arseniates  and 
autimoniates  of  these  metals,  which  will  persist  as  such  in  the 
roasted  material.  In  the  process  of  roasting,  the  ore  particles, 
as  already  mentioned,  are  alternately  on  the  surface  of  the  ore 
bed  subject  to  an  oxidizing  atmosphere,  and  submerged  among 
partially  roasted  particles  -from  which  sulphur  is  distilling.  This 
sulphur  vapor  and  S02  gas  will  reduce  arseniates  and  antimoniates 
and  again  cause  the  volatilization  of  sulphides  of  arsenic  and 
antimony,  and  their  lower  oxides.  The  arsenic  and  antimony 
are  therefore  most  readily  eliminated  by  alternate  oxidation  and 
reduction.  A  roasting  furnace  may  be  specially  operated  in  this 
way,  by  methods  of  firing,  when  much  arsenic  or  antimony  is 
present. 

In  the  roasting  of  zinc  blende  (ZnS)  to  ZnO  for  the  succeed- 
ing distillation  process,  zinc  sulphate  forms  under  similar  condi- 
tions as  already  described.  Zinc  sulphate  begins  to  decompose 
into  possibly  basic  sulphates  at  525°  C.,  and  with  no  partial 
pressure  of  80s  gas,  completely  decomposes  into  ZnO  and  S03  at 
739°  C.2 

1 II  M.  Howe,  Copper  Smelting,  Bulletin  No.  26,  p.  12,  U.  S.  G.  S.  (1885). 
*  H.  O.  Hofman,  T.  A.  I.  M.  K,  XXXV,  811  (1905).     F.  0.  Doeltz  und 
C.  A.  Graumann,  Metallurgie,  III,  445  (1906). 
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Within  the  last  years  the  " blast  roasting"  processes  for  galena 
ores,   invented  by  Huntington  and  Heberlein,  Savelsberg,  and 
Carmichael-Bradford,  have  been  extensively  applied  both  to  lead 
and  copper  sulphide  ores.    In  the  first  mentioned  process  the 
galena  concentrates  are  roasted  in  mechanical  reverberatory  fur- 
naces, reducing  the  sulphur  contents  to  11  to  12  per  cent,  from 
20  to  22  per  cent.    This  partially  roasted  ore  is  then  fed  to 
"converters"1  which  are  hemispherical  pots  of  cast  iron  9  ft.  in 
diameter  at  the  top  and  about  4  ft.  deep.     They  are  provided 
with  a  circular  cast-iron  grate  6*ft.  in  diameter  and  0.75  in.  thick, 
set  and  secured  horizontally  in  the  pot.     The  grate  is  perforated 
with  holes  0,75  in.  in  diameter,  2  in.  apart.    The  pot  is  made  2.5  in. 
thick  at  the  bottom  and  1.5  in.  at  the  rim.     It  is  supported  by 
trunnions,  so  that  the  pot  may  be  readily  revolved  and  emptied 
of  its  charge.    The  blast  pipe  through  which  the  air  is  blown  into 
the  converter,  for  the  oxidation  of  the  ore,  enters  the  bottom  of  the 
pot  and  is  6  in.  in  diameter.     Into  a  pot  previously  heated  by  a 
wood  fire,  some  hot  calcines  are  thrown  and  then  filled  with  the 
partially  roasted  calcines  mixed  with  limestone  in  the  approximate 
proportion  of  4  to  1.    The  calcines  almost  invariably  contain 
silica.    If  air  be  blown  through  the  charge,  lead  sulphide  is  oxidized 
to  PbO,  and  PbS04,  finally  forming  silicate  of  lead  as  already 
described.    The  limestone  is  decomposed  into  C02  and  CaO,  which 
latter  in  part  prevents  the  massive  agglomeration  and  fusion  of 
the  whole  charge  and  permits  the  penetration  of  the  blast.     The 
temperature  locally  developed  in  spots  may  be  high.     If  ferric 
oxide  be  present,  as  may  readily  be  the  case  from  iron  sulphides 
in  the  ore,  this  will  unite  at  least  in  part  with  the  lime  as  follows, 
forming  calcium  ferrite:2 

CaO  +  Fe203  =  CaO-Fe203 

The  calcium  ferrite  begins  to  form  at  about  1200°  C.,  and  melts 
at  1230°  C.,  and  aids  in  agglomerating  the  charge.  The  contents 
of  the  converter  are  thoroughly  agglomerated  and  sintered  to- 
gether (except  for  a  small  proportion  of  fines  which  are  retreated) 
and  make  the  best  kind  of  material  for  blast-furnace  smelting' 
The  sulphur  contents  of  the  roasted  material  is  usually  from  3  to 
5  per  cent. 

1 W.  R.  Ingalls,  T.  A.  I.  M.  E,  XXXVII,  636  (1906). 
2H.  0.  Hofman,  T.  A.  I.  M.  E.,  XXXIX,  645  (1908). 
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Formerly,  the  roasting  of  silver  ores  containing  silver  in  the 
form  of  argentite  (Ag2S),  and  in  complex  mineral  form  associated 
with  arsenic  and  antimony,  with  salt  (NaCl),  to  convert  the  silver 
into  the  form  of  chloride,  was  much  practised.  This  is  called 
"  chloriclixing  roasting.37 *  The  present  importance  of  this  method 
is  diminished.  Silver  in  the  form  of  chloride  is  readily  amalga- 
mate, and  soluble  in  sodium  hyposulphite,  and  alkaline  cyanide 
solutions,  and  the  ore  is  roasted  preliminary  to  treatment  by 
either  amalgamation  or  leaching  with  "  hypo  "-solution;  much 
more  rarely  in  preparation  for  cyanidation.  The  ore  is  roasted 
at  comparatively  low  temperatures,  not  much  above  800°  to  900° 
C.,  in  reverberatory  types  of  roasting  furnaces.  It  is  essential 
to  have  some  sulphides  present,  particularly  pyrite  or  chalcopy- 
rite,  etc.,  as  the  roasting  of  these  to  sulphates,  which  reacting 
with  the  salt  furnish  the  chlorine,  in  the  main  chloridizes  the 
silver.  Galena,  zinc  blende  and  arsenopyrite  are  rather  harmful. 

FcS04  +  2  NaCl  =  Na^SCX  +  FeCl2 
4FeCl2  +  30  =2Fe203  +  4Cl2 
Ag2S  +  02  +  Cla  =  2AgCl  +  S02 

The  reactions  express  in  a  general  way  the  chloridization  of  the 
silver.  The  reactions  on  the  whole  may  be  very  complicated; 
some  of  the  base  metal  chlorides  are  volatilized  as  such,  and  arsenic 
and  antimony  are  volatilized  in  part  as  chlorides.  The  amotmt 
of  salt  added  varies  from  about  3  to  20  per  cent.,  dependent 
largely  on  the  amount  of  sulphides  present.  Usually  it  is  under 
10  per  cent.  Silver  chloride  melts  at  460°  C.,  and  is  said  to  be 
volatile  at  a  white  heat; 2  there  is,  however,  an  appreciable  loss 
of  silver  in  the  chloridizing  roast  which  increases  with  the  tem- 
perature. Gold  ores8  were  also  formerly  subjected  to  chloridiz- 
ing roasting,  in  preparation  for  the  chlorination  process.  At  the 
present  day  gold  ores  are  roasted  with  a  simple  oxidizing  roast, 
the  reactions  for  which  have  already  been  discussed. 

In  the  metallurgy  of  antimony  the  ores  treated  are  chiefly 
the  sulphide,  stibnite  (Sb2S3),  and  sometimes  the  oxides,  senarmon- 
titc  and  kermesite.  The  ore  is  roasted,  usually  for  the  purpose 
of  forming  either  the  higher  oxide  Sb205,  which  is  non-volatile, 

iOttukar  Hoffman,  "The  Hydro-Metallurgy  of  Silver"  (1907),  p.  3,  etc. 

2  Koacoo  and  Schorlemmer,  II,  462  (1907). 

» S.  B.  Christy,  T.  A.  I.  M.  E.,  XVII,  3  (1888). 
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or,  in  the  later  processes,  the  volatile  lower  oxide  Sb203,  which 
is  volatilized  and  sublimed.  The  method  of  roasting  for  the  pro- 
duction of  the  volatile  oxide  is  known  as  "volatilizing  roasting/' 
When  stibnite  is  heated  in  air  to  a  few  degrees  above  350°  C. 
the  following  reaction  takes  place: 


and,  in  the  presence  of  more  oxygen, 

Sb203  +  02  =  Sb205. 

The  two  oxides  present  then  react  with  each  other  in  part  as 
follows: 

Sb205  +  Sb203  =  2Sb204. 

If  in  the  mixture  there  be  present  sulphides  of  other  metals,  such 
as  galena,  pyrite,  chalcopyrite,  etc.,  or  the  corresponding  oxides, 
permanent  and  stable  antimoniates  are  formed.  If  the  ore  be 
roasted  in  the  presence  of  carbon,  in  the  form  of  coal  or  coke, 
at  a  higher  temperature  and  in  the  presence  of  insufficient  air 
for  complete  oxidation,  the  antimony  passes  practically  entirely 
to  the  volatile  oxide  Sb203,  which  may  be  sublimed  by  suitable 
methods  and  then  reduced  to  metal  and  refined.1 

Roasting  of  certain  ores  in  preparation  for  magnetic  separation.  — 
In  the  treatment  of  complex  zinc,  lead,  iron  sulphide  ores, 
magnetic  separation  plays  an  important  part.  The  zinc  sulphide, 
sphalerite,  may  be  separated  from  pyrite  and  marcasite  if  the 
ores  are  first  roasted  in  a  proper  manner.  The  object  of  the  roast- 
ing in  this  instance  is  to  convert  the  pyrite  or  marcasite  into 
either  the  magnetic  sulphide  of  iron,  pyrrhotite,  or  into  the  still 
more  magnetic  oxide,  magnetite.  When  properly  crushed  and 
sized,  ore,  containing  pyrite  and  marcasite,  is  roasted  with  air, 
sulphur  is  driven  off  as  S02  and  the  non-magnetic  pyrite  is  changed 
superficially  to  pyrrhotite.  If  the  sulphur  is  driven  off  completely 
magnetic  oxide  of  iron  results,  Fe304.  If  the  roasting  is  carried 
still  further,  the  iron  passes  to  the  very  feebly  magnetic  oxide, 
Fe203.  Pyrite  and  marcasite  begin  to  lose  sulphur  and  change 
over  into  the  magnetic  sulphide  at  370°  G.  At  600°  C.  the  zinc 
sulphide  begins  to  ignite  and  lose  sulphur.  Therefore,  the  roast- 
ing must  be  carried  on  between  these  two  temperatures.  Below 
400°  to  460°  C.,  pyrite  will  not  become  thoroughly  magnetic,  so 

1  Wang,  Antimony,  Its  Chemistry  and  Metallurgy,  p.  7  (1909). 
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that  the  actual  temperature  of  the  roast  must  be  very  close  to 
600° (X  One  of  the  objects  of  roasting  for  the  purpose  of  mag- 
netic ^separation  is  to  get  material  of  uniform  permeability,  viz., 
of  uniform  magnetism,  so  that  a  clean  separation  may  be  effected. 
It  is  desirable  for  this  reason  to  roast  sized  material  only,  since 
the  roasting  and  magnetization  take  place  from  the  surface  in- 
wan  I,  and  hi  a  mass  of  material  containing  a  large  range  of  coarse 
and  fine  particles  the  finer  sizes  will  be  over  roasted  while  the 
courser  ones  will  be  insufficiently  so.  If,  during  the  roast,  much 
of  the  iron  has  been  converted  into  Fe203,  it  may  be  turned  back 
into  the  magnetic  oxide,  Fe304,  by  working  the  furnace  reducing. 
The  magnetic  oxide  is  black,  while  the  non-magnetic  oxide  is 
red.1 

2.  SMELTING.  —  Smelting  is  that  metallurgical  operation 
whereby  ores  or  furnace  products  are  reduced  to  the  molten  con- 
dition with  or  without  the  addition  of  fluxes.  During  the  opera- 
tion complicated  reactions  may  take  place  with  the  resultant 
production  of  a  metallic  alloy  or  metal,  matte,  speise,  and  slag. 
The  general  nature  of  the  reactions  during  smelting  may  be  either 
reducing,  oxidizing  or  neutral;  when  no  reactions  of  any  signifi- 
cance take  place  the  operation  may  be  termed  "melting."  In 
order  to  produce  fluid  products  in  the  furnace  it  is  frequently 
necessary  to  add  material  to  the  ore  or  furnace  products  which 
By  their  combination  with  the  same  produce  fluid  compounds. 
Such  material  is  known  by  the  general  name  of  flux.  Thus,  in 
iron  smelting  in  the  blast  furnace,  the  common  flux  is  limestone 
which,  furnishing  lime  to  unite'with  the  silica  and  alumina  existing 
as  impurities  in  the  iron  ore,  forms  a  fluid  slag.  In  lead  smelting 
this  same  material  must  frequently  be  added,  as  well  as  iron 
oxide,  either  in  the  form  of  barren  iron  ore  or  valuable  ores  carry- 
ing iron  oxides  in  excess.  In  the  melting  and  refining  of  gold 
and  silver  bullion,  borax  is  used  as  a  flux  which,  uniting  with  the 
oxides  of  the  base  metals  formed  during  the  operation,  produces 
a  fluid  slag.  Fluorspar  is  sometimes  used  as  a  flux  in  certain 
metallurgical  operations,  .as  after  once  molten  it  is  very  thinly 
fluid  and  capable  of  holding  in  fluid  suspension  considerable 
amounts  of  non-fusible  oxides.  Almost  any  substance  added  for 
the  purpose  of  producing  fluidity  in  a  smelting  operation  may  be 
termed  a  flux.  In  smelting  copper-bearing  iron  sulphides  into 
1  Electro-Magnetic  Ore  Separation,  C.  Godfrey  Gunther,  p.  116  (1909). 
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matte  by  the  pyritic  process,  it  is  necessary  to  add  silica  in  the 
form  of  quartz  which  may  then  be  termed  a  flux.  The  products 
of  the  smelting  operation  are: 

a.  Slag,  usually  a  waste  product  and  in  most  instances  com- 
posed essentially  of  the  silicates  of  various  metallic  bases  as 
FeO,  CaO,  A1203,  MnO,  MgO,  etc.  Slags,  however,  may  also 
be  silicate  phosphates  or  oxides.  In  the  case  of  lead,  copper, 
and  iron-blast  furnace  smelting,  they  are  silicates.  In  the  case  of 
steel  making  by  the  basic  open  hearth  and  basic  Bessemer  pro- 
cesses they  may  be  silicate-phosphates.  In  the  cupellation  of 
lead  bullion  for  its  contained  silver  and  gold  it  will  be  chiefly 
a  mixture  of  oxides  in  which  lead  oxide  predominates.  Slags 
are  fully  discussed  in  Chapter  VIII. 

b. .  Matte.  A  matte  is  an  artificial  sulphide  usually  of 
copper  and  iron  or  of  copper,  iron,  and  lead,  the  first  being 
a  concentration  product  in  copper  smelting  and  the  second 
a  between  product  in  smelting  lead  ores  to  lead  bullion.  It 
'  is  an  intermediate  metallurgical  product  which  is  further 
treated  by  other  processes.  Aside  from  its  value  due  to 
contents  in  copper,  or  lead  and  copper,  it  serves  frequently 
as  a  collector  of  gold  and  silver  in  certain  forms  of  smelting; 
e.g.,  in  a  furnace  charge  in  which  matte  only  is  produced  and 
not  a  metal  or  bullion,  the  gold  and  silver  in  the  charge  will 
be  collected  in  the  matte.  The  subject  of  mattes  is  fully 
treated  in  Chapter  IX. 

c.  Metal  or  Bullion.  This  is  the  metallic  product  of  smelt- 
ing, produced  in  certain  instances.  Thus,  in  iron  smelting  by 
the  blast  furnace,  the  valuable  product  is  cast  iron,  an  alloy  of 
iron  and  carbon  containing  also  certain  other  substances  in  smaller 
amount,  such  as  silicon,  manganese,  phosphorus,  and  sulphur. 
In  lead  smelting  the  valuable  product  is  metallic  lead  containing 
small  quantities  of  copper,  etc.,  and  if  there  be  gold  and  silver  in 
the  ore,  practically  the  whole  of  these  metals.  It  is  known  as 
lead  bullion.  In  smelting  oxidized  ores  of  copper  or  rich  copper 
slags  in  the  blast  furnace,  the  product  is  an  impure  metallic  copper 
called  black  copper,  containing  about  95  per  cent,  copper,  with 
the  rest  as  iron,  sulphur,  arsenic,  etc.  In  bessemerizing  copper 
mattes  the  product  is  converter  copper,  an  impure  copper  con- 
taining from  98  to  99  per  cent,  copper,  which  undergoes  further 
treatment  for  purification. 
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Spcise  is  an  artificial  arsenide,  usually  an  arsenide 
of  iron  containing  smaller  amounts  of  other  metals.  In  con- 
stitution it  is  similar  to  a  matte  except  that  arsenic  replaces  sul- 
phur. It  is  produced  as  an  unwelcome  by-product  in  lead  and 
copper  smelting  under  certain  conditions,  also  in  lead-refining 
operations,  in  the  smelting  of  "softening"  furnace  skimmings. 
Its  treatment  is  usually  difficult.  It  is  further  discussed  in 
Chapter  IX. 

c.  Furnace  Oases.  Furnace  gases  are  produced  in  great 
quantities  by  most  types  of  furnaces  and  are  the  products  of 
combustion  of  the  burning  of  coke  or  other  fuel,  and  in  part  de- 
composition products  of  constituents  in  the  ore  charge.  In  iron 
smelting  they  contain  a  large  percentage  of  carbon  monoxide 
and  are  used  for  fuel  in  hot-blast  stoves  to  preheat  the  air  going 
to  the  blast  furnace,  and  also  for  power  in  gas  motors  driving 
"the  blowing  engines  for  the  production  of  blast.  The  furnace 
gases  from  most  other  smelting  operations  are  without  value, 
except  that  in  pyritic  smelting,  as  in  Tennessee,  where  market 
conditions  warrant  it,  they  may  be  used  in  the  manufacture  of 
sulphuric  acid.  The  following  table  gives  composition  of  furnace 
gases,  as  taken  from  the  top  of  the  furnace  without  dilution  by 
air. 

TABLE  XXXIII.    COMPOSITION  OP  FURNACE  GASES. 


(IUHOH.    Por  cent. 
by  Volume 


Nitrogen 

Carbon  dioxide  . 
Carbon  monoxide 
Sulphur  dioxide  . 

Oxygen  

Hydrogen 

Methane 


Iron  Bloat- 
Furnace 

Copper  Smelting  * 
Pyritic  Process 

Lead  Blast-Furnace2 
Smelting 

I 

2 

3 

1 

2 

3 

1 

2 

3 

4 

59 

60 

54.5 

84.5 

87.0 

85.80 

74.1 

68.6 

75.5 

75.20 

12 

15 

10 

5.42 

5.08 

5.98 

15.2 

21.6 

18.2 

17.20 

25 

22 

27.5 

0.02 

0.16 

0.02 

9.7 

10.8 

5.9 

5.40 

_ 

— 

— 

8.92 

6.64 

7.88 

— 

— 

— 

— 

_ 

_ 

_ 

0.70 

0.84 

0.35 

1.0 

0.40 

0.40 

— 

2 

— 

3.0 

— 

— 

— 

— 

— 

— 

1.50 

2 

"""-" 

—  - 

— 

— 

___. 

— 

— 

— 

0.70 

.  /.  Flue  Dust.  In  blast-furnace  smelting  the  air  is  intro- 
duced into  the  furnace  under  pressure,  causing  the  furnace  gas 
to  escape  at  the  top  with  considerable  velocity  which  varies  in 
different  cases.  For  this  reason  it  carries  off  considerable  por- 

igticht,  Metallurgie,  III,  386  (1906). 
2  Hofman,  Metallurgy  of  Lead,  p.  309. 
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tions  of  fine  furnace  charge  which  is  collected  in  specially  pro- 
vided settling  chambers  and  flues.  This  material  is  known  as 
"flue"  dust.  Its  composition  usually  is  similar  to  that  of  the 
furnace  charge,  although  the  finer  constituents  of  the  charge  are 
represented  to  a  greater  degree.  Flue  dust  is  produced  also  by 
reverberatory  smelting  and  roasting  furnaces  through  the  draft. 
Flue  dust  is  re-treated  in  various  ways,  usually  by  either  sintering 
or  briquetting  and  then  smelting. 

g.  Fume.  Under  certain  conditions  of  smelting,  portions  of 
the  charge  may  be  volatilized  either  in  the  form  of  metal,  oxides, 
sulphides,  sulphates  or  chlorides  of  metal  which  escape  with  the 
furnace  gases  and  flue  dust.  Thus,  in  lead  smelting  a  certain 
portion  of  the  lead  and  a  small  portion  of  the  silver  suffer  volatil- 
ization and  escape  as  fume.  The  lead  is  volatilized  as  lead  sul- 
phide and  oxide,  and  in  part  as  metallic  lead  which  is  converted 
to  oxide  by  the  air.  In  the  bessemerizing  of  copper-lead-iron 
mattes  in  basic  lined  converters,  the  lead  is  volatilized,  probably 
as  oxide,  and  escapes  with  the  gases  rich  in  SO2  gas  from  the 
converter.  This  fume  is  sublimed  in  specially  built  chambers 
and  flues  and  bag  houses  and  the  lead  recovered,  largely  in  the 
form  of  sulphate. 

Types  of  Smelting. — A.  Reducing  Smelting.  This  is  a  smelting 
process  in  which  the  metal  in  the  ore  is  reduced  to  the  metallic 
state  by  means  of  a  reducing  agent  which  is  usually  either  carbon 
monoxide  or  solid  carbon  in  the  form  of  coal  or  coke.  Examples 
of  reducing  smelting  in  the  blast  or  shaft  furnace  are  furnished 
by  iron  smelting  and  lead  smelting.  The  furnace  for  iron  smelting 
is  a  shaft  from  60  to  100  ft.  high,  formed  of  two  truncated  cones 
of  unequal  length  which  join  some  distance  below  the  middle  of 
the  total  height.  It  is  about  12  ft.  in  diameter  at  the  bottom  or 
hearth,  and  about  22  ft.  at  the  junction  of  the  cones.  It  is  con- 
structed of  refractory  fire  brick  and  tiling  to  resist  the  high  tem- 
peratures developed.  The  charge  of  the  furnace  consists  of  iron 
ore,  limestone  (to  flux  the  impurities  of  the  ore),  and  coke,  to  fur- 
nish the  heat.  These  materials  are  charged  in  horizontal  layers 
at  the  top,  as  the  charge  below  melts  away.  Air  is  blown  in  near 
the  bottom  of  the  furnace  through  a  number  of  openings  or 
"  tuyeres,"  so  that  essentially  there  is  a  slowly  descending  column 
of  charge  of  solid  material  and  a  rapidly  ascending  column  of 
gases  produced  by  the  oxygen  of  the  air  acting  on  the  hot  coke 
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just  above  the  tuyeres.  The  oxygen  unites  with  the  carbon  to 
form  carbon  monoxide,  since  at  the  temperature  at  the  tuyeres 
(about  1900°  C.),  no  carbon  dioxide  can  exist.  The  gases,  there- 
fore, immediately  above  the  tuyeres  consist  practically  solely  of 
carbon  monoxide  and  the  inert  nitrogen  of  the  air  plus  some 
hydrogen  from  the  decomposition  of  water  vapor  in  the  air.  These 
rapidly  ascending  gases  passing  up  the  furnace  shaft  in  the  upper 
zones  come  into  contact  with  the  iron  ore  and  reduce  the  same 
to  metallic  iron  as  already  described  under  reduction.  The  gases 
usually  escape  at  a  temperature  of  between  250°  and  350°  C.  In 
the  upper  portion  of  the  furnace  this  temperature  serves  to  drive 
out  moisture  from  the  ore,  drying  the  same. 

As  the  charge  slowly  descends  into  the  lower  and  hotter  parts 
of  the  furnace,  the  melting  temperature  of  the  iron  carbon  mix- 
ture is  reached  at  about  1100°  to  1200°  C.,  and  this  then  com- 
mences to  drip  over  the  mass  of  solid  incandescent  coke  below 
it  into  the  hearth  of  the  furnace,  where  it  collects.  Somewhat 
further  down,  where  a  temperature  of  1400°  to  1500°  C.  exists, 
the  earthy  bases  and  silica  unite,  forming  slag,  which  also  drips 
down  through  the  interstices  of  the  incandescent  solid  coke  below 
it  and  collects  above  the  iron  in  the  crucible  of  the  furnace.  From 
time  to  time  the  iron  and  slag  are  tapped  from  the  hearth  of  the 
furnace.  The  operation  is  thus  a  continuous  one;  ore,  fluxes, 
and  fuel  being  added  at  the  top,  while  iron  and  slag  are  drawn 
off  from  the  lower  part  of  the  furnace. 

In  load  smelting  the  general  reactions  are  similar.  The  fur- 
nace is  from  18  to  20  ft.  high  and  of  rectangular  cross-section, 
42  to  48  in.  wide  at  the  tuyere  zone  and  12  to  16  ft.  long.  The 
amount  of  fuel  used  is  very  much  less  and  the  intensity  of  the 
reactions  is  modified  in  so  far  as  lead  is  an  easily  reducible  metal, 
and  it  is  undesirable  to  reduce  iron  from  its  oxides  which  enter 
the  furnace.  Most  of  the  lead  in  the  ore  going  into  the  furnace 
is  in  the  form  of  silicate,  produced  by  roasting,  although  some  is 
in  the  form  of  the  sulphide,  or  galena.  When  this  latter  is  present 
it  is  reduced  by  means  of  the  addition  of  small  quantities  of  metallic 
iron  in  the  shape  of  pieces  of  old  castings,  etc.,  or  scrap.  The 
reaction  taking  place  is  as  follows : 

PbS  +  Fe  =  Pb  +  FeS 
the  FeS  entering  into  the  matte  which  is  formed.    In  smelting, 
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lead  ores  it  is  found  that  some  copper  is  almost  always  .prog 
and  it  is  desirable  that  this  copper  should  not  enter  into  the 
duced  lead  and  alloy  with  it.    Therefore,  the  furnace  is  opera 
to  produce  a  certain  amount  of  matte,  or  artificial  sulphide,  sb 
due  to  the  great  affinity  of  copper  for  sulphur,  any  copper  pros 
will  enter  the  matte  almost  completely.     The  iron  sulphide 
enter  the  matte  as  well  as  some  lead  sulphide,  but  the  rcsul 
that  the  lead  bullion  produced  is  practically  free  from  copj 
The  addition  of  metallic  iron  as  a  reducing  agent  also  has 
tendency  to  decrease  the  amount  of  lead  in  this  matte. 

The  products  of  the  furnace  are  metallic  lead  or  lead  bull] 
containing  85  to  95  per  cent,  of  the  lead  and  about  96  per  cc 
of  the  silver  which  have  been  in  the  ore,  a  lead-copper-iron  iru 
which  contains  nearly  all  the  copper  in  the  ore,  and  slag,  the  WE 
product.  The  furnace  gases  are  permitted  to  escape  after  pj 
ing  through  flues  and  chambers  to  settle  flue  dust,  and  throi 
bag  houses  to  collect  the  fume. 

B.  Oxidizing  Smelting.  —  Oxidising  smelting  may  be  carr 
on  ia  a  shaft  or  blast  furnace,  as  for  example,  pyritic  smelting 
copper  ores,  or  in  special  forms  of  furnace  apparatus  such  as 
bessemer  converter  for  steel  and  the  converter  for  copper  ma1 
or  in.  any  furnace  of  the  reverberatory  type  wherein  the  fue 
burned  upon  a  grate  separate  from  the  hearth  or  smelting  port 
of  the  furnace.  Essentially,  the  difference  between  reducing  i 
oxidizing  smelting  is  that  in  reducing  smelting  we  produce  a  me 
by  means  of  reducing  the  same  from  its  compounds  by  carl 
monoxide  and  incandescent  solid  carbon,  while  in  oxidizing  sm< 
ing  we  use  the  heat  generated  by  the  burning  of  the  fuel,  wb 
ever  that  may  be,  to  attain  a  high  enough  temperature  so  t) 
the  oxygen  of  the  air  may  react  with  the  furnace  charge  to  prodi 
the  metallurgical  result  which  wo  desire.  In  the  pyritic  smelt 
of  copper-bearing  pyrites  in  the  blast  furnace,  but  very  sir 
amounts  of  carbonaceous  fuel  arc  used,  1  to  3  per  cent,  of 
furnace  charge.  The  fuel  is  essentially  the  iron  and  part  of  * 
sulphur  of  the  pyrites.  The  furnace  is  similar  to  the  lead  f urn; 
described  and  the  general  operations  are  also  similar.  Instc 
of  having,  as  in  lead  smelting,  a  mass  of  incandescent  solid  c< 
from  the  tuyeres  upward  to  a  certain  height,  in  this  instance, 
have  a  mass  of  incandescent  silica  or  quartz  lying  above  i 
tuyeres.  The  iron  sulphide  trickling  clown  through  the  iixt 
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stices  of  this  mass  in  an  inert  ascending  atmosphere  of  sulphu- 
rous acid  gas  and  nitrogen  reaches  a  point  where  the  oxygen  from 
the  tuyeres  strikes  it,  with  the  result  of  the  rapid  combustion  of 
the  liquid  sulphide  in  the  presence  of  silica  into  ferrous  silicate 
and  S02  gas,  a  small  amount  of  iron  sulphide  carrying  the  copper 
sulphide  escaping  oxidation  and  sinking  into  the  hearth  of  the 
furnace  to  form  the  matte. 

Another  example  of  oxidizing  smelting  is  that  of  smelting 
copper-bearing  iron  sulphide  concentrates  partially  roasted,  with 
the  proper  fluxes  to  form  a  fluid  slag,  in  the  reverberatory  furnace. 
The  reverberatory  furnace  consists  of  a  covered-in  hearth  upon 
which  the  ore  charge  is  placed,  and  a  fire  box  containing  the 
grate  upon  which  the  fuel  is  burned.  The  ordinary  fuel  is  bitu- 
minous coal  placed  in  such  thickness  upon  the  fire  grate  that 
combustible  gas  is  produced,  which  is  carried  over  into  the  hearth 
of  the  furnace  where  it  burns  with  the  air  admitted  through  doors. 
The  heat  acts  from  above  downward  to  melt  the  charge.  A 
sufficient  excess  of  air  is  admitted  to  furnish  oxygen  for  the  reac- 
tions, which,  briefly,  are  as  follows: 

The  roasted  "calcines"  contain  ferric  oxide,  iron  sulphide 
(FeS),  cuprous  sulphide  (Cu2S),  cuprous  and  cupric  oxides  (Cu20, 
CuO),  some  metallic  copper,  certain  earthy  bases  and  silica. 

•      3Fe203  +  FeS  =  7FeO  +  S02 
Cu20  +  FeS  =  FeO  +  Cu2S 

FeO  +  Si02  =  2FeOSi02  (slag)  unites  with  other 
silicates. 

If  any  copper  passes  to  the  silicate  it  is  reduced  again  to  sul- 
phide as  follows: 

Cu20  +  Si02  =Cu20-Si02 
Cu2OSi02  +  FeS  =  Cu2S  +  FeO-Si02 
Metallic  copper  in  the  presence  of  air  is  changed  to  sulphide. 
2Cu  +  0  +  FeS  =  Cu2S  +  FeO 

The  iron  sulphide  in  excess  of  the  above  reactions,  and  that  not 
oxidized  during  the  smelting,  unites  with  the  cuprous  sulphide  to 
form  matte.  It  is  evident  that  the  further  these  reactions  are 
carried  on  by  prolonging  the  time  of  smelting  the  more  FeS  will 
be  oxidized  and  the  more  slag  formed  and  the  less  matte,  but  this 
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of  higher  grade  in  copper.    The  matte  produced  in  this  way  is 
further  treated  in  the  copper  converter. 

A  further  example  of  oxidizing  smelting  is  the  process  of 
cupellation.  The  cupellation  of  lead  containing  gold  and  silver 
for  the  recovery  of  these  latter  metals  is  carried  out  in  a  cupeling 
furnace,  which  essentially  is  a  small  reverberatory  furnace  with 
a  removable  hearth,  the  fuel,  usually  wood  or  coal,  being 
burned  as  before  upon  a  separate  grate  and  the  flame  therefrom 
admitted  to  the  hearth  or  test,  so  called.  The  lead  bullion  is 
placed  upon  the  "test"  and  the  fire  urged  so  as  to  melt  the  same. 
When  molten,  the  temperature  is  raised  to  approximately  950°  to 
1000°  C.,  and  an  air  blast  turned  on  the  surface  of  the  molten 
lead.  The  molten  lead  oxidizes  to  litharge  on  the  surface.  This 
litharge  in  turn  carries  oxygen  to  any  other  base  metals  which 
may  be  in  the  lead  in  smaller  quantities,  such  as  copper,  etc., 
oxidizing  the  same.  The  litharge  and  the  other  oxides  form  a 
molten  oxide  slag  which  is  allowed  to  flow  from  the  surface 
of  the  lead  and  collected  in  pots.  A  comparatively  small  part  of 
the  litharge  volatilizes.  Eventually  all  of  the  lead  is  oxidized  to 
litharge,  leaving  buttons  of  metallic  silver  and  gold  alloy  on  the 
hearth,  these  metals  not  oxidizing  under  the  conditions  the 
work  is  carried  on. 

Another  form  of  oxidizing  smelting  is  that  known  as  the  bes- 
semerization  of  copper  matte  in  a  type  of  bessemer  converter.1 
The  converter  is  named  after  Sir  Henry  Bessemer,  who  invented 
this  type  of  furnace  for  the  production  of  steel.  It  was  later 
adapted  to  the  production  of  copper  from  mattes  by  John 
Halloway,  and  first  with  success  by  M.  Manhes  in  Trance.  The 
converter  for  copper  mattes  in  its  present  form  consists  of  a  hori- 
zontal cylindrical  steel  shell  supported  on  roller  bearings  to 
permit  of  its  partial  revolution  about  its  longitudinal  axis,  It  is 
thickly  lined  with  either  a  siliceous  refractory  material  such  as 
gannister  or  a  quartzose  ore,  or  with  magnesito  brick,  a  basic 
refractory  material.  It  is  provided  near  the  bottom  with  several 
tuyeres  through  which  air  is  forced  under  pressure.  Taking  as 
an  example  the  siliceous  lined  converter,  the  operation  is  briefly 
as  follows:  It  is  thoroughly  preheated  by  burning  wood  within 
it,  cleaned  of  ashes,  then  revolved  to  such  a  position  that  the 

1  James  Douglas,  Trans.  Inst.  Min.  and  Met.,  Vol.  VIII,  p.  2.     C.  Offer- 
haus,  Engineering  and  Mining  Journal,  LXXXVI,  747. 
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tuyere  openings  will  be  free  from  the  charge  of  molten  matte 
poured  into  it  from  a  ladle.  After  it  has  received  its  charge 
of  molten,  matte  the  blast  is  turned  on  with  a  pressure  of  from  3 
to  10  11  >.  per  square  inch  and  the  converter  revolved  back  so  as 
to  submerge  the  tuyeres.  The  air  is  forced  through  the  molten 
matte  and  the  following  reactions  take  place: 

xCuFeS  +  0  =  FeO  +  S02  +  yCuFeS. 

This  proceeds  until  all  of  the  iron  sulphide  is  converted  into  FeO, 
the  KeO  uniting  as  fast  as  formed  with  the  silica  of  the  lining  as 
follows: 

2FeO  +  Si02  =  2FeO-Si02 

It  must  bo  understood  that  as  long  as  any  iron  sulphide  remains, 
copper  is  practically  protected  from  oxidation  by  the  reactions 
quoted  under  "  reverberatory  oxidizing  smelting.77  When  the 
iron  is  about  converted  into  silicate,  the  slag  is  poured  and  the 
"blow"  continued,  when  this  reaction  takes  place: 

2Cu2S  +  302  =  2Cu20  +  2S02 
Cu2S  +  2Cu20  =  6Cu  +  S02 

This  reaction  begins  at  about  450°  C.1  with  no  partial  pressure 
of  SO*  and  is  very  rapid  at  the  temperature  prevailing  in  the  con- 
verter at  this  stage,  viz.,  from  1150°  to  1200°  C.  When  it  begins 
there  is  u  largo  mass  of  Cu2S  from  which  the  oxide  forms,  and  it 
is  essential  that  the  speed  of  the  reaction  be  high,  since  if  Cu20 
accumulates  it  will  pass  into  the  slag.  Metallic  copper  is  thus 
produced  by  oxidation.  This  metallic  copper,  as  soon  as  formed, 
sinks  through  the  molten  matte  charge  and  collects  in  the  bottom 
of  the  converter  below  the  level  of  the  tuyeres,  so  that  it  is  not 
chilled  by  being  struck  by  the  cold  blast  entering  the  converter. 
When  all  of  the  matte  is  converted  into  copper  and  slag,  the  con- 
verter is  revolved  to  clear  the  tuyeres  and  the  blast  stopped,  the 
second  slag  poured,  and  the  copper  cast  into  ingots.  The  heat 
for  carrying  on  the  operation  is  furnished  by  the  combustion  of 
the  iron  and  sulphur. 

(/,    Klcdric  Smelting.  —  The  development  of  the  electric  fur- 
nace for  smelting  operations  has  been  rapid  within  recent  years. 
The  most  prominent  example  of  electric  smelting  is  that  by  means 
of  which  aluminium  is  produced  in  large  quantities.    The  fur- 
1  R  ().  Docltz  und  C.  A.  Graumann,  Metallurgie,  IV,  421  (1907). 
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nace  1  for  the  reduction  of  aluminium  consists  essentially  of  an 
iron  easting  which  is  thickly  lined  with  carbon  in  which  is  shaped 
a  bed  to  hold  the  fused  electrolyte  and  the  reduced  aluminium. 
The  electrolyte  consists  of   the   mineral  cryolite,  a  fluoride  of 
sodium  and  aluminium  (Na3AlF6)  to  which  some  aluminium  fluo- 
ride is  added.     The  melting-point  of  this  cryolite  is  1000°  C.,  and 
becomes  lowered  on  the  additon  of  purified  bauxite  (Al20s),  the 
aluminium  ore.    At  about  950°  C.,  cryolite  will  dissolve  20  to 
25  per  cent,  of  its  weight  of  A1203.     Into  this  molten  bath  dip 
48  heavy  carbon  rods  3  in.  in  diameter  and  15  in.  long,  which 
serve  as  the  positive  electrodes  for  the  electric  current,  while  the 
lining  serves  as  the  negative  electrode.    The  passage  of  the  cur- 
rent, which  is  a  very  heavy  one  at  low  voltage  (each  rod  carries 
200  amperes,  the  total  voltage  being  5.5  volts),  reduces  the  alumina 
dissolved  in  the  bath  to  aluminium,  which  sinks  to  the  bottom  and 
is  tapped  from  the  furnace,  while  the  oxygen  passes  to  the  posi- 
tive electrodes  or  anodes,  uniting  with  these  to  form  carbon  mon- 
oxide, which  escapes.    The  anodes  have  to  be  frequently  renewed. 
The  proper  composition  of   the  electrolyte  is   important.      The 
refined  alumina  is  added  from  time  to  time  to  the  electrolyte  as 
aluminium  is  reduced  from  the  bath.     The  bauxite  ore  must  first 
pass  through  a  refining  process  before  it  can  be  made  into  alumin- 
ium.   The  refining  process  consists  of  mixing  the  calcined  bauxite 
with  enough  carbon  to  reduce  the  impurities  contained  therein, 
such  as  iron  and  silicon.     The  reduction  and  purification  is  effected 
in  a  carbon  and  bauxite  lined  electric  furnace,  with  a  carbon 
block  for  the  bottom,  which  serves  as  one  of  the  electrodes.     The 
current  is  adjusted  to  give  a  working  temperature  of  3000°  to 
3500°  C.,  so  that  only  the  impurities  are  reduced,  which  collect, 
in  the  bottom  of  the  furnace  as  a  melted  alloy  of  iron,  silicon,  and 
titanium,  leaving  a  pure  fused  alumina  suitable  for  the  manu- 
facture of  aluminium.    It  will  be  noted  that  this  type  of  electric 
smelting  is  essentially  an  electrolysis,  the  reduction  of  aluminium 
from  its  compounds  being  accomplished  by  the  electric  current; 
without  the  intervention  of  carbon  as  a  reducing  agent.     .In 
other  electric  furnaces,  however,  the  electric  current  may  be  used 
solely  for  the  generation  of  heat  to  carry  on  the   process,  the 
actual  reduction  taking  place  by  means  of  carbon.     In  general, 
all  metallurgical  reactions  which  require  very  high  temperatures,' 
1  J.  W.  Richards,  Mineral  Industry,  XIV,  13  (1905). 
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such  as  the  production  of  ferro-silicon,  ferro-manganese,  ferro- 
tungsten  alloys,  etc.,  are  made  in  the  electric  furnace.  Electric 
furnaces  have  recently  been  successfully  applied  in  steel  making. 
3.  REFINING  AND  PARTING.  —  Refining  is  that  metallurgical 
operation  whereby  crude  metals  or  alloys  are  separated  from 
impurities,  and  pure  metals  or  alloys  of  definite  composition  pro- 
duced. Refining  is  usually  an  oxidation  operation  if  it  be  carried 
on  by  smelting,  but  it  may  also  be  an  electrolytic  process  carried 
on  by  means  of  aqueous  solution  electrolytes  or  by  fused  elec- 
trolytes. The  following  cases  of  refining  illustrate  the  process: 
Reasonably  pure  copper  not  containing  gold  and  silver  may  be 
refined  into  pure  copper  in  the  reverberatory  furnace  by  an  oxidiz- 
ing smelting.  The  molten  copper  in  the  furnace  is  rabbled,  i.e. 
is  stirred  and  worked  by  means  of  long  iron  tools  so  as  to  facili- 
tate the  formation  of  cuprous  oxide,  Cu20.  This  cuprous  oxide 
diffuses  through  the  molten  copper  and  part  of  it  gives  up  its 
oxygen  to  impurities  such  as  arsenic,  antimony,  iron,  bismuth, 
etc.,  which  are  converted  into  their  oxides  and  pass  completely 
to  the  slag,  as  iron,  or  in  part  to  the  slag  and  in  part  to  the  volatile 
state,  as  arsenic  and  antimony.  When  this  operation  has  pro- 
ceeded for  a  sufficient  length  of  time  and  the  mass  of  copper 
becomes  more  or  less  saturated  with  cuprous  oxide,  the  "fining" 
slag  is  skimmed  and  the  copper  is  "poled."  This  poling  con- 
sists of  working  through  the  molten  copper  with  long  poplar 
wood  poles,  the  gases  produced  thereby  again  reducing  the  cu- 
prous oxide  in  the  copper  to  a  small  amount.  When  the  operation 
is  completed,  which  is  usually  determined  by  taking  sample  bars 
and  examining  their  appearance  and  fracture,  the  copper  is 
cast  into  market  shapes.  In  the  case  of  copper  which  contains 
gold  and  silver,  the  refining  takes  place  by  electrolysis.  The 
copper  is  east  into  "anode"  plates  which  are  hung  in  rectan- 
gular wooden  tanks  alternating  with  thin  sheets  of  pure  copper 
called  the  "cathodes."  The  tank  is  filled  with  a  solution  of 
copper  sulphate  acidulated  with  sulphuric  acid.  The  copper 
anodes  are  connected  with  the  positive  pole,  all  of  the  connec- 
tions within  the  tank  being  usually  in  parallel.  The  anode  is 
decomposed  and  under  the  conditions  of  composition  of  electro- 
lyte and  current  prevailing,  deposited  practically  pure  on  the 
cathode,  while  all  the  impurities  of  the  anode,  including  the 
gold  and  silver,  sink  to  the  bottom  of  the  tank  in  the  form  of 
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"  anode  mud/'  which  is  later  removed  and  further  refined  into 
gold,  silver,  etc.  The  cathodes,  when  fully  grown,  are  removed 
and  melted  down  in  a  reverberatory  furnace  and  cast  into  market 

shapes. 

Gold  bullion  containing  some  silver  and  impurities,  such  as 
copper,  lead,  bismuth,  etc.,  may  be  refined  by  melting  in  clay 
crucibles  and  passing  through  the  same  a  stream  of  chlorine  gas. 
The  chlorine  converts  the  silver  and  other  constituents  into  chlo- 
rides which  rise  to  the  top  and  collect  as  a  fused  mass,  which  is 
removed.  This  carries  some  gold  with  it  and  is  further  treated 
by  melting  with  a  certain  percentage  of  sodium  bicarbonate, 
which  will  precipitate  a  rich  gold-silver  alloy.  Silver  is  recovered 
from  the  chlorides.  The  refined  gold  is  poured  into  molds  and 
is  sufficiently  fine  for  coinage.  Gold  may  be  refined  also  in  a 
similar  way  by  blowing  air  through  it  in  the  molten  state  and 
adding  borax  at  the  top  to  take  up  the  oxides  of  the  base  metals 
produced,  forming  borate  slag.  Silver  cannot  be  removed  in 
this  way.1 

"  Parting "  is  a  refining  process  applied  to  the  separation  of 
gold  from  silver.  Several  processes  are  in  use.  In  the  sulphuric 
acid  process  the  bullion,  which  should  contain  at  least  2  parts 
of  silver  to  1  of  gold,  is  granulated  and  boiled  in  cast-iron  pots 
with  concentrated  sulphuric  acid,  the  operation  being  repeated 
several  times.  This  converts  the  silver  into  sulphate  and  leaves 
the  gold  as  finely  divided  metallic  gold.  The  latter  is  thoroughly 
washed  with  acid  and  finally  with  distilled  water  and  melted  into 
bars,  while  the  silver  sulphate  is  reduced  by  one  of  several  methods 
and  melted  and  cast  into  pure  silver  bars.  Electrolytic  parting 
processes  for  gold  and  silver  bullion  are  also  in  use. 

4.  DISTILLATION  AND  SUBLIMATION. —  Distillation  is  a  metal- 
lurgical process  whereby  a  metal  is  converted  into  its  vapor  which 
is  conducted  to  another  part  of  the  furnace,  where  it  is  "  con- 
densed'7 if  it  collects  into  the  liquid  form,  or  "sublimed"  if  it 
passes  directly  from  the  vapor  into  the  solid  form  without  going 
through  the  intervening  liquid  condition.  In  the  general  sense, 
"distillation"  embodies  both  the  vaporization  from  the  liquid 
state  and  subsequent  condensation  of  the  metal  again  to  liquid, 
while  sublimation  embodies  the  vaporization  from  the  solid  state 

1T.  K  Rose,  Trans.  Inst.  Min.  and  Met.,  XIV,  378,  1905,  ''Refining 
Gold  Bullion  and  Cyanide  Precipitates  with.  Oxygen  Gas." 
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and  the  subsequent  sublimation  to  the  solid  state  again.  Refer- 
ence to  the  physical  laws  which  govern  distillation  and  sublima- 
tion have  been  made  in  the  chapter  on  physical  properties  of 
metals,  under  "  Vapor  Tension."  Examples  of  distillation  in 
metallurgy  are  the  recovery  of  mercury  from  its  ores  whereby 
the  ore,  which  is  usually  cinnabar  (HgS),  is  heated  in  retorts 
or  furnaces  with  free  access  of  air,  distilling  the  mercury  as  vapor, 
which  is  cooled  to  its  condensing  point  and  then  caught  as  liquid 
mercury  in  suitable  receivers.  Zinc  is  also  obtained  by  distil- 
lation, and  reference  to  the  process  has  been  made  in  earlier  parts 
of  this  chapter. 

In  some  smelting  operations,  one  of  the  products  is  "fume/7 
Thus,  in  lead  smelting  in  the  blast  furnace  a  portion  of  the  lead, 
3  to  10  per  cent.,  is  volatilized  in  the  furnace  in  the  form  of  lead 
oxide  and  lead  sulphide,  with  arsenic  and  antimony,  as  As20a 
and  Sb20;{,  bismuth,  etc.  These  vaporized  compounds  of  the 
metals  pass  with  the  furnace  gases  through  the  flues  and  dust 
chambers  and  thence  out  through  the  stacks.  In  the  flues  and 
chambers,  when  the  temperature  is  low  enough,  they  sublime  into 
finely  divided  solid  material  called  "fume."  This  fume,  however, 
is  in  many  cases  so  exceedingly  finely  divided  that  instead  of 
completely  settling  out  of  the  furnace  gases  and  collecting  in  the 
flues  and  chambers,  it  is  carried  out  of  the  stack  with  the  gases. 
To  prevent  this  it  is  necessary  to  filter  the  gases  through  long 
cylindrical  cotton  or  woolen  bags,  sufficient  suction  being  induced 
by  draft  fans,  the  cloth  filtering  out  all  fume  and  permitting  prac- 
tically only  gases  to  escape  into  the  atmosphere.  This  fume  is 
then  resmelted  in  a  manner  dependent  on  its  composition.  Fume 
condensation  of  this  type  plays  important  parts  in  the  metallurgy 
of  lead  and  zinc. 

5.  SOLUTION  AND  LEACHING.  —  In  the  metallurgy  of  copper, 
and  more  particularly  in  that  of  gold  and  silver,  there  are  pro- 
cesses in  which  the  metals  are  recovered  by  dissolving  them 
from  their  ores  by  means  of  aqueous  solutions.  Thus,  in  the 
extraction  of  gold  from  certain  of  its  ores  by  means  of  the  cyanide 
process,  crushed  ore  is  submitted  to  the  action  of  dilute  cyanide 
solutions  (from  0.05  to  0.5  per  cent,  of  KCN  or  NaCN),  which 
acts  on  the  gold  and  silver,  causing  these  metals  to  pass  into 
solution  as  potassium  auro-cyanide  (KAu(CN)2)  and  potassium 
silver  cyanide  (KAg(CN)2)  or  the  corresponding  sodium  salts, 
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while  other  substances  in  the  ore  are  but  slightly  acted  upon  by 
the  cyanide  solution  under  the  existing  conditions.  The  solu- 
tion contains  also  a  small  percentage  of  lime  and  caustic  alkalies 
which  protects  the  alkaline  cyanide  from  destruction  by  certain 
acid  salts  in  the  ore,  the  decomposition  products  of  sulphides, 
such  as  pyrrhotite,  etc.  Usually,  the  solution  is  passed  con- 
tinuously through  the  ore  in  tanks,  this  filtering  process  being 
called  "leaching."  Before  solution  of  the  gold  and  silver  can  be 
effected  it  is  necessary  that  the  ore  be  crushed  to  such  size  that 
the  gold  or  gold  and  silver  minerals  be  liberated  from  the 
enclosing  gangue  of  the  ore  so  as  to  be  readily  attacked  by  the 
solutions.  If  the  ore  contain  any  substances  such  us  (day  or 
other  hydrated  minerals  which  during  this  crushing  operation 
may  become  very  finely  comminuted  and  form  impervious  hy- 
drogels  with  water,  it  will  become  impossible  to  filter  or  leaeh 
solution  through  the  crushed  ore,  owing  to  the  presence  of  these 
finely  divided  hydrated  minerals  or  slimes  which  clog  filtration. 
It  is  therefore  necessary  to  separate  the  granular,  hard  por- 
tions of  the  ore,  or  sands,  from  the  very  finely  divided 
hydrated  mineral  portions  or  "slimes,"  and  treat  the  two  products 
separately.  The  sands  are  treated  as  before  by  leaching  in  tanks, 
while  the  slimes  are  treated  by  means  of  vacuum  filtration  or 
filter  pressing. 

It  is  to  be  noted  that  for  effective  solution  the  solvent  must 
be  carefully  chosen,  to  be  one  that  does  not  indiscriminately 
attack  all  the  constituents  of  the  ore  but  only  those  which  it.  is 
desired  to  extract.  Thus,  the  effect  of  potassium  cyanide  solu- 
tion on  most  of  the  ordinary  minerals  present  in  gold  and  silver 
ores  is  negligible,  especially  if  a  certain  amount  of  lime  or  caustic, 
alkaline  salts  be  in  the  solution  at  the  same  time. 

Certain  copper  ores  are  treated  by  a  hydro-metallurgic  process, 
the  oxidized  copper  minerals  therein  being  dissolved  out  by  moans 
Df  dilute  sulphuric  acid.  In  order  to  have  this  process  applicable 
it  is  essential  that  minerals  which  are  attacked  by  sulphuric,  acid 
3e  absent,  or  else  that  they  be  converted  into  non-soluble  form 
Dy  some  operation  as  roasting.  At  Rio  Tinto,  Spain,  pyritous 
>res  containing  copper  as  chalcocite  (Cu2S)  are  permitted  to 
)xidize  in  heaps,  converting  the  copper  into  sulphate,  which  is 
;hen  leached  out  by  pumping  hot  acidulated  liquors  from  prcvi- 
>us  similar  operations  over  the  heap. 
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6.  PRKCUMTATION.  —  Precipitation  is  the  recovery  from  solu- 
tion of  the  valuable  metal  contained  therein  by  means  of  some 
chemical  sigent.     Thus,  in  the  cyanide  process,  the  gold  in  solution 
is  precipitated  by  moans  of  zinc  thread  or  zinc  dust,  the  zinc  in 
part  going  into  solution  to  replace  the  gold  precipitated.     Copper 
from  sulphuric,  acid  solutions  is  precipitated  by  passing  them  over 
a  large  amount  of  scrap  iron,  the  copper  precipitating  in  the 

i  metallic  form,  while  the  iron  goes  into  solution  as  sulphate.1 

i  hi  the  extraction  of  gold  from  roasted  ore  by  means  of  chlorine 

I  solution,  the  gold  is  dissolved  as  chloride  and  is  precipitated  from 

j  solution  by  means  of  either  sulphurous  acid  gas  (S02),  hydrogen 

1  sulphide  or  ferrous  sulphate,  the  operation  being  carried  on  in 

I  specially  designed  apparatus.    One  principle  to  be  noted  in  the 

;  precipitation  of  metals  on  a  large  scale  metallurgically  is  that 

i  the.  precipitant  must  be  cheap  and  in  a  manner  act  selectively 

!  only  on  the  metal  or  metals  to  be  precipitated,  so  that  the  pre- 

cipitate, may  bo  as  pure  as  possible. 

7.  LIQUATION.  —  Liquation2  is  that  operation  whereby  certain 
alloys  or  furnace  products  are  melted  in  a  furnace  at  carefully 

|  regulated  temperature,  causing  them  to  separate  into  two  or  more 

distinct  layers  of  different  composition,  due  to  their  relative  non- 
solubility  in  (Mich  other  at  the  prevailing  temperature,  and  their 
difference  in  specific  gravity,  thus  affording  means  of  their  separa- 
tion. All  the  layers  may  be  molten,  or  one  may  be  solid,  in  the 
form  of  a  "dims."  Thus,  in  "dressing"  lead  bullion  in  prepara- 
tion for  desilvermition,the  lead  is  melted  arid  kept  at  a  compara- 
tively low  temperature ;  the  small  amount  of  copper  contained 
therein  rises  to  the  surface  probably  as  sulphide  (Cu2S)  with 
the  nickel  and  cobalt  and  some  iron  and  a  little  arsenic,  mixed 
mechanically  with  lead  and  lead  oxide.  This  scum  or  dross  is 
I  skimmed  off,  leaving  the  main  bulk  of  the  lead  relatively  pure. 

<  Liquation  also  takes  place  in  certain  alloys  or  furnace  products 

f  in  cooling  through  the  freezing  range.     The  principles  of  this  sub- 

[  ject  arc;  thoroughly  covered  by  the  chapters  on  physical  mixtures 

and  on  alloys.  As  an  example,  if  to  lead  containing  silver  a  com- 
paratively small  amount  of  zinc  be  added  in  the  molten  state 
and  thoroughly  stirred  in,  the  silver  will  combine  with  the  zinc  to 

1  *  G,  II.  Joncw,  Wet  Methods  of  Extracting  Copper  at  Rio  Tinto,  Spain, 

T.  A.  I.  M.  K.,  XXXV,  3  (1905). 

2  K,  Fried  rich,  Kiniges  uber  das  Saigerh,  Metallurgie,  III,  13  (1906). 
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form  an  intermetallic  compound,  thus  abstracting  it  from  its  load 
alloy.  If  the  mass  of  metal  be  now  cooled  to  somewhat  above  the 
melting-point  of  lead,  the  solid  zinc-silver  alloy  being  lighter  than 
the  lead,  will  rise  to  the  surface  by  liquation  and  can  be  skimmed 
from  the  lead.  The  method  affords  a  ready,  means  of  separating 
silver  from  lead,  the  small  amount  of  silver  diffused  through  a 
great  quantity  of  lead  being  taken  up  by  a  small  amount  of  zinc 
and  very  highly  concentrated.  The  products  of  this  operation 
are,  however,  by  no  means  pure  lead  or  a  pure  zinc-silver  alloy, 
since  some  of  the  zinc  will  be  retained  by  the  lead  in  solution 
and  considerable  lead  be  found  in  the  zinc-silver  alloy. 

Another  case  of  liquation  is  that  afforded  by  the  Pattinson 
process.  If  lead  containing  from  0.5  to  1.0  per  cent,  silver  per 
ton  be  melted  in  large  iron  kettles  and  then  cooled  to  between 
327°  C.,  the  melting-point  of  lead,  and  304°  C.,  the  melting-point 
of  the  eutectic  between  lead  and  silver,  which  occurs  at  lead 
96|  per  cent,  and  silver  3J  per  cent.,  then  during  this  cooling 
practically  pure  lead  will  freeze  out,  the  silver  concentrating  in 
the  liquid  mother  metal.  When  a  certain  temperature  is  reached, 
about  310°  to  312°  C.,  the  still  liquid  mother  metal  is  tapped  from 
the  kettle.  The  maximum  enrichment  possible  by  this  process 
of  liquation  is  3|  per  cent.,  and  in  practice  about  2-J-  per  cent.  The 
operation  must  be  carried  on  between  the  temperatures  above 
mentioned.  By  referring  to  page  101,  and  Fig.  34,  to  the  lead- 
silver  series,  it  will  be  seen  that  the  process  is  a  case  of  the  freez- 
ing out  of  excess  metal,  viz.,  pure  lead,  the  silver  passing  into 
the  mother  metal  which  concentrates  towards  eutectic  compo- 
sition. In  the  actual  carrying  out  of  the  process  the  frozen  load 
crystals  are  removed  and  again  liquated,  the  same  being  done 
to  the  mother  metal.  The  silver  in  the  enriched  silver-lead  alloy 
is  recovered  finally  by  cupellation. 

8.  AMALGAMATION.  —  Amalgamation  is  that  process  whereby 
metallic  gold,  metallic  silver,  or  chlorides  and  certain  other  silver 
minerals,  are  brought  into  contact  with  liquid  mercury  and  con- 
verted into  amalgams  which  can  readily  be  separated  from  the 
excess  mercury  by  filtration.1  Thus,  in  the  metallurgy  of  gold 
the  ore  is  finely  crushed  with  water  in  stamp  batteries'  or  other 
suitable  crushing  machinery  and  the  resultant  pulp  included  to 
flow  in  a  thin  sheet  over  slightly  inclined  amalgamated  copper 
1 T.  T.  Read,  T.  A.  I.  M.  E.,  XXXVII,  56  (1906). 
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plates,  i.e.  copper  or  silver-plated  copper  plates  covered  with  a 
sheet  of  copper  or  silver  amalgam  and  a  film  of  mercury.  Mer- 
cury may  also  be  added  into  the  battery  with  the  ore  so  that 
any  fine  particles  of  metallic  gold  are  immediately  brought  into 
contact  with  it  and  form  amalgam  which  later  collects  on  the 
outside  plates  above  mentioned.  At  certain  intervals  the  accumu- 
lated amalgam  on  these  plates  is  scraped  off  and  squeezed  through 
chamois  or  canvas  which  removes  the  excess  mercury  and  leaves 
the  gold  amalgam  as  a  hard,  silvery  white  alloy.  This  amalgam 
is  further  treated,  the  mercury  being  distilled  therefrom,  leaving 
gold  sponge,  which  is  melted  into  bars.  Silver  ore  containing 
metallic  silver  or  silver  in  the  form  of  chloride  (AgCl)  either  as 
a  natural  mineral  or  produced  by  roasting  the  ore  with  salt  is 
ground  with  mercury  in  amalgamating  pans,  the  silver  forming 
amalgam  which  is  treated  in  the  same  manner  as  described  for 
gold.  Amalgamation  is  essentially  a  mechanical  process  and  is 
based  on  the  formation  of  definite  alloys  between  gold  and  silver 
and  mercury,  which  can  be  readily  recovered  from  the  excess 
mercury. 

9.  FLOTATION  PROCESSES.  —  Certain  sulphide  minerals  in 
complex  ores  are  subject  to  heavy  losses  in  ordinary  water  con- 
centration operations  on  account  of  their  fine  state  of  division 
and  their  tendency  to  float  away  in  the  waste  water.  This  type 
of  loss  is  called  a  loss  by  "  sliming."  Within  recent  years  the 
so-called  flotation  processes  have  been  developed  whereby  this 
finely  divided  mineral  may  be  saved  from  the  "tailings"  or  waste 
product  of  the  concentration  apparatus.  A  flotation  process  1  is 
one  in  which  the  metallic  or  sulphide  constituent  of  an  ore  is 
caused  to  float  on  the  surface  of  a  liquid  as  a  scum  by  means  of 
one  of  three  agents  —  oil,  or  a  similar  substance,  bubbles  of  gas, 
and  surface  tension,  or  by  a  combination  of  two  or  all  three  of 
them.  If  tailings  containing  finely  divided  sulphides  are  treated 
in  vats  with  dilute  sulphuric  acid  or  acid  sodium  sulphate  (salt- 
cake)  solution,  the  fine  sulphide  minerals  will  rise  and  float  as 
a  scum  on  the  surface  of  the  liquid  while  the  gangue  minerals 
remain  at  the  bottom  of  the  vat.  The  essentails  of  the  process  are 
that  the  acid  be  hot,  about  60°  C.,  and  that  among  the  gangue 
minerals  be  manganese  and  iron  carbonate  to  furnish  the  car- 
bonic acid  gas  bubbles  which  attach  themselves  to  the  sulphides 
1  Mining  Magazine,  London,  I,  61  (1909). 
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and  cause  them  to  rise  to  form  the  scum.  It  is  stated  that  car- 
bonates, such  as  calcite,  acted  on  in  the  cold,  will  not  answer  the 
purpose.  The  reason  that  the  gas  bubbles  attach  themselves 
to  the  sulphides  and  not  to  the  gangue  minerals  is  a  question  of 
surface  tension,  such  minerals  as  quartz,  etc.,  being  entirely 
wetted  by  the  solution,  affording  no  place  for  attachment  of  gas 
bubbles,  while  the  sulphides,  on  the  other  hand,  are  practically 
but  little  wetted,  affording  places  for  the  attachment  of  gas  bubbles 
which  cause  them  to  rise  to  the  surface.  In  the  Elmore  oil  con- 
centration process,  crushed  ore  is  brought  into  contact  with  a 
layer  of  oil  on  water  in  a  mixing  drum,  the  whole  then  allowed  to 
now  into  a  settling  box,  in  which  the  oil  carrying  the  sulphides 
is  separated  from  the  water  and  gangue.  The  oil  and  sulphides 
are  then  separated  in  a  centrifugal  machine. 

10.  MAGNETIC  SEPARATION,  —  Certain  metallic  minerals 
may  be  separated  from  gangue  minerals  by  means  of  the  action  of 
the  magnetic  field.  The  ordinary  magnetic  minerals,  magnetite 
and  pyrrhotite,  are  readily  separated  from  their  gangue  minerals 
by  ordinary  magnetic  concentration.  It  is  found,  however,  that 
many  other  minerals  possess  magnetic  permeability  to  a  slighter 
but  variable  degree,  so  that  in  very  strong  magnetic  fields  separa- 
tion of  minerals  may  be  brought  about  which  are  ordinarily  not 
acted  upon  by  the  magnet. 


CHAPTER  VIII 

SLAGS 

A  SLAG  is  one  of  the  products  resulting  from  the  fusion,  under 
either  oxidizing,  neutral,  or  reducing  conditions,  of  various  kinds 
of  ore,  or  certain  intermediate  metallurgic  products  with  or  with- 
out fluxes,  and  is  usually  either:  first,  a  silicate  of  earthy  and  other 
bases;  second,  a  phosphate,  or  a  mixed  phosphate  and  silicate; 
third,  oxides  of  various  bases,  or  mixed  oxides  and  silicates;  fourth, 
or  any  of  the  above  with  an  admixture  of  fluorides.  The  slag  is 
usually  the  waste  product  of  the  furnace  and'  is  separated  from 
the  valuable  product  such  as  the  metal,  alloy  or  bullion,  matte 
(artificial  sulphides  of  certain  metals),  etc.,  in  a  hot  fluid,  or  semi- 
fluid condition  by  means  of  specific  gravity  separation.  Slags 
from  certain  operations,  viz.,  those  obtained  by  cupellation  of  lead 
bullion,  etc.,  are  not  free  from  valuable  metallic  contents  and  are 
retreated,  and  are  thus  classified  as  an  intermediate  metallurgic 
product.  Slags  from  certain  metallurgic  operations  are  valuable 
intrinsically  for  other  purposes,  as  certain  iron-blast  furnace 
slags,  from  which  Portland  cement  may  be  manufactured,  or 
those  obtained  from  the  basic  Bessemer  steel  process,  and  at 
times  from  the  basic  opfen-hearth  steel  process,  which  are  valuable 
for  fertilizing  purposes,  owing  to  their  phosphoric  acid  contents. 
In  certain  districts  where  crushed  rock  is  costly,  broken  slag 
has  also  been  used  for  concrete  construction  and  railroad  ballast, 
and  granulated  slag  has  been  used  for  the  latter  purpose,  but  with 
doubtful  results  owing  to  its  non-packing  properties.  Slag  has 
also  been  cast  into  paving  blocks  and  used  for  paving  purposes. 
The  best  slags  for  the  purpose  are  the  more  basic  stony  slags,  as 
the  more  siliceous  slags  splinter  readily  and  break  into  sharp 
chips.  The  silicate  slags  are  by  far  the  most  important  and  are 
most  fully  treated  in  this  chapter. 

THE  MINERALOGICAL  NATUKE  OF  SLAGS. — The  occurrence  of 
artificial  crystallized  minerals  in  slags  has  been  long  familiar  to 
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metallurgists,1  but  more  particularly  to  mineralogists,  and  the 
older  literature  contains  many  examples  of  the  description 
and  in  not  a  few  cases  the  identification  of  the  artificial  minerals 
with  natural  species.  It  is  due,  however,  to  J.  H.  L.  Vogt, 
in  the  main,  that  practically  all  slags  have  been  identified  with 
mineral  species.  Broadly,  it  may  be  stated  that  the  formation 
of  minerals  in  silicate  magmas  at  ordinary  pressures,  as  is  the 
case  in  metallurgic  work,  is  determined  by  the  chemical  constitu- 
tion of  that  magma.  The  minerals  are  formed  by  the  action  of 
chemical  equilibria  of  the  chief  constituents,  viz.,  by  the  law  of 
"mass  action."  Such  factors  as  time  of  cooling,  temperature  to 
which  the  molten  mass  is  heated,  etc.,  play  practically  no  part 
in  the  formation  of  the  minerals. 

There  is  a  large  number  of  hypothetical  hydrates  of  silica 
which  are  possible  of  existence,  and  a  considerable  number  of  the 
silicate  minerals  are  probably  salts  of  these  hypothetic  acids,  but 
of  most  importance  by  far  are  the  two  silicic  acids  which  have 
been  isolated,  namely,  ortho-silicic  acid,  H4Si04  or  2  H2OSi()2, 
and  the  meta-silicic  acid,  H^SiOs  or  HoO-SKX  Practically  all 
of  the  minerals  found  in  slags  are  salts  of  these  two  silicic  acids. 
Only  one  mineral  in  slags  is  known  which  corresponds  to  the 
hypothetic  silicic  acid  — H6Si05  or  3H2OSi02,  a  sub-silicate,  and 
only  one  which  corresponds  to  the  hypothetic  acid  —  H8Si;{010  or 
4H2O3Si02,  a  sesqui-silicate.  The  following  table  shows  the 
nomenclature  adopted  for  the  classification  of  the  slags  and  min- 
erals found  in  slags. 

TABLE  XXXIV.    CLASSIFICATION  OP  SILICATES. 


TP.     .     0  in  Acid 

Ratio  •  —  •  -  

Formula 

Metallurgic 
Nomenclature 

Chemical 
Nomenclature 

0  in  Base 

RO  Base 

R203  base 

i 

R3SiOs 

R2Si05 

Sub-silicate  2 

i 

R2Si04 

R4Si3Oi2 

j  Singulo-silicate 
(  Mono-silicate 

Ortho-silicate 

1.5 
2 
3 

R4Si3Oio 
RSi03 
R-SisOs 

R8Si9030 

RoSisOg 

R4Si9024 

Sesqui-silicate 
Bi-silicate 
Tri-silicate 

M  eta-silicate 

4 

— 

—  . 

Quadri-silicate 

— 

1  See  a  bibliography  of  the  subject,  "Grundziige  der  Sideralocie  "  H  F  v 
Jiiptner,  I  (1900),  p.  304.  .  *    >        •     •    • 

2  There  may  be  many  other  "sub-silicates." 
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The  classification  is  based  on  the  relative  amounts  of  oxygen 
in  the  acid  and  base  radical  of  the  salt.  Thus  in  the  silicate 
MgOSi02  or  MgSi03,  the  oxygen  in  the  base,  MgO,  is  to  the 
oxygen  in  the  acid,  Si02,  as  1  is  to  2.  The  mineral  is  therefore  a 
bi-silicate  or  a  meta-silicate.  In  the  mineral  2MgO-Si02  or 
MgaSiCX,  the  oxygen  in  the  base,  MgO,  is  to  the  oxygen  in  the  acid, 
Si02,  as  1  is  to  1.  The  mineral  is  therefore  a  rnono-silicate  or 

.,       .,.     ,        „,,  .    .,.     ,          ,.      Q  in  acid      1.5  . 

an  ortho-silicate.     Hie  sesqui-silicate,  ratio    — : =  —  is 

O  in  base      1.0 

probably  a  mixture  of  mono-silicate  and  bi-silicate,  as  follows: 
(R2Si04)  +  2  (RSi03)  =  R4Si3010.  The  sub-silicate  in  the  above 
table  is  but  one  of  many  possible.  Any  slag  will  be  termed  a 
sub-silicate  when  the  above  ratio  falls  below  one.  In  the  example 
above,  the  ratio  is  § . 

From  the  analysis  of  a  given  slag  the  oxygen  ratio  can  be 
readily  computed.  This  may  coincide  with  the  exact  figures  above 
stated,  but  usually  will  give  a  ratio  between  two  types;  thus  we 
may  get  a  ratio  of  1.3  which  will  lie  between  a  mono-  and  a  bi- 
silicate,  then  this  slag  will  be  a  mixture  of  definite  minerals  and  the 
minerals  present  will  be  mono-  and  bi-silicates.  The  kind  is 
dependent  upoa  the  bases  present;  in  other  words  the  mineral 
entities  present  in  the  slag  are  definite  mono-  or  ortho-silicates  and 
bi-silicates  or  meta-silicates,  or  possibly  a  sequi-silicate. 

Vogt1  gives  the  following  as  the  chief  minerals  found  in  slags 
and  states  that  practically  all  slags  of  metallurgy  are  definite 
mineral  compounds  or  mixtures  of  minerals,  the  mineral  or  min- 
erals found  being  solely  a  function  of  the  chemical  composition 
of  the  siliceous  magma  produced  in  the  furnace.  (See  table  on 
page  248.) 

Other  silicates  found,  but  not  very  important,  are:  leucite, 
(KNa)  AlSi200;  nepheline,  (NaK)  AlSi04;  sillimanite,  Al2Si05; 
cordierite,  (MgFe)Al4Si5010;  tridymite,  Si02;  garnet;  hauynite; 
sodalite;  etc. 

Of  oxides,  aluminates,  and  ferrates,  the  following  are  found: 

1 J.  H.  L.  Vogt,  "Studier  over  Slagger"  Bill  till  K.  Svenska  Vet.  Akad. 
Handlingar,  1884.  "Beitrage  zur  Kenntniss  der  Gesetze  der  Mineralbildung 
in  Schmelzmassen  u.  s.  w."  "Archiv.  fur  Mathematik  og  Naturvidenskab, 
Christiana,  Vols.  XIII,  XIV,  1888-90."  Die  Silicatsdirnelzlosungen,  I.  Uber 
die  Mineralbildung  in  Silicatschmelzlosungen;  II.  "tfber  die  Schmelz-punkt- 
Erniedrigung  der  Silicatschmelzlosungen,  Christiana,  1903-04. 
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TABLE  XXXV.     MINERALS  FOUND  IN  SLACKS 


Silicate 
Degree 

General 

Name  of  Mineral 

(  'Ornponil.io 

f  Forsterite 

Mft»SiO4 

Fayalite 

Fe2Si04 

Knebelite 

(Fe,Mri);>SiO4 

Mono  o 

Members  of  th 
Olivine  or 

e    Tephroite 
Iron  monticellitc 

MngSiO* 

Ortho 

Chrysolite  serie 

Monticellite 

MgCaHiO4 

Silicate 

Orthorhombic 

Glaukochroite 

MnduSiO-i 

R2Si04 

Iron-lime  Olivine 

(OaFi028iO4 

Olivine 

(MgF(OaSiO4 

Zinc-bearing  Olivinc 

(ttZn)8KiO4 

Willemite  1 

Willemite 

ZriaSiO.i,  (ZnftVJs^ 

series    J 

Members  of 

Enstatite  (orthorhom- 
bic) 

MgHiOa 

Pyroxene 
series.     RSiOs  j 

Hypersthene    (ortho- 
rhombic) 

(FeMg)SiOa 

Augite       (aluminous 

Ca(MgPo)(RiOa)2 

Monoclinic 

pyroxene) 

(MgFe)(AlFc)^ 

Wollastonite? 

CaSiOa 

Meta  or 

Tri  clinic 

Rhodonite 

MnSiOa 

Bi- 

Babingtonite 

CaPeMn)Si()3,P(v 

Silicates 

Members  of  a 

new  artificial 

Mineral    correspond- 

.. 

series.     Hexa- 

ing to  Wollastonite 

JaSiOa  H!H() 

gonal.   (Tetra- 

(C^aXinSrBiiI>b)S 

gonal?) 

Members  of  a 

new  artificial 

MgSiOa,  P<^SiC)a 

series 

Biotite 

[KNa)a(MgFeCa) 

(Monoclinic  f) 

SiaOw 

•  Members  of 

the  Melilite 

Melilite 

C5aMgNaa)c(AlFc. 

series 

Ackermanite 

SiftOis 

(Tetragonal) 

-a-iSiaOto 

Sesqui- 

Silicates 

Gehlenite 

'C^MgPoMn)48ia( 

and  Sub- 

^aaAlaSi^Oio 

Silicates 

Feldspar  series 

(Ca  in  anor- 

Anorthite  ==  An 

Ca2AliSi4Oifi 

thite  may  be 

Albite1  =  Ab 

NajiAlaSicOifl 

replaced  by 

Labradoritc 

IhAih  t<>  AbiAiia 

Sr,  Ba,  Pb.)  j 

Oligoclasc 

l>o  Alii  to  AhaAiij 

1  Not  found,  put  in  here  to  show  its  constitution,  aw  it  entore  into  labni- 
donte  and  ohgoclase. 
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corundum,  A1203;  hematite,  Fe203;  magnetite,  Fe304:  members 
of  the  magnetite-spinel  series  (RO,R203)  where  R  =  Mg,  Fe,  Mn, 
Zn,  Ca;  and  R2  =  Fe2,  A12,  Cr2,  Mn2. 

Of  sulphides,  members  of  the  oldhaim'te-zinc  blende  troilite 
(FeS)  series,  RS,  where  R  =  Cr,  Mn,  Zn,  Fe. 

Of  phosphate-silicates,  new  artificial  phosphates  from  slags,  as: 
3Ca3P208-Ca3Si05;  4Ca3P208-Ca3Si05 ;  which  crystallize  in  the 
hexagonal  system,  and  4Ca2P208-3Ca3Si05,  monoclinic,  and  Ca4P205, 
orthorhombic. 

The  minerals  commonly  found  in  silicate  slags  are  limited  to 
a  much  smaller  number  than  given  in  the  table  and  may  be  sum- 
marized thus:  hexagonal  calcium  meta-silicate,1  ackermanite, 
melilite,  gehlenite,  augite,  rhodonite,  enstatite,  hypersthene,  the 
olivine  group,  anorthite.  Other  minerals,  not  silicates,  are  spinels 
and  sulphides,  and  in  certain  slags  from  steel-making  processes  — 
phosphate-silicates.  When  the  silicate  degree  of  a  slag  goes 
beyond  that  of  a  bi-silicate,  it  does  not  form  definite  mineral  com- 
pounds in  cooling,  but  congeals  largely  to  a  glass  (solid  solution). 
In  some  of  these  higher  silicate  slags  spherulites  (incipient 
crystals),  have  been  observed,  but  their  mineral  identity  is  not 
established.  Glass  may  also  be  present  in  slags  of  lower  sili- 
cate degree  than  the  above  under  certain  conditions  (such  as 
very  rapid  cooling  or  when  under  cooling  takes  place),  but  is  more 
rare. 

Some  General  Considerations.  — It  is  essential  to  state  here, 
that  while  a  crystallized  mineral  may  be  a  definite  chemical 
compoundj  it  is  by  no  means  necessarily  so,  and  in  most  cases  is 
not,  but  that  the  mineral  species  may  be  considered  a  mixed 
crystal  of  indefinite  composition,  varying  within  certain  limits. 
This  mixed  crystal  may  belong  to  an  isomorphous  series,  or  to  a 
morphotropic  serieSj  which  series  have  been  discussed  in  Chapter 
II.  Taking  for  instance  the  olivine  group  of  minerals,  in  the 
ortho-silicates,  we  may  consider  the  matter  in  this  form.  The 
bases  concerned  in  this  group  are  MgO,  FeO,  MnO,  CaO,  and 
possibly  ZnO.  The  chemical  compounds  to  be  considered  are 
therefore  Mg2Si04,  Fe2Si04,  Mn2Si04,  Ca2Si04  (not  found  in 
nature  and  not  stable  by  itself),  and  Zn2Si04.  These,  or  most 
all,  are  isomorphous,  and  in  a  crystal  are  capable  of  replacing  each 

1  The  monoclinic  calcium  meta-silicate  (CaSi03)  or  wollastonite  is  prob- 
ably not  found  in  slags. 
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other  indefinitely  or  within  certain  limits.  Starting  thus  with 
pure  Mg2Si04,  or  perfect  forsterite,  and  with  ^  pure  l\^Si()4  or 
perfect  fayalite,  we  have  a  system  as  shown  in  Fig  70. l 

In  this  series  occur  three  definite  mineral  species,  via.,  forsterite, 
which  may  contain  a  certain  amount  of  Fe2Si04,  then,  olivine  which 
is  always  composed  of  Mg2Si04  and  Fe2Si()4  in  varying  amounts, 
and  finally  fayalite,  chiefly  or  all  Fe2Si04,  but  which  may  contain 
certain  amounts  of  Mg2Si04.  Further  than  this,  xmall  amount* 
of  Mn2Si04,  Ca2Si04,  or  Zn2Si04  may  enter  into  the  constitution 
and  not  change  the  mineral  entity.  When,  however,  these  ktter 
bases  exceed  certain  amounts  the  mineral  form  is  changed.  There 
is  a  sub-group  in  this  series— the  monticellite  group  —  in  which 


°c 

1500° 
UGQ 

1100° 

asoo' 

1200° 
1100°- 

1000' 


Hegion  of 
the  mineral 
Eorsterite 


100%  Ms2  Si  O^  Fo   81  04       101) vfa 

FIG.  70.  —  The  Forsteritc-Fayalitc  scries  of  ininorals. 

the  molecular  ratio  of  CaO  to  other  bases  present  is  as  1:1,  thus 
MgCaSi04,  a  so-called  double  salt.  In  this  group  there  is  an 
artificial  iron  monticellite,  CaFeSi()4.  In  true  inonticic^lite,  vi#., 
MgCaSi04,  small  amounts  of  Fe  and  other  buses  are  usually 
present.  An  iron-lime  olivine,  viz.,  a  mixed  crystal,  but  not  a 
double  salt,  in  which  the  relation  of  CaO  to  Fe()  is  indefinite, 
is  also  found.  This  explanation  will  give  an  idea  of  the  nature 
of  the  silicate  minerals  in  slags  and  brings  out  the  fact,  that 
a  given  mineral  species  may  vary  rather  widely  in  composition. 
As  already  stated,  the  mineral  or  minerals  crystallising  out  of 

iVogt,  Ibid.,  I,  p,  151. 
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a  molten  slag  magma  will  depend  on  the  chemical  composition 
of  the  magma;  if  this  corresponds  closely  to  that  of  any  in  the 
given  list  of  minerals,  that  mineral  alone  will  result;  if  it  does  not 
correspond,  two  minerals  may  form  and  in  some  cases  three  or 
more  minerals  may  crystallize  out  during  solidification.  In  Figs. 
71  and  72  is  shown  the  relationship  between  mineral  com- 
position and  chemical  composition  as  regards  both  the  degree  of 


Silicate- 

- 

degree 

3.20- 

3.00- 

Chiefly  Glass 

2.80- 

Some  Glues 

2.UO- 

Some  Glass                                     ^  ^5?    - 

2.10- 

SomoGUxBB                            \^tf»                           JF^O^ 

2.20- 

^o^J                   ^C^1^ 

Hexagoaal                ^*t$^  ^                         ^^Jp" 

2.00- 
1.80- 

Calcium  Meta-            >       AIH»H-«                  ^CP 
Silicate                               Au8it°                   ^            Euatat  to 
VoHutoulte?                                              '                 Hyperithune. 

1.00- 

/ 

(Ackcrm  unite 

1.40- 

1.20- 

<$? 

^V 

1.00. 

.MolIUtc  )                 <$  *j? 

^N/* 

^  ^    Forstcritcj 

0,8- 

J*  £&          Olivinc   - 
^  \p>            Ifnyalite 

0.0  . 

.Gohluuite    ^  ^ 

J?^? 

0.4.  - 

x^^° 

</* 

0.2 

. 

Oa» 
(Eo,  Mg)^ 

1,00    0.0        0.8         0.7         0,0          0.5        0,4         0.3         0,2         0.1        0  = 
«0      O.I        0.2        O.U         0,4         0.5        O.(i        0.7         0.8         O.fl      1.01 

jjfI(K  71.  —  Diagram  relating  the  mineral  and  chemical  compo- 
sition .of  the  Ca,  Mg,  Fc  silicates  in  slags. 

acidity  and  the  bases  present.  That  mineral  crystallizing  out 
first  is  mentioned,  though  it  may  be  subordinate  in  amount,  and 
be  followed  by  another  mineral  in  much  larger  amount. 

Ortho-  and  Meta-Silicate.  —  The  individualization  limits,  as 
regards  silicate  degree,  determining  the  first  crystallization  of  ortho- 
arid  meta-silicates  respectively.  From  a  large  number  of  obser- 
vations (microscopic  examinations),  this  is  placed  as  ranging  from 
1.55  to  1.70.  In  the  presence  of  some  A1203  the  lower  figure,  in 
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its  absence  the  higher  figure,  is  to  be  taken.  Thus,  if  we  have  a 
silicate  magma  above  1.7  in  silicate  degree,  the  first  mineral  to 
crystallize  out  will  be  a  meta-silicate,  if  below  this  figure  the 
first  mineral  to  crystallize  out  will  be  an  ortho-silicate. 

Which  particular  ortho-  or  meta-silicato  mineral  crystallines 
depends  upon  the  bases  present.  In  general,  in  the  ortho-  and 
meta-silicates,  Ca  acts  as  one  against  (Mg,  Fe)  and  also  Mn  to 
some  extent.  Thus  the  relative  amounts  of  Ca  and  (Mg,  1<V, 
Mn)  determine  which  particular  ortho-  or  meta-silicate  forms; 
further,  the  particular  base  which  predominates  in  the  group 
(Mg,  Fe,  Mn)  determines  which  particular  mineral  forms.  AH 


(Ca,Mff)=1.00       0.0         0.8         OJ        o.'fl         0.5         0,4         0.,'f         Q',%          0,1        0  »(0n,  Mg) 
A12  =0        0.1         0.2         0.3        0.4         0.5         O.I)         0,7         0,H         0,0      1.00  "Aly 

FIG.  72.  —  Diagram  relating  the  mineral  and  chemical  compo- 
sition, of  the  (CaMg)-Al2  wilicateH  iu  i 


regards  bases  present  the  silicate  magmas  may  be  divided  into 
three  groups: 

First.  —  That  in  which  the  bases  are  Ca  an  opposed  to  (Mg, 
Fe,  Mn),  with  A1203  from  0.5  to  not  exceeding  10  per  cent. 

Second.  —  That  in  which  the  bases  are  Oa,  Mg,  Fe,  an  one 
group  opposed  to  more  than  10  per  cent.  AI208. 

Third.  —  That  in  which  conditions  exist  which  cause  the 
crystallization  of  aluminates,  viz.,  spinel,  etc. 

The  Meta-Silicate~  Minerals  as  Determined  by  the  Bases 
Present  —  The  limiting  conditions  in  regard  to  the  influence  of 
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the  various  bases  in  determining  the  mineral  species  of  this 
group  are  depicted  graphically  in  Fig.  73. 

A.   The  base  Ca  as  against  (Mg,  Fe). 

The  upper  bar  shows  the  ranges  of  composition  within  which 
the  particularly  named  meta-silicates  will  crystallize  out  first. 
The  lower  bar  shows  the  range  in  composition  possible  within 
the  mineral  species. 


Huxngouiil 
Calcium  Meta-wlkate 

A 

Augite                          Rt 

. 
omb 

c  Pyroxenes 

Oa« 

I            0.!)           0.8          0.7 

0.0           0.5           0.4           0.3 

0.2 

O.I           0  = 

1  (. 

(Mg,  Fc)  « 

0            0.1           0.2          0.3 

O.-l          0.5           0.0           0.7 

0.8 

b 

0.9          1.0  = 

Cu.  Motor 
Silicate 

Augite 

Pyroxenes 

' 


" 

0.0          0.8          0.7          O.G          0.5           0.4           0.3           0.2 

0.1           0  =  Mn 

I  
(Fo,  Mg,  Ca)»  0 

oil          0.2          0.3           0.4          0.5           O.U          0.7           0.3 

0.9          1.0=(Ke,  Mg,  C« 
Rhombic 

Rhodonite                                                                           Pyroxenes 

Mfc-1 


Augite 


O.f) 


0.5 


0.1 


0.3 

— I — 


0.1 
0.9 


FIG.  73.  —  The  Meta-silicate  minerals  in  slags.     Influence  of  bases  in  deter- 
mining mineral  species. 

Thus,  taking  the  composition  indicated  by  the  line — ab  —  .78 
(MgFe)  ajid  .22  Ca,  the  first  mineral  to  crystallize  out  will  be  a 
rhombic  pyroxene  (which  one,  depends  on  the  relative  amounts 
of  Fe  to  Mg)  followed  by  augite. 

B.  The  bases  (FeMg)  with  little  Ca  as  opposed  to  Mn. 
The  interpretation  is  the  same  as  for  "A." 

C.  The  base  Ca  with  little  (MgFe),  up  to  .05  part,  as  opposed 
to  Mn. 
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The  Ortho-Silicate  Minerals  as  Determined  by  the  Bases 
Present.  —  The  limiting  conditions  in  regard  to  the  influence  of 
the  various  bases  in  determining  the  mineral  species  of  this 
group  are  depicted  graphically  in  Fig.  74. 

A.  The  bases  (Fe,  Mg,  Mn)  against  Zn. 

In  this  connection  it  is  worthy  of  note  that  Zn  is  usually  pres- 
ent in  comparatively  small  quantities  in  slag  and  will  enter  tho 
mineral  form  of  willemite  only  when  iron  is  practically  absent. 
The  only  mineral  of  the  divine  group  capable  of  taking  up  zinc, 
in  any  quantity  (see  Fig.  74)  is  fayalite,  iron  ortho-silicuto.  As 
will  be  seen  further  on,  the  presence  of  appreciable  zinc  with  AlaOa 

Willemite A pllvlno(FnynHte  only) 


Zn  =  l.o       0.9 

0.8 

0.7        0.0         0.5 

0.4        0.3 

0.2       0.1        0*Zn 

(Fe,  Kg,  Mn)«  0       0.1 

0.2 

0.3        0.4        0,5 

0.0         0.7 

0.8        0.9      l.O-(Fo,  Mg,  Mn) 

B 


Oliviue(ltayallta<mly) 


Ollvlne  Group 


Ca=l.o      o.O 

0.8 

0.7        0.6        0.5         0.4 

0.3 

0.1!        O.I 

0"»Cu 

(Mg,  Fe)=0         O.L 

0.2 

0.3        0.4        0.5         O.G 

0.7 

0.8        0.0 

l.O«(Mg,  Fo) 

Melilite 

Oliviuo  Group 

FIG.  74.  —  The  ortho-silicate  minerals  in  slags.     Influence 
in  determining  mineral  species. 

is  conducive  to  the  formation  of  spinel,  particularly  when  Home 
magnesia  is  present. 

B.  The  base  Ca  against  (Fe,Mg,Mn). 

In  the  presence  of  little  A1203  (up  to  8  per  cent.),  Fig.  74 
graphically  depicts  the  limiting  conditions. 

The  melilite  group  of  minerals  consists  of  ackermanitc,  melilite.  9 
and  gehlenite.    Ackermanite  is  (CaR)4Si,010,  in  which  lt.»  Mg,  Fo! 
Gehlenite  is  (CaR)3(Al2Fe2)  Si2010  and  melilite  is  a  mixed  crystal 
composed  of  ackermanite  and  gehlenite  in  varying  proportions 
the  minerals  being  isomorphous.  ' 

It  is  thus  seen  that  gehlenite  is  the  mineral  into  which  the 
alumina  enters  as  a  necessary  constituent  part,  and  in  this  way 
enters  into  the  constitution  of  melilite.  When  the  A12()3  exceeds 
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8  per  cent.,  the  limiting  composition  between  the  olivine  group 
and  the  melilite  group  shifts  to  the  left,  as  the  presence  of  AlaOs 
facilitates  the  formation  of  melilite,  even  though  the  CaO  be 
decreased. 

Melilite  is  thus  not  a  definite  degree  silicate,  but  may  range 
between  the  silicate  degree  of  ackermanite  —  1.5,  to  that  of 
gehlenite  —  .66.  The  melilites  identified  have  a  silicate  degree 
ranging  from  0.79  to  1.15. 

The  Melilite  Group  of  Minerals  and  Anorthite.  —  The  limit- 
ing conditions  regarding  chemical  composition  for  the  formation 
of  the  melilite  group  of  minerals  and  anorthite. 

mite  Glnss  Glass         Anortbite  and  Glass 


Glass  Glass  and  Anorthite 


Anorthite 


Glass  Spinel 

0-50 1~_  fc.  •*§ 

Caal.Q  '  0.9  0.8  0.7  O.C  ^ 

Al  =  0.0  O.I  0.2  0.3  0.4  0.5  =AU 

FIG.  75.  —  The  lime-alumina  minerals  in  slags.  Influence 
of  bases  and  silicate  degree  in  determining  mineral 
species.  The  height  in  the  black  areas  indicates  the 
relative  amounts  of  crystallized  mineral  and  glass 
present.  The  black  areas  indicate  the  range  of  oc- 
currence of  crystallized  minerals. 

•        ,    Ca°     ^ 
The  melilite  minerals   have  a  greater  ratio  of  than 

AJUv/s 

anorthite.  The  accompanying  illustration,  Fig.  75,  shows  the 
limits. 

The  following  is  the  composition  of  the  minerals: 

Ackermanite,  (CaR)4Si3010,  can  contain  no  Al20c;  silicate  de- 
gree 1.5. 

Melilite  (normal),  (CaR)7Al2Si5020,  equivalent  to  1  ackermanite 
plus  1  gehlenite.  The  ratio  of  ackermanite  to  gehlenite  may 
vary  much  from  the  above  figures.  Silicate  degree  =  1. 

Gehlenite,  (CaR)3(Al2Fe2)Si2010.    Silicate  degree  =  0.67. 
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Anorthite,  C^Al4Si4016.    Silicate  degree  =  1. 

In  the  absence  of  the  R  bases,  viz.  Mg,Fe,Mn),  the  limiting 
conditions  as  regards  the  individualization  of  melilite  or  anorthite 
is  found  in  the  ratio  0.8  Ca  to  0.2  A12.  In  the  presence  of  R  bases 
(Mg,Fe,Mn)  up  to  11  per  cent.,  the  ratio  is  .49  Ca  to  .51  A12. 
Thus  the  presence  of  R  bases  aids  in  the  foimation  of  melilite  as 
against  anorthite. 

In  this  series  the  silicate  degree  has  great  bearing  since  anor- 
thite is  an  ortho  silicate,  while  melilite  is  not  a  definite  degree 
silicate  as  above  noted,  so  that  anorthite  is  chiefly  formed,  the 
condition  of  A12  to  Ca  being  right,  when  the  silicate  degree  is  1. 
When  it  is  less  or  more  than  this,  gehlenite  and  melilite  form,  as 
is  seen  from  the  following  tabular  statement  giving  the  rela- 
tion of  Ca  to  A12: 

TABLE  XXXVI.    INFLUENCE  OF  THE  SILICATE  DEGREE  ON  THE  FORMA- 
TION OF  MELILITE,  GEHLENITE,  AND  ANORTHITE. 


Silicate  Degree 

Name  of  Mineral 

Ratio  of  Ca  to  AI2 

1.5 

Ackermanite 

1  Ca  to  0  Ala 

1.0 

Melilite 

7  Ca  to  1  Ala 

0.67 

Gehlenite 

3  Ca  to  1  Ala 

1.00 

Anorthite 

1  Ca  to  1  Ala 

In  silicate  magmas  of  such  composition  as  above,  viz.,  from 
which  the  melilite  group  and  anorthite  crystallize,  certain  compo- 
sitions congeal  to  glass  (solid  solution) ,  as  may  be  seen  by  referring 
to  Fig.  75.  This  is  due  to  a  very  decided  lowering  of  the  melting- 
point  in  the  neighborhood  of  the  eutectic  composition  between 
anorthite  and  the  respective  mineral  of  the  melilite  group,  accom- 
panied by  great  viscosity,  preventing  the  final  crystallization  of 
the  eutectic  mixture,  the  mass  passing  to  the  solid  form  without 
crystallization. 

On  the  Conditions  Determining  the  Individualization.  of 
Spinel  and  Corundum  in  Slags.  —  Spinel  (R0-B*03),  chiefly  an 
aluminate,  i.e.  a  salt  in  which  alumina  acts  as  an  acid,  forms 
in  those  magmas  which  contain  A1203  above  that  amount  which 
can  enter  into  the  silicate  minerals  that  will  form,  as  determined 
by  the  total  chemical  constitution  of  the  magma.  The  forma- 
tion of  spinels  also  requires  the  presence  of  Mg  or  Zn.  The  last 
particularly  is  conducive  to  the  formation  of  spinel. 
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The  AlaOs  in  such  a  mixture  as  the  above  will  be  distributed 
between  the  silicate  mineral  and  the  spinel. 

Spinel  will  crystallize  out  first,  and  always  at  a  high  tempera- 
ture.1 This  is  a  feature  which  makes  the  crystallization  of  spinel 
in  a  slag  undesirable. 

In  this  connection  it  is  well  to  point  out  that  in  the  meta-sHi- 
cafe,  neither  the  new  meta-silicate  group,  such  as  CaSiOs,  etc., 
nor  the  orthorhombic  pyroxenes  can  contain  more  than  a  very 
small  amount  of  AlsOs,  but  that  augite  is  capable  of  absorbing  a 
very  considerable  proportion  up  to  20  per  cent. ;  the  A1203  there- 
fore goes  into  the  augite  molecule,  and  the  more  augite  that  can 
form,  the  more  AloOa  will  be  taken  up.  In  the  ortho-silicates, 
and  in  lower  silicate  degrees,  melilite,  through  its  contained  geh- 
lenite  constituent,  takes  up  A1203,  as  do  also  gehlenite  proper,  and 
anorthite,  while  ackermanite  and  the  olivine  group  of  minerals 
take  up  but  very  small  amounts. 

Nature  of  the  Spinel  in  Slags.  —  The  general  formula  for 
spinel  is  R0-R203,  in  which  the  E203  may  be  A1203,  Fe203,  Mn203, 
or  CraOa.  We  have  in  slags  chiefly  the  true  spinels,  MgOAl203, 
and  (MgCa)OAl203  and  also  (ZnFe)(Al2Fe2)04. 

In  the  following  tables  are  given  some  analyses  of  slags  in 
which  spinel  was  formed. 

TABLE  XXXVII.    SLAGS  FROM  WHICH  SPINEL  CRYSTALLIZED 


No 

1 

2 

3 

4 

5 

6 

7 

OonipoHitiou 

B 

A 

B 

A 

B 

A 

B 

A 

B 

A 

B 

A 

B 

A 

SiOa  
Al-A  
Ca()       

% 
28.74 
25.63 
27.40 

% 
36.0 
17.5 
33,1 

&> 

23.47 
35.32 

% 
31.3 
14.6 
42.6 

% 
27.01 
20.13 
38.93 

S& 

15.1 
43.2 

% 
27.64 
22.93 
35.06 

% 
30.9 
18.4 
39.1 

% 
26.46 
23.44 
33.50 

£.9 

19.8 
37.8 

% 
30.08 
15.13 
35.46 

& 

12.0 
40.5 

% 
27.53 
22.23 
34.30 

% 
30.3 
19.6 
37.7 

MgO    
MnO     

13.75 

12.5 

13.23 

11.5 

11.09 

10.4 

12.95 

11.6 

13.34 

12.5 

12.33 
0.59 

12.0 
0.7 

13.00 

12.4 

FoO 









.  — 

— 

— 

— 

— 

— 

0.47 

0.5 

— 

— 

CtuS    

2.00 



2.00 



2.00 

— 

2.00 

— 

2.00 

— 

5.72 

— 

2.00 

— 

pcir  e<vnt. 
Spinel    

17.08 

— 

17.40 

— 

10.82 

__ 

9.04 

_ 

8.18 

— 

6.50 

— 

6.07 

— 

.  Column  A  gives  the  composition  of  the  slag  before  the  crystal- 
lization of  spinel,  and  column  B  the  composition  of  the  slag  after  the  crystal- 
lization of  the  spinel. 

1  The  crystallization  of  spinel  and  sulphides  from  silicate  magmas  at  high 
temperatures  is  due  to  the  decrease  of  solubility  of  these  substances  due  to 
the  presence  of  a  "common  ion,"  since  silicate  magmas  are  electrolytes,  and 
are  ionized  to  a  considerable  degree.  Vogt,  II,  ibid.,  p.  151. 
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TABLE  XXXVIII.     IRON-ZINC-SLAGS  FROM  WHICH  SPINEL  CRYSTALLIZED 


Composition 

No.  1 

No.  2 

No.  3 

Remarks 

Si02            

% 
20  to  30 

% 

35 

% 

20  to  25 

Slags    also    contain 

A1203  

1.3-4.3 

4-7 

8-12 

some  PbO,  BaO, 

Fe203            

0.25-0.30 

0-0.6 

0,6-1.0 

alkali    and    some 

FeO             

40  to  50 

40-45 

37-45 

sulphide. 

ZnO       

10-18 

5-8 

8-12 

MeO               

8-1.5 

a  little 

a  little 

CaO   

3-4 

a 

u 

Per  cent  Zn  spinel  .  . 

0.5 

1.7-1.8 

3.5-3.7 

NOTE.  —  In  these  slags  the  formation  of  spinel  is  due  largely  to  the 
presence  of  Zn,  and  some  Mg. 

The  following  table  gives  analyses  of  slags  which  approach 
the  composition  for  the  crystallization  of  spinel,  but  from  which 
it  did  not  crystallize. 

TABLE  XXXIX.     COMPOSITION   OF  SLAGS    APPROACHING  CONDITIONS 
FAVORABLE  FOR  THE  CRYSTALLIZATION  OF  SPINEL. 


Composition 

Melilito  First,  Followed  by 
Augite  or  by  Olivino 

Olivino  First,  Followed  by 
Augito  or  by  Melilito 

GlasH  plus 
Melilito  und 
Anorthito 

1 

2 

3 

4 

5 

(J 

7 

8 

9 

10 

l 

Silicate  degree 

1.46 

1.36 

1.32 

1.03 

0.95 

1.53 

1.33 

1.21 

1.18 

1.05 

0.98 

Per  cent.  Si02 

46.90 

46,50 

43.90 

35.50 

36.70 

48.90 

44.40 

42.90 

43.80 

43.40 

39.70 

A1203    .... 

6.90 

12.90 

8.30 

9.10 

11.80 

10.00 

8,00 

10.00 

9.90 

29.30 

24.10 

CaO  

33.40 

32.10 

35.00 

34.10 

33.50 

22.70 

24.40 

26.40 

27.70 

15.50 

3C.30 

MgO  

9.70 

6.80 

7.80 

5.40 

10.10 

15,20 

11.40 

12.30 

18.00 

8.30 

3.20 

(FeMn)O  . 

2.00 

8.20 

3.30 

10.50 

7,20 

2.30 

9.60 

8.10 

0.60 

2.90 

0.50 

On  the  Calculation l  of  the  Amounts  of  the  Various  Silicate 
Minerals  Present  in  a  Silicate  Magma.  —  These  calculations  are 
approximate  only  and  determine  the  amount  of  ortho-,  meta-  or 
sub-silicate  present.  They  serve  to  determine  how  near  any  sili- 
cate mixture  is  to  a  eutectic  composition  discussed  in  the  fol- 
lowing section. 

The  oxygen  ratio  of  acid  to  base,  viz., 
02in  acid  (Si02) 

~pr~.    - 7W  X  A  i  r\  T.  "X — ; — r  must  be  first  determined.       In 
02  in  base  (CaO,  A1303,  FeO,  etc.) 

1  Hans  Freiherr  v,  Jiiptner,  Grundztige  der  Sideralogie,  p.  260  (1900). 
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making  this  calculation  subtract  from  the  0  in  the  base  one  half 
the  sulphur  contents  (equivalent  to  its  combining  power  with 
oxygen). 

^ Numc  of  Acid  or  Ba*e  Per  Cent  of  02 

SiOjj  Silica  53  g 

A1203  Alumina  47  Q 

CaO  Lime  28  6 

MgO  Magnesia  40.0 

FeO  Ferrous  oxide  22.2 

MnO  Manganous  oxide  22.2 

Let  the  0  in  the  acid  be  designated  by  A  (expressed  in  per 
cent.). 

Let  the  0  in  the  base  be  designated  by  B  (expressed  in  per 
cent.). 

Case  I.    The  silicate  degree  is  above  2. 
Then  the   slag  consists  of  z(RO-Si02)  +  y  (2RO3Si02)   and 
2x  +  Qy  =  A  x  +  2y  =  B 

A 
y  =  ~  -  B       and       x  =  3£  -  A 

JU 

x  and  y  designating  the  relative  amounts  of  bi-silicate  and  tri- 
silicate  in  the  slag. 

Case  II.    The  silicate  degree  is  between  1  and  2. 

Then  the  slag  consists  of  #(RO-Si02)  +  ?/(2RO-Si02)  and 

2x  +  2y  =  A  x  +  2y  =  B 

A 
x  =  A  -  B       and       y  =  B 

Zi 

x  and  y  designating  the  relative  amounts  of  mono-silicate  and  bi- 
silicate  present  in  slag. 

Case  III.    The  silicate  degree  is  between  1  and  0.5. 

Sub-case  1.  In  which  the  ratio  of  CaO  to  (MgO  +  FeO  + 
MnO)  is  not  less  than  1 :  0.70. 

Then  the  slag  consists  of  z(3RO-Si02)  +  t/(2RO-Si02)  and 

2x  +  2y  =  A  3z  +  2y  =  B 

3 
x    =  B  —  A         and        y  =  -  A  —  B. 

£i 

If  y  is  negative,  then  instead  of  2RO-Si02,  spinel  is  present. 

CaO    I  1 

Sub-case  2.    In  which  /<mjr  -    .  ^  ^  ,  .  .  ^N  is  less  than  • 


(MgO  +  FeO  +  MnO)  "  ""  ^  0.70 
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Then  the  slag  consists  of  z(2RO-Si02)  +  y(HO-AI208),  (spin 

and  2x  =  A  &  +  %  =  B 

A  B  ~  A 

and  x  =  -          and  y  =       £ 

Example  under  Case  II. 

Slag  "No  27  in  Table  XL.  Composition;  8iO2  =  :«.;• 
A1203  =0.78;  CaO  =  33.72;  MgO  =  4.08;  Mn()  -  0.08;  HW) 
25.64%.  Contains  Acid  — 

Oxygen  in  Si02  =  0.343    X  53.3  =  18.28    = 

Bases  — 

Oxygen  in  A1203  =  .0078  X  47.0  =  0.306 

"     "  CaO   =  .3372  X  28.6  =  9.644 

"     "  MgO  =  .0468  X  40.0  =  1.870 

"     "  MnO  =  -0068  X  22.2  =  0.150 

«     "  FeO    =  .2564  X  22.22  =  5.697     =  17.727  « 

0  in  acid  (Si02)  18.28 

Silicate  degree  =  0  in  bases  (Ca0,  Ii^^  ~  17.727  "  L03 

Composition  of  slag  =  s(RO-Si02)  +  y  (2RO-SiQO 

x  =  A  -  B  =  18.28    -  17.727  =  0.553 

y  =  B  -  -  =  17.727  -    9.140  =  8.587 
*  2 

or  0.553  (R0-Si02)  +  8.587 (2RO-Si02) 

or  6  per  cent.  (R0-Si02)  +  94  per  cent,  (2RO-Si020 - 

The  actual  composition  of  this  slag  as  determined  by  mie: 
scopic  examination  is  85  per  cent,  monticellite  (olivine)  p! 
some  little  melilite  and  a  little  magnetite.  No  bi-Hilicat(».  is  pr 
ent,  but  the  melilite  is  in  this  case  over  1  in  silicate  degree,  a 
probably  closer  to  ackermanite  than  normal  melilite.  This  sho 
that  the  calculations  can  be  approximate  only,  although  it 
quite  close.  After  the  relative  amounts  of  the  silicates  presc 
have  been  calculated,  the  exact  mineral  present  in  any  group 
determined  by  the  relation  of  the  various  bases,  as  has  been  (1 
cussed.  It  will  also  be  noted  that  in  a  number  of  the  slags 
table  XL  considerable  glass  is  present,  the  quantity  of  which  ci 
not  be  solved  by  the  calculations  outlined.  This  glass  has  usua 
the  same  composition  as ,  the  last  crystallized  mineral,  or  of  1 
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eutectic  between  the  two  minerals.    The  calculations  serve  onl 
as  an  approximation  and  should  be  elucidated  and  corrected  b 
the  data  on  mineral  formation  outlined  in  the  previous  pages. 
Example  under  Case  III. 

Slag   No.  22  in  Table  XL.      Composition    Si02  =  32   p< 
cent.;  A1203  =  8.3  per  cent.;  CaO  =  36.7  per  cent. ;  MgO  =  2.8  p< 
cent.;  FeO  =  18.7  per  cent. 
Contains  Acid  — 

Oxygen  in  Si02  =  0.32    X  53.3  =  17.05  =  / 

Base  — 

Oxygen  in  A1203  =  0.033  X  47.0  =  3.901 
"  "  CaO  =  0.367  X  28.6  =  10.496 
"  "  MgO  =  0.028  X  40.0  =  1.120 
"  "  FeO  -  0.187  X  22.2  =  4.15  =  19.66  =  B. 

0  in  acid  (Si02)  17.05 

Silicate  degree  =  —    : ,..  ^    "^"7: ~~~~:  =  .  „  „ ,;  =  0.8i 
0  in  bases  (A1203,  CaO,  etc.)       19.66 

Composition  of  slag  =  x  (3RO-Si02)  +  y  (2RO-Si02) 

and  x  =  B-A         or      x  =  19.66  -  17.05  =  2.61 

and  y  =  -A-  B       or      y  =  25.57  -  19.66  =  5.61 

2 

or  2.61  (3RO-Si02)  +  5.61  (2RO-Si02) 

or  32  per  cent.  (3RO-Si02)  +  68  per  cent.  (2RO-Si02). 

The  actual  composition  of  this  slag  is,  as  determined  by  micr< 
scopic  examination,  60  to  65  per  cent,  melilite  and  most  of  tl 
balance  olivine  (fayalite),  with  some  little  magnetite.  This  do< 
not  correspond  to  the  calculated  mineral  composition,  which  won 
be  32  per  cent,  of  the  (3RO-Si02)  silicate  =  gehlenite,  and  68  p< 
cent,  of  the  2RO-Si02  silicate  =  olivine  group.  It  must  be  bon 
in  mind  in  this  connection  that  melilite  which  forms  is  not  < 
a  definite  silicate  degree,  but  ranges  between  about  0.8  to  1.25 
silicate  degree,  being  a  mixed  crystal  composed  of  gehlenite  ar 
ackermanite.  In  view  of  the  fact  that  we  can  put  no  formu 
in  place  of  the  gehlenite  (f  silicate),  only  the  above  approxima 
calculation  can  be  made  in  this  instance. 

THE  SLAGS  FROM  THE  STANDPOINT  OF  PHYSICAL  MIXTURE 
It  has  been  shown  by  Vogt  and  others  that  in  any  molt< 
silicate  magma,  those  mineral  entities  are  in  solution  which  cry 
tallize  out  from  it  on  cooling.  Thus  if  we  have  a  solidified  sli 
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consisting  of  two  definite  minerals,  say  augite  and  one  of  the  olivine 
group,  these  two  minerals  are  to  be  considered  as  having  been  in 
solution  in  the  molten  condition  of  the  slag  and  on  cooling  to  have 
crystallized  therefrom  according  to  the  laws  of  solution,  as  apply- 
ing to  physical  mixtures  as  fully  discussed  in  Chapter  II,  to 
which  reference  is  made  for  further  explanation  of  what  follows. 
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Mg  Si  Q3 
Ca  Si  03 


FIG.  76.  — -  The  System  CaSiOs-MgSiOs. 


Two  cases  may  be  cited  here,  which  have  been  fully  worked 
out,  viz.,  that  of  the  system  CaSi03  —  MgSi03 1  and  that  of 
CaAl^iA  -  NaAlSi308,2  viz.,  anorthite-albite.  In  Fig.  76  is 
shown,  the  melting-point  curve  of  CaSi03  and  MgSi03.  It 
belongs  to  type  IIA  and  shows  a  maximum  at  47  per  cent. 

1  E.  T.  Allen  and  W.  P.  White;  Diopside  and  its  Relation  to  CaSiOs  and 
MgSiOg,  Amor.  Jour,  of  Science,  Jan.,  1909. 

2  The  Isomorphism  and  Thermal  Properties  of  the  Feldspars,  A.  L.  Day 
and  E.  T.  Allen,  Amer,  Journ'of  Science,  IV  series,  vol.  XIX,  p.  9'3  (1905), 
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MgSiOs  and  53  per  cent.  CaSiOs,  which  corresponds  to  tl 
compound,  CaMg(Si03)2,  the  mineral  diopside.  Iwo  cutecti, 
are  present,  one  at  28  per  cent.  MgSiOs  and  72  per  cent.  ( -abi(. 
the  entities  in  which  are  a  mixed  crystal  of  CaSi()3  dissolving  ] 
per  cent,  diopside,  and  a  mixed  crystal  of  diopside  dissolving 
small  amount  of  CaSi03.  The  melting-point  of  the  euteetic 
1350°  C.,  while  the  end  members  of  the  series,  CaSi()3  and  M«Si( 
have  for  their  melting-points  1512°  and  1524°  C.,  respective! 
This  refers  to  the  pure,  synthetically  prepared  silicates.  Ti 
natural  minerals  corresponding  to  these  end  members,  vi: 
wollastonite  and  enstatite,  have  lower  melting-points,  as  th< 
invariably  contain  some  impurities  which  appreciably  lower  tl 
melting-point. 

The  second  eutectic  occurs  at  a  composition  of  68  per  cor 
MgSi03  and  32  per  cent.  CaSi03,  with  a  melting-point  of  1375°  ' 
It  is  composed  of  these  entities  —  95.5  per  cent,  of  a  mixed  crj 
tal  of  MgSi03  in  diopside  and  4.5  per  cent,  of  a  mixed  crystal,  co 
sisting  of  MgSi03  dissolving  3.7  per  cent,  diopside.  Both  CaSi 
and  MgSiOs  have  inversion  points,  viz.,  they  are  dimorphic,  t 
crystallization  changing  when  passing  a  certain  tompcratm 
In  the  case  of  CaSiOs,  the  change  is  from  the  hexagonal  to  t. 
monoclinic  system  on  cooling,  if  this  be  very  slow. 

Fig.  77  shows  the  melting-point  curve  of  the  anortlrii 
albite  series  of  feldspars.  It  belongs  to  type  lAa  discuss 
in  Chapter  II,  i.e.  it  is  a  continuous  series  of  mixed  erysti 
of  the  isomorphous  type. 

On  the  Freezing  and  Solidification  of  Slags.  —  It  is  evidc 
from  the  foregoing  that  slags  may  be  classed  as  physical  mixtur 
of  the  nature  of  alloys,  and  are  to  be  interpreted  according  to  t 
same  laws..  We  may  have,  therefore,  and  do  have,  eutee 
mixtures  in  slags,  and  the  freezing  of  a  silicate  magma  folio 
that  rule  as  exemplified  by  the  type  to  which  it  belongs.  £ 
Chapter  II.  The  individualization  limits  between  various  s: 
cate  degrees,  and  between  the  different  minerals  of  the  ortl 
silicates  and  meta-silicates,  and  between  certain  meta-silica" 
and  ortho-silicates  discussed  in  the  foregoing  section  (/  t! 
chapter,  correspond  to  the  eutectic  composition  between  the  t% 
minerals,  viz.,  that  proportion  of  the  two  minerals  which  v 
have  the  lowest  melting-point.  Thus  between  augite  (heclc 
bergite)  and  iron  hypersthene,  (CaFeSi206,  and  FeaSiaOe),  t 
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eutectic  occurs  at  60  per  cent.  Fe2Si206  and  40  per  cent.  CaFeSi206. 
The  ratio  is  Ca:Fe  =  0.2:0.8.  This  ratio  will  also  represent 
the  " individualization  limits"  between  the  two  minerals,  viz., 
with  more  than  0.2  Ca  to  0.8  Fe,  hedenbergite  crystallizes  first; 
with  less,  hypersthene  crystallizes  first.  This  first  crystallization 
of  the  mineral  enriches  the  mother  liquid  in  one  constituent  so 
that  it  finally  reaches  eutectic  composition  and  freezes  as  the 
eutectic.  This  method  of  freezing  is  identical  with  that  discussed 
for  alloys,  but  the  problem  in  the  slags  is  complicated  by  the  fact 
that  undercooling  is  very  common,  which  has  the  tendency  to 
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FIG.  77. —  Melting-point  curve 

Day  and  Allen,  Am.  Jour.  Sci.  IV,  Ser.  XIX,  93  (1905). 

modify  the  microscopic  structure.  The  typical  eutectic  struc- 
ture most  common  in  alloys  consists  of  interstratified  platelets, 
or  other  forms,  of  the  constituents  of  the  eutectic.  This 
is  often  depended  upon  to  prove  the  existence  of  a  eutectic 
in  conjunction  with  the  observance  of  its  solidification  or  melting- 
point  in  the  thermal  analysis.  In  the  case  of  silicate  magmas, 
however,  there  is  usually  a  very  decided  viscosity  of  the  mass 
manifested  as  it  cools,  which,  retarding  the  mobility  of  the 
molecules,  prevents  crystallization  (solidification)  at  the  normal 
temperature  in  the  case  of  rapid  cooling,  such  as  we  usually  have 
in  slags.  We  have  thus  a  condition  similar  to  the  following: 


266  GENERAL  METALLURGY 

Two  minerals  "a"  and  "b"  form  a  series  in  which  occurs  a 
eutectic.  If  a  concentration  be  considered  in  which  the  ^  mineral 
"a"  is  the  "excess  substance/'  some  of  this  will  crystallize  first, 
thus  concentrating  the  liquid  magma  in  ab77  toward  eutectic 
composition;  but  now  with  falling  temperature,  increasing  vis- 
cosity manifests  itself  and  undercooling  takes  place,  thus  enrich- 
ing the  liquid  magma  in  "a"  and  supersaturating  it  with  this 
constituent  for  the  existing  temperature.  When  this  supersatu- 
ration  has  reached  a  certain  point,  "a"  will  again  begin,  to 
crystallize  out,  and  again  stop.  If  now  a  point  near  the  eutectic 
composition  has  been  reached,  and  the  undercooling  goes  on 
below  the  eutectic  freezing-point,  and  "a"  again  crystallizes, 
it  will  happen  that  when  the  crystallization  of  "a7'  stops,  the 
mother  liquid  has  become  enriched  in  the  mineral  "b77  be- 
yond the  composition  called  for  by  the  eutectic,  and  this  super- 
saturation  in  "b"  will  cause  crystallization  of  "b"  alone,  instead 
of  eutectic  a  +  b,  the  viscosity  increasing  meanwhile  to  such 
an  extent  that  the  balance  of  the  mother  liquid  passes  to  a  glass 
without  crystallization.1  This  method  of  freezing  of  a  slag  magma 
accounts  readily  for  the  microscopic  structure  found,  viz.,  the 
practical  absence  of  any  typical  eutectic  structure. 

The  presence  of  glass  in  slags  is  accounted  for  by  this  under- 
cooling with  increasing  viscosity  as  the  temperature  falls.  Some 
silicates  exhibit  this  phenomenon  to  a  marked  degree,  viz.,  the 
higher  degree  silicates  and  some  like  albite,2  orthoclase,  etc.,  which 
pass  gradually  from  the  molten  state  to  a  solid  non-crystalline  glass 
exhibiting  no  definite  freezing-point,  and  in  freezing  or  melting  are 
unaccompanied  by  any  internal  evolution  or  absorption  of  heat. 
Borax  exhibits  a  similar  phenomenon,  but  on  cooling  it  can  be 
induced  to  pass  into  the  crystalline  state  by  repeated  shocks. 
The  glass  residual  in  slags  may  thus  have  the  chemical  composi- 
tion of  the  mineral  entity  which  has  crystallized  out,  or  it  may  have 
the  composition  near  the  eutectic  between  the  minerals,  if  these 
belong  to  a  series  in  which  one  occurs.  Thus  in  the  series 
CaALSisOg-NaoAloSioOie,  shown  in  Fig.  77,  the  members  near  the 
anorthite  end  on  cooling  slowly  pass  practically  entirely  to  the 
crystalline  state,  but  as  members  of  the  series  are  taken  toward 
the  albite  end  the  amount  of  glass  rapidly  increases,  this  glass 

1  Vogt,  Mineralbildung  in  Silicatschmelzolsimgen,  101,  133. 

2  A.  L.  Day  and  E.  T.  Allen,  ibid. 
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being  of  identically  the  same  composition  as  the  crystals.  In 
this  case  the  series  belongs  to  type  lAa,  Chapter  II,  in  which 
the  solid  and  liquid  phases  are  practically  identical. 

In  considering  the  heating  curves  in  Fig.  78,  it  is  necessary  to  ex- 
plain that  the  heating  and  cooling  curves  of  slags,  e.g.  silicate  mag- 
inas,  present  different  features  from  those  of  the  metals  and  alloys, 
due  to  the  great  viscosity  and  relatively  low  conduction  of  heat  of  the 


7 


Time.  I  div.  -  5  minutes 
FIG.  78.  —  Heating  curves  of  silver  and  silicates. 

magmas.  From  the  accompanying  figure  in  which  the  heating  curves 
of  silver  and  some  of  the  feldspars  are  given  it  will  be  seen  that 
while  that  of  the  metal  shows  the  melting-point  by  a  sharp,  prac- 
tically horizontal  jog,  that  of  the  silicates  is  entirely  different,  and 
in  AbiAn2  the  melting  "  point,"  so  called,  must  be  denned  as  lying 
in  that  region  where  the  rise  of  temperature  in  a  given  time  inter- 
val is  a  minimum,  or  that  point  on  the  curve  where  the  tangent 
to  the  curve  has  the  greatest  inclination. 
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In  Fig.  79,  let  A  be  a  mass  of  cooling  slag  in  a  crucible 
in  the  air  and  B  a  thermo-couple,  and  let  the  slag  be  liquid 
at  first.  Then,  when  freezing  commences,  a  crust  a  will  form 


FIG.  79.  —  Mode  of  freezing  of  a  slag. 

on  the  top  and  then  the  concentric  layer  6  will  freeze,  and 
so  on  until  finally  the  sphere  d  around  the  thermo-couple  con- 
geals. While  the  whole  slag  is  liquid,  the  cooling  curve  will 
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FIG.  80.  —  Cooling  curve  of  a  slag. 

be  convex,  but  when  the  outer  layers  crystallize,  the  latent  heat 
given  out  will  effect  the  rate  of  radiation  from  the  liquid  center, 
the  temperature  of  which  the  thermo-couple  is  recording,  and  the 
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cooling  curve  will  change  its  direction.  Now  in  a  metal  the  con- 
duction is  so  rapid  that  this  effect  is  instantly  transmitted  to  the 
thermo-couple  and  the  change  of  direction  is  very  marked,  viz., 
it  approaches  the  horizontal,  while  in  a  silicate  magma  the  con- 
duction of  heat  is  slow,  not  considering  the  effect  of  undercooling 
due  to  viscosity  at  all.  Thus  the  effect  is  but  slowly  transmitted 
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FIG.  81.  —  Cooling  curve  of  a  slag. 

to  the  thermo-couple,  and  the  change  of  direction  is  much  more 
gradual.  The  mass  of  material  which  must  be  considered  is, 
therefore,  that  immediately  surrounding  the  thermo-couple,  and 
when  this  finally  is  frozen,  all  latent  heat  having  been  given  up, 
another  change  of  direction  in  the  curve  takes  place.  This 
change  of  direction  marks  the  freezing  or  crystallization  point.1 
(See  Figs.  80  and  81.) 

1  In  the  determination  of  melting  points  of  slags  and  other  thermal  properties, 
it  is  desirable  to  take  melting  curves  rather  than  cooling  curves. 
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It  is  also  to  be  noted  that  when  the  slags  contain  minerals 
which  fall  into  a  series  of  type  IB,  etc.,  we  have  distinct  upper 
and  lower  freezing-points,  except  at  the  eutectic  composition, 
and  in  this  case  the  upper  freezing-point  is  the  only  one  of  tech- 
nical interest. 

The  Nature  of  Metallurgical  Slags. — It  is  now  necessary  to 
consider  the  relation  of  all  these  data  to  metallurgic  slags  as  far 
as  this  can  be  done  in  the  present  meager  state  of  positive  data 
at  hand.  Taking  the  slags  of  copper,  lead,  and  iron  smelting  as 
comprising  by  far  the  greatest  number  of  interest,  we  find  that 
the  following  minerals  comprise  practically  all  that  are  found  in 
them: 

1.  M eta-silicates.      The    hexagonal    (CaB)Si03;    augitc;     hy- 
persthene  (viz.,  that  in  which  Fe  predominates  over  Mg);   rho- 
donite. 

2.  Ortho-silicates ,  including  the  sesqui-silicate  ackermanite. 
Olivine  group  (olivine;  fayalite;  knebelite;  tephroite;  iron-lime 
olivine,  and  the  double  salts  (meta-stable)  of  the  monticellite 
group);  and  ackermanite;  melilite;  anorthite. 

3.  Two-thirds  silicate.     Gehlenite. 

4.  Spinels  and  magnetite. 

Given  a  silicate  magma  of  certain  composition,  we  may  con- 
sider that  this  in  a  state  of  fusion  consists  of  a  solution  of  certain 
of  the  above  minerals,  dependent  upon  composition.  For  sim- 
plicity's sake  we  will  consider  slags  only,  in  which  not  more  than 
two  minerals  are  in  solution,  e.g.  most  slags  crystallize  to  two 
minerals,  some  to  three.  These  two  minerals  are  then  to  be  con- 
sidered as  end  members  of  a  definite  series  of  a  certain  type  as 
described  in  Chapter  II.  It  has  been  found  by  Vogt  that  the 
commonest  types,  as  far  as  investigations  go,  are  types  lAa;  ICb, 
and  lAc.  The  type  of  most  interest  technically  is  lAa  and  ICb, 
and  those  others  in  which  definite  eutectics  occur,  since  here  there 
are  certain  compositions  which  have  low  melting-points  and  hence 
low  "total  heats  of  smelting/'  attractive  to  the  metallurgist, 
from  the  standpoint  of  low  fuel  consumption,  and  also  if  viscosity 
permits  it,  for  fast  driving  of  furnaces.  Figs.  76  and  77  show 
two  such  series  which  have  been  completely  worked  out.  In 
these  the  pure  empirical  minerals  form  the  basis  of  the  work. 
In  considering  slags  we  have  to  deal  with  a  more  complex  case 
in  so  far  as  a  number  of  extra  bases  enter  into  consideration,  and 
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fixing  our  attention  upon  Fig. 
7<i,  for  instance,  we  will  have 
present  beside  CaSi08  and 
MtfSi<)3,  some  AUV3  Si02and 
I<VSi<  )3.  The  effect  of  this  is 
that  the  Al2(V3Si02  entering 
into  the  cliopside  molecule 
(aiigite)  lowers  its  melting- 
point  and  the  FeSi()a  entering 
info  the  onstatite  molecule 
lowers  its  melting-point,  so 
that  in  effect  the  melting- 
point,  of  the  whole  series  is 
lowered,  and  the  euteetic  point 
changed  not  only  in  melting- 
point,  hut  somewhat  in  com- 
position. When  these  other 
buses  are  present  in  such  pro- 
portion that  new  mineral  enti- 
ties are  formed,  a  new  series  of 
course  takes  the  place  of  the 
old  one.  The  presence  of  cer- 
tain bases,  on  the  other  hand, 
may  in  a  like  manner  raise  the 
melting-points  of  the  members 
of  the  series. 

Below  follows  some  data 
on  series  of  minerals  which 
have  an  especial  bearing  on 
common  slags. 

Note  to  Table.  —  In  the  last 
column,  in  which  are  given  the 
bases  expressed  in  ratio,  Mg 
stands  in  nullity  for  (Mg,  Fe, 
Mn,  Jin),  though  the  data  was 
determined  for  slags  in  which 
(Fe,  Mn,  Zn)  played  subordi- 
nate parts  except  where  other- 
wise stated.  The  melting- 
points  of  end  members  and 
cutectics  are  not  for  the  pure 
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silicate,  but  for  silicates  containing  certain  amounts  of  foreign 
base;  thus  olivine  is  given  as  Mg2Si04,  but  the  data  given  is  for 
(MgR)2Si04)  in  which  R  is  Fe,  Mn,  Zn  in  certain  amounts.  ( Mivine 
is  here  used  to  designate  a  group,  and  for  instance  may  bo  any- 
thing between  Mg2Si04  andFe2Si04.  Thus  in  No.  3  in  the  series, 
olivine-melilite,  reference  is  made  to  olivine  practically  free  from 
iron,  and  applies  to  certain  iron  blast-furnace  slags.  If  the  olivine 
in  this  case  becomes  or  approaches  Fe2Si04,  viz.,  fayalite,  wo  have 
the  group  to  which  practically  all  lead, slags  belong.  Applying 
the  same  remarks  to  the  olivine  in  No.  2,  we  have  this  referring 
to  certain  lead  slags,  and  find  that  practically  all  copper  slags 
fall  into  this  group  2  and  group  1,  and  between  the  two. 

Groups  3,  4,  5  represent  iron  blast-furnace  slags,  and  groups 
1  and  6  slags  from  acid  steel  processes. 

It  must  be  conceded  that  the  data  on  which  to  base  exaet 
practical  metallurgical  calculations  is  very  meager,  especially  for 
lead  and  copper  slags,  but  the  author  has  treated  the  subject  from 
this  new  point  of  view  in  the  hopes  that  it  may  induce  study  and 
research  of  the  subject  by  scientific  metallurgists,  from  the  metal- 
lurgists' standpoint,  and  thus  lead  to  directly  practical  results. 

THE  PHYSICAL  CONSTANTS  OF  SLAGS.  Formation  Tempera- 
tures of  Slags.  —  In  the  previous  sections  the  slags  have  been 
considered  as  having  already  been  formed,  i.e.  are  in  the  condition, 
of  molten  silicate  magmas,  which,  on  cooling,  form  certain  mineral 
entities.  In  actual  furnace  operations  the  question,  must  be 
looked  at  from  a  somewhat  different  viewpoint.  The  furnace 
charge  will  consist  of,  not  the  formed  silicates,  though  some  of 
these  may  be  present  as  silicate  minerals  in  the  ore,  but  rather 
as  the  individual  bases,  such  as  CaO  and  MgO  in  the  form  of 
limestone,  FeO  in  the  form  of  Fe203  and  Pe304  in  oxidised  or 
roasted  ores,  or  as  FeS2,  Fe7S8,  etc.,  in  sulphide  ores.  These  bases, 
with  the  quartz,  Si02,  of  the  ores,  form  a  mechanical  mixture, 
and  are  so  proportioned  by  calculation  that  they  smelt  together 
into  the  slag  eventually  discharged  from  the  furnace.  It  is  a 
well-known  fact  that  the  temperature  necessary  to  cause  these 
various  bases  and  the  silica  to  unite  into  the  slag  is  different 
from  the  melting  or  solidification  temperature  of  the  formed 
slag.  The  temperature  necessary  to  cause  the  various  ingre- 
dients of  the  final  slag  to  unite  chemically  and  go  into  solu- 
tion is  known  as  the  "formation  temperature'7  of  the  slag.  This 
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formation  temperature,  for  any  given  mechanical  mixture,  is  a 
function  of  the  size  of  particles  comprising  the  mixture  and  of 
time.  This  fact  may  be  readily  demonstrated  by  the  ordinary 
Scgcr  cones,  used  for  the  determination  of  temperature.  (See 
page  186.) 

It  has  been  shown  by  Hofman l  and  Gredt,2  that  in  determin- 
ing the  formation  temperatures  of  mechanical  mixtures  of  a  series, 
a  curve  results,  and  this  has  been  shown  by  Vogt  to  be  roughly 
parallel  to  the  freezing-point  curve  of  the  series  formed  by  the 
mineral  entities  to  be  expected  from  the  chemical  composition 
of  the  mechanical  mixtures.  It  may  thus  be  stated  that  the  for- 
mation point  curve  of  a  series  of  mechanical  mixtures  of  silica 
and  bases  is  parallel  to  the  freezing-point  curve  of  the  correspond- 
ing formed  slags,  but  lies  at  a  higher  level.3  The  formation  tem- 
perature may  be  very  appreciably  higher  than  the  freezing 
temperature  of  the  corresponding  slag,  depending  on  the  factors 
mentioned;  in  some  cases  from  200°  to  300°  higher  than  the 
freezing-point.  It  is  this  formation  temperature  which  is  of  most 
interest  to  the  metallurgist,  but  since  it  is  really  not  a  definite 
temperature,  but  varies  with  certain  factors  and  is  better  repre- 
sented by  a  range  or  interval  of  temperature,  the  freezing-point 
furnishes  the  most  definite  information  upon  which  the  formation 
temperature  data  may  be  based. 

It  has  been  shown  by  Doelter4  that  in  any  complex  mixture 
of  bases  and  silica  subjected  to  such  a  temperature  as  to  cause 
fusion,  certain  silicates,  viz.,  mineral  entities  will  form  first,  e.g. 
those  which  have  the  lowest  formation  point,  and  that  this  mineral 
will  absorb  the  rest  of  the  mixture  gradually  as  the  temperature 
rises  until  the  whole  is  in  combination  or  solution.  This  fact 
has  been,  frequently  observed  by  the  author  in  heating  up 
charges  of  various  mixtures  in  crucibles,  heating  to  certain  definite 
temperatures  and  examining  the  contents,  and  then  if  certain 
constituents  were  still  present  in  the  original  state,  reheating  to 
higher  temperatures  until  the  mass  had  become  entirely  homo- 

1  Hofman,  T.  A.  I.  M.  E.,  Vol.  XXIX,  p.  682.    The  Temperature  at  which 
certain  Ferrous  and  Calcic  Silicates  are  formed,  etc. 

2  P.  Gredt,  Stahl  und  Eisen,  1889,  II,  Vol.  IX,  p.  756. 
8  Vogt,  ibid,  Vol.  II,  p.  92. 

4  Doelter,  C.  Die  Silicatsschmelzen,  Sitz.  Ber.  der  Akad.  der  Wiss.  Wien. 
Mathomat.  Naturwesen,  Kl.  B.  CXIIL,  Abt.  1,  April,  1904. 
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geneous  and  fluid,  and  showed  itself  to  be  such  on  solidifying. 
The  formation  temperature  of  any  given  mechanical  mixture  may 
be  appreciably  lowered  by  adding  to  it  a  certain  percentage  of 
formed  slag  of  the  same  chemical  composition,  thus  not  changing 
the  composition  of  the  whole,  for  from  what  has  been  stated 
above,  the  "slag"  will  have  a  lower  melting-point  than  the  cor- 
responding mechanical  mixture,  and  the  added  slag  melting  first 
will  aid  materially  in  the  rapid  solution  and  combination  of  the 
ingredients  of  the  mixture.  It  is  a  well-known  fact  of  furnace 
practice  in  lead  and  copper  smelting  that  the  charge  should  con- 
tain a  certain  amount  of  slag  as  such,  not  only  because  this  slag 
in  some  cases  needs  to  be  resmelted  for  its  contained  values  in 


100  $>Fe  0  90  80 

FIG.  82.  —  Formation  temperatures  of  theortho-,  scsqui-,  and  hi-Hil'ic 
of  iron  and  lime,  with  varying  percentages  of  the  two  constituents. 

valuable  metals,  but  also  because  it  greatly  aids  in  the  opera- 
tion of  the  furnace,  probably  for  the  reason  above  stated. 
Figs.  82,  83,  and  84  show  the  formation  temperatures  of  certain, 
ferrous-calcic  silicate  slags,1  chiefly  those  of  lead  and  copper 
smelting.  These  formation  temperatures  wore  determined  by 
mixing  the  ingredients  of  the  slag  mixture,  viz.,  Si02,  FcO  (from 
ferrous  oxalate),  CaO,  MgO,  etc.,  in  the  form  of  powder,  moisten- 
ing with  a  10  per  cent,  dextrine  solution  and  forming  the  same 
in  the  shape  of  small  Seger  cones  and  heating  slowly  in  a  gas 
furnace.  The  temperatures  were  determined  by  Seger  cones. 
The  temperatures  are  from  the  nature  of  the  work  rather  approx- 
imate but  fully  within  the  range  of  metallurgical  requirements. 
1H.  0.  Hofman,  T.  A.  I,  M,  E.,  Vol.  XXIX,  p.  682. 
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Fig.  82  shows  the  formation  temperatures  of  ortho-,  sesqui-  and 
bi-silicates  of  iron  and  lime  with  the  varying  percentages  of  iron 


FIG.  83.  —  Formation  temperatures  of  a  Ca-Fe  silicate  in  which 
lime  is  replaced  progressively  by  MgO,  ZnO,  BaO  in  equivalent 
combining  amounts. 

and  lime  in  the  range  of  copper  and  lead  slags.    Fig.  83  shows 
the  formation  temperature  of  an  ortho-silicate  of  FeO  and  CaO  in 


CaO 


Proportion  of  Slag  Constituent  replaced  by  AljOj. 


FIG.  84.  —  Formation  temperatures  of  a  Ca-Fe  silicate  in  which 
the  slag  constituents  are  progressively  replaced  by  A1203  in 
equivalent  combining  amounts. 

which  the  lime  is  replaced  partially  by  the  bases,  ZnO,  BaO,  and 
MgO,   in  equivalent   combining   amount.    Fig.   84   shows    the 
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formation  temperatures  of  the  same  ortho-silicate  when  its 
constituents,  Si02,  CaO,  and  FeO  are  partially  replaced  by  an 
equivalent  combining  amount  of  A1203. 

Fig.  85  shows  the  formation  temperatures  of  the  ortho- 
silicate  of  lime  and  alumina,1  with  varying  amounts  of  these 
bases.  The  data  for  the  curve  was  determined  in  a  similar  man- 
ner to  that  described  for  the  ferrous-calcic  silicates. 

In  considering  these  formation  temperatures,  the  remarks  pre- 
viously made  as  to  how  the  silicates  form  during  heating  should 
be  taken  into  consideration.  It  is  possible  that  in  heating  a  mix- 


FIG.  85. — Curve  of  formation  temperature  of  the  ortho- 
silicate  of  lime  and  alumina,  viz.,  melilite  and  anor- 
thite,  after  Gredt.  ' 

ture  of  slag  ingredients  in  the  form  of  cones,  that  bending  and 
fusion,  by  means  of  which  temperature  is  judged,  seeming  complete 
combination  will  take  place,  without  certain  amounts  of  the  in- 
gredients being  completely  absorbed  into  combination.  Also  the 
fact  that  "formation 'temperature "  is  a  rather  indefinite  term  and 
depends  on  several  factors,  already  mentioned.2 

Total  Heat  Required  to  Form  Slags.  —  The  total  quantity 
of  heat  required  to  form  slags  is  of  vital  importance  metallurgi- 
cally.  The  question  of  "total  smelting  heat"  has  been  extensively 

1  Gredt,  Die  Bildungstemperaturen  der  Hochofen-Schlacken.     Stahl  und 
Eisen,  1889,  II. 

2  Consult   also,   remarks   on  formation   temperature    of    slags,    H.  T. 
Hofman,  Min.  Ind.  XVII,  597  (1908). 
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by  Ackermaa l  and  Vogt,2  for  certain  slags.  The  total 
x melting  heat  is  defined  as  that  amount  of  heat  necessary  to  just 
bring  into  the  fused  state  a  unit  weight  of  slag  from  zero  degrees 
C.  Its  value  is  expressed  by  the  following  equation: 

W  =  t  X  c(t_o)  +  R  +  ( tf-  t)  c(t^t),  in  which 

W  =  total  smelting  heat  in  gram  calories. 

li   =  latent  heat  of  fusion  in  gram  calories. 

t     =  melting-point  of  the  slag  in  degrees  C.  from  zero. 

tf  =  temperature  to  which  slag  has  been  heated  to  make  it 
fluid,  i.e.  a  temperature  above  t. 

Ca  -  „)  =  .specific  heat  (mean)  between  o  and  t. 

C(t/-t)  =  specific  heat  (mean)  between  t  and  tr. 

Table  XLIV  gives  the  total  heats  of  smelting  of  Ca,Mg,  and 
(la,  Al  silicates  as  determined  byAckerman.  Ackerman's  figures 
are  all  experimental  data  from  calorimeter  determinations.  In 
cases  where  the  slags  or  part  thereof  solidify  to  glass,  the  figures 
do  not  represent  the  "total  smelting  heat,"  since  the  heat  of 
fusion  or  crystallization  of  that  part  represented  by  glass  has  not 
been  liberated j  so  that  some  of  the  figures  are  considerably  lower  than 
the  actual  "total  smelting  heat."  In  order  to  make  the  calori- 
meter experiments  the  slag  must  be  superheated  to  some  extent, 
c.y.  20°  to  50°  above  its  crystallization  or  solidification  point. 
This  correction  is  included  in  the  equation,  but  has  not  been  sub- 
tracted from  the  figures  in  the  table. 

It  is  to  be  noted  that  these  figures  apply  to  the  formed  slag, 
and  represent  the  total  heat  in  a  unit  weight  of  slag  at  a  certain 
small  temperature  above  its  melting-point. 

It  is  of  interest  to  compare  with  this  data  the  total  heat  re- 
quired to  form  a  slag  from  the  original  mechanical  mixture  of  its 
constituents. 

For  this  calculation  a  simple  case  is  taken,  for  which  all  data 
is  at  hand,  viz.,  the  calcium  meta-silicate  CaSiOa.  In  order  to 
form  100  grams  of  CaSiOi,  48.3  grams  of  CaO  and  51.7  grams  of 
Si(')2  are  necessary.  The  melting-point  of  CaSi03  with  small 
amounts  of  impurities  is  given  by  Vogt  as  1250°  C.  Assuming 
such  physical  conditions  of  the  CaO  and  the  Si02  that  a  forma- 

1  R.  Ackcrman,  "Die  zum  Schmelzen  von  Schlacken  erforderliche  Warme- 
mengeri"  Jernkontorets  Annaler,  1886,  and  Stahl  und  Eisen,  1886. 

2  Ibid. 
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tion  temperature  of  1450°  C.  is  required,  we  have  the  total  heat 
absorbed  by  these  two  constituents  in  heating  from  zero  to  1450 
C.  as  follows: 

51.7  X  1450°  X  (0.1833  +  {.000077  X  1450})  =  224.89.5  eal.1 
48.3  X  1450°  X  (0.1743  +  i.00007    X  1450})  =  19024.0 

Total,      41513.5 

or  per  gram  of  CaSi03,  415.13  calories. 

At  the  formation  point,  CaO  and  Si02  unite  with  evolution 
of  heat. 

CaO  +  Si02      =  CaSi03 

+  131500  +  180000  +  329350 
=  17850 

17850 
or  per  gram  CaSi03  =  — —  =  154  calories. 

The  latent  heat  of  fusion  of  CaSi03  is  given  by  Vogt  as  very 
nearly  100  calories,  therefore  out  of  the  154  calories  generated  by 
combination  of  the  CaO  and  Si02,  100  calories  are  absorbed  by 
the  mass  as  latent  heat  in  passing  into  the  liquid  state,  and  54 
calories  are  available  under  the  conditions  assumed,  to  raise  the 
temperature  of  the  formed  silicate  still  higher.  The  specific  heat 
of  the  molten  silicate  is  about  0.40  according  to  Vogt,  so  that 
since  C  =  mtc2  we  have 

54  =  1  x  t  X  0.4    or  OAt  =  54    or  t  =  135°  above  1450°,  or 

the  slag  is  at  1585°  C. 

The  fused  CaSiOa,  from  its-  original  constituents  at  zero  de- 
grees to  1585°  C.,  has  absorbed  569.13  calories. 

In  cooling  down  to  1250°,  its  crystallization  point,  it  loses 

(1585-1250)  X  1  X  0.4  =  134  calories 

and  at  1250°  will  have  in  it,  (569.13-134)  =  435.13  calories. 
This  should  represent  its  "total  heat  of  smelting." 
According  to  experimental  data  furnished  by  Ackerman,  this 

1  Specific  heats  taken  from  Richards,  Metallurgical  Calculations,  Pt.  1. 

2  C  —  number  of  calories  liberated  by  the  reaction. 

t  =  final  temperature  of  the  products'  of  the  reaction. 
m  —  mass  of  the  products  of  reaction. 
c  =  mean  specific  heat  of  the  products  of  reaction  between  to  and  L 
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figure  is  460  calories.  This  is  good  agreement  considering  the 
accuracy  of  the  specific  heat  data  worked  with. 

The  Net  Total  Heat  of  Formation.  —  Under  furnace  con- 
ditions the  heat  evolved  by  the  formation  of  the  silicate  will  not 
go  toward  superheating  the  formed  slag  as  above  outlined,  but 
will  1)0  utilized  on  other  furnace  units,  so  that  the  fuel  require- 
ment may  be  kept  as  low  as  possible.  Then  we  have  that  415.13 
calories  must  be  furnished  to  cause  the  formation  of  the  slag,  and 
of  the  154  calories  yielded  by  the  combination  100  calories  are 
absorbed  as  latent  heat,  making  a  total  of  515.13  calories  in  the 
dag  at  1450°.  There  are  54  calories  in  excess  available,  so  that  the 
net  calories  which  must  be  furnished  are  (515.13  —  54)  =  461.13 
calories.  This  will  be  called  the  "net  total  heat  of  formation." 

The  Specific  Heat  of  Slags.  —  The  specific  heat  of  a  sub- 
stance at  any  temperature  t  (above  0°  C.)  is  expressed  by  the 
equation. 

S  ==  a  +  fit  +  yt2 

in  which  the  last  term  may  be  disregarded  in  all  ordinary  cal- 
culations; therefore 

S=a+ftt 

in  which  a  is  the  specific  heat  at  0°  C.  and  B  is  a  constant  for 
any  given  substance.  The  mean  specific  heat  between  0  and 
t,  Km,  is  expressed  by  the  equation 

Sm  -  a  +  0.5  /&. 

The  mean  specific  heat  between  any  two  temperatures  t  and  ^  is 
expressed  by  the  equation 

Sm  -  a  +  0.5  j8  (t  +  t,}. 

The  specific  heat  of  a  compound  (in  this  case,  silicate)  may  be 
closely  calculated  from  Woestyn's  rule,  viz.: 

100  S  =  PiSi  +  PA  +  P3S3  .  .  .  etc., 

in  which  S  is  the  specific  heat  of  the  slag  (or  compound), 
pl  _  />2  -  p3  are  the  percentages  of  Si02  and  bases  present,  and 
$t  _  <Sf2  —  S*  arc  the  specific  heats  of  these  substances. 

The  following  table  gives  the  specific  heats  of  silica  and  the 
common  bases.  (See  table  on  page  280 ). 

The  specific  heat  S  at  any  temperature  may  be  approximately 
calculated,  the  value  at  zero  degrees  a  being  known,  from  the  fol- 
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TABLE  XLII.     SPECIFIC  HEAT  OF  SILICA  AND  THE  COMMON  HAHKS 


Substance 

Specific  Heat 
atO° 

Mean  Specific 
Heat  Between. 
0°  and  100° 

Si02 

(  0.1833 
(0.1841 

0.1913 

A1203 

(  0.2081  l 
(0.1902 

0.1976 

Fe203 

0.1607 

0.1670 

MnO 

0.1511 

0.1570 

MgO 

0.2347 

0.2439 

CaO 

(  0.1715  ! 
(  0.1580 

0.1640 

FeO 

0.146 

0.1520 

K20 

0.139 

0.144 

ZnO 

0.1212 

— 

NaaO 

0.225 

0.2340 

Formula  for  Mean  Specific,  II<%ut 
with  InerouHo  of  Tomp<<ru(.uro 


1  0.1833  +  .000077 1° 

10.2081  +  .(XX)0871U° 
1  0.1450  -f  .000 188 /° 

1  0.2420  +  .()000<H>  4° 
1  01715    +  .00007  J° 

0.1212  +  .00003154° 


lowing  formula,  S  =  a  +  0.00078  at  and  the  mean  specific  heat 
Sm  between  zero  degrees  and  t  from 

Sm  =  a  +  0.00039  at  (for  0.00039a  =  ft). 

The  mean  specific  heat  between  0  and  t  being  known  from 
the  above  formula,  the  mean  specific  heat  between  any  two  tem- 
peratures t  and  ti  can  be  calculated  from  the  formula 

Srrii  =  a  +  0.00039a  X  (t  +  t{). 
TABLE  XLIII.    SPECIFIC  HEATS  OF  CKKTAIN  SLAOB 


Chemical  Composition 

Mineral  Composition 

Molting- 
Point, 
dog.C 

Sm,  Botwoon 
0°  and  Molt- 
ing-Point 

H  nt 
Molfci  nK- 
Point 

H  in 
Molten 
Condition 

— 

CaMgSi2Ofl 

1225 

0,281 

— 

(CaMg)SiOa, 

3Ca:  IMg 

1200 

0.264 

,.„,» 

— 

CaSi03 

1250 

0.288 

~»» 

,„.«, 

— 

(CaMK)4Si3Oro 

1200 

0.202 

»™« 

— 

CaAl2Si,0«' 

1220 

0.294 

0.35 

0.87-0,40 

'  — 

(MgCa)Si03, 

SiO2,  31.38;   FeO,  45.20, 
CaO,  23.42%  • 
Si02,  35.5;    FeO,     39.7; 

0.85Mg:0.15Ca 
4Ca0.6Fe0.5Si02a 

1300 
1058  3 

0.310 
f  (24MG586) 
(  0.255 

0.40 
0,320 

0,42-0.45 

MnO,  1.0;    CaO,  11.4; 

MgO,  2.7;  AloOa,  9.2% 

—  , 

1114  ^ 

0.2355 

0.209 

— 

1  From  J.  W.  Richards,  Metallurgical  Calculations,  Part  I.     Other  data 
from  Vogt.     Ibid. 

2  H.  M.  Howe,  T.  A.  I.  M.  E.,  XVIII,  724. 
s  Formation  temperature  1190°C. 

4  J.  W.  Richards,  Metallurgical  Calculations,  Part  III,  474,  W.  S.  Landfo. 
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It  will  be  noted  that  the  specific  heat  of  the  slags  in  the  molten 
condition  is  somewhat  higher  than  at  the  melting-point.  In  the 
molten  eomlitiou  of  the  slag  the  specific  heat  may  be  considered 
praetieally  constant.  The  melting-points  as  given  in  the  above 
table  are  low  for  the  pure  mineral  compounds,  and  are  for  the 
minerals  with  an  admixture  of  small  amounts  of  impurities. 
The  following  are  the  melting-points  of  some  pure  silicates.1 
MfcSK )a,  1 565°;  ( toSiO,,  1512°;  FeSi03, 1500°-1550°;  MnSi03, 1470°- 
1500°;  ZnKi()8, 1479°;SrSi03, 1287°;  BaSi03, 1368.5°;  Mg2Si04,  about 
1900°;  Zn,Si()4,  1484°;  and  Sr2Si04, 1593°  C. 

The  Latent  Heat  of  Fusion  of  Slags.  —  In  the  equation  for 
the  "total  smel ting-heat"  given  on  page  277,  the  latent  heat  of 
fusion  is  designated  by  the  term  R.  The  latent  heat  of  fusion 
of  a  slag  is  the  amount  of  heat  absorbed  without  any  rise  of  tem- 
perature being  manifested  in  passing  from  the  solid  into  the  liquid 
state.  This  amount  of  heat  will  be  absorbed  in  melting  a  slag 
already  formed,  and  also  when  it  is  produced  by  smelting  a  me- 
chanical mixture  of  its  constituents.  Conversely,  this  amount  of 
heat  is  liberated  without  a  fall  in  temperature,  when  the  molten 
slag  passes  to  the  solid  state,  with  this  exception,  viz.,  if  the  slag 
congeals  to  a  glass  (solid  solution),  the  latent  heat  of  fusion  is 
not  liberated,  but  remains  latent  in  the  solid  mass.  The  latent 
heat  of  fusion  is  identical  with  the  "heat  of  crystallization."  In 
the  ease  of  Blags,  there  is  frequently,  in  rapid  cooling,  dependent 
upon  composition,  a  congealing  to  glass,  either  wholly  or  partially, 
HO  that  in  determinations  of  the  "total  heat"  in  slags,  this  latent 
heat  is  not  or  only  partially  liberated.  This  fact  is  of  importance 
when  it  m  considered  that,  other  things  being  equal,  the  value 
of  a  slag,  metallurgically,  is  determined  by  the  amount  of  heat  it 
taken  to  form  it.  This  data  may  be  determined  by  calorimetric 
experiments,  as  the  "total  smelting  heat."  If  in  the  experiments 
the  slag  congeals  to  a  glass,  the  figure  determined  does  not  include 
the  latent  boat,  and  is  therefore  low,  and  not  trustworthy  data  as 
to  what  heat  it  takes  to  form  the  slag.  See  the  remarks  on  page  277 
concerning  the  relation  of  "heat  of  formation"  and  "total  smelt- 
ing heat.1*  When,  slags  are  to  be  resmelted  it  is  evident  that 
chilled  slag,  i.e.  glassy  slag,  is  advantageous,  in  so  far  as  it  will 
take  less  heat  to  remelt  this  than  slowly  cooled  or  crystallized 

'Qerh.  Stein,  Zeit.  Anorg,  Chem.,  LV,  158  (1907). 
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TABLE  XLIV.  TOTAL  SMELTING  BB*PAND  LATONT  II  BAT OK  (  'KUTA.N  Si. 


Composition 

Total  Sinolfcintf 
Heat 

Si02 

A1203 

CaO 

MgO 

MnO 

PeO 

43.9 

SB 

31.4 

10.2 

0.3 

4.5 

424  cal.1 

56.77 
55.90 

5.3 
3.33 

12.20 
4.31 

22.75 

1.63 
26.66 

1.06 
11.80 

434  cal.1 
368  cal.1 





— 

444  cal. 

— 

— 

— 

— 

— 

— 

404  cal. 

— 

— 

— 

— 

— 

_ 

413  cal. 

_ 



458  cai. 

30 

5.5 

1-3 

2-3 

ZnO 

53 

to 

to 



— 

1.5- 

to 

36 

8 

_ 

— 

2.6 

59 

306-309  ciil. 

01 .0  cul.1 
94.0  nil.1 
45.7  nil.1 
102.0  cal. 
90.0  cal. 

100.0  cai. 
105.0  cal. 


H5.0  cal. 
130.0  cal. 
125.0  cal. 
100.0  wil. 


Formula 


(  'uSK  )» 


The  Viscosity  and  Superheating  of  Slags.  The  vis- 
cosity, or  resistance  to  flow,  of  slags  is  of  us  much  importance 
from  a  metallurgical  standpoint  as  is  the  melting-point.  Many 
slags  of  low  melting-point  are  so  viscous  at  that,  temperature  that, 
they  will  not  flow  freely  from  the  furnace,  in  fact  may  not  flow  at. 
all.  No  exact  standards  of  fluidity  have  been  applied  to  slags, 
but  making  the  subdivisions  of  —  viscous-fluid,  —  thinly  fluid,  it. 
may  be  said  that  the  degree  of  fluidity  of  a  slag  is  a  function  of 
chemical  composition  and  of  temperature,  With  any  slag  of 
given  composition  fluidity  increases  with  a  rise  of  temperature, 
but  this  increase  of  fluidity  is  by  no  means  the  same  for  different 
slags  for  the  same  increase  of  temperature.  Thus  considering 
slags  A  and  B  of  different  compositions,  with  A  melting  at  T°  ( -. 
and  B  at  T10  C.,  the  latter  being  the  higher  temperature,  it  will 
require  a  certain  amount  of  superheating  to  make  the*  slags  suffi- 
ciently fluid  for  metallurgical  purposes.  But  it  may  be  found 
that  the  slag  B  needs  less  superheating  to  attain  the  required 
degree  of  fluidity  than  A,  so  that  while  A  has  the  lower  melting- 
point,  the  lesser  amount  of  superheating  necessary  for  B  to  gain 
the  requisite  fluidity  may  make  it  the  economical  slag  as  regards 
the  consumption  of  heat. 

1  Approximate. 
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From  experience  it  may  be  stated  that  — 

1.  The  viscosity  of  slags  increases,  other  factors  being  equal, 
with  the  degree  of  acidity  (i.e.  silicate  degree)  above  the  ortho- 
silicates.     The  more  acid  silicates  are  decidedly  more  viscous 
than  the  more  base  silicates,  at  the  same  temperatures  (referring 
to  melted  slags). 

2.  As  regards  bases  present,  FeO  decreases  the  viscosity,  and 
MnO  acts  in  a  still  greater  intensity  in  this  direction;   PbO  has 
the  same  effect.    In  the  Ca-Mg  silicates  with  some  A1203,  viz., 
blast-furnace  slags,  those  high  in  Mg  are  more  thinly  fluid  than 
those  high  in  lime.    The  effect  of  MgO  is,  however,  not  nearly 
so  pronounced  as  that  of  FeO  or  MnO.    In  basic  slags,  i.e.,  low 
silicate  degree,  the  chief  base  being  lime,  A1203  has  the  effect  of 
increasing  the  fluidity,  but  in  acid  slags  the  effect  of  A1203  is  to 
markedly  increase  the  viscosity,  when  it  amounts  to  more  than 
10  per  cent. 

From  the  glass  industry  it  is  known  that  the  presence  of  much 
Iv&O  and  Na«2O  in  acid  lime  silicates  decreases  the  fluidity,  the 
effect  of  K20  being  more  pronounced  than  that  of  Na^O. 

The  Relation  of  Slags  to  Mattes  and  Metals  Produced  in 
the  Furnace.  —  It  is  necessary  to  consider  slags  in  relation  to 
other  furnace  products  made  at  the  same  time.  For  example, 
in  iron  smelting  in  the  blast  furnace,  the  molten  products  are 
slag  and  cast  iron;  in  copper  smelting  —  slag,  matte,  and  some- 
times, but  rarely,  metallic  copper;  in  lead  smelting,  slag,  matte, 
and  lead  bullion.  Taking  more  specifically  the  case  of  copper- 
inatto  smelting,  we  have  the  two  molten  products  —  a  silicate 
slag  and  a  sulphide  matte,  —  which  are  practically  immiscible 
but  still  have  a  slight  reciprocal  solubility  increasing  with  tem- 
perature. This  solubility  is  of  importance  in  so  far  as  any  sul- 
phides which  is  soluble  in  the  slag  is  carried  away  with  it  and  is 
lost. 

A  distinction  must  be  made  here  between  particles  of  sulphide 
or  matte  which  are  mechanically  entangled  in  the  slag  due  to  an 
inefficient  separation  by  specific  gravity,  and  sulphide  which  is 
actually  dissolved  in  the  slag.  In  the  case  of  iron  smelting  in 
the  blast  furnace,  somewhat  different  conditions  exist,  as  there 
must  be  considered  the  molten  slag  and  iron  which  are  practically 
insoluble  in  each  other,  but  aside  from  which  there  exists  a  relatively 
small  amount  of  sulphides,  chiefly  calcium  sulphide,  but  also  some 
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manganese  and  iron  sulphides  which  arc  soluble  in  both  slag  an 
iron.  As  these  sulphides  are  deleterious  constituents  of  iron, 
is  desirable  to  have  a  slag  of  such  a  nature  as  will  dissolve  a  re 
atively  large  amount  of  sulphide,  compared  to  what  the  iron  wi 
dissolve,  so  as  to  free  the  latter  as  much  as  possible  from  th 
constituent.  In  fact,  the  removal  of  sulphur  in  blast-furnac 
smelting  is  attained  by  the  solubility  of  the  sulphides  (OaS)  i 
the  slag.  In  lead  smelting  we  have  the  same  general  conditio 
existing  as  in  iron  smelting,  viz.,  a  molten  metal,  lead,  and  a  sil 
cate  slag  practically  insoluble  in  each  other,  and  then  a  sulphid< 
matte,  which,  however,  in  this  case  is  present  in  large  amoun 
The  question  to  be  considered  here  is,  what  is  the  reciprocal  soli 
bility  between  sulphide  and  slag  on  the  one  hand,  and  sulphic' 
and  metal  on  the  other?  The  relationship  of  these  various  sul 
stances  above  outlined  to  each  other  comes  under  certain  laws  < 
physical  chemistry  as  discussed  by  Nernst,1'2  the  division  of 
substance  between  two  solvents,  and  reciprocal  solubility. 

Molten  silicate  slags  have  the  property  of  dissolving  sou 
sulphide,  which  on  cooling  is  found  in  the  slag  as  mono-sulphi<: 
(US)  in  crystals,  and  crystallites  in  which  R  is  Ca,  Mn,  Fe,  and  Z 
chiefly.  Similarly  the  sulphide  or  matte  is  capable  of  diaso 
ving  small  amounts  of  slag.  Upon  analysis,  certain  small  quai 
titles  of  silica  are  almost  invariably  found  in  mattes,  even  thong 
the  mechanical  separation  may  have  been  perfect.  The  soli 
bility  of  certain  sulphides  in  slag  is  considerable  and. the  amour 
dissolved  is  a  function  of  the  temperature  and  the  nature  of  th 
slag.  The  solubility  increases  rapidly  with  the  temperature,  an 
the  more  basic  slags  are  capable  of  dissolving  larger  quantitit 
of  sulphide  than  the  more  acid  or  siliceous  slags.  Slags  hig 
in  lime  and  manganese  and  of  low  silicate  degree  are  capabl 
of  dissolving  from  6  to  7  per  cent,  of  US,  chiefly  ae  CaS  an 
MnS,  and  in  especial  cases,  as  high  as  8  per  cent.  BS.  In  th 
case  of  copper  and  lead  smelting  the  above  data  holds  general! 
true,  except  that  the  sulphide  dissolved  in  the  slags  is  ZnS  or  Fefc 
In  basic  slags  comparatively  high  in  zinc  the  amount  of  sulphid 
dissolved  may  be  as  high  as  6  or  8  per  cent.  In  slags  high  in  iro 
the  amount  of  dissolved  sulphide  is  less,  usually  not  more  tha 
2J  to  3  per  cent.  In  acid  slags  the  amount  is  considerably  les 

1 W.  Nernst,  Theoretische  Chemie,  5  ccl,  1907,  pp.  488,  490. 
2  Jiiptner,  H.  v.,  Stahl  und  Eisen,  1902, 1. 
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than  this.  CuaS  is  soluble  in  silicate  slags;  but  to  a  very  small 
extent,,  so  that  considering  a  slag  in  contact  with  matte,  both  in 
the  molten  condition,  the  slag  will  dissolve  iron  sulphide  from 
the  matte  in  preference  to  copper  sulphide.  Lead  sulphide, 
silver  sulphide,  and  nickel  sulphide,  like  copper  sulphide,  are 
practically  insoluble  in  silicate  slags.  It  is  noted  that  in  copper 
smelting,  high  silica  slags  are  lower  in  copper  contents  than  the 
more  basic,  slags.1 

Some  Considerations  Bearing  on  Technical  Metallurgical 
Practice.  Alumina  in  Slag.  —  The  question  of  alumina  in  slags 
is  much  discussed  by  metallurgists  owing  to  its  deleterious  effect 
under  certain  conditions,  and  the  problem  as  to  whether  it  is 
present  as  a  base,  i.e.  in  the  form  of  silicate,  or  as  an  acid,  viz., 
as  aluminates,  in  certain  slags,  is  a  very  old  one.  It  will  have 
been  seen  from  the  foregoing  sections  that  alumina  may  be  pres- 
ent in  either  form,  dependent  upon  the  composition  of  the  slag. 
If  it  occurs  as  an  acid,  it  usually  takes  the  form  of  a  spinel  which 
crystallines  out  of  the  slag  at  a  high  temperature  and  may  be  the 
cause  of  much  trouble.  If  it  is  desired  to  carry  considerable 
alumina  without  the  formation  of  spinel,  it  is  essential  to  pay 
particular  attention  to  the  nature  of  the  other  bases  present  so 
that  those  mineral  compositions  can  form  which  will  carry  alumina 
as  a  base,  vix;.,  in  the  ortho-silicates,  melilite,  gehlenite,  or  anor- 
thite,  and  in  the  bksilicates,  augite.  Magnesia  and  zinc  greatly 
aid  in  the  formation  of  spinel,  and  therefore  the  presence  of  either 
7/1  nc  or  magnesia  in  considerable  quantity  with  alumina  may  give 
rise  to  the  formation  of  spinel  and  cause  trouble.  Alumina  pres- 
ent in  amounts  of  less  than  10  per  cent,  will  in  many  cases  cause 
a  lowering  of  the  formation  temperature  of  the  slag, but  in  amounts 
of  (>  to  10  per  cent,  will  increase  the  viscosity  somewhat.  Amounts 
of  more  than  10  per  cent,  even  though  it  pass  into  the  slag  as  a 
base,  raise  both  the  formation  temperature  and  the  viscosity 
materially.  For  detailed  data,  see  previous  sections  of  this 
chapter. 

Zinc  in  Kings.  —  Zinc  is  present  in  slags  in  the  form  of  sili- 
cate or,  as  just  mentioned,  sometimes  in  considerable  proportion 
as  a  sulphide.  When  in  the  form  of  silicate  it  enters  freely  into 
the  minerals  of  the  olivine  group,  as  already  discussed  in  previous 
pages  of  this  chapter.  In  order  to  facilitate  the  entrance  of  zinc 
*  W.  A.  Hcywood,  Eng.  and  Min.  Journ.,  March  10, 1904. 
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TABLE  XLV.  COM 


Type  of  Slag 

Locality 

CaO 

FeO 

MK0 

AlaO; 

Basic  Bessemer 
process  slag    . 
Iron  blast  furnace 

Pottsdown,  Pa.  ... 
Pennsylvania    .... 

45.26 
33.84 

12.0 
0.98 

5.90 

17.08 

4.01 
9.51 

Iron  blast  furnace 

Domnarfvet, 
Sweden  

33.44 

0.74 

14.35 

5.81 

Iron  blast  furnace 
Iron  blast  furnace 

Bangbro,  Sweden  .  . 
Norton  on  Tees, 
England  

30.70 
24.36 

0.54 
1.85 

8.47 
0.60 

5.80 
9.18 

Iron  blast  furnace 

Muirkirk  Md  .      . 

25.35 

3.20 

2.11 

1  2  84 

Iron  blast  furnace 
Iron  blast  furnace 

Pennsylvania    ..... 
Pennsylvania    . 

47.39 
35.46 

0.94 
0.74 

5.38 
19.88 

5.48 
4  05 

Basic    Bessemer 
process  slag    .  . 
Acid  Bessemer 
process  slag   .  . 
Acid  Bessemer 
process  slag    ... 
Acid  open  heart] 
process  slag    .  .  . 
Basic  open  heart] 
process  slag    .  .  . 

N.  E.  Steel  Co., 
Middlesboro,  Eng 

Jangbro,  Sweden  . 
Bethlehem,  Pa  
Steelton,  Pa. 
teelton,  Pa  

45.04 
0.32 
0.75 

38.06 

2.10 
31.19 
13.89 
27.39 
23.99 

6.42 
0.11 
0.24 

4  17 

1.50 
2.24 
5.76 

Basic  open  heart! 
process  slag    .  .  . 

teelton,  Pa  

43.46 

14  81 

4  4>3 

Puddling  furnace 
slag   

Heating  cinder  .  .  . 
Copper  blast  fur- 
nace slag  

Manufacture 
wrought  iron  

Ducktown,  Tcnn., 
1874. 

0.81 
2  52 

52.43 
71.29 
44  70 

I'VaOa 

10.02 

4  80 

0.38 

7.78 

W   t  K 

Copper  blast  fur- 
nace slag  

Ducktown,    Tenn., 
1904 

6  30 

51  40 

1    'IT 

Copper  blast  fur- 
nace slag  

19  50 

2(5  ''() 

Copper  converter 
slag   

rizona 

65  "{() 

AK 

Copper  reverbera- 
tory  furnace  slag 
Copper  reverbera- 
tory  furnace  slag 
Lead  blast  furnace 
slag   

utte,  Mont  

utte,  Mont. 
Vtontzen, 
Belgium 

4.60 
1.2 
11  40 

38.  (JO 
47.31 

6.00 
8.00 

Lead  blast  furnace 
slag   

auriuni  Greece 

17  'W 

Lead  blast  furnace 
slag   

ombstone  Ariz 

*7  "in 

fcraRo 

11.38 

6.34 
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Oil 

Reference 

h 

MnO 

VI. 

NaaO 
KsO 

CaS 

Ti02 

% 

% 

% 

% 

% 

ertilizer  slag 

1,0 

5.5C) 

1.37 

0.80 

— 

— 

W.  H.  Morris,  T.  A.  I.  M.  E.,  XXI,  232. 

73 

0.77 

0.22 

— 

2.39 

2.35 

.  F.  Fackenthal,  T.  A.  I.  M.  E.,  XXI,  348. 

05 

2.9G 





—  , 



.  Ackerman,  T.  A.  I.  M.  E.,  XXII,  275. 

70 

5.07 

— 

— 

0.50 

— 

.  Ackerman,  T.  A.  I.  M.  E.,  XXII,  275. 

itaniferous  ores.    Ilmenite 

83 



— 

— 

— 

30.18 

W.  M.  Bowron,  T.  A.  I.  M.  E.,  XI,  159. 

85 

7.53 

— 

2.72 

0.34 

— 

.  P.  Dewey,  T.  A.  I.  M.  E.,  XVII,  470. 

95 

— 

— 

_ 

— 

~ 

.  Firmstone,  T.  A.  I.  M.  E.,  XXIV,  499. 

82 







1.82 

— 

.  Firmstone,  T.  A.  I.  M.  E.,  XXIV,  499. 

?oaOa 

S 

:ead  and  Ridsdale, 

SO 

3.50 

18.10 

5.42 

0.32 

__. 

Trans.  Lond.  Chem.  Soc.,  1887,  p.  601. 

Vtanganifcrous  iron 

50 

25.43 

— 

— 

— 

— 

E.  Ackerman,  T.  A.  I.  M.  E.,  XXII,  275. 

Fo, 

10 

12.80 

2.38 

— 

— 

— 

has.  F.  King,  T.  A.  I,  M.  E.,  IX,  264. 

73 

10.  (H) 

— 

_ 

— 

— 

I.  H.  Campbell,  T.  A.  I.  M.  E.,  XXII,  440. 

.00 

7.20 

15.13 

— 

_ 

— 

I.  H.  Campbell,  T.  A.  I.  M.  E.,  XXII,  440. 

.85 

8.20 

15.38 

„  





I.  H.  Camppell,  T.  A.  I.  M.  E.,  XXII,  440. 

Used  for  paint 

.39 

0.41 

3.84 

_ 

— 

— 

Axel  Sahlin,  T.  A.  I.  M.  E.,  XX,  385. 

Cu 

Jsed  for  paint 

.0(5 

0.21 

0.27 

— 

_ 

0.40 

Axel  Sahlin,  T.  A.'  I.  M.  E.,  XX,  385. 

55nO 

H 

Ag 

.20 

tr. 

_ 

2.24 

0.17 

0.28 

Carl  Henrich,  T.  A.  I.  M.  E.,  XXV,  217. 

Zu 

S 

Cu 

.04 

0.51 

— 

2.01 

1.30 

0.45 

W.  A.  Heywood,  E.  &  M.  Jour.,  77,  395. 

S5n() 

Cu 

S.  E.  Brethcrton, 

1.80 

— 

— 

2.50 

_ 

0.20 

Peters,  Princ.  of  Copper  Smelt.,  p.  331. 

N5 

Pb 

Zn 

a 

Cu 

James  Douglas, 

5.57 

0.11) 

2.25 

0.42 

0.20 

3.18 

Trans.  I.  M.  &  M.,  vol.  8,  1. 

Cu 

L,  S.  Austen,  T.  A.  I.  M.  E. 

r.so 

— 

—  . 

— 

_ 

0.37  to  0.0 

XXXVII,  473. 

Cu 

2.8 

_ 

—. 

_ 

— 

0.40 

H.  0.  Hofraan,  T.  A.  I.  M.  E.,  34,  293. 

Pb 

Zn 

H 

Ag 

A.  Firket, 

).33 

. 

0.5( 

4.2f 

1.80 

0.25  ox 

Annalea  des  Mines,  Belgium,  1901,  p.  237. 

.Pb 

Zn 

S 

Ag 

H.  F.  Collins, 

5.20 

2.88 

0.8( 

9.87 

0.78 

0.30  oz 

E.  &  M.  Jour.,  87,  883. 

Pb 

Ag 

Special  Lead  Smelting  Condition. 

).60 

43.2f 

tr. 

— 

— 

J.  A.  Church,  T.  A.  I.  M.  E.  XXIV,  561. 
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into  this  form,  high  iron  is  necessary.  When  iron  is  absent  ar 
the  slags  are  high  in  lime  or  magnesia  and  some  alumina  is  pro 
ent,  there  is  a  tendency  to  form  zinc  spinel,  i.e.  zinc  aluminat 
and  also  the  mineral  willemite,  zinc  silicate  of  a  high  meltin< 
point  and  crystallizing  out  at  a  high  temperature,  like  the  spine 
If  it  is  desired,  therefore,  to  carry  much  zinc  in  the  slag,  the  bas< 
must  be  proportioned  so  that  the  zinc  may  enter  into  the  olivir 
group  of  minerals.  The  presence  of  zinc  in  amounts  above  5  1 
8  per  cent,  raises  the  melting-point  of  the  slags  and  increases  the 
viscosity  very  decidedly. 

The  preceding  table  gives  the  composition  of  various  typicj 
slags. 


CHAPTER  IX 
MATTE,  BULLION,  AND  SPEISE 

MAT™.  A  matte  is  an  artificial  sulphide  of  a  metal,  or  a 
mixture  or  conglomerate  of  such  sulphides,  frequently  containing 
in  minor  quantities  metallic  copper  and  iron,  etc.,  as  also  included 
slag,  arsenides,  and  antimonides.  It  is  an  important  intermediate 
product  in  copper  and  nickel  .smelting,  and  in  lead  smelting,  and 
its  treatment  for  the  contained  valuable  metals  comprises  an 
important  branch  of  the  metallurgy  of  copper,  lead,  and  nickel. 

Mattes  serve  also  as  "collectors"  of  the  precious  metals,  gold 
and  silver.  In  a  furnace  charge  in  which  metallic  lead  or  copper 
is  not  produced,  the  matte  formed  will  contain  practically  all 
the  gold  and  silver. 

Preliminary  to  a  consideration  of  matte  proper,  the  metallic 
sulphides  and  the  several  binary  systems  they  enter  into  are 
considered, 

I,  The  rarimtx  binary  systems  of  the  metallic  sulphides  and  the 
biimnj  ,x//,x/<7M  of  Dariom  mlphides  and  their  respective  metals 
cnti'rhnj  into  the  constitution  of  matte.  —  The  chief  sulphides 
found  in  matte  an*  cuprous  sulphide,  Cu2S;  ferrous  sulphide, 
KeS;  and  lead  sulphide,  PbH.  Zinc  sulphide,  ZnS,  is  present 
in  subordinate  amounts;  silver  is  present,  probably  as  sulphide 
A#;St  in  very  small  amount.  The  condition  of  the  gold  is  not 
definitely  known. 

The  metals  present  in  the  free  state,  or  nearly  so,  are  iron  and 
copper.  Other  impurities,  such  as  antimony  and  arsenic,  are 
present  in  most  mattes,  in  small  amounts,  and  their  condition  is 
not  considered.  The  sulphides  enumerated  above  are  considered 
us  chemical  compounds,  though,  judging  from  their  thermal 
analysis,  Kricdrieh  '  does  not  believe  this  theorem  to  be  abso- 
lutely established. 

The  binary  systems  of  the  sulphides  discussed  are:  FeS-Cu2S; 

*  McUaiurgic,  V,  57  (1908). 
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PbS-Cu2S;  Ag2S-Cu2S;  ZnS-Cu2S;  FeS-PbS;  FcySH PhS;   HYH- 

ZnS;   PbS-Ag2S;   PbS-ZnS;   and  Ags&-ZnS;   and ^Uie  systems  of 
metals  and  their  respective  sulphides  are:    Fe-bVH;    Cu  Cu,S; 

and  Pb-PbS. 

The  end  members  of  the  sulphide  scricx,  and  their  nidhntj- 
points.—li  has  been  mentioned  that  the  sulphides  are  eonsidered 
as  chemical  compounds,  but  the  end  members  of  the  various 
binary  systems  are  rarely  the  pure  compound;  in  fact,  it  will  ho 
shown  that  the  end  member  may  consist  of  the  sulphide  plus  either 
sulphur  or  the  metal  in  a  small  excess.  Thus,  the  iron  sulphide 
member  may  be  FeS  +  Fe  or  FeS  +  S;  the  cuprous  sulphide  mem- 
ber, Cu2S  +  Cu,  or  Cu2S  +  S,  etc. 

1.  Iron  Sulphide.  —  The  subject  of  iron  sulphide*  has  heen 
thoroughly  investigated  by  Le  Chatclicr  and  Ziegler,1  who  came 
to  the  conclusion  that  the  proto-sulphido  of  iron,  FeS,  is  a  chemi- 
cal compound,  and  that  no  sub-sulphide  of  iron  exists.  This  has 
also  been  demonstrated  by  other  investigators.  Le  ('hutelier  and 
Ziegler  show  that,  at  a  temperature  of  1200°  (•.,  the  compound 
FeS  begins  to  lose  sulphur  by  vaporization,  the  result  being  a 
mixture  of  FeS  and  Fe,  and  that  at  1500°  (>.  this  decomposition 
is  very  appreciable.  They  also  show  that  iron  oxide,  probably 
Fe304,  may  be  present  in  the  sulphide  and  will  form  a  outeetie, 
with  iron  sulphide.  Thus,  ordinary  iron  sulphide  is  a  ternary 
system,  showing  under  the  microscope  FeS  and  .Fe  and  a  cutee.tie, 
of  FeS  and  Fe304.  (See  remarks  on  ternary  systems  further  on 
in  this  chapter.)  Treitschke  and  Tammanu2  have*  also  investi- 
gated the  system  of  FeS~Fe,  and  confirm  the  results  of  Le  ( -hate- 
Her  and  Ziegler.  They  give  the  melting-point  of  1<YS  by 
extrapolation  at  1300°  C.,  which  is  high. 

The  eutectic  between  Fe  and  FeS  has  a  composition  of  10  per 
cent.  Fe  and  84  per  cent.  FeS,  and  freezes  at  970°  ().  The  com- 
ponents of  the  eutectic,  however,  are  not  pure  Fe  and  KeS,  but 
mixed  crystals  of  FeS  dissolving  2  per  cent.  Fe,  and  Fe  dissolving 
a  small  proportion  of  FeS. 

In  the  mattes  produced  in  copper  and  lead  smelting  the  FeS 
of  the  matte  is,  in  most  cases,  derived  from  some  higher  sulphide, 

Bulletin  de  la  Soc.  d'Encouragemcnt  pour  I'lnduHtrio  Nationals   etc 
GUI,  368  (1902). 

2  Treitschke  und  Tammann,  tber  das  ZustandKdiagnunm  von  Kiwn  mid 
Schwefel,  Zeit.  fur  Anorganische  Chemie,  X.LIX,  320  (1900). 
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FeS2,  pyritc;  Fe7S8,  pyrrhotite;  or  CuFeS2;  chalcopyrite;  or  other 
copper-iron  sulphides.  As  the  temperature  of  smelting  almost 
invariably  exceeds  1200°  C.,  the  final  product,  as  regards  the  iron 
sulphide,  is  a  member  of  the  series  FeS-Fe,  the  amount  of  metallic 
iron  present  depending  upon  the  temperature  reached.  The 
vaporization  of  sulphur  from  FeS  increases  rapidly  with  the  tem- 
perature, but  is  not  great  until  1400°  or  1500°  C.  is  reached,  so 
that  the  amount  of  metallic  iron  in  most  mattes  is  not  great,  and 
is  usually  in  solution  in  the  FeS,  and  possibly  in  the  Cu2S.  Some 


1540  Fe 


r  o 


Fiu.  86.  —  The  system  Fe-FeS. 

mattes,  however,  produced  at  a  high  temperature  may  have  a 
large  quantity  of  metallic  iron  present.  That  iron  oxide,  FesO*, 
may  be  present  with  iron  sulphide  is  shown  by  the  researches  of 
Le  Chatelier  and  Ziegler,  and  confirmed  by  Treitschke  and  Tam- 
inann.  Iron  oxide  and  iron  sulphide  can  be  coexistent  below  a 
temperature  of  about  1100°  C.,1  but  with  certain  concentration 
(high  FeK)  and  temperatures  above  1100  or  1200°  C.,  the  two 
substances  react,  with  the  production  of  metallic  iron  and  SO^: 

5  Fe  +  2  S02  Zl  2  FeS  +  Fe304. 
1  Heyn  und  Bauer,  Metallurgie,  III,  84  (1906). 
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In  the  mattes  examined  there  is  no  definite  microscopic  evidence 
of  iron  oxide,  although  it  is  evident  that,  under  certain  conditions, 
its  existence  is  possible.  The  most  favorable  conditions  for  the 
production  of  mattes  containing  iron  oxide  are  to  be  found  in 
reverberatory  smelting. 

The  system  FeS-S  has  not  been  extensively  investigated,  but 
from  the  references  in  Table  XLVI  it  is  shown  by  independent 
observers  that  its  melting-point  is  above  that  of  FeS.  The  melting- 
point  of  pure  FeS  can  be  obtained  practically  only  by  extrapola- 
tion or  interpolation,  in  so  far  as  heating  above  its  melting-point, 
which  is  necessary  to  make  the  determination,  causes  some  de- 
composition. 
TABLE  XLVI.  MELTING-POINT  AND  COMPOSITION  OF  THE  FwS-S  SYHTBM 


Substance 

Melting- 
Point 

Chemical  Composition 

Reference 

Fe% 

s% 

FeS 

1171°  C. 

63.59 

36.41 

Fricdrich,  Metallurgies,  V,  50. 

FeS. 

1194°C. 

63.59 

36.41 

Borncmann,  Metallurgies,  V,  64 

FeS  +  Fe 

1189°  C. 

63.70 

36.21 

Borncxnann,  Metallurgies,  V,  04. 

FeS  +  S 

1203°  C. 

63.25 

36.75 

Boraemann,  Metallurgie,  V,  04. 

FeS  +  S 

1192°  C. 

61.75 

38.25 

Friedrich,  Metallurgies,  V,  50. 

FeS  ? 

1133°  C. 

? 

— 

Rontgen,  Metallurgies,  III,  479. 

FeS  ? 

1300°  C. 

? 

— 

Tammann,  ZJoit.  fUr  Anorgiin- 

ischc  Chcxnio,  XLIX,  No.  ,'{, 

320. 

According  to  Le  Chatelier  and  Zieglcr,  and  Treitsehke  and 
Tammann,  iron  sulphide  has  a  transformation  point  at  140°  C., 
with  possibly  a  second  point  somewhat  higher.  This  dimorphic 
change  is  accompanied  by  a  contraction  and  shrinkages  on  cooling, 
and  accounts  for  the  fissured  and  porous  appearance  of  this  sul- 
phide in  mattes. 

From  the  foregoing  it  would  seem  that  the  end  member  as 
regards  iron  sulphide  is  apt  to  be  either  FeS  containing  some  Fe, 
or  FeS  containing  some  S,  the  iron  or  sulphur  in  excess  being  in 
solution  in  the  FeS  if  present  in  not  too  great  an  amount.  Con- 
sidering the  temperature  of  the  production  of  mattes,  which  is 
almost  invariably  above  1200°  C.,  and  the  sulphur  content  of 
matte  as  determined  by  chemical  analysis,  the  iron  sulphide  of 
the  matte  is  without  question  a  member  of  the  series  FeS-Fe. 
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Mattes  were  examined  which  contained  much  metallic  iron.  These 
wore  produced  by  partial  pyrite-smelting,  with  a  slag  of  from  48 
to  49  per  cent,  of  Si02,  requiring  a  tiigh  temperature  for  fusion. 

These  facts  also  explain  the  production  of  the  so-called  "iron 
sows"  found  most  frequently  in  partial  pyrite-smelting  with 
highly  siliceous  slags  requiring  high  temperatures.  The  sows 
represent  the  segregated  iron  from  the  matte.1  It  is  also  prob- 
able that  at  these  high  temperatures  the  reaction  between  FeS 
and  FoaO*  in  the  presence  of  much  FeS  contributes  to  the  forma- 
tion of  metallic  iron.2 


cf 

1130  T 
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1127C0    B 


</<>Qu»  100  DO 
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00 
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70 


80  90          100»%Cu5S 

FIG.  87.  ~~  The  system  Cu2S~Cu. 

2.  Cuprous  Sulphide.  —  This  substance  presents  the  same 
general  aspect  as  iron  sulphide.  It  is  a"  chemical  compound  of 
the  formula  Ou2S,  and  is  the  only  sub-sulphide  known  as  far  as 
the  researches  go.3  Fig.  87  shows  the  curve  of  the  system  Cu2S- 
Cu.  It  is  of  the  same  type  as  that  of  FeS-Fe,  except  that  in 
this  ease  the  eutectic  lies  near  the  metal  side,  and  has  a  compo- 

1  Bee  U!HO  Peter's  Principles  of  Copper  Smelting,  p.  403  (1907). 

2  Engineering  and  Mining  Journal,  LXXVIII,  333  (1904). 
8  Heyn  and  Bauer.    Ibid. 
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sition  of  3.8  per  cent,  of  Cu2S  and  96.2  per  cent,  of  Cu,  and  freezes 
at  1067°  C.  Cu  and  Cu2S  are  practically  insoluble  in  each  other 
in  the  solid  state.  An  addition  of  either  sulphur  or  copper  to 
the  sulphide  has  the  effect  of  lowering  the  melting-point.  Table 
XLVII  gives  data  on  the  melting-point  of  cuprous  sulphide. 

TABLE  XLVII.     MELTING-POINT  AND  COMPOSITION  OF  Cu2S. 


Substance 

Melting- 
Point 

Chemical  Composition 

Reference 

Cu,S  +  S 

1127°C. 

Cu2S,  99.71  per  cent. 

Heyn  &  Bauer,  Metallurgie,  III,  78 

Cu2S 

1135°C. 

Cu2S,  100  per  cent. 

Friedrich,  Metallurgie,  V,  52 

Cu2S  -f  S 

1101°  C. 

Cu,  78.6  per  cent. 

Friedrich,  Metallurgie,  V,  52 

Cu2S  ? 

1085°  C. 

? 

Rontgen,  Metallurgie,  III,  479 

Cu2S  +  S 

1152°C. 

Cu,  78.94  per  cent. 

Hofman,  Trans.,  XXXVIII,  142 

Cu2S  +  Cu 

1110°  C. 

Cu2S,  95  per  cent. 

Cu,  5  per  cent. 

Heyn  &  Bauer,  Ibid. 

I 

Copper  sulphide,  like  iron  and  other  sulphides,  has  the  prop- 
erty of  losing  sulphur  by  volatilization  above  its  melting-point.1 
From  the  foregoing  data,  and  taking  into  consideration  the 
temperature  of  smelting  in  the  production  of  mattes,  and  the 
evidence  furnished  by  chemical  analysis  and  metallographic  re- 
searches outlined  later,  it  is  evident  that  the  end  member  on  the 
cuprous  sulphide  side  is  one  of  the  series  CuteS-Cu. 

Cuprous  sulphide  undergoes  a  dimorphic  change  at  103°  C.2 
At  this  temperature  copper  which  has  previously  been  in  solu- 
tion is  probably  forced  out  as  the  so-called  "moss  copper"  of 
mattes. 

3.  Lead  Sulphide.  —  PbS  is  the  lowest  sulphide,  no  sub- 
sulphides  being  known.  The  system  Pb-PbS,  which  has  been 
worked  out  by  K.  Friedrich  and  A.  Leroux,3  shows  a  curve  drop- 
ping from  the  melting-point  of  the  sulphide  to  that  of  lead  with 
no  eutectic  point  and  a  practical  insolubility  of  the  constituents 
in  each  other  in  the  solid  state.  Table  XLVIII  gives  the  data  of 
the  melting-point  of  PbS.  (See  table  on  next  page.) 

PbS,  like  other  sulphides,  suffers  dissociation  above  its  rnelt- 

1  Friedrich,  Beitrage  zur  Kenntnis  der  Schwefclmetalle,  Metallurgie,  V, 
50  (1908);  alsoV,  122  (1908). 

2Landolt  und  Bornstein,  Phys.  Chem.  Tabcllon,  3d  ed.,  277  (1905). 
3  Blei  und  Schwefel,  Metallurgie,  II,  536  (1905). 
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TAIU.K  XLVIH.    MELTING-POINT  OF  PsS 


("hcitiicul  (  -oinixwition 

SullMtlllHM. 

Point, 

-  -  — 

Bcfcrenco 

IM»Vf, 

^  so 

PbS 

mo<M<. 

StUJ 

I;M 

Kriodrich,  Mctallurgie,  V,  51 

PbS   |S 

1  130°  ('. 

sr>.o 

14.1 

Friodricih,  Mctallurgic,  V,  51 

PbS  }  Pb 

IiM"<'. 

S7.1 

12.9 

Friwlricih,  Mctallurgie,  V,  51 

PbS    ? 

UTO'M-. 

.—  » 

Weidmaim,  Mctallurgie,  III,  660 

ing-point,  and  loses  sulphur,  and  it  is  markedly  volatile  as  a  whole.1 
The  loss  of  sulphur,  however,  is  not  so  marked  as  in  the  case  of 
iron  sulphide  and  cuprous  sulphide.  The  end  member  in  the 
ease*  of  lead  sulphide  in  mattes  is  probably  very  nearly  PbS. 

4.  Zinc  Sulphide.  This  sulphide  enters  into  the  consti- 
tution of  matte  to  but  a  limited  extent.  Its  melting-point  has 
not  been  determined,  due  to  its  marked  volatility  at  high  tem- 
peratures and  the  faeli  that  the  boiling  and  melting-points  lie 
very  elose  together.  Friedrieli  places  the  melting-point  by 
extrapolation  elose  to  1070°  0. 


TUB   BINAUY  KYSTKMS  OF  THK  SULPHIDES  IN  DETAIL. 

a.  Ferrous  Sulphide-Cuprous  Sulphide.  —  This  system  has 
been  investigated  by  Hofman.2  and  Rontgen.*  and  K.  Bornemann 
and  K.  Sehreyer,4  also  by  Baykol!  and  Troutrxoff.5  The  curves  of 
Rontgen  and  Bornemaim  resemble  each  other,  differing,  however, 
much  iu  detail.  They  are  very  complex  and  show  a  number  of 
compounds.  These  of  Ilofman,  ami  Baykoff  also  resemble  each 
other,  and  are  much  simpler  than  the  first-mentioned  'curves, 
showing  no  chemical  compounds.  The  investigation  of  this  sys- 
tem is  very  difficult,  and  dual  results  arc  still  to  be  obtained.  Fig. 
HK  shows  the  Hofmau  curve  and  Fig.  89  that  of  Rontgen.  Ront- 
gen  shown  a  main  euteetic  of  the  following  composition:  FeS,  67 

J  K.  Kricdrirh,  MoliiUurgio,  V,  51  (1908);  Fricdrich  und  Leroux,  Metal- 

io,  II,  5M  (1905). 

•T.A.I.M.K.,  XXXVIII,  142  (1908). 

'Metallurgies   III,  470  (lOOtt). 

*  MotuliurKics  VI,  (U«  (UK)!)). 

6  KIWM*  do  Metallurgio,  p.  510  (1909). 
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FIG.  88.  •—  The  system  FeS-CuaS.     (Hofinan) 


FIG.  89.  —  The  system  FeS-Cu2S.     (Rontgen) 
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and  Cu2S,  33  per  cent.,  freezing  at  895°  C.  Hofman  shows  a 
eutectic,  determined  chiefly  by  metallographic  work,  of  FeS,  863 
and  Cu2S,  14  per  cent.,  freezing  at  860°  C.;  Bornemann,  at  66.3 
FeS,  33.7  per  cent.  Cu2S,  freezing  at  978°  C.  In  mattes  the  eutec- 
tic  composition  is  very  close  to  Cu2S,  21  to  22,  and  FeS,  78  to 
79  per  cent.,  which  corresponds  to  Cu,  17  per  cent. 

Hofman  gives  the  eutectiferous  range  as  extending  from  20 
to  90  per  cent.  FeS,  assuming  the  existence  of  mixed  crystals,  one 
of  10  per  cent,  of  Cu2S  in  90  per  cent,  of  FeS,  and  the  other  of 
20  per  cent,  of  FeS  in  80  per  cent,  of  Cu2S.  The  examination  of 
mattes  confirms  this  view,  although  in  somewhat  different  limits, 
again  referred  to.  In  mattes  no  intermediate  chemical  compounds 
have  been  detected. 

b.  Lead  Sulphide-Cuprous  Sulphide.  —  This  system,  which 
has  been  investigated  by  K.  Friedrich,1  has  the  freezing-point 


OujS-  0 
PbS-100 


FIG.  90.  — -  The  system  Cu2S-PbS. 


curve  shown  in  Fig.  90.  The  end  members  in  the  investigation 
were  not  absolutely  pure,  the  cuprous  sulphide  member  being 
represented  by  Cu2S,  99.6  per  cent.,  and  the  lead  sulphide  member 
by  PbS,  99.6  per  cent.  The  series  is  eutectiferous  throughout, 
implying  but  little  reciprocal  solubility  of  the  constituents  in  the 
solid  state.  The  eutectic  has  a  composition  of  Cu2S,  51  per  cent., 
1  Bleiglanz-Kupfersulfiir,  Metallurgie,  IV,  671  (1907). 
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FIG.  91.  —  The  system  FoS-PbS. 


FIG.  92.  —  The  system 
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and  PbS,  49  per  cent.,  with  the  freezing-point  at  540°  C.     This 
is  the  important  system  in  lead-copper  mattes. 

c.  Lead  Sulphide-Ferrous  Sulphide. —  This  system  has  been 
investigated  by  Weidnuinn.1    The  related  system   of   lead   sul- 
phide-pyrrhotite  has  been  investigated  by  Friedrich,2  with  prac- 
tically the   same   result.     The  freezing-point  curves  are  shown 
in  Figs.  1)1  and  92  respectively.    In  neither  case  are  the  end 
members  the  pure  sulphides,  but  they  are  very  nearly  pure. 

Weidmann.  places  the  eutectic  at  FeS,  25.8,  and  PbS,  74.2 
per  cent.,  with  the  freezing-point  at  782°  C.  Friedrich  gives  the 
eutectic  at  Ke?Ss,  30,  and  PbS,  70  per  cent.,  with  a  freezing-point 
at  8(>3°  C.  Both  investigators  show  the  eutectic  range  to  be  from 
ordinate  to  ordinate,  implying  a  practical  reciprocal  insolubility  of 
the  constituents  in  the  solid  state. 

d.  Silver    Sulphide-Cuprous    Sulphide.  —  K.   Friedrich    has 
investigated  this  system,3  the  freezing-point  curve  of   which  is 
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Fiu.  93.  —  The  system  Ag2S-Cu2S. 

reproduced  in  Fig.  93.     The  system  consists  of  an  unbroken  series 
of  mixed  crystals.     Neither  the  thermal  investigations  nor  the 

*  BleiHtem,  Metallurffc,  III,  660  (1906). 

*  Bldglam-Magnetkies,  Motallurgic  IV,  480  (1907). 

3  ScliwcfcLsilbcr-Kupferaulfur,  Metallurgie,  IV,  671  (1907). 
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microscopic  sections  give  any  indications  of  a  cutectic.  The 
members  were  not  absolutely  pure  sulphides.  The  Ag2S  h 
melting-point  of  835°  C.,  and  the  Cu2S  of  1121°  C.  The  < 
shows  a  minimum  at  677°  C.,  at  a  composition  of  Ag2S,  70. 
Cu2S,  30  per  cent. 

This  is  the  only  system  of  all  those  under  discussion  in  v 
the  constituents  form  an  unbroken  series  of  mixed  crystals 
plying  a  very  powerful  solvent  action.  There  seems  little  <1 
that  in  the  presence  of  cuprous  sulphide,  any  silver  presei 
the  matte  is  held  in  solution  by  the  cuprous  sulphide.  Frou 
results  of  the  system  under  discussion  the  silver  in  mattes  is  j 
ably  present  as  silver  sulphide,  unless  the  temperature  at  v 
the  matte  is  produced  is  unusually  high. 

e.  Silver  Sulphide-Lead  Sulphide.  —  This  system  has 
investigated  by  K.  Friedrich  x  and  is  chiefly  of  interest  in  coi 
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FIG.  94.  —  The  system  Ag2S-PbS. 

tion  with  the  manner  in  which  the  precious  metals  are  ca 
in  mattes.    The  freezing-point  curve  of  the  system  is  show 
Fig.  94.    Neither  of  the  end  members  was  a  pure  sulphide. 
1  Bleiglanz-Schwefelsilber,  Metallurgie,  IV,  479  (1907). 
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melting-point  of  the  A&>S  was  835°  C.,  and  that  of  the  PbS,  1114° 
O.  \  eutectio  omins  of  the  composition  Ag2S,  77,  and  PbS,  23 
per  cent.,  which  has  a  freezing-point  of  630°  C.  The  eutectif- 
erous  range  does  not  extend  across  to  the  ordinates,  but  there  is  a 
reciprocal  solubility  of  2  per  cent,  forming  two  series  of  mixed 
crystals. 

Lead  sulphide,  has,  therefore,  an  appreciable  solvent  action 
ou  silver  sulphide  sufficient  to  assume  all  of  the  silver  in  mattes 
to  bo  in  solution  in  the  lead  sulphide,  provided  cuprous  sulphide 
is  absent.  The  solvent  action  of  cuprous  sulphide  on  silver 
sulphide  is  undoubtedly  more  powerful  than  that  of  lead  sulphide. 

f .  Silver  Sulphide-Ferrous  Sulphide.  —  This  system  has  not 
been  investigated,  hut  it  is  known  that  ferrous  sulphide  has 
practically  no  solvent  action  on  silver  or  on  gold.     Metallic  iron, 
however,  has  a  powerful  solvent  action  on  gold,  the  system  iron- 
gold  forming  two  series  of  mixed  crystals.1    Metallic  iron,  how- 
ever,  has    practically  no   solvent   action   on    silver.2     Cuprous 
sulphide  and  copper,  as  is  well  known,  have  a  powerful  solvent 
action  on  gold, 

g.  Zinc  Sulphide-Cuprous  Sulphide;   Zinc  Sulphide-Ferrous 
Sulphide;    Zinc  Sulphide-Lead  Sulphide;    and  Zinc  Sulphide- 
Silver  Sulphide.    -  These   systems   have   been   investigated   by 
K.    Fried  rich?  and   their   freezing-point    curves    are   shown   in 
Figs.  95,  9(>,  97,  and  98.    Zinc  is  frequently  present  in  matte  as  a 
minor  constituent,  as  a  rule  rarely  above  3  or  4  per  cent.,  and  most 
frequently  IMS  than  this  amount. 

Zinc  sulphidcH'.uprous  sulphide  do  not  alloy,  and  form  no 
eutectie,  Ziue  sulphide  is  practically  totally  insoluble  in  cuprous 
sulphide,  and  vice  versa. 

Zinc,  sulphide-iron  sulphide  possess  a  eutoctic  at  a  compo- 
sition of  KeS,  95,  and  ZnB,  5  per  cent.,  with  a  freezing-point  at 
approximately  1145°  (1  Zinc  sulphide  possibly  forms  a  mixed 
crystal  with  iron  sulphide  up  to  3  per  cent.  Whether  iron  sul- 
phide IB  soluble  in  zinc  sulphide  Is  doubtful. 

Zinc  sulphide-lead  sulphide  possess  a  eutectic  of  a  compo- 

i  Built*,  T.  A.  I.  M.  E.,  XXXV,  606  (1005).  Pierce,  T.  A.  I.  M.  E.,  XVIII, 
454  -457  (1HHI)  !)()),  Spilnbury,  T,  A.  I.  M  .E.,  XV,  767  (1886-7).  B.  Isaac  und 
U.Tammann,  (W  Kinon-Gold  Logimmgen,  Metallurgie,  IV,  469  (1907). 

*  Bollws  Ibid,;  Pierce,  IlritL;  SpiMmry,  Ibid. 

1  Die  Zlinkblcndo  O!H  Stoinbiliier,  Metallurgie,  V,  114  (1908). 
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FIG.  95.  —  The  system  Cu2S-ZnS. 


FIG.  96.  —  The  system  FeS-ZnS. 
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FIG.  98.  —  The  system  Ag2S-ZnS. 
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PbS,  92,  and  ZnS,  8  per  cent.,  with  a  freezing-point  of 
imately  1045°  C.  Zinc  sulphide  is  practically  insoluble  in 
ilphide  when  solid,  and  probably  vice  versa. 
c  sulphide-silver  sulphide  possess  a  eutectic  of  the  compo- 
ZnS,  3,  and  Ag2S,  97  per  cent.,  with  a  freezing-point  at 
.  ZnS  is  practically  insoluble  in  Ag2S.  Ag2S  is  probably 
ally  insoluble  in  ZnS,  or 'only  soluble  to  a  very  limited 

This  is  of  interest  again  in  connection  with  the  condition 
precious  metals  in  mattes,  already  discussed. 
TTE.  —  In  a  microscopic  examination  of  copper  mattes 
pper-lead  mattes,  derived  from  several  metallurgical  opera- 
;he  following  constituents  were  found  to  be  present,  either 
i  part.1 

.4.  substance  hereafter  called  "D"  —  Under  direct-reflected 
t  it  varies  from  a  gray-blue  to  a  sky-blue  to  a  purple-blue 
With  high-power  incandescent  electric  light  the  blue 
3  somewhat  lighter.  This  material  may  be  either  pure 
3  sulphide  (Cu2S),  or.Cu2S  •+•  Cu,  passing  from  this  to  a 
crystal  of  Cu2S-Cu,  holding  in  solution  FeS-Fe  to  a  prob- 
fcent  of  25  per  cent,  of  FeS-Fe  in  75  per  cent,  of  Cu2S-Cu. 
learly  pure  Cu2S,  it  always  shows  the  characteristic  crys- 
ndary-lines  of  that  substance;  its  color  is  then  gray-blue 
blue.  As  the  amount  of  iron  increases  the  color  passes 
:er  blue  and  purplish  blue. 

sections  of  mattes  high  in  copper,  showing  large  fields  of 
iterial,  if  rapidly  cooled,  thus  giving  a  fine-grained  struc- 
cloudy  yellowish  effect  is  often  obtained,  which  is  either 
pient  eutectic,  "B"  (mentioned  below),  or  the  precipita- 
FeS-Fe,  from  a  saturated  solution  on  cooling.  The  sub- 
'D"  is  rarely  porous,  and  usually  presents  a  rather  smooth 
i  surface.  In  relief  polish  it  shows  itself  to  be  the  softest 
various  constituents  usually  present  in  mattes.  It  fre- 

contains  within  itself  in  seams  a  substance  hereafter 
F,"  of  metallic  luster  and  a  copper  color,  which  tests  show 
>ure  or  nearly  pure  metallic  copper.  This  substance  is 
described  below, 

L  substance  hereafter  called  "C."  —  Under  direct  reflected 
;  it  shows  usually  a  gray  brass  yellowish  color.  With 

;on  and  Goodner,  "The  Constitution  of  Copper-Iron  and  Copper- 
i  Mattes,"  T.  A.  I.  M.  E.,  XXXIX,  548  (1908). 
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incandescent  electric  illumination  a  lightening  of  the  color  is 
observable,  hi  mattes  very  low  in  copper  it  sometimes  has -a 
rosin  color  like  that  of  very  pure  blende.  This  material  is  either 
pure  iron  sulphide,  Fe,S,  or  more  usually  FeS  dissolving  some  Fe 
(2  per  cent.),  or,  iu  the  presence  of  Cu2S,  is  a  mixed  crystal  of 
KeS  I<V,  dissolving  us  a  maximum  approximately  5  per  cent,  of 
CutjS.  Cavities  and  blow-holes  are  of  frequent  occurrence  in 
(•his  material.  This  substance  readily  takes  on  a  tarnish  when, 
exposed  to  the  air,  assuming  a  purplish  tinge. 

3.  A  conglomerate  substance,  a  eutectic,  hereafter  called  "B." 
Its  individual  constituents  are  the  substances  "D"  and  "C." 
In  some,  of  the  mattes  examined  this  eutectic  is  very  clearly 
developed.     As  already  mentioned,  the  eutectic  composition  be- 
tween copper  and  iron  sulphide  occurs  at  what  corresponds  to 
about.  ( .noS,  21 ,  and  FeS,  79  per  cent.,  so  that  mattes  low  in  copper 
show  the  existence  of  eutec.tic  very  much  better  than  those  high 
in  copper.    The  eutectic  in  the  mattes  examined  was  both  fine 
textured  and  course  textured,  dependent  upon  the  rate  of  cooling. 
Some  of  the  mattes  examined  consisted  almost  entirely  of  eutec- 
tic.    Many  of  the.  specimens  show  a  very  strong  tendency  to  the 
coalescence  of  the  individual  constituents  of  the  eutectic,  so  that 
the  phenomena  of  eutectic  and  large  masses  of  both  free  mixed 
crystals  "D"  and  "0"  can  be  found  in  an  apparent  violation  of 
the  phase  rule.    This  coalescence  of  the  individual  constituents 
of  the  eutectie  is  more  marked  as  the  amount  of  eutectic  decreases, 
M*.  t  IK*  percentage  of  copper  increases,  and  in  mattes  of  from  45  to 
(K)  per  cent,  of  copper  the  substance  "C"  frequently  occurs  in  iso- 
lated masses  thrown  out  by  the  coalescence  or  segregation  of  the 
Hubstanee.  '*!)"  (of  the  eutectic),  with  the  great  mass  of  excess 
Hubstanec  "  I)."    In  very  rapidly  cooled  mattes  it  takes  powers  of 
from  400  to  900  diameters  to  resolve  the  eutectic  into  its  constit- 
uent^ but  in  slowly  cooled  mattes  low  powers  show  it  plainly. 

4.  A  mbittancG  hereafter  called  "A"  —  Under  direct  reflected 
daylight,  and  electric  light  it  has  a  brilliant  white  color.     It  is 
usually   present  in  irregularly  rounded  and   elongated    grains, 
often  of  considerable  size,  evidently  of  roughly  spherical  or  ellip- 
soid form.    This  substance  answers  to  all  tests  for  metallic  iron. 
It  is  not  a  common,  constituent  of  mattes;   in  fact,  it  is  usually 
absent  except  in  those  produced  in  conjunction  with  a  highly 
siliceoiiH  slag,  at  a  high  furnace  temperature.    It  is  usually  sur- 
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ided  by  eutectic  "B"  or  the  mixed  crystals  "C"  and  "D." 
arever  it  is  in  contact  with  "D"  seems  to  be  a  favorite  place 
bhe  appearance  of  seams  filled  with  "F"  or  metallic  copper, 
elief  polish  "A"  shows  itself  to  be  the  third  hardest  substance 
ent,  coming  after  "C."  It  is  found  in  considerable  quiin- 
3  in  some  of  the  matte  specimens  mentioned  above,  coasti- 
ig  from  one-third  of  the  bulk  downward. 
'.  A  substance  hereafter  called  "F"  —  In  direct  reflected 
ight  and  electric  light  it  shows  a  copper  color,  and  answers 
1  tests  for  metallic  copper.  It  most  frequently  fills  long  thin 
is  and  occurs  as  minute  crystals  in  cavities.  Practically,  it 
riably  occurs  in  fields  of  "D,"  and  may  be  found  in  mattes  of 
copper  tenor  from  the  lowest  to  the  highest,  though  more  of 
curs  in  mattes  high  in  copper,  as  will  be  noted  later.  It  is 
so-called  "moss  copper "  of  mattes. 

.  A  substance  hereafter  called  "G." —  In  direct  reflected 
ight  or  electric  light  it  shows  a  light  purple  color.  It  is  gcn- 
y  in  the  form  of  crystals  of  rhomboidal  cross-section,  sonur 
3  very  much  elongated.  It  is  transluscent.  Some  of  the 
-als  have  zonal  inclusions.  At  times,  instead  of  crystals 
ular  grains  of  this  substance  are  found.  Its  perfect  crystal 
B  proclaims  it  to  be  the  first  of  the  constituents  of  the  matte 
ke  form.  In  most  mattes  but  little  of  this  substance  is  pres- 
and  in  a  number  of  specimens  it  is  practically  absent.  It 
I  not  be  positively  identified,  but  evidence  points  it  out  to 
ither  zinc  sulphide  or  phosphide  of  iron.  It  occurs  most 
ifully  in  mattes  containing  considerable  zinc.  The  mixed 
al  "C"  is  probably  capable  of  dissolving  about  3  per  cent. 
18. 

A  substance  hereafter  called  "I/."  —  In  direct  reflected 
ght  and  electric  light  it  shows  a  light  gray  color.  It  has  a 
rm  peculiarly  smooth  appearance.  Tests  show  it  to  bo 
ically  pure  lead  sulphide,  PbS.  It  is  found  only  in  mattes 
ining  lead  in  appreciable  quantities. 

A  conglomerate  substance,  a  eutectic,  hereafter  called 
—  Its  individual  constituents  are  "L"  (lead  sulphide)  and 

(mixed  crystal,  cuprous  sulphide-iron  sulphide),  already 
:bed  in  detail.  The  eutectic  is  usually  rather  fine  in  tcx- 
very  delicate  and  smooth  in  appearance,  and  of  typical 
iure.  It  shows  the  same  tendency  to  coalescence  that  the 
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eutectie  "B"  does.    The  outectic  between  lead  sulphide-copper 
sulphide  has  been  dismissed  under  the  binary  systems. 

9.  .1  substanrc  hereafter  called  "M" —  By  direct  reflected 
daylight  and  electric  light  it  has  a  light  green  gray  color.  It  ap- 
pears usually  very  sparingly  as  long  thin  strings  of  crystal  grains. 
Its  positive  identification  was  not  possible,  but  it  is  probably 
included  slap;. 

The  above*  seven  substances  and  the  two  eutectics  comprise 
nil  the  eonstituents  of  copper-iron  and  copper-iron-lead  mattes 
found, 

Iron-Copper  Mattes.  —  All  iron-copper  mattes  examined  show 
themselves  decidedly  to  be  conglomerates.  There  is  a  distinct 
eutectie  present,  often  very  beautifully  developed,  especially  in 
slowly  cooled  mattes.  This  cutcctic  is  best  defined  in  mattes  of 
low  copper  content,  as  already  mentioned.  In  mattes  of  35  per 
cent,  of  (Hi  and  above  it  will,  in  most  cases,  be  faint  or  absent, 
due  to  the  strong  coalescence  of  the  individual  constituents  of 
the  eutectic.  In  a  number  of  specimens  examined  this  coalescence 
could  he  plainly  traced,  some  specimens  showing  on  the  one  side 
'of  the*  section  perfectly  developed  fine  eutectic  structures,  which 
gradually  passed  to  a  coarse  eutectic  structure,  and  from  that  to 
the  two  individual  constituents  of  the  matte,  "C"  and  "D,"  in 
isolated  fields.  When  the  matte  contains  about  60  per  cent,  of 
copper  or  75  per  cent.  (toaS-Cu,  and  25  per  cent.  FeS-Fe,  no 
inure  **<"'  is  visible,  as  25  per  cent,  of  FeS-Fe  is  the  amount  of 
thin  HuUstanee  soluble  in  OuaS-Cii,  forming  the  saturated  mixed 
crystal  "I)/1  In  mattes  approximating  this  composition,  but 
just  below  it,  in  fact  down  to  40  per  cent,  of  copper,  eutectic  is 
practically  never  found,  due  to  the  strong  segregation  above 
mentioned,  and  the  substance  "C"  is  present  in  isolated  fields 
within  Hubst-anee  "D." 

A  number  of  specimens  contained  many  cavities  and  cracks, 
these  being  mainly  in  substance  "C."  Cavities  are  but  rarely 
found  in  subHtanw  "D."  When  the  composition  of  the  matte 
approaches  that  of  "white  metal/7  substance  "D"  shows  well 
developed  cleavage  and  crystal  boundary  planes.  Inclusions, 
like*  gas  bubble*,  are  frequently  present.  The  substance  "F,"  or 
metallic  copper,  is  of  common  occurrence,  and  may  be  found  in 
mattes  of  almost  any  copper  tenor.  It  most  generally  occurs  as 
thin,  flat  flhoete  and  wires,  which,  in  the  microscopic  section, 


GENERAL  METALLURGY 

ajp  as  long,  thin  seams.  These  invariably  occur  in  substance 
1  so  that  this  must  be  looked  upon  as  the  source  of  the  me- 
copper.  This  substance  "F"  (metallic  copper),  usually 
ases  in  quantity  with  the  copper  content  of  the  matte.  It 
isent  in  considerable  quantity  in  many  mattes  which  do  not 

its  presence  to  the  naked  eye.  The  substance  "G,"  or  zinc 
ide,  is  a  common  constituent,  although  usually  present  in 

amounts.  Its  general  form  is  that  of  rhomboidal,  trans- 
t,  purplish  crystals,  well  developed,  though  it  may  be  prcs- 
s  irregular  grains  in  some  very  rapidly  cooled  mattes.  The 
ituent  "A,"  metallic  iron,  is  present  only  in  mattes  produced 
•  certain  conditions,  which  have  been  discussed. 
3pper-Iron-Lead  Mattes.  —  In  general  appearance  the  struc- 
Df  these  mattes  is  similar  to  that  of  the  copper-iron  mattes, 
t  that  the  eutectic  usually  present  is  "K,"  that  of  Cu2S  and 

In  some  cases  both  eutectics,  "B"  (Cu2S-Cu,  FeS-Fc),  and 
(PbS,  Cu2S-FeS),  are  found.  The  presence  of  lead  sulphide, 
nmercial  lead-copper  mattes,  usually  reduces  the  amount  of 
so  that,  in  many  instances,  all  of  this  substance  is  in  solution 
i  Cu2S-Cu. 
le  eutectic  "K"  shows  the  same  tendency  of  the  coalescence 

individual  constituents,  "D"  and  "L,"  that  the  eutectio 
does,  though  in  most  mattes  where  it  is  not  present  in  groat 
at  there  is  no  opportunity  for  this  coalescence  as  it  is 
,st  of  all  the  constituents  to  freeze. 

le  reason  for  the  structure  of  mattes  is  developed  in  the 
n  which  follows.  Figs.  99  to  104  inclusive  show  rnicro-photo- 
s  of  iron-copper,  and  iron-copper-lead  mattes. 
ie  Constitution  of  Mattes.  —  It  is  desirable  to  append  a 
ision  of  the  theoretic  constitution  of  the  most  complex  of 
tattes  under  examination,  i.e.  the  iron-copper-lead  mattes, 
er  to  explain  the  results  obtained  in  the  microscopic  examina- 

The  above  matte  should  be  considered  as  belonging  to  a 
y  system,  the  members  of  which  are  assumed  to  be  OiioS, 
Eind  FeS,  though  in  reality  the  end  members  will  be  Gu2S- 
bS  and  FeS-Fe,  as  previously  outlined.  There  is  no  reason 
3wing  this  as  a  quaternary  system,  Cu-Fe-Pb-S,  since  the 
de  compounds  actually  exist  at  the  temperatures  under 
sion.  It  seems  to  be  most  generally  assumed  that  in  a 
y  system  the  freezing-point  of  the  ternary  eutectic  lies 
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FIG.  99.  —  Copper  matte  showing  the  eutectic  "B." 
The  light  portion  is  the  substance  ci~D"  and 
the  dark  portion  is  "C,"  being  the  entities 
making  up  the  eutectic. 


FlQ    10o  —  Copper  matte.    The  light  portion  of  the 
'field  is  "D."    The  dark  portion  is  "F,"  metallic 
.     copper. 
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below  that  of  any  of  the  eutectics  of  the  binary  systems  outer  ing 
into  the  ternary  system.  It  can,  however,  be  mathematically 
demonstrated,  graphically  and  analytically,  by  an  application  of 
Raoult's  and  van't  Hoff's  law,  of  the  depression  of  the  froeHing- 
point,  that  the  ternary  eutectic  point  may  lie  either  below,  at 
the  same  height  (temperature  ordinate),  or  above  the  lowest  of 
the  binary  eutectics.  In  general,  it  is  apt  to  lie  above  the  lowest 
binary  eutectic,  when  the  freezing-points  of  the  euteeties  of  the 
other  two  binary  systems  are  relatively  much  higher  than  that 
of  the  third  or  lowest.  Raoult's  and  van't  HofFs  law  of  the 
depression  of  the  freezing-point  is  applicable  only  to  substances 
insoluble  in  each  other  in  the  solid  state.  It  applies  practically 
to  two  of  the  binary  systems,  PbS-FcS  and  PbS-Cu2S,  and 
not  to  CuoS-FeS.  The  graphical  demonstration  of  a  ternary 
system  can  well  be  made  according  to  the  equilateral  prism  method, 
the  freezing-point  curves  of  the  binary  systems  being  plotted  on 
the  sides  of  the  prism,  ordinates  indicating  temperatures.  In 
the  case  of  simple  V  curves,  the  point  of  intersection  of  the  three 
surfaces  passed  through,  each  two  branches  of  the  V  curves  com- 
mon to  one  constituent  of  the  ternary  system  marks  the  position 
of  the  ternary  eutectic,  as  regards  both  composition  and  tem- 
perature of  freezing. 

Three  binary  systems,  PbS-Cu2S;  FeS-PbS,  and  FeS-Cu-.S, 
enter  into  the  ternary  system  under  discussion.  These  have  been 
fully  discussed,  but  it  is  desirable  to  repeat  the  composition  and 
freezing-points  of  their  eutectics.  Cu2S-FcS:  cuteetic  compo- 
sition, Cu2S,  21,  FeS,  79  per  cent.;  freezing-point,  895°  C. 
Cu2S-PbS:  eutectic  composition,  Cu2S,  51,  PbS,  49  per  cent.; 
freezing  point,  540°  C.  PbS-FeS:  eutectic  composition,  FeS,  25.8; 
PbS,  74.2  per  cent.;  freezing-point  of  eutectic,  782°  C. 

From  a  graphical  demonstration,  taking  into  account  the  na- 
ture of  the  Cu2S-FeS  curve,  it  is  evident  that  the  ternary  eutcctie 
point  lies  above  that  of  the  lowest  binary  eutectic.,  viz.,  PbS-  Cu-S 
at  540°  C.  Therefore  the  ternary  eutectic  is  a  "hidden  eutec- 
tic" and  it  follows  from  analysis  that  no  true  ternary  eutectie, 
i.e.  a  conglomerate  of  the  three  substances,  FeS,  PbS,  Cu2S,  can 
exist  in  the  solid  mass.  In  no  instance  was  there  found  any  indi- 
cation of  a  ternary  eutectic  in  the  mattes  examined,  but  very 
decided  cases  of  two  binary  eutectics.  If  the  ternary  eutectic 
freezing-point  is  lower  than  that  of  any  of  the  threw  binary  eutec- 
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FJU.  101.— Copper  matte.    The  white  portion  is 
metallic)  iron.    The  next  lightest  portion  is  sub- 
c  "D."    The  next  darkest  portion  is  sub- 
"C,11  in  which  the  still  darker  spots  are 
cmvitk'H, 


FIG.  102.  — •  Copper  matte.    Same  as  shown  in  Fig. 
99,  but  under  increased  magnification. 
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tics,  a  ternary  eutectic  conglomerate  should  be  found.  From 
analysis  it  would  also  appear  that  the  main  eutcctic  to  be  found 
in  a  case  such  as  the  above  is  that  of  the  lowest  freezing-point, 
i.e.  PbS-Cu2S,  or  "K."  This  was  invariably  present  in  the  lead- 
copper-iron  mattes  examined. 

In  order  to  demonstrate  the  constitution  more  dearly,  there 
is  outlined  below  the  freezing  of  copper-lead-iron  matte,  making 
certain  assumptions  as  follows: 

1.  That  the  composition  of  the  "hidden  "ternary  euteetiewPhS, 
40;  FeS,  25;  Cu2S;  35  per  cent.,  with  a  freezing-point,  at  600°  O. 

2.  For  the  sake  of  simplicity  in  calculation  the  eutectic  corn- 
position  of  the  binary  eutectics  is  assumed  as  follows  : 

a.  Cu2S-FeS  containing  Cu2S,  20;  FeS,  80  per  cent.,  or  tak- 
ing into  account  that  80  per  cent,  of  Cu2S  dissolves  20  per  (tent, 
of  FeS,  a  eutectic  composition  of  FeS,  75;  Gu2S-Fe8,  25  per  cent., 
with  a  freezing-point  at  895°  C. 

6.  PbS-FeS  containing  PbS,  72,  and  FeS,  28  per  cent.,  freezing 
at  782°  C. 

c.  Cu2S-PbS  containing  Cu2S-FeS,  50,  and  PbS,  50  per  cent., 
freezing  at  535°  C.,  this  again  taking  into  account  the  solubility 
of  FeS  in  Cu2S. 

Case  I.  —  Taking  100  g.  of  matte  of  the  following  compo- 
sition: FeS,  25;  PbS,  25;  and  Cu2S,  50  per  cent.,  and  recalcu- 
lating in  order  to  provide  for  the  FeS  dissolved  in  the  CujjS,  we 
have  62.5  g.  of  Cu2S-FeS,  12.5  g.  of  FeS,  and  25  g.  of  PbS. 
Above  600°  C.,  the  ternary  eutectic,  point,  the  excess  substance  is 
all  that  portion  of  the  matte  in  excess  of  the  ternary  cuteetic  com- 
position. The  ternary  eutectic  composition  of  this  matte,  accord- 
ing to  the  percentage  assumption  above,  is  25  g.  of  PbS,  27.3  g. 
of  Cu2S-FeS,  and  10.1  g.  of  FeS,  a  total  of  02.4  g.  The  excess 
substance  is  therefore  35.2  g.  of  Cu2S-FeS  and  2.4  g.  of  Fc\S,  a 
'  total  of  37.6  g.  As  the  matte  cools  towards  895°  C.,  the  point 
at  which  the  eutectic  between  Cu2S  and  FeS  forms,  the  first  true 
excess,  Cu2S~FeS,  freezes  out,  and  when  895°  C.  is  reached, 
34.4  g.  of  this  substance  or  substance  "D"  will  have  separated 
out.  Then  at  895°  C.  the  eutectic  between  CuaS  and  FeS  freezes 
out,  the  amount  being  3.2-  g.,  composed  of  2.4  g.  of  FeS  and  0  8 
g.  of  Cu2S-FeS. 

The  mother  metal  is  now  of  ternary  eutoctie  composition  and 
simply  cools  from  895°  C.  to  600°  C.,  remaining  molten  during 
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FIG.  103.  —  Copper-lead  matte.  In  the  center  of  the 
field,  faintly  shown,  is  the  eutectic  iCK.3)  The 
light  portion  surrounding  it  is  substance  "D." 
The  darker  substance  adjoining  it  on  the  bottom 
to  the  left  is  substance  "C,"  in  which  are  some 
cavities. 


FIG.  104.  —  Copper-lead  matte.    The  eutectic  "K" 
and  fields  of  substance  "D." 
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this  interval.  Since  a  binary  eutectic  between  PbS  and  Cu2R 
exists  which  has  a  lower  freezing-point  (535°  C.)  than  that  of 
the  "hidden"  ternary  eutectic,  no  true  ternary  eutectie  conglom- 
erate-can freeze  out  at  600°  C.,  but  at  this  temperature  the  "ex- 
cess substance,  over  the  lowest  binary  eutectic,  will  separate  out. 
This  excess  substance,  according  to  calculation,  is  10.1  g.  of  FeS, 
and  2.3  g.  of  Cu2S-FeS,  and  is  in  reality  in  surfusion,  and  while, 
according  to  calculation,  it  represents  an  excess  of  3.2  g.  of  FeS, 
and  9.2  g.  of  eutectic  "B"  (6.9  g.  of  FeS  and  2.3  g.  of  ( WS-FeS), 
it  probably  freezes  out  at  once,  showing  only  incipient  eutectie, 
structure.  The  mother  metal  now  has  the  eutectic  composition 
of  the  eutectic  between  PbS  and  Cu2S-FcS  and  cools  down  to 
535°  C.,  when  it  freezes  to  the  eutectic  "K,"  or  Cu2S-FeS,  50,  and 
PbS,  50  per  cent.,  or,  in  actual  amount,  50  g.  composed  of  25  g. 
each  of  the  above-named  substances,  or  "D"  and  "L." 

It  is  to  be  noted  that  this  manner  of  freezing,  with  the  separat- 
ing out  of  the  eutectic  "B"  at  higher  temperature  while  a  large 
mass  of  mother  metal  is  molten,  gives  the  greatest  possible  oppor- 
tunity for  the  coalescence  of  the  individual  constituents  of  this 
eutectic,  so  that  it  is  to  be  expected  that  segregated  fields 
of  the  individual  substances  rather  than  euteetie  structure 
should  be  found.  This  was  the  actual  result  of  the  microscopic 
examination  of  the  copper-lead-iron  mattes.  The  eutectie  "]*" 
was  found,  but  only  in  isolated  instances. 

Case  //.  —  Taking  100  g.  of  matte  of  the  following  compo- 
sition: Cu2S,  18;  PbS,  20;  and  FeS,  62  per  cent.,-  and  recalcu- 
lating to  provide  for  the  FeS  dissolved  in  the  Cu2S,  we  have 
Cu2S-FeS,  22.5;  PbS,  20;  and  FeS,  57.5  per  cent.  The  ternary 
eutectic  of  this  matte  according  to  the  percentage  composition 
is  20  g.  of  PbS,  21.8  g.  of  Cu2S~FeS,  and  8.1  g.  of  FeS.  The  excess 
substance  is  therefore  0.7  g.  of  Cu2S-FeS,  and  49.4  g.  .FeS.  As 
the  matte  cools  towards  895°  C.,  FeS  separates  out  as  the  first 
true  excess,  and  when  this  temperature  has  been  reached,  47.3  g. 
of  this  substance,  or  "C,"  will  have  separated  out.  Then  the 
eutectic  "B"  freezes,  amounting  to  2.8  g.,  composed  of  0.7  g.  of 
"D"  and  2.1  g.  of  "C."  The  mother  metal  is  now 'of  ternary 
eutectic  composition  and  cools  to  600°  (1,  when  the  excess  sub- 
stance, 8.1  g.  of  FeS  and  1.8  g.  of  Cu2S-FeS,  separates  out,  as 
described  in  Case  I.  The  remaining  mother  metal  now  cools  and 
finally  freezes  to  40  g.  of  eutectic  "K,"  as  described  for  Case  I. 
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Case  III.  —  Taking  100  g.  of  matte  of  the  following  compo- 
sition: PbS,  70;  FeS,  20;  and  Cu2S,  10  per  cent,  (this  is  of  un- 
usual composition  as  regards  ordinary  lead-copper-iron  mattes, 
and  is  taken  here  only  to  outline  the  method  of  freezing),  and 
recalculating  to  provide  for  the  FeS  dissolved  in  the  Cu2S,  we 
have  PbS,  70;  Cu2S-FeS,  12.5;  and  FeS,  17.5  per  cent."  The 
ternary  eutectic  of  this  matte  according  to  the  percentage  eutec- 
tic  composition  is  12.5  g.  of  Cu2S-FeS,  11.4  g.  of  PbS,  and  4.6  g. 
of  FeS.  The  excess  substance  is  therefore  58.6  g.  of  PbS  and  12.9 
g.  of  FeS,  but  it  must  be  borne  in  mind  that  in  order  to  form  the 
final  binary  eutectic,  "K,"  12.5  g.  of  PbS  are  required;  therefore 
the  real  amount  of  the  excess  is  57.5  g.  of  PbS  and  12.9  g.  of  FeS. 

As  the  matte  cools  towards  782°  C.  (the  point  at  which  the 
eutectic  between  FeS  and  PbS  forms),  PbS  separates  out  as 
excess  substance,  until  at  782°  C.,  24.3  g.  has  separated  out;  then 
the  eutectic  of  these  two  substances  freezes,  amounting  to  46.1  g., 
and  composed  of  33.2  g.  of  PbS  and  12.9  g.  of  FeS.  The 
mother  metal  then  simply  cools  to  600°  C.,  the  ternary  eutectic 
point,  when  "excess  substance/7  FeS,  freezes  out,  amounting  to 
4.6  g.  The  remaining  mother  metal,  then  of  eutectic  "K"  com- 
position, cools  to  535°  C.,  when  it  freezes  as  the  eutectic  "K," 
amounting  to  25  g.  The  composition  of  the  matte  as  frozen 
then  is: 

First  excess,  PbS,  or  "L" =  24.3  g. 

(  PbS     .  =  33.2  g. ") 

"     binary  eutectic,  PbS-FeS    j  Fe3  =  12  9  g<  [  46.1  g. 

Second  excess,  FeS,  or  "C" =    4.6  g. 

"       binary  eutectic      f  Cu2S,  FeS =  12.5  g.  \ 

CuaS,  FcS-PbS,  or  "K"    \PbS  '. . .  =  12.5  g. j  -°  g' 

Total   100.0  g. 

These  three  cases  illustrate  the  manner  of  freezing  of  a  copper- 
lead-iron  matte,  and  tend  to  explain  the  constitution  as  found 
by  microscopic  analysis.  The  freezing  of  an  ordinary  copper- 
iron  matte  is  much  simpler  and  need  not  be  further  discussed. 
There  seems  to  be  reason  to  believe  that  in  the  case  of  copper- 
iron  matte  containing  metallic  iron  the  method  of  freezing  is  a 
similar  one,  as  is  indicated  by  the  absence  of  any  evidence  of  ter- 
nary conglomerate  eutectic,  but  the  presence  of  fields  of  metallic 
iron,  indicating  it  as  the  first  excess  substance  to  be  frozen  out. 
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The  case  of  the  probable  zinc  sulphide  crystals,  substance  "G," 
is  explained  in  the  same  manner.  If  the  iron  and  zinc  sulphide 
do  enter  into  any  eutectic  during  freezing,  the  very  powerful 
tendency  toward  coalescence,  already  discussed,  explains  their 
presence  as  isolated  constituents. 

The  Relation  of  the  Microscopic  Constitution  to  the 
Chetoiical  'Composition  of  Mattes. —  It  has  been  frequently 
noted  that  the  sulphur  content  of  mattes  does  not  correspond 
with  that  called  for  by  considering  the  copper,  iron,  lead,  etc., 
combined  as  the  sulphides,  Cu2S,  PbS,  and  FeS.  Table  XLIX 
gives  the  composition  of  mattes  based  on  the  theory  that  the 
metals  are  present  as  sulphides  only. 

TABLE  XLIX.    CALCULATED  COMPOSITION  OF  MATTES  HAVING  THE  METALS 
PRESENT  AS  SULPHIDES 


Copper 

Iron 

Sulphur 

Total 

00.0 

63.64 

36.36 

100  =°FcS 

7.99 

57.28 

34.73 

100 

11.985 

54.094 

33.92 

100 

31.96 

38.184 

29.856 

100 

47.94 

25.456 

26.604 

100 

63.92 

12.728 

23.352 

100 

79.9 

0.00 

20.1 

100  =  OuaS 

The  range  of  sulphur  in  true  mattes,  including  load  mattes,  is 
from  18  to  27  per  cent.  A  very  common  figure  for  ordinary 
copper-iron  mattes  is  in  the  neighborhood  of  23  or  24  per  cent. 
The  sulphur  is  lowest  in  copper-iron-load  matt/ens  and  highest  in 
copper-iron  mattes '  containing  much  iron.  It  is  plain,  that  the 
sulphur  content  is  below  that  called  for  by  the  assumption  that 
all  of  the  metal  present  is  combined  as  the  sulphide.  From  what 
has  gone  before  it  is  not  necessary  to  give  further  explanation. 
Considering  the  temperature  of  the  production  of  most  mattes, 
it  is  evident  that  the  end  members  are  not  Gu2S,  FeS,  PbS,  etc., 
but  are  Cu2S  +  Cu,  FeS  +  Fe,  PbS  +  Pb.  This  is  also  borne 
out  fully  by  the  microscopic  examination.  Witness  the  almost 
invariable  presence  of  metallic  copper,  and  in  certain  rare  in- 
stances the  large  amount  of  metallic  iron.  In  ordinary  mattes 
the  metallic  iron  is  not  visible  microscopically,  being  in  solution 
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in  the  FeS  and  possibly  in  the  Cu2S-FeS  to  some  extent.  When 
present,  however,  in  any  quantity,  it  shows  up  very  plainly. 
Some  further  discussion  is  necessary  in  reference  to  the  metallic 
copper. 

According  to  the  researches  of  Heyn  and  Bauer 1  and  of  other 
observers,  metallic  copper  is  insoluble  in  cuprous  sulphide  in 
the  solid  state.  The  work  of  the  above-named  authors  did  not 
include  the  dimorphic  point  of  Cu2S,  which  occurs  at  103°  C.  It 
has  been  observed  that  metallic  copper,  so-called  "moss  copper/7 
is  sometimes  present  in  mattes  of  a  low  copper  tenor,  as  low  as 
10  per  cent,  of  copper.  In  watching  the  cooling  of  casts  of  this 
matte  it  was  noticeable  that  this  "moss  copper"  appeared  sud- 
denly when  the  matte  was  nearly  cold,  relatively  speaking,  but 
still  too  hot  to  bear  the  hand  upon  it.  This  is  confirmed  by 
C.  S.  Palmer2  and  also  by  E.  L.  Larison.3 

In  view  of  these  facts  it  is  suggested  that  the  dimorphic  point, 
103°  C.,  marks  the  throwing  out  of  metallic  copper  from  solution 
in  the  Ci^S-FeS.  It  has  already  been  shown  that  this  metallic 
copper  originates  exclusively  in  fields  of  Cu2S-FeS,  or  substance 
"D,"  and  not  in  FeS,  or  "C."  The  presence  of  "moss  copper"  in 
mattes  of  such  low  copper  content  will  seem  unusual,  but  the 
explanation  readily  follows  when  it  is  considered  that  these  mattes 
were  produced  by  partial  pyrite  smelting  with  a  slag  containing 
from  46  to  49  per  cent,  of  Si02,  necessitating  a  high  temperature. 
The  presence  of  metallic  iron  in  considerable  quantity  in  these 
mattes  indicates  the  temperature  employed.  Ordinarily,  "moss 
copper"  visible  to  the  naked  eye  is  not  seen  in  mattes  containing 
less  than  30  per  cent,  of  copper. 

Matte  as  a  Carrier  of  the  Precious  Metals.  —  As  to 
which  constituents  of  a  matte  act  as  solvents  for  the  precious 
metals  has  already  been  discussed.  To  recapitulate:  Cuprous 
sulphide  and  silver  sulphide  form  an  unbroken  series  of  mixed 
crystals,  and  there  is  little  doubt  that  when  cuprous  sulphide  is 
present,  silver  is  in  solution  in  this  substance  as  sulphide.  Metallic 
copper,  usually  present  in  copper  mattes,  has  a  powerful  solvent 
action  on  both  silver  and  gold.  Cuprous  sulphide  has  a  power- 
ful solvent  action  on  gold.  Lead  sulphide  has  a  considerable  sol- 

i  Metallurgie,  III,  84  (1906). 

*  Mining  and  Scientific  Press,  XCIII,  604  (1906). 

3  Mining  World,  XXVII,  550  (1907). 
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vent  action  on  silver  sulphide,  but  probably  only  a  limited  one  on 
gold.  Zinc  sulphide  has  very  little  solvent  action  on  silver  sulphide 
and  probably  little  on  gold.  Metallic  iron  has  a  powerful  solvent 
action  on  gold  and  but  a  very  limited  one  on  silver.  Ferrous  sul- 
phide has  practically  no  solvent  action  on  silver  sulphide  or  on  gold. 
Arsenic  and  antimony  are  present  usually  in  very  small  amounts, 
and  in  view  of  the  well-known  feeble  solvent  action  of  "speise," 
it  is  believed  that  their  presence  has  practically  no  signifi- 
cance as  a  solvent  for  the  precious  metals.  The  substances  in 
mattes,  therefore,  which  dissolve  precious  metals  and  give  the 
matte  value  as  a  "collector7'  are  cuprous  sulphide,  metallic  copper, 
lead  sulphide,  and  metallic  iron.  In  order  to  collect  both  gold 
and  silver  satisfactorily,  cuprous  sulphide,  or  metallic  copper, 
which  implies  the  first,  is  essential. 

A  matte  may  contain  at  times  unusual  substances  such  as  BaS 
from  the  reduction  of  barite  or  heavy  spar  in  ore,  molybdenum,  in 
appreciable  percentage,  and  also  minor  quantities  of  such  elements 
as  selenium,  tellurium,  bismuth,  arsenic,  antimony,  etc.,  as  shown 
in  Tables  L  and  LI.  Nickel-copper  matte  is  a  common  fur- 
nace product  from  some  ores.  The  system  nickel  sulphide  (Ni3S«)? 
iron  sulphide  (FeS),  is  a  complex  one  and  has  been  investigated  by 
Bornemann1,  (See  tables  on  pages  319  and  320.) 

When  arsenic  and  antimony  are  present  in  considerable  per- 
centage "speise"  is  formed.  Arsenides  and  antimonides  and  sul- 
phides are  not  miscible  to  any  great  extent,  and  when  both  arcs 
present  in  a  fluid  mass;  they  separate  into  two  layers  by  liquation. 

The  appearance  of  matte  varies  considerably.  Copper  mattes 
are  usually  hard  and  dense,  and  when  high  in  iron  frequently 
porous  and  full  of  blow-holes.  Lead  mattes,  on  the  other  hand, 
are  rather  soft  and  crumbly  in  nature.  The  color  of  copper  mattes 
varies  from  a  blue  gray  white  in  the  so-called  "white  metal," 
which  is  practically  cuprous  sulphide,  to  a  dark  brass  color  in 
the  mattes  high  in  iron  and  low  in  copper.  Intermediate  between 
these  two  are  blue  and  purple  tints.  These  colors  refer  to  fresh 
fractures. 

METALLIC  FURNACE  PRODUCTS.    Bullions.  —  These  are  inter- 
mediate furnace  products  produced  in  metallurgical  operations 
and  are  subjected  to  refining  processes  for  the  production  of 
pure  metals,  or  alloys  of  definite  composition.    In  lead  and  cop- 
1  Metallurgie,  V,  13  (1908). 
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per  smelting,  lead  and  copper  are  produced  that  contain  the 
and  silver.  The  term  "bullion"  is  applied  to  copper  and  lead 
when  they  contain  gold  or  silver  or  both.  Precious  metal  bul- 
lions are  produced  in  gold  and  silver  milling  processes  and  are 
often  complex  in  nature.  Table  LII  gives  the  composition  of 
various  products  of  this  type. 

TABLE  LII.    COMPOSITION  OF  METALLIC  FUKNACE  PRODUCTS 


Chemical  Composition 

Material 

AK  oz. 
per  Ton 

Aii  oz. 
per  Ton 

Pb 

Bi 

Sb 

As 

Te 

S 

Fe 

Cu 

Black  copper  1    ... 
Black  copper1  .... 

364.0 
02.2 

1.00 
0.14 

2.531 
0.78 

0.31 
0.0035 

2.789 
0.238 

0.627 
0.052 

0.856 
0.0095 

0.487 
0.796 

5.46 
0.17 

__ 

Co 

Zn 

Lead  bullion  2  

41.18 

O.OGU16 

98.929 

0.0048 

.7203 

.0064 

0.0023 

0.0028 

0.0064 

0.1862 

Co 

IS 

Zn 

Load  bullion2   .... 
Gold  bullion,3  from 
cyanide  process  .  . 

41.20 
per  cent 
7.3 

0.00035 
per  cent 
60.3 

98.965 
7.00 

0.0082 

.5743 

.0074 

0.0068 

Ni 
2.2 

0.0024 
Zn 
15.00 

0.0089 
2  20 

0.2838 
6.50 

do 

9.2 

72.6 

4.90 

— 

— 

— 

7.1 

1.40 

4.80 

Total  C 

Graphite 

C.  Carbo] 

i       Si 

P 

Mn 

S 

Gray  pi#  iron 

370 

352 

0  IS 

285 

0  03 

1  31 

0  0° 

IForffo  iron  

3.09 

2.30 

0.79 

1.35 

004 

036 

0  28" 

White  iron    . 

220 

0.20 

200 

071 

047 

050 

0  19 

Mottled  iron  

3.685 

2.375 

1.31 

0.401 

0.066 

0.115 

0.63 

Interesting  questions  arise  in  reference  to  the  sampling  of 
these  metallic  products.  Lead  and  copper  bullions  are  frequently 
shipped  from  the  plant  producing  them  to  refining  works.  The 
material  is  purchased  or  checked  in  on  the  assays  and  analysis 
of  samples  taken  in  various  ways,  such  as  dip  samples  from  the 
molten,  metallic  bath  in  the  furnace  or  lead  kettles,  or  by  a  sys- 
tematic punching  of  a  certain  number  of  bars  by  a  belt  punch, 
the  punchings  forming  the  sample,  or  by  saw  samples,  certain  bars 
being  sawed  in  half  and  the  sawdust  taken  as  the  sample.  Gold 
and  silver  bars  are  usually  sold  to  the  government  mints  and  are 
sampled  either  by  dip,  punch,  or  chip  samples.  It  is  very  impor- 
tant that  accurate  samples  be  obtained,  on  account  of  the  large 
monetary  value  involved.  As  will  be  noted  from  the  table  of 
analyses,  the  bullions  are  complex  alloys  of  a  number  of  metals 

*  E.  Keller,  T.  A.  I.  M.  E.,  XXVII,  106  (1897). 

2  Hampe,  Zeit.  fur  Berg-Hutten-u.  Salinenwesen,  XVIII,  203. 

3  Rose,  Metallurgy  of  Gold,  331  (1902). 
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and  non-metallic  elements,  and  during  the  freezing  of  the  bars, 
segregation  may  take  place  which  will  effect  a  very  uneven  dis- 
tribution of  the  precious  metals  throughout  the  bar.  For  this 
reason  dip  samples  from  the  molten  metal,  in  which  diffusion  has 
made  the  mass  uniform,  are  most  accurate.  It  is,  however,  not 
always  practicable  for  samples  of  this  kind  to  bo  taken.  The 
nature  of  the  distribution  of  the  metals  throughout  the  bur  is 
dependent  upon  what  other  metals  are  present  and  their  quantity. 
If  molten  lead  containing  silver  be  poured  into  a  mold  and  per- 
mitted to  cool  slowly  it  might  be  expected,  from  an  inspection 
of  the  freezing  curve  of  silver-lead  (page  101),  that  the  silver 
would  concentrate  toward  a  eutectic  and  that  the  part  of  the  bar 
to  freeze  last,  viz.,  the  upper  middle  part,  be  richest  in.  silver,  the 
outside  of  the  bar,  in  contact  with  the  mold,  chilling  quickly,  bo 
of  average  composition,  segregation  not  having  time  to  take 
place,  while  the  rest  of  the  bar  be  lowest  in  silver.  This  lias  boon 
found  to  be  true  for  certain  lead  bullions.1  When,  however,  other 
metals  are  present,  as  for  instance  antimony  with  which  silver 
forms  an  intermetallic  compound,  Ag3Sb,  having  a  freezing-point 
of  560°  C.,  it  is  evident  that  silver  will  be  taken  up  by  antimony 
and  the  whole  course  of  the  freezing  changed,  the  metal  first 
frozen  being  richer  in  silver  than  that  last  frozen,  unless  silver 
antimonide  and  lead  form  a  series,  in  which  occurs  a  euteetie, 
which  would  cause  liquation  toward  the  center.  In.  most  lead 
bullions 2  the  exterior  of  the  bar  is  richer  in  silver  than,  the  interior. 
A  similar  phenomenon  is  shown  by  copper  bullion,8  some  copper 
bullions  being  richer  in  the  center  while  others  are  richer  in  the 
exterior  layers.  The  segregation  in  copper  bullion  is  much  more 
pronounced  than  in  lead  bullion,  and  the  unequal  distribution  is 
again  to  be  looked  for  in  the  nature  and  quantity  of  impurity 
present,  and  to  be  explained  by  the  selective  freezing  of  the  alloy. 
The  problem  is,  however,  a  very  complex  one,  due  to  the  number 
of  metals  present,  and  the  explanation  cannot  be  bused  on  the 
consideration  of  a  single  binary  system.  The  segregation  taking 
place  in  impure  gold  bullion  produced  in  cyanide  mills  is  very 
pronounced,  due  chiefly  to  the  presence  of  zinc  and  lead,  but  may 

1  R.  Rosenlecher,  Berg-  und  Huttenmarmische  Zoit.,  Sept  28  Get  5  1894 

TP    ™™^^o?d^  I3[I'  414  (1894)'    G'  M'  ^bcrtH,  T-  A.  I.  M. 
JtLi.,  JvA-Vlll,  41o  (1898). 

3E.  Keller,  T.  A.  I.  M.  E.,  XXVII,  106  (1897). 


MATTE,  BULLION,  AND  SPEISE  323 

again  be  obviated  by  the  presence  in  certain  proportion  of  a  metal 
like  silver.1  In  gold-platinum  bullion  considerable  segregation 
takes  place,  the  center  of  the  ingot  being  enriched  in  platinum. 
The  anomalous  behavior  of  silver-copper  bullion  has  been  referred 
to  on  page  98.  Segregation  also  plays  an  important  part  in  the 
casting  of  steel  ingots,  the  impurities  generally  concentrating 
toward  the  center  of  the  ingot. 

SPEISE.  —  Speise  is  a  furnace  product  produced  chiefly  in 
load  blast  furnace  smelting,  when  considerable  arsenic  is  pres- 
ent in  the  ores.  It  is  produced  under  essentially  reducing  con- 
ditions. In  smelting  oxidized  copper  ores  containing  arsenic, 
under  reducing  conditions,  it  is  one  of  the  furnace  products.  In 
lead  refining  works,  it  is  produced  at  times  in  a  reverberatory 
furnace  termed  the  " residue  furnace/'  which  smelts  the  skim- 
mings and  various  other  by-products  of  the  "liquating"  or 
softening  furnace  in  which  the  lead  undergoes  a  partial  refining 
preliminary  to  desilverization. 

A  speise  is  essentially  an  artificial  arsenide,  although  anti- 
monide  speises  are  also  known.  The  base  concerned  in  a  speise 
is  most  frequently  iron,  though  nickel  and  cobalt  will  usually 
cniter  the  speise  if  they  be  present,  as  will  also  some  copper.  Essen- 
tially, however,  a  speise  is  an  arsenide  of  iron  into  which  enter 
the  nickel  and  cobalt  and  small  quantities  of  lead  and  other 
metals.  Speises  are  often  produced  in  conjunction  with  matte, 
and  such  speises  always  contain  sulphur,  pointing  to  a  certain 
solubility  of  matte  in  speise.  The  solubility  of  speise  in  matte 
is  comparatively  small. 

Speise  has  a  certain  solvent  power  for  gold  and  silver,  but  to 
what  constituent  of  the  speise  this  is  due  has  not  been  deter- 
mined. The  system  iron-arsenic  has  been  investigated  by  K. 
Friedrich2  withift  the  limits  of  91.6  and  44  per  cent.  iron.  He 
found  the  existence  of  the  compounds  Fe2As,  Fe3As2  and  prob- 
ably FeAs.  The  mixture  of  Fe91.6-As  8.4  per  cent,  has  a  melt- 
ing-point of  1384°  C.  The  compound  Fe2As  freezes  at  919°  C.  and 
FeAs  at  1030°  C.  The  compound  Fe3As2  is  the  product  of  a  reac- 
tion in  the  solid  alloy  which  takes  place  at  800°  C.  At  a  concen- 
tration of  30  per  cent.  As  and  70  per  cent.  Fe,  a  eutectic  occurs, 
between  Fe2As  and  a  mixed  crystal  richer  in  iron,  which  freezes 

1  Ed.  Matthey,  Proc.  Royal  Soc.,  LX,  21  (1896). 

2  Eisen-Arsen,  Metallurgie,  IV,  129  (1907). 
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at  830°  C.  The  melting-points  of  concentrations  between.  70 
and  44  per  cent,  iron  lie  between  830°  C.  and  J()27°C.  In 
general,  the  speises  are  conglomerates  of  various  mixed  crystals 
into  which  the  above  compounds  enter.  Table  LI  1 1  gives  the 
composition  of  a  number  of  speises. 

TABLE  LIII.1    COMPOSITION  OF  SPKLSKB 


Chemical  Composition,  per  cent. 

Material 

Ag 

Au 

Cu 

Pb 

Mo 

F« 

Kn 

Ni 

S 

AH 

Sh 

Lead  furnace  .  . 

speise    

0.0085 

tr 

0.362S 

1.40 

.211 

(50.57 

tr 

0,0870 

5.S2 

:u.-i7 

tr 

do 

0.0301 

.009 

0.25GG 

2.503 

.2155 

70.478 

0.0981 

•I.-101).r> 

LM.-St 

O.H50 

oz 

oz 

do 

35.0 

.05 

— 

— 

— 

50.10 

— 



O.KH 

31.54 

.„-. 

per  cent 

do 

Copper  speise2 

0.02 

tr. 

0.409 
52.0 

3.245 
35.0 

z 

5G.70 

— 

0.783 

10.0 
I  .38 

L»U.7r> 
2.75 

1  .OOS 

.'i.."M 

do 

~~ 

26.0 

1G.7 

"" 

22.0 

— 

•"""• 

4.13 

1  1  .0 

i;*.r> 

See  also,  K.  Friedrich,  Ni-As.  . .  Mctallurgio,  JV,  200  (1007). 

Cu-As.  ..          "  11,477(1905). 

Pb-As.  . .  "  III,  41  (ItHXi). 

K  Friedrich  und  A.  Leroux,  Zn-As.  . .  "  III,  477  (1{)()0). 

Ag~As.  ..  "  HI,  192  (19()t)). 
and  other  systems  of  similar  nature  in  Vol.  V, 


1  Hofman,  Metallurgy  of  Lead,  p.  354  (1899). 
2Hiihn,  Gluck  Auf.,  p.  1165  (1905). 


CHAPTER  X 
.KKKKACTORY  MATERIAL  FOR  FURNACES 

I.  General.  A  refractory  material  is  any  substance  used 
in  furnace  (Construction  under  such  conditions  as  to  be  subjected 
to  the  effect  of  high  temperatures,  that  will  withstand  the  tem- 
perature encountered  and  not  melt,  and  also  will  resist  such 
abrasion  or  corrosion,  as  may  occur  at  the  places  where  it  is  used. 
The  number  of  good  refractory  substances  is  not  large  and  the 
variety  of  conditions  under  which  they  are  used  is  considerable. 
A  refractory  material  must  possess  the  following  properties. 

1.  //  must  l>c  coMjHtrat-ivdy  wfuxihlc,  viz,,  it  must  have  an 
appreciably    higher    melting    temperature    than    that  which    is 
attained  in  that  part  of  the  furnace  in  which  it  is  used.    The  tem- 
peratures attained  in  metallurgical  furnaces  vary  much;  thus  the 
range  is  wide  from   1000  or  1100°  ('.,  found  in  ore-roasting  fur- 
naces, to  the  H500  or  3600°  C.  attained  in  certain  electric  furnaces. 
The  temperatures  found  in  the  iron  blast  furnace,  may  be  as  high 
us  HM)0°  ( -.  just   in  front  of  the  tuyeres,  while  in  the  Bessemer 
converter  and   the  open-hearth   furnace  for  steel,  M. 600°  C.   are 
of  I  en  obtained.     While  very  high  temperatures  may  be  reached 
in  certain  portions  of  a  furnace,  such  as  in  the  interior  of  the 
lower  part  of  the  blast  furnace,  those  parts  of  the  furnace  in  winch 
the  refractory  material  is  employed,  as  the  walls,  may  not  be  sub- 
ject to  such  high  temperatures,  due  to  the  effect  of  a  constant 
and  rapid  radiation  of  heat.     A  fair  grade  of  fire-clay  brick  will 
melt   at  approximately   1400°  (!.,  while  impure  magnesia  melts 
at  about  UrJSO"  ( -.  and  graphite  is  practically  infusible. 

2,  Itrxixtnnet'  to  abrasion.  ---  Refractory  material  may  be  used 
m  such  parts  of  furnaces  where  it  is  subjected  to  heavy  wear 
by  abrasion.    Thus  in  the  upper  parts  of  the  iron  blast  furnace, 
the  fire-brick  lining  of  the  interior  walls  is  subject  to  abrasion  by 
the  rough  edges  of  the  irregular  pieces  of  ore,  coke,  and  limestone 
of  the  descending  charge.    The  question  of  abrasion  is  one  of 
relative  hardness  and  toughness  of  the  materials  that  come  in 
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contact.     In  this  connection  it  must  be  borne  in  mind  that,  the 
'     hardness  of  the  refractory  material  at  the  high  temperature  :it 
which  it  may  be  used,  is  not  that  which  it  has  at  ordinary  tem- 
peratures.    It  may  be  very  materially  softened,  though  far  from 
its  melting-point.     Thus   magnesia  softens  very  appreciably  a,t 
1500°  C.    As  examples  of  the  occurrence  of   abrasion    may  be 
mentioned  the  gas  and  air  ports  of  open-hearth  steel  furnaces, 
which  in  turn  are  exhaust  ports  for  the  products  of  combustion. 
These  products  of  combustion  in  the  early  part  of  the  melt  may 
carry  considerable  flue-dust,  in  the  form  of   sharp  particles  of 
ore  and  limestone,  which,  due  to  the  high  velocity  at  which  they 
are  carried,  cause  considerable  abrasion  on  the  refractory  material 
of  which  the  ports  are  constructed.     In  reverberatory  smelting 
furnaces  for  copper  ore  there  is  at  times  much  abrasion  of  the 
interior  walls  where  the  liquid  charge  is  in  contact  with  the  wall. 
The  charge  is  in  more  or  less  constant  motion  [(particularly  in 
copper-refining  furnaces,  due  to  the  working  or  "rabbling"  of  the 
charge).     While  a  perfectly  liquid  charge  would  not  cause  abra- 
sion, the  part  of  the  charge  in  contact  with  the  walls  may  be 
unmelted    due    to    the    lower   temperature    prevailing    here  on 
account  of  radiation  from  the  walls,  and  the  solid  unmelted  ore 
particles,  more  or  less  hard,  working  up  and  down,  abrade  the  wall. 
3.   Resistance  to  chemical  corrosion.  —  The  linings  of  furnaces 
are  subject  to  chemical  action  from  the  furnace  charge  or  con- 
tents under  certain  conditions.     In  general  the  lining  of  the  fur- 
nace must  be  of  such  a  nature  as  not  to  be  unduly  corroded  by 
the  furnace  charge.     Thus  in  reverberatory  copper-smelting  fur- 
naces in  which  a  slag  of  rather  low  silica  contents  may  be  pro- 
duced, the  walls  might  be  lined  with  a  silica  fire  brick,  which 
would  be  of  high  temperature  resistant  qualities,  but  would  be 
quickly  corroded  by  the  slag  abstracting  silica  from  it,  and  by  the 
matte,  its  iron  oxidizing  in  the  presence  of  air  and  taking  up 
silica.    The  proper  lining  would  be  a  highly  aluminous  day  brick, 
or  a  magnesia  brick,  or  still  better,  if  the  cost  permitted  it,  a 
"neutral"  material  like  chromite,  not  acted  on  by  slag  or  matte. 
Under  certain  conditions  it  may  be  desirable  to  have  a  furnace 
lining  that  suffers  corrosion,  thereby  furnishing  material  for  the 
slagging  of  oxides.     Thus  in  the  converter  for  copper  matte,  the 
lining   is   made  of  "gannister"  —  crushed  quartz,   or  a  highly 
siliceous  ore  mixed  with  just  sufficient  clay  to  bind  the  particles. 
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This  is  tamped  into  place  in  considerable  thickness.  During  the 
blowing;  of  the  matte,  the  ferrous  oxide  formed,  unites  with 
the  silica  in  the  lining  to  form  ferrous  silicate,  a  fluid  slag.  If 
the  silica  were  not  provided  for,  infusible  scoria  of  magnetic  and 
feme  oxide  would  result.  Most  recent  practice,  however,  lines  the 
converters  with  basic  magnesia  brick,  not  attacked  by  the  ferrous 
oxide,  and  introduces  siliceous  material  in  the  form  of  an  addition 
to  the  charge,  thus  avoiding  the  heavy  expense  of  labor  in  con- 
tinuously having  to  reliue  the  converters. 

Aside  from  the  corrosion  of  furnace  lining  the  nature  of  the 
lining  may  exercise  an  important  function  in  the  chemical  reac- 
tions of  the  metallurgical  processes.  In  the  basic  open-hearth 
process  for  making  steel  the  removal  of  phosphorus-  is  an  impor- 
tant consideration.  It  is  found  essential  that  the  part  of  the  lining 
in  contact  with  the  molten  bath  should  be  "basic/'  i.e.  not  contain 
nu  appreciable  amount  of  silica,  since  this  if  be  present  above  a  cer- 
tain amount,  the  phosphorus  which  oxidizes  and  enters  the  slag  as 
a  lime  phosphate  and  is  thus  removed  is  again  reduced  by  the 
action  of  silica  and  metallic,  iron  present  and  reenters  the  steel 
bath,  The  lining  of  these  furnaces  is  generally  magnesia.  Cor- 
rosion of  refractory  lining  is  also  frequently  caused  by  metallic 
vapors  and  gases. 

4,  /VH/MT///  in  withxlnnd  Midden  clianyex  in  temperature. — 
I'nder  certain  conditions  of  use  the  refractory  material  in  fur- 
naces may  be  subjected  to  sudden  changes  of  temperature.  This 
occurs  around  furnace  openings  or  doors  in  reverberatory  fur- 
naces and  is  due  to  the  cooling  effect  of  inrushing  air.  Magnesia 
brick  is  subject  to  spalling  and  cracking  under  such  conditions. 
Chromitc  brick  will  withstand  sudden  changes  of  temperature. 

f>.  /,rw»  hcnt  wnduHivilu*  It  is  essential  to  conserve  as 
much  heat,  as  possible*  within  the  furnace,  and  reduce  the  loss  by 
radiation  to  a  minimum.  Fortunately  most  refractory  materials 
have  low  conductivity,  though  there  is  much  variation  in  this 
respect-  with  the  several  materials.  This  is  further  referred  to  in 
the  paragraph  on  the  physical  properties  of  refractory  materials. 

Furnaces  an*  often  built  of  a  number  of  different  refractory 
materials,  the  choice  in  particular  parts  of  the  furnace  being 
dependent  upon  the  conditions  existing.  Thus  magnesia,  highly 
refractory,  but  a  good  heat  conductor,  may  be  backed  up  by  silica 
brick,  practically  a  non-conductor,  to  keep  the  radiation  loss  as 
low  an 
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6.  Resume.  — It  is  evident  that  no  one  refractory  material 
can  possess  to  a  high  degree  all  the  aforesaid  properties.  Thus 
silica  brick  can  resist  high  temperatures,  but  as  it  is  not.  firm  or 
tough  cannot  resist  abrasion  successfully.  It  is  also  subject  to 
corrosion  by  basic  slags,  viz.,  those  low  in  silica.  It  could  not 
be  used,  therefore,  where  resistance  to  abrasion  and  non-corrosive* 
qualities  under  the  conditions  stated  arc  called  for.  It-  is  there- 
fore essential  to  choose  such  a  refractory  material  as  possesses 
to  the  highest  degree  most  of  the  properties  called  for  under  the 
conditions  of  use.  The  material  must  also  be  reasonably  cheap; 
thus,  chromite  in  many  cases  is  an  ideal  refractory  material,  but 
its  relatively  high  cost  prohibits  its  use,  so  that  often  a  less  suit- 
able material  will  be  used  in  its  place. 

Classification  of  Refractory  Material. —  The  slugs  pro- 
duced in  the  furnaces  are  the  chief  agents  in  the  corrosion  of 
refractory  linings,  and  as  these  slags  are  in  the  main  silicat.es, 
viz.,  compounds  in  which  silica  —  SiO2  —  is  the  acid  radical,  or 
are  metallic  oxides,  which  readily  unite  with  silica,  we  base  the 
classification  of  refractory  materials  on  their  behavior  to  silica. 
The  chief  divisions  are  therefore:  1.  Acid  refractories-  those 
which  are  not  corroded  by  silica  or  siliceous  slags,  but  sin*  cor- 
roded by  oxide  slags,  or  basic  slags,  viss.,  of  low  silica,  tenor. 
2.  Basic  refractories,  those  which  are  not  corroded  by  oxide  slags, 
or  basic  slags,  but  are  corroded  by  silica  or  siliceous  slags.  The 
dividing  line  is  not  a  very  sharp  one;  thus  fire  clay  is  usually 
classed  as  an  acid  and  sometimes  as  a  "neutral"  refractory, 
but  as  it  differs  widely  in  composition,  from  aluminous  to  siliceous 
varieties,  it  has  no  definite  classification.  3.  A  third  division  is 
added,  viz.,  those  refractories  that  are  not  attacked  by  either 
basic  or  acid  slags,  such  as  chromite,  and  graphite.  These  are 
classified  as  "neutral  refractories."  The  accompanying  list, 
enumerates  the  chief  refractories  in  use: 

1.  Siliceous  refractories. 

a.  Fire  clay,  aluminous  fire  clay,  siliceous  fire  clays, 

b.  Dinas  and  silica  brick. 

c.  Gannister  —  quartz  furnace  sand. 

2.  Basic  refractories. 

a.  Magnesite  and  magnesia. 

b.  Dolomite  —  lime. 

c.  Bauxite, 
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0.  Xenlntl  refractories. 

a.    ( . -hnmute. 

/>.    (Iraphitc. 

r.    Carborundum  and  siloxieon. 

Most  of  these  refractories  are  put  on  the  market  in  various 
forms,  in  the  shape  of  crushed  and  ground  material,  standard 
bricks,  and  shapes,  and  tiling  suitable  for  furnace  construction, 
special  forms,  as  nmflles  and  retorts,  and'  special  shapes  of  brick 
and  tiling  for  particular  uses.  The  shapes  are  usually  molded, 
pressed,  and  burnt  at  comparatively  high  temperatures,  the  mode 
of  manufacture  frequently  having  decided  influence  on  certain 
of  their  important,  properties,  such  as  resistance  to  abrasion,  con- 
ductivity, etc.  It,  is  not.  within  the  province  of  this  work  to  go 
into  the  manufacture  of  the  finished  material  in  detail.  The 
nature  and  properties  of  the  material  only  will  be  discussed. 

1.  ACID  KKKHArnmnos.    a.  Fire  Clay  and  Fir e-Clay  Brick. — 
Kin1  clay  and  its  products  in,  point  of  quantity  used  is  the  most 
important   refractory  material.     The  essential  constituent  of  all 
clays,  including  (ire  clay,  is  the  mineral  kaolinite- — a  hydrated 
silicate   of  alumina,     -  Alj»Oa-2  SiO2'2HoO,  containing   SiOo,  46.5; 
AM  );i.  'W.«r>;  I M ),  M  per  cent.    This  mineral  possesses  the  property 
of  bring  very  plastic'  when  mixed  with  a  comparatively  small  per 
cent,   of   water  and   may  thus  be  readily  molded  into  shapes, 
(lays  art1  mixtures  of  kaolinite,  with  other  minerals,  in  various 
proportion,  but  with  enough  kaolinite  present  to  preserve  plas- 
ticity.     Kaolhiife  is  a  decomposition  product  of  aluminous  min- 
erals like   the   feldspars,  and  when  forming  clay  beds  is  often 
intermixed  with  quarts!  particles  in  the  form  of  sand;    undecom- 
posed   particles  of  feldspar;    mica;    pyrite  or  its  decomposition 
product   ferric  oxide;    titanium  oxide,  probably  in  the  form  of 
rut  Lie;    lime,  and   magnesia,  usually  in  combination  with  silica, 
or  as  carbonates  or  as  constituents  of  residual  feldspar,  to  which 
is  also  due  the  presence  of  the  alkalies,  K20,  Na20. 

The  essential  constituents  of  fire  day  are  —  alumina  and  silica, 
which  should  in  almost,  all  instances  comprise  from  92  to  98  per 
cent,  of  the  mass  of  the  clay.  The  other  constituents  are  usually 
classed  as  *' fluxes."  They  arc  impurities  which  will  lower  the 
refractoriness  of  the  clay  appreciably.  The  fluxes  are  — ferric 
oxide,  Fe,0,;  titanium  oxide,  Ti()a;  limc,CaO;  magnesia,  MgO; 
anil  the  alkalies,  sodium  and  potassium  oxides,  K20  and  Na20. 
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It  is  generally  stated  that  the  total  fluxes  should  not  exceed  3  to 
4  per  cent.,  but  under  certain  conditions;  such  as  in  a  very  coarse 
textured  clay  high  in  alumina,  they  may  even  mount  to  10  per 
cent,  and  the  clay  still  be  a  fire  clay,  though  not  of  a  high  refrac- 
toriness. The  relative  amount  of  the  different  fluxes  present 
also  has  its  influence;  ferric  oxide  probably  tending  to  lower  the 
refractoriness  of  a  clay  more  than  the  other  fluxes  present,  par- 
ticularly if  carbonaceous  matter  be  present  in  the  clay. 

The  silica  in  a  fire  clay  is  present  as  combined  silica,  with 
alumina,  and  possibly  a  small  amount  with  some  of  the  fluxes, 
and  as  non-combined  silica  or  quartz  sand.  That  which  is  present 
as  quartz  sand  acts  as  a  flux  to  the  kaolinite  and  lowers  the  melt- 
ing-point of  the  mixture  until  a  eutectic  point  at  90  per  cent. 
SiC>2  is  reached  at  1600°  C.  From  that  point  it  rises  again  to 
the  melting-point  of  silica.  Fig.  105  gives  the  melting-point  curve 
of  silica-alumina  as  determined  by  Shepherd  and  Rankine.1 
The  melting-point  of  silica  is  given  by  Day  and  Shepherd  as 
1625°  C.,2  but  by  Roberts-Austen  as  1775°  C.,  and  by  Boudouard 
as  1830°  C.3  The  melting-point  of  alumina  is  given  by  Hcmpel 
as  1880°  C.,  which  is  probably  low.  There  is  one  compound  in. 
the  series  corresponding  to  the  mineral  sillimanite  AWVSiOo, 
melting  at  1811°  C.  Kaolinite,  dehydrated,  is  shown  on  the 
diagram  by  a  dotted  line. 

Fire  clay  is  used  as  a  refractory  material  chiefly  in  the  form  of 
fire  brick  and  'other  molded  forms.  The  ordinary  mode  of  manu- 
facture is  to  temper  the  natural  clay  in  pits  with  water,  molding 
the  mixture  by  hand  or  in  "soft  mud"  machines  into  bricks, 
re-pressing  and  drying  them,  and  then  burning  the  same  in  down- 
draft  kilns  at  a  temperature  between  1330  and  1370°  C.  (seger 
cones  10-12).  Often  mixtures  are  made  of  burnt  fire  clay,  etc., 
in  certain  proportion,  with  raw  clay.  This  is  done  to  obtain  coarse 
textured  brick  and  reduce  shrinkage.  In  burning  there  is  con- 
siderable shrinkage,  due  to  the  driving  out  of  the  combined  water. 
The  amount  of  shrinkage  is  largest  with  the  highly  aluminous 
clays  and  least  with  the  sandy  clays  and  ordinarily  amounts  to 
5  to  12  per  cent. 

The  texture  of  the  fire  clay  and  that  of  the  brick  have  an  im- 

1Am.  Journ.  Science,  4th  Series,  28,  293  (1909). 

2  Journ.  Am.  Chem.  Soc.,  XXVIII,  1096  (1906). 

3  Journ.  I.  and  S.  I.  (1905),  No.  1,  350. 
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portant  bearing  on  its  refractoriness.  If  the  clay  be  in  very  fine 
particles  or  grains  the  brick  made  from  it  will  be  of  lower  refractori- 
ness than  one  of  the  same  chemical  composition  that  has  a  large  per- 
centage of  coarse  particles.  This  texture  is  an  inherent  property 
of  the  clay,  but  in  fire  brick  may  be  obtained  by  suitable  mix- 
tures. Chemical  composition  being  on  a  par,  the  refractoriness 
of  fire  brick  is  much  increased  by  the  coarseness  of  texture. 
The  general  structure  of  the  brick  usually  is  that  of  comparatively 
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FIG.  105.  —  The  Al203-Si02  series. 


coarse  grains  imbedded  in  a  ground  mass  of  fine  grains.  The 
greater  in  quantity  this  ground  mass  is,  the  more  easily  will  the 
brick  show  incipient  fusion.  The  principle  governing  this  is  the 
same  as  that  of  the  "formation  temperature"  of  slags,  page  272. 
While  the  refractoriness  of  fire  brick  is  increased  by  the  coarse- 
ness of  texture,  obtained  by  mixing  the  crushed  burnt  clay  and 
the  raw  clay  and  reburning,  the  resistance  to  corrosion  and  abra- 
sion is  often  greatest  in  those  bricks  that  are  hard  and  dense,  as 
when  made  almost  entirely  from  a  fine-grained  raw  clay. 
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TABLE  LIV.    COMPOSITION  OF  FIRE  CLAYS 


Locality 

Chemical  Composition 

Si02 

A1203 

Fe2O3 

CaO 

MgO 

K20  + 
Na2O 

Water 

Mois- 
ture 

TiO2 
1.30 

1.0 

O.C8 
O.SO 

FeO 
1.2 

Woodbridge, 

N  J  i 

46.90 
71.80 
40.64 
52.0 
62.0 
40.8-48 
55.21 
44.04 

76.24 
44.60 
63.22 
50.35 

76.78 

35.90 
18.92 
41.19 
33.0 
24.0 
37-43.2 
31.18 
39.44 

16.87 
40.05 
24.72 
33.64 

14.43 

1.10 
O.S8 
3.27 
1.50 
1.90 
0.15-O.S3 

0.07 
FeO 
0.94 

0.16 
0.80 
0.43 

0.75 

0.18 

0.65 
0.50 
0.70 
0.28-1.93 
0.18 
0.07 

0.50 
0.27 
0.30 

2.18 

tr 
0.10 
0.30 
0-0.58 
0.11 
0.11 

tr 
tr 
0.13 
tr 

0.95 

0.44 
0.48 
tr 
0.7 
0.7 
0.2-1.20 
0.23 
0.72 

1.09 

tr 
tr 
0.58 

tr 

12.80 
6.70 
14.74 
12.0 
10.5 
13.3-15 
13.02 
14.13 

5.14 
14.23 
8.63 
11.75 

4.62 

1.50 
0.50 

SO-3 
0.35 

2.13 

Woodbridge, 
N  J.1 

Woodbridge, 
N.  J.1  

Mexico  Dist., 
Mo.2  

St.  Louis,  Mo. 
Flint  Clay, 
Mo.2  

Mt.  Savage, 
Pa.3     .  .    . 

Sharon,  Pa.3  . 
Haydenville, 

O.3   

Scioto  Co.,  0. 
Pueblo,  ColA 
Golden,  Col.3. 
Rapid  City,  .  . 
S.  D.3  .  .  .  .  ! 

Tensile  strength  of  fire  days.  —  This  property  has  a  practical 
bearing  in  so  far  as  a  clay  possessing  considerable  tensile  strength 
can  more  readily  be  molded  and  worked  than  one  that  does  not. 
It  also  permits  of  the  addition  of  considerable  non-plastic  material, 
as  burnt  clay,  quartz,  etc.  The  tensile  strength  of  air-dried  fire 
clay  varies  from  about  50  to  285  Ibs.  per  square  inch. 

The  composition  and  refractoriness  of  fire  brick.  —  The 
refractoriness  of  fire  brick  is  dependent  on  the  clay  from  which 
it  is  made,  but  to  some  extent  also  on  the  mode  of  manufacture, 
as  bearing  on  the  texture,  density,  hardness,  etc.  The  accom- 
panying table  gives  the  composition,  refractoriness,  and  texture 
of  a  number  of  different  manufactures  of  fire  brick. 

The  price  of  fire  brick  varies  with  refractoriness  and  general 
excellence;  thus  at  the  present  time  (1909)  the  price  in  St.  Louis 
is  $10  to  $35  per  M.  "It  is  evident  that  the  type  of  brick  to  be 
used,  viz.,  whether  highly  aluminous,  or  high  in  silica,  must  be 
carefully  determined  by  the  conditions  of  use.  A  number  of 
formulas 4  have  been  proposed  and  used  to  calculate  the  refrac- 
toriness of  fire  brick  from  the  chemical  composition,  such  as 

JH.  Ries,  T.  A.  I.  M.  E.,  XXXIV,  254  (1904). 
2  H.  A.  Wheeler,  T.  A.  I.  M.  E.,  XXXV,  720  (1905). 
3H.  Ries,  Clays — Occurrence,  Properties,  and  Uses  (1906). 
4H.  O.  Hofman,  T.  A.  I.  M.  E.,  XXIV.,  42  (1894). 
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Bischoff's  and  Seger's  and  Wheeler's,1  this  last  also  taking  into 
account  the  texture,  but  while  they  give  fair  results  for  any  one 
particular  clay,  they  are  not  of  universal  application.  Refrac- 
toriness is  now  determined  in  experimental  laboratory  furnaces. 

b.  Dinas  Brick,  Silica  Brick.  —  The  original  Dinas  or  silica 
brick  is  made  from  pure  sandstone,  occurring  in  the  Vale  of 
Neath  in  Wales.  The  composition  of  the  best  stone  is:  Si02, 
98.31  per  cent.;  A1203,  0.72  per  cent.;  Fe203,  0.18  per  cent.; 
CaO,  0.22  per  cent.;  alkalies,  0.18  per  cent.;  moisture,  0.35 
per  cent.  The  lowest  percentage  of  Si02  is  about  96.50  per  cent., 
with  a  corresponding  increase  of  fluxgs.  The  material  is  not 
plastic  like  clay.  The  rock  is  burnt  in  furnaces,  to  calcine  it, 
then  thrown  hot  into  water  to  disintegrate  it,  after  which  it  is 
coarsely  ground  and  mixed  witjjt  2-3  per  cent,  of  lime  in  the  form 
of  milk  of  lime  a^l  molded  into  shapes.  Much  care  must  be 
exercised  in  handling  the  molded  shapes  as  they  are  not  tough. 
They  are  burnt  in  kilns  at  fairly  high  temperatures,  sufficient  to 
cause  a  formation  of  lime  silicate  which  forms  on  the  outside  of 
the  grains  and  acts  as  cement  or  binding  material.  The  average 
per  cent,  of  silica  in  "Dinas"  brick  is  95.64  per  cent. 

This  brick  is  of  a  coarse  texture,  and  rather  friable  and  brittle. 
It  will  not  withstand  abrasion,  and  of  course  is  highly  corroded  by 
basic  slags.  It  is  used  in  parts  of  furnaces  where  it  must  with- 
stand high  temperature,  but  is  not  subject  to  corrosion  or  abra- 
sion, such  as  in  the  roofs  of  open-hearth  steel  furnaces,  roofs  and 
flues  of  reverberatory  copper  furnaces,  etc.  In  the  United  States, 
much  silica  brick  is  used,  and  some  of  it  is  imported  Dinas  brick, 
while  a  large  part  is  manufactured  here  —  chiefly  in  Pennsyl- 
vania. An  analysis  of  American  brick  gave  Si02,  94.07  per  cent.; 
Fe203  +  Alo03,  3.66  per  cent.;  CaO,  1.39  per  cent.;  MgO,  0.19 
per  cent.  There  is  a  difference  between  Dinas  and  ordinary 
so-called  silica  brick,  in  that  in  Dinas  brick  the  binding  material 
is  lime  silicate,  while  in  many  silica  brick  the  binding  is  (Jay. 
Almost  any  brick  high  in  silica  is  termed  silica  brick,  though  it 
may  be  of  low  refractoriness.  As  already  pointed  out,  the  low- 
est refractoriness  of  fire  brick  lies  in  the  vicinity  of  90  per  cent. 
Si02,  not  taking  into  account  the  fluxes.  True  silica  brick  should 
contain  not  less  than  95  per  cent.  Si02,  and  is  now  made  in  the 
United  States,  of  very  high  quality. 

c.  Gannister.  —  The  term  gannister  was  originally  employed 
1  H.  A.  Wheeler,  Eng.  and  Min.  Jour.,  March  10,  1894. 
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to  designate  a  close-grained  dark-colored  argillaceous  sandstone 
found  m  t,he  Carboniferous  formation  near  Sheffield,  England. 
An  approximate*  composition  is:  quartz,  83  per  cent.;  clay, 
1H  per  cent;  impurities  and  moisture,  4  per  cent.  The  term  is 
now  applied  to  any  similar  rock,  consisting  chiefly  of  quartz  and 
containing  just  sufficient  clay  material  to  act  as  a  bond  and  not 
enough  fluxing  ingredients  to  lower  its  refractoriness  materially, 
(iannistcr,  however,  is  made  most  extensively  by  mixing  crushed 
quarts!;,  quartsdte  or  highly  siliceous  ore,  with  enough  clay  to  act 
as  a  binding  material.  It  is  not  molded  into  shapes,  but  is  used 
to  form  furnace  bottoms,  by  tamping  it  into  place,  to  line  steel 
and  copper  converters  by  molding  it  into  the  iron  shells  with 
special  molding  devices. 

Thus  at  Mount  Lyell,  Tasmania,1  copper  converters  are  lined 
with  gannister  made  from  a  white  quartzite  that  has  the  following 
composition:  Si<)2,  91.44  per  cent.;  Fe203j  1.54'  per  cent;  A1203, 
:UK)  per  cent.,  mixed  with  a  small  percentage  of  clay  of  this 
composition:  Si()2,  62.52  per  cent.;  A1203,  23.89  per  cent.; 
Fe,O,*h  0.20  per  cent.;  CaO,  0.25  per  cent.;  MgO,  0.4  per  cent.; 
water,  12.08  per  cent.  At  Butte,  Montana,2  at  some  plants  an 
argillaceous:  granular  sandstone  is  used,  of  the  following  composi- 
tion: SiOjj,  (54.4  per  cent.;  FeO,  7.6  percent.;  A1203,  16.5 per  cent.; 
( -a(),  1.1.  per  cent.;  MgO,  1.8  per  cent.;  loss  on  ignition,  4.7  per 
cent.  This  material  is  sufficiently  plastic  to  be  used  without 
the  admixture  of  a  bond. 

Furnace  Sand.  - -  The  smelting  bottoms  or  hearths  of  rever- 

beratory  furnae.es  for  copper  smelting,  and  for  the  regenerative 
reverberatory  furnace  for  acid  open-hearth  steel,  must  be  mono- 
lithic in  character  to  prevent  the  cutting  effect  of  the  molten 
charge  and  its  consequent  escape  from  the  furnace.  For  this 
purpose  certain,  sands  are  used.  Over  the  brick  construction  of 
the  hearth  is  spread  a  thin  layer  of  sand  \  to  1  in.  thick,  and  the 
furnace  in  fired  until  this  begins  to  sinter  and  agglomerate,  then 
another  layer  is  spread,  and  the  furnace  again  fired,  and  this  is 
repeated  until  a  total  thickness  of  10  to  20  in.  is  obtained,  form- 
ing a  solid  monolithic  bottom,  without  joints  or  cracks.  The 
mnd  for  the  purpose  must  contain  sufficient  fluxing  material  to 
sintering,  though  the  texture  of  the  sand  and  the  nature  of 

iRobt.  Sticht,  Min.  Ind.,  XVI,  425  (1907). 

2  H.  0.  Hofman,  T.  A.  I.  M.  E.,  XXXIV,  305  (1904). 
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the  fluxes  in  it  are  important.  The  temperature  that  can  be 
attained  in  the  furnace  it  is  to  be  used  in  also  has  its  bearing. 
Compositions  of  sands  that  have  been  used  for  this  purpose  are 
as  follows: 

No.  1.  Si02,  97.25  per  cent.;  A1203  and  Fe203,  0.16  per  cent.; 
CaO;  0.08  per  cent.;  MgO,  0.39  per  cent.;  alkalies,  0.36  per  cent.; 
water,  0.24  per  cent.;  loss  on  ignition,  0.36  per  cent.  (For  steel 
furnace.) 

No.  2.  Si02,  86.0  per  cent.;  CaO,  5.7  per  cent.;  MgO,  0.8  per 
cent.;  A1203,  1.6  per  cent.;  Fe203j  1.2  per  cent.;  C02,  etc.,  4.5 
per  cent.  (Reverberatory  copper  furnace.) 

2.  BASIC  REFRACTOHIES.  —  a.  Magnesia.  With  the  great 
development  of  the  basic  open-hearth  steel  process  calcined  mug- 
nesite  as  a  refractory  material  has  been  extensively  used.  Mag- 
nesite  is  the  mineral  form  of  magnesium  carbonate,  and  is  often 
associated  with  impurities,  chief  among  which  is  lime  and  iron 
carbonate,  and  silica.  In  the  United  States,  California  produces 
some  magnesite.  The  bulk  of  that  used,  however,  is  imported 
from  the  island  of  Euboea,  Greece,  and  from  Styria  in  Austria. 
Both  calcined  magnesite  and  magnesia  brick  are  imported. 
The  requirements  of  magnesia  for  open-hearth  steel  practice  are 
approximately  89-90  percent.  MgO;  about  3  per  cent.  Si()2;  not 
more  than  0.5  per  cent.  A1203;  about  5.0  per  cent.  Fe20s  and 
not  more  than  1  per  cent  CaO.1  The  silica  and  ferric  oxide  are 
essential  in  order  to  cause  sintering,  which  binds  the  grains  in  the 
brick  and  also  permits  it  to  be  used  in  building  up  furnace  hearths. 
Compositions  of  magnesites  and  magnesia  brick  used  for  re- 
fractory purposes  are  given  in  the  accompanying  table.  (Bee 
on  next  page.) 

Magnesite  is  calcined  in  kilns  with  about  10  per  cent,  coke, 
or  in  special  continuous  kilns,  fired  by  lignite  coal,  or  in  rever- 
bertory  furnaces,  oil  fired  as  in  California.  In  making  brick 
about  90  per  cent,  of  the  thoroughly  l>urnt  magnesite  is  mixed 
with  10  per  cent,  of  incompletely  burnt  material,  which  causes 
the  brick  to  set.  It  is  then  compressed  by  high  hydraulic  pressure 
and  burnt  at  the  proper  temperature.  Other  modes  of  manufac- 
ture are  also  in  use.  Magnesite  bricks  are  dense  and  hard,  and 
are  better  conductors  of  heat  than  ordinary  fire  brick,  which  is 
an  undesirable  property.  They  expand  somewhat  on  heating 
1  Mineral  Industry,  XVII,  628  (1908). 
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TABLE  LVI.    COMPOSITION*  OF  MAGNETITE 


Chemical  Compos-It  Ion 


MgO 

,  CaO    '. 

FejO3 

AIJJ2 

-c, 

CO2 

water 

1  Euboea  6  ...    . 

46.28 
47.69 
85.32 
91.1 

89.36 
44.39 
47.10 
88.90 
86.20 
82.10 

93.03 

0.41  : 
1.29 

:  1.12 
1  1.SS  . 

:  2.66 
1.49 

0.62  ; 

3.40  : 
.'  0.75  \ 
\  1.15 

4.20; 

0.03 
1.20a 
S.571 
5.7 
7.4 
0.49a 
0.25a 
2.40a 
5.70a 
8.20a 

0.72 

0.07 

0.929 
;  0.10 
0.10 

2.27 
0.50 
2.S4 
0.9S 
0.16 
0.90 
0.10 
3.90 
-   2.95 
7.05 

;   2.16 

49.  S5 
49.33 
0.50 

51.9S 

1.15 

2  Euboea  6  .  . 

Austria  c  

3  Hungary  c  

3  Hungary  c  . 

4  California  6  . 

4  California  b 

2  Euboea  d  

2  Steiermark  d 

2  Mitterdorf  .                     i 

5  Grecian  magnesite  brickj 
American  manufacture.  ] 

i 

a.  Includes  FeaOs  and  l 

UaOa.     6.  Crude  magnesite. 

c.  Calcined  magnesite. 

d.  Brick. 

and  do  not  stand  well  sudden  changes  of  temperature  such  as 
caused  by  drafts  of  cold  air,  spaliing  and  flaking  off  under  these 
conditions.  Contrary  to  common  belief  they  may  be  laid  in 
contact  with  ordinary  fire  brick  or  even  silica  brick  without  any 
serious  fluxing  action  taking  place  even  at  rather  high  tempera- 
'tures.  They  are  very  refractory;  the  heat  they  will  with- 
stand is  about  1800  to  1900°  C.  The  melting-point  of  pure 
magnesia  is  given  from  1920°  C.8  to  2250°  C.  (Hempel).  A 
magnesia  brick  with  high  iron  showed  incipient  fusion  at  the  edges 
at  1900°  C.,  and  was  molten  at  2000°  C,7 

At  high  temperatures  magnesia  brick  softens  somewhat,  but 
its  refractoriness  is  not  affected  thereby.  It  should  not  be  sub- 
ject to  much  load  when  hot. 

For  laying  magnesia  brick  in  place 8  it  is  essential  as  with  all 
fire  brick  to  lay  them  with  practically  no  joints,  but  "skin  to 

1  Mineral  Industry,  XVII,  630  (1908). 

*  A.  E.  Hunt,  T.  A.  I.  M.  E.,  XVI,  720  (1887). 

3  Mineral  Industry,  XI,  457  (1902). 

4  F.  L,  Hess,  Mineral  Industry,  XV,  556  (1906). 

5  J.  D.  Pennock,  T.  A.  I.  M.  E.,  XXVI,  269  (1896). 

6  Goodwin  and  Morley,  Trans.  Am.  Sectro.  Cfaem.  Soc.?  May,  1906. 

7  A.  Lampen,  Journ.  Am.  Chem.  Soc.,  XXVIII,  852. 
»F.  T.  Havard,  E.  and  M.  Jour.,  LXXXVI,  802  (1908). 
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skin/7  so  called.  The  mortar  that  may  be  used  is  very  finely 
ground  magnesia  mixed  with  enough  tar  to  make  it  plastic..  'Fin's 
is  kept  hot  in  pans,  and  the  trowels  used  in  applying  it  are  also 
sometimes  heated  to  make  the  joint  as  thin  as  possible*.  Linseed 
oil  may  be  used  in  place  of  tar.  It  is  not  desirable  to  use  water  with 
magnesia.  Magnesium  chloride,  a  by-product  of  the  potash  salt 
industry,  may  be  used  in  solution,  with  ground  magnesia  for  mortar 
purposes,  or  magnesia  mixed  with  hydrochloric  acid  will  answer  the 
same  purpose.  Tar  and  magnesia  is  considered  most  desirable. 

Magnesia  brick  and  crushed  magnesia  may  be  used  with 
advantage  in  the  construction  of  reverberatory  lead  refining  fur- 
naces, and  lead  cupeling  furnaces,  where  the  slag  consists  chiefly 
of  basic  oxides,  ordinarily  greatly  corrosive  to  fire-day  brick. 
The  hearth  or  "test"  of  cupeling  furnaces  especially  may  be 
constructed  of  magnesia,  in  place  of  marl,  day,  Portland  cement 
and  limestone,  or  bone  ash,  under  certain  conditions. 

The  crucibles  of  lead  blast  furnaces  may  with  advantage4  bo 
constructed  of  magnesia,  as  well  as  the  forehearths  or  "settlors," 
for  the  separation  of  matte  from  slag  in  lead  and  copper  smelt- 
ing when  these  are  of  the  large,  round,  stationary  type.  For 
small  movable  forehearths  which  frequently  "freeze  up"  ami 
must  be  torn  down  and  relined,  magnesia  is  too  expensive  to  war- 
rant its  use.  Magnesia  brick  is  used  as  the  lining  of  copper  con- 
verters in  the  new  practice  now  being  introduced,  replacing 
gannister.  Magnesia  also  finds  application  in  the  construc- 
tion of  copper  reverberatory  furnaces.  Due  to  their  softening  at 
high  temperatures  with  consequent  rapid  abrasion,  magnesia 
brick  are,  where  practicable,  surrounded  by  water  jackets  to 
increase  radiation  and  thus  preserve  the  bricks.  In  basic  open- 
hearth  steel  furnaces  the  bottoms  are  formed  of  crushed  magnesia  in 
a  similar  manner  to  that  described  under  furnace  sand,  except, 
that  the  layers  spread  are  much  thinner. 

b.  Dolomite  and  Lime.  —  Lirne  has  been  suggested  and  used 
to  a  limited  extent  as  a  refractory  material.  It  is  cheap  and  of  at 
high  refractoriness,  CaO  melting  at  1900°  0.  (Hompel).  It  has, 
however,^one  property  which  makes  it  practically  useless  for  tins 
purpose,  its  slaking  with  water  to  form  calcium  hydrate*.  It  may 
be  used  in  the  calcined  state  mixed  with  tar  and  tamped  into 
place,  for  bottoms,  but  is  not  satisfactory,  Bricks  cannot  be 
made  of  it  as  they  do  not  stand  storing. 
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Dolomite,  the  lime-magnesian  carbonate,  has  been  quite  exten- 
sively used  as  a  source  of  refractory  material  for  the  lining  of 
basic  open-hearth  steel  furnaces  and  basic  steel  converters,  but 
is  now  replaced  almost  entirely  by  magnesia.  Calcined  dolomite 
does  not  slack  in  air  to  any  very  appreciable  extent,  as  nearly 
pure  lime  does,  but  it  has  a  tendency  to  do  so,  for  bricks  made 
from  it  do  not  withstand  the  weather  well,  like  magnesia  bricks  do. 
The  wear  of  dolomite  lining,  in  the  furnace  is  much  greater  than 
that  of  magnesia  lining  but  its  cost  is  much  less.  In  the  furnace 
it  cannot  be  laid  in  direct  contact  with  acid  brick,  but  there  should 
be  a  neutral  layer  of  chromite  or  carbon  brick  inserted.  Table 
LVII  gives  the  composition  of  certain  dolomites  and  dolomite 
brick  that  have  been  used  as  refractory  material.1 

TABLE  LVII.     COMPOSITION  OF  DOLOMITE 


Locality  and  Material 

Chemical  Composition 

SiO2 

Fe2O3  AhOa 

CaCO3 

MgC03 

CaO 

MgO 

CO2 

Germany,  Horde  
Ilscdc    .... 
France,  Dion   

2.02 
1.35 
0.10 
2.00 
15.40 
5.95 
4.86 
2.30 
3.10 
7.40 

2.30     — 
2.05 
4.00    1.50 
3.20   1.30 
5.38 
4.30 
3.95 
8.20 
2.60 
3.25 

61.31 

34.42 

30.12 
31.40 
31.00 
27.12 
56.15 
59.10 
60.10 
61.25 
51.05 

19.21 
16.40 
16.00 
17.48 
32.40 
30.03 
30.01 
31.60 
37.20 

44.97 
42.20 
45.40 
35.24 

Hungary,  Dombrowa 
U.  S.,  Virginia 

German  brick    

tl                  (C 

French  brick        .  . 

Austrian  brick   

Pennsylvania  brick   .  . 

c.  Bauxite.  —  Bauxite  is  the  hydrated  oxide  of  alumina, 
AloOs  •  2  BtQ,  and  rarely  occurs  pure,  being  almost  always  associated 
with  silica,  titanium  oxide,  and  ferric  oxide,  the  latter -often  ia 
large  amount.  Bauxite  is  mined  most  extensively  as  an  alu- 
minium ore,  and  its  application  as  a  refractory  material  has  been 
limited.  It  is,  however,  coming  into  use  as  a  lining  for  rotary 
cement  kilns,  and  is  again  advocated  as  a  substitute  for  magnesia  in 
basic  open-hearth  steel  furnaces.  It  is  cheaper  than  magnesia. 
It  is  now  successfully  made  into  very  hard  and  tough  brick,  said 
to  have  a  tensile  strength  of  10,000  Ibs.  per  square  inch.  Its 

iHunt,  T.  A.  I.  M.  E.,  XVI,  719  (1887). 
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application  in  many  branches  of  metallurgy  where  a  basic  material 
is  called  for  is  to  be  expected.  Some  bauxites  are  not  readily 
attacked  by  acid  or  basic  furnace  charges  and  act  similar  to  chro- 
mite,  as  a  neutral  material  Table  LVIII  gives  the  composition 
of  some  bauxites  and  bauxite  bricks. 

TABLE  LVIII.    COMPOSITION  OP  BAUXITE  1 


Locality 

Chemical  Composition 

AlaOs 

Fe203 

Si02 

TiOa 

HaO 

30.31 
26.68 
31.58 
20.43 
31.44 
12.00 
12.00 
0.88 

1.  Arkansas  

62.05 
'  46.40 
61.00 
40.93 
58.62 
60.00 
75.00 
87.30 

1.66 
22.15 
2.20 
22.60 
1.51 
25.00 
12.00 
1.43 

2.00 
4.89 
2.10 
8.99 
4.27 
3.00 
1.00 
6.40 

3.50 
3.12 
3.79 

3.99 

a 

2.  Alabama     

3.         "          

4.  Georgia   .                   

5    Baux  France 

6.       "           "                            

7    Arkansas  calcined  bauxite 

Bauxite  brick2  is  now  made  at  St.  Louis  from  Arkansas 
bauxite.  The  crude  bauxite  is  washed  at  the  mines  to  remove 
free  silica  and  is  then  calcined  at  2500°  F.  to  drive  out  the  com- 
bined water.  But  little  water  goes  off  until  2390°  F.  is  reached. 
The  shrinkage  is  about  30  per  cent. 

The  calcined  bauxite  is  bonded  with  about  4  per  cent,  of  high- 
grade  fire  clay,  or  else  sodium  silicate,  or  lime,  pressed  into  bricks 
and  burnt  at  a  high  temperature.  A  brick  9  X  2^  X  4J  in. 
weighs  7|  Ibs.  The  bauxite  for  the  manufacture  of  brick  must 
be  carefully  chosen.  It  should  contain  some  silica  and  iron  oxide, 
the  combination  and  incipient  fusion  of  which  aid  to  make  a  firm 
brick.  Those  bricks  highest  in  alumina  are  most  refractory.  If 
considerable  iron  oxide  is  present,  iron  aluminates  probably  form, 
which  are  also  refractory.  Silica  lowers  the  refractoriness  of  the 
brick,  and  should,  for  a  basic  refractory  material,  not  exceed  12 
per  cent.  Good  bauxite  brick  readily  resists  abrasion. 

3.  NEUTRAL  REFRACTORY  MATERIAL,  a.  Chromite.  —  The 
mineral  chromite  is  a  chromate  of  iron,  and  when  pure,  of  the 
following  composition:  Cr203,  68  per  cent.;  FeO,  32  per  cent.  It 

1  Mineral  Industry,  XIII,  40. 

2  A.  J,  Aubrey,  E.  and  M.  Jour.,  LXXXI,  217  (1906). 
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frequently  contains  magnesia  (MgO)  which  replaces  iron  oxide, 
and  alumina,  which  replaces  chromic  oxide,  and  silica  as  an  im- 
purity. The  accompanying  table  gives  the  composition  of  chromite 
ore  used  as  refractory  material. 

TABLE  LIX.     COMPOSITION  OF  CHROMITE 


Locality 

Composition 

Cr£O3 

AbOs 

FeO 

MgO 

Si02 

CaO    !  FeoOs 

Turkey    .  . 

51.70 
55.70 
58.00 
59.20 
49.23 
38-40 

43.98 

14.10 
16.20 
15.52 
7.15 
7.50 
24.5 

20.47 

14.20 
16.60 
14.45 
25.02 
17.21 
15.0 

12.92 

14.30 
9.80 
8.26 
4.42 
18.66 

13.52 

3.50 
0.25 
3.20 
3.20 
6.57 
3.25 

5.60 

1.70 
0.25 
0.70 
0.92 

3.25 

17.5 

New  Caledonia  

North  Carolina  l     

North  Carolina  l 

Newfoundland  2 

For  open-hearth  furnaces  .  .  . 
Chromite.  brick,  Harbison 
Walker  Refractories  Co.  . 

The  chromite  used  in  the  United  States  is  largely  imported 
from  New  Caledonia;  a  little  is  produced  in  California.  Chro- 
mite brick  is  very  refractory,  dense,  and  hard.  It  resists  the  chemi- 
cal action  of  both  siliceous  and  basic  slags  about  equally  well, 
withstands  abrasion  and  rapid  changes  of  temperature  better 
than  any  other  refractory  used.  Chromite  is  employed  as  a 
neutral  parting  between  acid  and  basic  refractories,  for  repairing 
and  patching  worn  spots  in  open-hearth  furnaces,  for  the  lining 
of  air  and  gas  ports  in  open-hearth  furnaces,  and  occasionally 
for  building  furnace  bottoms  and  fore-hearths  for  lead  and  copper 
blast  furnaces  and  for  the  lining  of  copper  converters.  Its  use 
would  become  much  greater  but  for  its  high  cost.  Thus  while 
at  Pittsburg  the  highest  grade  of  fire-clay  brick  may  be  bought 
for  $35  per  M.;  chromite  brick  cost  $175  per  M.  or  five  times  as 

much. 

b.  Graphite.  —  Carbon  in  the  form  of  graphite  or  coke  is  em- 
ployed as  a  refractory  material,  particularly  in  the  manufacture 
of  crucibles  used  for  making  crucible  steel  and  for  melting  metals 
and  alloys  and  for  constructing  parts  of  electrical  furnaces.  Car- 
bon is  the  most  refractory  material  known.  Its  melting-point 

1  J.  H.  Pratt,  T.  A.  L  M.  E,  XXIX,  17  (1899). 

2  G.  W.  Maynard,  T.  A.  L  M.  E.,  XXVII,  283  (1897J. 
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has  not  been  attained.  It  softens  somewhat  and  vaporizes  at 
the  temperature  of  the  electric  arc,  about  3700°  C.  The  material 
used  for  crucibles  is  chiefly  Ceylon  "  plumbago "  or  graphite. 
For  this  purpose  the  graphite  must  be  quite  pure,  and  contain 
90  per  cent,  and  over  of  carbon,  with  low  contents  of  iron  oxide 
and  silica.  The  crushed  graphite  is  mixed  with  a  varying  per- 
centage of  good  fire  clay,  in  part  raw  and  in  part  calcined,  and  the 
crucibles  formed  on  a  "wheel,"  similar  to  that  used  in  the*  manu- 
facture of  pottery.  The  amount  of  clay  taken  is  generally  from 
50  to  75  per  cent.,  depending  on  the  grade  of  the  crucibles.  Spe- 
cial brands  contain  less  clay.  The  crucibles  are  carefully  dried 
and  annealed  at  a  high  temperature  in  a  reducing  atmosphere  in 
special  kilns.  Special  forms,  as  retorts,  for  distillation  of  zinc 
scums  containing  gold  and  silver  from  the  lead  desilvcmation 
process,  and  for  other  purposes,  are  made  of  graphite.  Cru- 
cibles must  be  capable  of  withstanding  sudden  changes  of  tem- 
perature without  cracking;  and  also,  to  a  reasonable  extent,  the 
corrosion  due  to  metallic  oxides.  Graphite  crucibles'  do  not 
withstand  well  the  effect  of  oxidizing  flames,  or  oxidising  fluxes, 
which  cause  excessive  corrosion  by  the  burning  out  of  the  graphite. 

Artificial  graphite  made  in  the  electric  furnace  by  the  Aeheson 
graphite  process  is  also  used  to  some  extent  in  the  manufacture 
of  crucibles,  and  for  carbon  blocks  for  electric  furnace  use.  This 
graphite  is  made  from  anthracite.  Carbon  bricks  have  been  used 
somewhat,  but  not  extensively,  in  lining  the  hearth  and  bosh 
walls  of  the  iron  blast  furnace,  where  the  necessity  of  a  highly 
refractory  material,  and  one  that  can  resist  corrosion,  is  essential. 

Bricks  of  this  type  have  been  made  of  graphite  and  clay, 
coke  and  clay,  and  coke  and  tar.1 

Coke  and  tar  brick  —  carbon,  87.26  per  cent.;  ash,  12.74  per 
cent. 

Coke  and  day  brick  —  Si02,  21.51  per  cent.;  Fe2(\  1.41  per 
cent.;  ALA,  12.05  per  cent.;  CaO;  0.67  per  cent.;  Mgt),  0.29 
per  cent.;  carbon,  64.23  per  cent. 

Graphite  as  a  refractory  material  can  only  be  used  under  redu- 
cing conditions;  when  used  under  oxidizing  conditions  it  is  very 
rapidly  destroyed. 

OTHER  REFRACTORIES.—  Carborundum  and  Sttoxicon      Car- 
borundum is  produced  in  the  electric  furnace  by  the   heating 
i  James  Gayley,  T.  A.  I  M.  K,  XXI,  102  (1892). 
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together  of  sand,  sawdust,  and  coal  at  a  high  temperature.  It 
is  a  carbide  of  silicon  —  SiC,  and  is  crystalline  in  its  nature. 
It  is  crushed  and  made  into  shapes  and  forms,  by  mixing  with 
about  .15  per  cent,  of  fire  clay,  and  then  burning  the  resultant 
brick.  Tar,  glue,  sodium  silicate,  etc.,  may  also  be  used  as  a 
bond.  Carborundum  is  highly  refractory,  withstanding  tem- 
peratures of  2220°  C.,1  at  which  temperature  it  will  begin  to  dis- 
sociate into  carbon  and  vapor  of  silicon.  Siloxicon  is  made  in  the 
electric  furnace  and  is  a  product  similar  to  carborundum.  It  is 
made  with  less  carbon  than  carborundum,  resulting  in  a  product 
containing  unreduced  silica.  Its  composition  is  variable,  but  may 
be  represented  by  the  formula  Si2C20.  Siloxicon  is  made  into 
bricks  by  mixing  the  crushed  material  with  water  to  moisten  it, 
molding  into  brick  and  burning  at  a  high  temperature.  Siloxi- 
con is  not  readily  attacked  by  siliceous  or  oxide  slags. 

The  silicon  in  carborundum  and  siloxicon  oxidizes  slowly  at 
high  temperatures,  viz.,  when  heated  above  1470°  C.  and  the 
refractoriness  is  partly  destroyed  thereby.  The  materials  are 
used  as  a  refractory  substance  for  lining  melting  furnaces  for 
copper  and  brass  founding,  for  some  electric  furnaces,  and  to  some 
extent  in  lining  clay  zinc  retorts.2 

Some  Physical  Properties  of  Refractory  Material.  —  Specific 
gravity  and  weights  per  cubic  foot  and  average  refractoriness 
art*  shown  in.  the  accompanying  table. 

TAHLIO  LX.     SOME  PHYSICAL  PROPERTIES  OF  REFRACTORY  MATERIALS 


Ma  U-  rial 

Specific  Gravity 

Wt.  per  Cu.  Ft. 
Lbs. 

Incipient  Melting  Point 

Aluminous  fircvduy  bride  .  .. 
Sili<"i  brick              

2.56 
2.53 

112-150 
128 

1400°  to  1750°  C. 
1600°  to  1800°  C. 

IVl'iinK'si'i  bride             

3.44-3.54 

160-170 

1850°  to  2000°  C. 

H'iu.xl(  (fc  brick.               ....... 

130 

1850°  C  to  2000°. 

C'lu'oniiic  bride    



175 

2000°  and  above. 

M'Uiuosito  ("ilcinod         



112 

— 

Plumbiigo-gw.phHe  

— 

140 
160 

above  3500°  C. 

.  .  

The  heat  conductivity  of  refractory  material  is  of  importance 

1  S  A  Tucker  and  A.  Lampen,  Journ.  Amer.  Chem.  Soc.,  XXVIII,  858, 

2  Mineral  Industry,  XIV,  63  (1905),  XV,  92  (1906). 
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in  furnace  construction,  as  the  loss  by  conduction  of  heal,  through 
the  furnace  walls  may  be  a  serious  item,  not  alone  in  fuel  cost, 
but  also  as  a  factor  in  attaining  the  high  temperature  desired. 
Insulation  against  loss  by  radiation  is  therefore  necessary.  The 
accompanying  formula  permits  of  the  calculation  of  loss  by  con- 
duction through  furnace  walls. 


H  =  gram  calories  per  second  which  pass  from  one  end  of 
conductor  to  other. 

S  =  cross-section  of  conductor  in  cm. 
I  =  length  of  conductor  in  cm. 

K  =  conductivity  constant. 

t  =  difference  in  degrees  centigrade  in  temperature  between 
faces. 

The  factors  S  and  I  apply  to  furnace  dimensions,  ti  denoting 
surface  of  wall  and  I  expressing  thickness  of  wall.  The  thicker 
the  wall,  the  less  heat  will  be  lost.  There  is,  however,  u  limit  to 
this,  for  in  many  furnaces  the  temperature  reached  is  so  high  us 
to  exceed  the  refractoriness  of  the  material,  unless  walls  are  thin 
enough  to  cause  sufficient  loss  of  heat  by  conduction  to  prevent, 
temperature  from  rising  too  high  within  the  furnace.  In  these 
cases  economy  would  be  gained  if  a  ino.ro  refractory  material 
could  be  employed  so  that  the  walls  or  roof  might,  ho  thickened. 
Table  LXI2  gives  the  factor  K  for  refractory  materials.  (See 
table  on  next  page.) 

The  factor  K  expresses  heat  conductivity  as  follows.  If  a 
piece  of  refractory  material  be  considered  whoso  thickness  is  I 
cm.  and  whose  surfaces  are  plane  and  parallel  and  differ  1°  (I 
in  temperature,  then  K  expresses  the  number  of  small  calories 
that  pass  per  second,  per  square  centimeter  of  surface. 

_  This  factor  varies  with  the  temperature  and  usually  increases 
with  the  temperature  with  the  possibles  exception  of  ohromite 
brick.  It  should  be  used  therefore  as  specific,  boats  are  (( ^haptcr 
VIII,  page  280),  but  such  exact  data  is  not  available.  The  figures 
given  are  a  mean  specific  conductivity  between,  500  and  1000°  (i 

1CarlHering,  Elec.  Chem.  and  Met,  IncL,  VI,  495-  VII    11    74> 

•>  S  Wologdine  and  A.  L.  Queneau,  Conductivity,  Porosity  and  (hs  IVr 
meabibty  of  Refractory  Materials,  Electro.  Chem.  and  Met.  Ind "  VJ I   m 
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TAIIU;  LXI.    PHYSICAL  CONSTANTS  OF  REFRACTORY  MATERIAL 


Material 

Conductivity 

K.  Average 
Between 
500-1000°  C. 

Kg.  Calories  per 
Hour  per  Sq. 
Meter  Surface 
per  One  Degree 
Diff.  in  Temper- 
ature with  Walls 
One  Meter 
Thick 

Relative  Conduc- 
tivity 

•aphitc  brick  ...    . 

0.025 
0.0231 
0.0071 
0.0057 
0.0042 
0.0035 
0.0033 
0.0020 

0.0018 

9.00 

2.54 
2.05 
1.50 

1.19 
0.71 

O.G4 

100  per  cent. 

22.8 

14.0 
13.2 

7.8 

7.1 

irbonuuhuu  brick    . 

itjgzu  \siii  bricik  

iromilc      "      

re-day       "     

liltlinfr        " 

luxitct         " 

ion..          "     

CHolguhr   (diatomaceous 
(Mirth)    

The  heat  conductivity  of  any  given  refractory  .material  is  a 
jH'tion  of  1,1 10  temperature  of  burning.  The  higher  the  burning 
mperuture  the  greater  the  conductivity.  The  proper  burning 
mperalure  is  that  which  corresponds  to  the  maximum  occurring 
iring  use.  If  this  is  not  reached  further  shrinkage  may  take 
ace  in  the  brick,  which  will  cause  trouble  in  the  furnace. 

Silica  brick  when  burnt  at  a  low  temperature  has  the  lowest 
vat  conductivity  of  any  refractory,  except  silica  sand  in  the  form 

diatomaeeous  earth. 

The  conductivity  of  fire-clay  refractories  is  practically  that  of 
ir  air  included  within  the  pores  of  the  material.  The  greater 
le  permeability  the,  greater  is  the  conductivity. 

The  Permeability  of  Refractory  Brick  to  Gases. —  Some 
aterials,  like  fire-clay  brick  and  magnesia  brick  and  bauxite 
rick,  increase  in  density  with  an  increased  burning  tempera- 
ire,  and  at  the  same  time  become  more  permeable  to  gases, 
Inch  property  in  certain  instances  is  greatly  increased.  Silica 
;'iek  decreases  in  density  with  an  increase  of  burning  tempera- 
iro,  but  also  increases  in  permeability.  Conductivity  increases 
itli  permeability. 

Increased  porosity  does  not  imply  increased  permeability, 
ermeability  is  rather  closely  related  to  density,  the  greater 


I!1 


550 
W  J-J 

t>  tf 


*>1 — r 


/ 


"      CD 

a  S 


O    "•" 

Si? 


REFRACTORY  MATERIAL  FOR  FURNACES  347 

the  density,  the  greater  the  permeability.  The  factor  of  per- 
meability is  of  importance  in  connection  with  retorts,  for  zinc 
distillation,  etc.,  which  should  be  practically  tight.  The  permea- 
bility of  refractory  material,  aside  from  the  burning  temperature 
employed,  is  dependent  upon  its  original  physical  constitution, 
viz.,  whether  it  is  granular  or  flaky.  The  latter  is  conducive  to 
low  permeability. 

Expansion  of  Refractory  Material  with  Temperature. — Very 
little  data  is  available  on.  this  subject.  It  is  generally  conceded 
that  fire-clay  brick  contracts  slightly  on  heating,  while  silica, 
magnesia,  and  ehromitc  brick  expand  slightly.  At  about  800  to 
1200°  ( -.  magnesia  brick  expands  0.11  in.  in  12  in.,  and  silica  brick 
about  0.10  to  0.125  in.  in  12  in.  The  accompanying  plate  shows 
the  usual  shapes  and  sizes  common  in  refractory  material. 
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CHAPTER     XI 

FUELS 

Definition.  —  A  fuel  is  any  substance  the  burning  of  whirl 
either  directly  or  in  the  form  of  its  distillation  products,  (ga: 
with  air,  gives  rise  to  sufficient  heat  to  carry  on  industrial  an 
metallurgical  operations  on  a  commercial  scale.  Fuels  a,i 
extensively  used  in  metallurgical  operations  for  (.ho  produetin 
of  heat  and  the  high  temperatures  necessary  to  bring  aboi 
certain  reactions;  in  fact,  a  great  part  of  the  common  metallu 
gical  reactions  take  place  only  at  comparatively  high  ton 
peratures.  While  the  great  mass  of  fuel  is  carbonaceous  fur 
such  as  coal,  coke,  wood,  etc.,  fuel  in  the  metallurgical  sew 
also  includes  certain  sulphides,  as  pyrite  and  pyrrhotite,  whir 
are  made  use  of  in  pyritic  smelting;  and  silicon,  phosphoru 
manganese,  contained  in  relatively  small  quantities  in  pi 
iron,  and  which  act  as  a  fuel  in  converting  this  to  steel  in  Bessetm 
converters. 

Classification  of  Fuels.  —  Fuels  may  be  classified  ml 
two  main  groups:  (I)  natural  fuels,  such  as  coal,  wood,  natim 
gas,  etc.,  which  may  be 'used  without  especial  preparation,  an 
(II)  artificial  or  prepared  fuels,  the  product  of  natural  fu< 
treated  in  a  certain  manner,  viz.,  coke,  the  residual  produt 
of  distilling  certain  coals,  and  charcoal,  the  residuum  from  i,h 
distillation  of  wood.  This  classification  is  not  of  much  importune 
and  is  not  further  mentioned  in  the  treatment  of  th 
subject. 

The   fuels   are   discussed  in  the   order   named:    (I) 
(2)  charcoal;    (3)  peat;    (4)  coal;    (5)  coke;    ((>)  oil;    (7) 
(8)  sulphides. 

(1)  Wood.  — The  use  of  wood  as  a  metallurgical  fuel  i 
comparatively  rare,  except  in  remote  districts  where  coal  o 
coke  is  not  available.  It  was  used  extensively  in  the  Unite. 
States  in  the  Rocky  Mountain  region,  during  the  early  develor 
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ment  of  the  m moral  resources,  in  its  natural  form  for  reverbera- 
tory  smelting  of  gold  ami  silver  bearing  lead  and  copper  ores, 
and  in  the  form  of  charcoal,  for  blast-furnace  smelting.  In 
Pennsylvania  and  other  eastern  states  it  was  used  extensively 
in  the  manufacture  of  charcoal  iron.  It  has  also  been  used  in 
the  form  of  short  blocks,  replacing  coke  or  anthracite  coal 
in  part  in  copper  blast  furnace  smelting.  It  is  best  suited  for 
reverberatory  smelting  and  with  a  properly  designed  grate  and 
furnace  can  be  successfully  employed.1  In  some  regions  it 
is  still  used  extensively  as  a  fuel  for  generating  steam,  but  its 
growing  scarcity  is  fast  diminishing  its  use. 

Wood  is  composed  of  three  substances,  (a)  cellulose  or 
woody  fiber,  (  y[1(>Or>,  making  up  the  main  bulk  of  the  wood;  (6) 
the  constituents  of  the  sap,  chiefly  a  soluble  gum,  lignin,  of  the 
same  composition  as  the  fiber,  and  amounting  to  about  13  per 
cent-,  of  the  wood;  and  (c)  water.  The  sap  may  differ  chemi- 
cally rather  widely  in  various  wood,  but  the  ultimate  analysis 
in  carbon,  hydrogen,  and  oxygen  is  practically  the  same  for 
all  woods.  The  amount  of  water  varies  in  different  kinds 
of  wood,  and  in  the  same  woods,  at  different  seasons.  The 
water  in  wood  is  of  importance,  as  its  presence  diminishes  its 
calorific  power,  or  the  heat  units  that  can  be  derived  from  it, 
since  part  of  these*  are  consumed  in  vaporizing  this  water.  The 
amount  of  water  in  freshly-cut  wood  will  range  from  26  to  28  per 
cent,  in  wood  such  as  ash,  to  35  to  40  per  cent,  in  oak  and  pine, 
and  50  to  52  per  cent,  in  poplar;  for  wood  cut  when  the  sap  is 
least,  vix.,  in  January.  When  the  wood  is  cut  in  the  spring, 
<•.{/.  April,  the  amount  of  water  is  about  10  per  cent,  greater 
than  the  above  figures. 

When  wood  is  freshly  felled,  it  is  useless  as  a  fuel.  It  must 
be  <tir-tlrird  before  use.  Wood  for  fuel  purposes  is  usually 
cut  into  4~ft.  lengths  and  split  longitudinally  into  pieces 
•1  to  S  inches  in  diameter  and  piled  into  stacks,  a  pile  8  ft.  long 
and  4  ft,  high  of  4-ft.  wood  making  a  cord.  In  this  form  it  is 
exposed  to  the  air,  preferably  in  such  positions  as  are  protected 
from  snow  and  rain,  for  from  6  to  12  months.  It  may  be  piled 
under  rough  sheds,  although  in  reasonably  dry  climates  this 
is  not  necessary.  In  ordinarily  wet  climates,  it  takes  wood 
about  18  months  to  reach  the  maximum  attainable  dryness; 
*  J.  T.  Canfidd,  E.  and  M.  Jour.,  LXXIII,  525. 
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in  dry  climates  this  may  be  reached  in  nmc-h  less  time.  Resin- 
ous woods,  such  as  pine,  fir,  spruce,  dry  more  rapidly  than 
non-resinous  woods  such  as  oak,  poplar,  elm,  etc,  Air-tlricd 
wood  still  contains  from  20  to  30  per  cent,  of  water,  with  an 
average  of  about  25  per  cent.  When  this  amount:  of  water  is 
reached,  no  further  elimination  takes  place. 

Wood  may  be  kiln-dried  by  heating  it  to  120  to  1-10°  ('.,  when 
it  will  lose  most  of  its  hygroscopic  water,  but  not  all.  If  kiln- 
dried  wood  is  again  exposed  to  air  at  ordinary  temperatures 
it  will  reabsorb  water  until  it  again  contains  20  to  25  per  cent. 
When  wood  is  heated  to  200°  to  225°  C,,  carbonisation  begins  to 
take  place,  and  distillation  sets  in. 

Wood  is  best  felled  in  winter,  in  December  and  January 
in  northern  climates,  and  should  be  thoroughly  air-dried  before 
using.  If  waste  heat  can  be  cheaply  utilized  to  kiln-dri/  wood, 
it  will  be  advantageous  to  do  so,  provided  the  wood  is  used 
immediately  after  drying. 

Wood  is  classified  into  (a)  hard  wood;  (ft)  soft  wood.  The 
distinction  is  based  on  the  facility  with  which  it  may  be  worked 
by  tools,  its  heat-producing  power,  and  on  its  specific  gravity. 
In  hard  woods,  the  woody  cells  are  narrower  and  more1  closely 
packed  than  in  soft  woods.  Thus  oak,  beech,  walnut,  elm,  and 
maple  are  classed  as  hard  woods,  while  pine,  spruce,  poplar, 
fir,  willow  are  classed  as  soft  woods.  The  specific  gravity  of 
wood  is  that  of  the  bulk  of  the  material,  viz.,  the  woody  filler, 
the  water  and  the  air  contained  in  the  pores.  Wood  fiber 
alone,  with  no  pores  and  containing  no  hygroscopic  water,  has 
a  gravity  of  about  1.5,  independent  of  the  kind  of  wood.  Accord- 
ing to  Marcus  Bull1  the  specific  gravity  of  American  uir-dricd 
woods  is  as  follows. 

TABLE  LXII.    SPECIFIC  GRAVITY  OK  WOODH 


Kind  of  Wood 

Specific 
Gravity 

Libs,  nor 
Cu.  Ft. 

Kind  of  Wood 

Hpoolfln 
Clruvily 

Ll«,  iwr 
Cu.  n. 

Walnut   

1.000 

34.7 

Oodur    .     ... 

0  5(15 

White  oak 

,885 

30  5 

Yellow  i)i  tic 

n  r»rii 

1k  o 

Ash    

.772 

26.0 

Pino 

0  450 

1  5  4 

Beech  

.724 

24.9 

Birch 

0  530 

18  3 

Elm  

.580 

19  9 

Poplfir 

0  '$c)7 

n  o 

1  Groves  and  Thorp,  Chemical  Technology,  Vol.  I,  Kuuk 
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Corded  wood  ordinarily  contains  approximately  56  per 
cent,  of  actual  wood  and  44  per  cent,  of  unoccupied  space.  One 
cord  of  oak  wood,  1.2S  cu.  ft.,  therefore  weighs  3904  Ibs.,  and 
one  cord  of  while  pine  1971  Ibs.,  and  one  cord  of  oak  has,  there- 
fore, approximately  1.98  times  the  fuel  value  of  a  cord  of  pine. 

Table  LXII  gives  the  ultimate  composition  and  calorific 
power  of  wood,  dried  to  eliminate  all  hygroscopic  water. 


Kiuii  ill'  Wutitl 

Hi»crh    

<  htk      ..,,., 
Birrh 


<  'nrlxin 

Hydrogen 

Oxygon 

Nil.roffon 

49.X9 

i>.w"~ 

43.11 

0.93 

50.6-1 

6.03 

42.05 

1.28 

50.61 

(5.23 

42.04 

1.12 

5o.;u 

6.32 

42.39 

0.98 

51.75 

6.19 

•U.08 

0,98 

49.94 

6.25 

43.81 

.  — 

50,19 

6.425 

43.39 

— 

Calorific  Power 
CaloricH  per 
Or  am 

Calorific  Power 
B.  T.  U.  per  Lb. 

4774 

8591 

4620 

8316 

4771 

8586 

4711 

8480 

5035 

0063 

5085 

9153 

4728 

8510 

It  will  IN*  noted  that  soft  woods  like  pine  have  a  greater 
heating  power  per  unit  of  weight  than  hard  woods  like  oak. 
The  above  figures  must  be  reduced  by  25  to  30  per  cent,  for 
air-ttriwl  wood  on  account  of  the  contained  water. 

The  u  available  hydrogen "  in  wood  is  the  hydrogen  in 
excess  of  that  required  for  the  contained  oxygen  to  form  water. 
For  every  H  parts  of  oxygen  there  is  required  1  part  of  hydro- 
gen. Thus,  in  a  wood  containing  42  per  cent.  Oa  and  6.25  H*, 
there  is  required  for  the  oxygon,  42  :x  =  8  :  1,  or  5.25  parts  H2, 
leaving  I  part  of  hydrogen  "  available  "  as  a  fuel  constituent, 
with  the  contained  carbon. 

Air-dried  wood,  on  burning,  leaves  an  ash  which  varies  in 
amount  from  0.5  to  5  per  cent.  Pine  wood  contains  approxi- 
mately I  to  1.1  per  cent,  ash,  while  oak  and  other  hard  woods 
contain  1.5  to  2.5  per  cent.  The  ash  consists  chiefly  of  the 
carbonates  of  lime,  and  the  alkalies,  with  some  iron  and  man- 
ganese phosphates,  etc.,  and  may  differ  widely  in  composition 
in  different  woods.  The  composition  depends  on  the  nature 
of  the  tree*  and  the  soil  in  which  it  grew.  The  accompanying 
table  given  analysis  of  wood  ashes,  made  by  Berthier. 
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TABLE  LXIV.    COMPOSITION  OF  WOOD  ASHES 


Chemical  Composition 


Kind  Of     i  :  :  ;  ;  

Wood     !   CQi  ;   SQ    :    C1    |  Si02  |  p20. 

I  %   j  r*  i   x  i  r,  i  % 

K2O 

-If 

CaO 

AlgO 

T3 

Mn3O4 

'  "~  -                  !         i 
Birch  .  .  .',  2S.76   0.37  ;  0.03  ,  4.78  j  3.61 

Spruce  .  .!24.93!  O.SO    O.OS  :  6.23  1  3.14 
Fir  35.66>  1.67  '  0.92  j  4.37  |  0.91 

*  12.72  ' 

16.80 
4.41  3.53 

43.85 

29.72 
38.51 

1.97 

3.28 
9.56 

0.09 

10.53 
0.09 

0.54 

4.4S 
0.36 

(2)  Charcoal.  —  Charcoal  is  made  from  wood  by  a  process 
of  charring.  This  is  essentially  a  process  of  destructive  distilla- 
tion, the  heat  for  which  is  furnished  by  the  combustion  of  part 
of  the  wood.  In  making  charcoal  in  the  ordinary  manner, 
the  wood  is  cut  into  3  to  7  ft.  lengths  and  piled  into  conical  or 
hemispherical  piles.  It  is  then  covered  with  a  sod  and  clay 
covering,  in  which  air  and  vent  holes  are  cut,  which  may  be 
held  open  or  closed  as  the  burning  proceeds.  The  pile  is  set 
on  fire  and  combustion  starts  with  a  very  limited  quantity 
of  air,  the  heat  generated  by  the  burning  of  a  portion  of  the 
wood,  causing  the  decomposition  of  the  woody  fiber  and  dried 
sap  and  resulting  in  the  expulsion  of  water  and  other  volatile 
substances,  which  are  given  off  as  tar  and  pyroligneous  acid, 
and  leaving  the  larger  part  of  the  carbon  and  the  ash  of  the 
wood  in  the  form  of  charcoal.  Charcoal  was  formerly  a  very 
important  fuel  for  metallurgical  purposes,  in  fact  the  chief 
fuel  for  this  purpose.  It  was  used  in  very  large  quantities 
in  the  manufacture  of  cast  iron,  called  charcoal  iron,  and  in 
the  blast-furnace  smelting  of  lead  and  copper  ores.  In  the 
United  States,  in  1882,  about  2,000,000  tons  of  charcoal  were 
used  for  metallurgical  purposes.1  In  the  Rocky  Mountain 
region,  during  the  early  days  of  its  mineral  development,  charcoal 
was  exclusively  used  as  a  blast-furnace  fuel  for  lead  and  copper 
smelting.  In  the  Great  Basin  in  Utah  and  Nevada,  e.g.  at 
Eureka,  Nevada,  five  lead  blast  furnaces  consumed  4600  bushels 
per  clay  at  a  cost  of  15  to  34  cents  per  bushel2  Two  hundred 
bushels  are  stated  to  be  equivalent  to  one  ton  of  good  coke,  so 
that  if  coke  could  have  been  procured  at  anything  less  than 

1  John  Birkinbme,  T.  A.  I.  M.  E.,  XI,  78  (1883). 

2  0.  H.  Hahn,  A.  Eilers,  R.  W.  Raymond,  T.  A.  I.  M.  E.,  I,  100. 
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per  ton.  its  substitution  for  charcoal  would  have  been  profit- 
able. 

At  present  charcoal  is  of  but  little  importance,  except  in 
isolated  districts  where  wood  is  plentiful  and  cheap  and  other 
fuel  is  not  available. 

Charcoal  is  burnt  in  (a)  piles  or  "  meilers  "  and  in  pits  covered 
over  in  n  suitable  manner;  (6)  in  kilns,  and  (c)  in  retort  furnaces. 
The*  first  and  second  methods  are  the  most  common,  modern 
charcoal  burning  being  carried  out  chiefly  in  kilns.  The  yield 
by  the,  different  methods  is  approximately  as  follows:  meilers, 
30  bu.  per  cord;  kilns,  45  bu.  per  cord;  retorts,  60  bu.  per  cord. 
Even  with  the  low  yield  of  30  bu.  per  cord,  meilers  may  be  the 
cheapest  method  of  production  as  the  initial  expense  is  low, 
and  since  the  meilers  are  built  where  the  wood  supply  is 
located,  the  cost  of  transportation  is  a  minimum.1 

The  charcoal  obtained  from  different  woods  varies  much  in 
weight,  as  the  accompanying  data  will  show: 

TABLE  LXV.    WEIGHT  OP  CHARCOAL  FROM  WOOD 


Kind  of  Wood 

Weight 

Kind  of  Wood 

Weight 

While  pine 

9  cSO  Ibs  per  bu 

Black  ash 

14.47  Ibs.  per  bu. 

10.02 

White  ash  .      ... 

16.32 

S  >ni<*<» 

11.25 

Beech  

17.02 

Poplar  .              . 

12.27 

Yellow  birch  

*18.75 

I  lomlock 

12.85 

Sugar  maple  

18.95 

The  yield  of  charcoal  is  about  15  to  25  per  cent,  of  the  weight 
of  the  air-dried  wood.  It  varies  with  the  nature  of  the  wood, 
the  method  of  burning,  and  the  speed  of  burning;  a  slow  burning 
will  give  a  greater  yield.  Hard  woods  yield  a  hard  charcoal 
much  preferred  to  that  of  soft  woods.  In  the  West,  where 
hard  woods  are  absent,  nut  pine  yields  the  best  charcoal  Good 
charcoal  for  metallurgical  purposes  is  black  in  color,  and  when 
allowed  to  fall  on  a  hard  surface  gives  rise  to  a  sonorous  ring; 
it  will  withstand  considerable  pressure  when  this  is  gradually 
applied,  an  important  property,  as  in  blast-furnace  use  it  must 

1  For  methods  of  charcoal  burning  consult:  T.JEgleston,  The  Manufacture 
of  ( !lmmml  in  Kilns,  T.  A.  I.  M.  E.,  VIII,  373  (1880).  J.  Percy,  Metallurgy, 
Vol.  I,  Fuels.  Groves  and  Thorp,  Chemical  Technology,  Vol.  I,  Fuels. 
Philips  and  Baucrman,  Elements  of  Metallurgy. 
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be  capable  of  withstanding  pressure  from  the  furnace  charge, 
and  not  crush.  When  handled,  it  should  soil  the  fingers  hut 
little.  When  ignited,  it  should  burn  without  flume  or  smoke. 
It  possesses  the  property,  on  account  of  its  porosity,  of  absorb- 
ing large  quantities  of  gases,  absorbing  90  times  its  volume  of 
ammonia  gas,  35  volumes  of  carbonic  acid  gas,  9.25  volumes  of 
oxygen,  7.5  volumes  of  nitrogen,  or  1.75  volumes  of  hydrogen. 
Charcoal  exposed  to  air  will  absorb  from  5  to  12  per  cent,  of 
water.  The  composition  of  black  charcoal  is  as  follows: 

TABLE  LXVI.    COMPOSITION  OF  CIIAUOOAL 


Constituent 

No.  1 

No 

HoO  (water) 

7.23 

(> 

Carbon                      

88.89 

'<sr> 

Hydrogen  

2.41 

2 

Oxygen  .         .           ... 

1.4(5 

3 

Ash    

3.02 

2 

No.  2 

No.  ;t 

G.04 

8.21 

'85.18 

87,  -tt 

2.88 

2.2(> 

3.44 

o,r>4 

2.40 

i.r>r> 

The  ignition  point  of  charcoal  depends  upon  the  naiure 
of  the  wood  and  the  temperature  at  which  it  is  eharred.  When 
charred  at  300°  C.,  it  will  ignite  at  300  to  380°  (!.;  at  432°  C. 
it  will  ignite  at  400°  C.;  at  1000  to  1500°  0.  it  will  ignite  at 
600  to  800°  C.  Charcoal  made  from  hard  wood  ignites  at  a 
higher  temperature  than. that  made  from  soft  wood.  The  calo- 
rific power  of  good  black  charcoal  is  approximately  7500  to  7SOO 
calories.  The  specific  heat  of  charcoal  at  room  temperature  is 
0.2411. 

(3)  Peat.  —  Peat  or  turf  is  the  product  of  the  decomposition 
of  vegetable  matter,  such  as  herbaceous  plants  and  shrubs,  etc., 
which  accumulates  in  low  places,  as  swamps  and  bogs,  in  suc- 
cessive seasons  of  growth  and  decay,  the  latter  aided  by  warmth 
and  moisture.  Its  occurrence  is  widespread  in  temperate  cli- 
mates. Its  use  as  a  metallurgical  fuel  is  limited.  It  is  used 
in  the  form  of  partly  carbonized  briquettes  as  peat-coke  or 
charcoal,  or  as  dried  peat,  from  which  gas  may  be  produced. 
It  is  used  quite  extensively  in  European  countries,  Germany, 
Russia,  and  Sweden,  as  a  domestic  and  steam  fuel.1  It 

_     "5°^  S*horr>  £  A'  L  M-  E->  XXXV,  82  (1905),    A,  P.  Hall  and 
R  C.  Tolman,  E.  and  M.  Jour.,  LXXIX,  271  (1905), 
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represents    a    fuel    reserve    which    may    be    widely    usec 
time. 

The  composition  of  peat  is  very  variable,  chiefly  due  t 
varying  content  of  water  and  ash.     Freshly  cut  peat  from 
may  contain  as  much  as  80  to  90  per  cent,  water.     Air-c 
peat  usually  contains  10  to  30  per  cent,  of  water,  depen 
on  its  nature,  though  it  may  contain  40  to  50  per  cent.     I 
tically  all  of  the  hygroscopic  water  may  be  expelled  by 
ficial  drying,   but  it  is  reabsorbed  on   exposure  to   air. 
amount  of  ash  in  peat  also  varies  within  wide  limits, 
reason  for  this  is  that  it  consists  not  only  of  the  natural  as 
the  plants,  but  also  the  mineral  matter,  such  as  sand  and 
deposited  at  the  time  of  the  formation  of  the  peat.     The 
ranges  from  1  to  33  per  cent.,  with  about  7  per  cent,  in  good  ir 
rial.   The  composition  of  dried  peat  after  deducting  ash  is  app 
imately  as  follows:  Carbon,  60  per  cent.;  oxygen,  34  per  c< 
hydrogen,  6  per  cent.;  which  is  10  per  cent,  more  of  carbon  a 
per  cent,  more  of  available  hydrogen  than  contained  in  w 
Its  higher  ash  contents,  however,  tend  to  annul  this  advant 

Peat  has  received  much  attention  in  Europe  in  recent  y 
and  its  use  is  rapidly  increasing.  It  is  employed  in  the  \ 
of  dried  briquettes,  carbonized  briquettes,  and  peat  cob 
peat  charcoal.  Peat  coke,  made  by  the  Ziegler  process,  is  fc 
firm,  and  practically  free  from  phosphorus  and  sulphur, 
has  a  calorific  power  of  from  6776  to  7042  calories  per  kg. 
is  used  for  smelting  foundry  iron,  in  copper  refining,  and  for  o 
metallurgical  purposes  in  Germany,  Peat  briquettes,  n 
by  the  Stauber  system,  have  a  composition  of  45.14  per  c 
carbon,  4.54  per  cent,  hydrogen,  29.34  per  cent,  oxygen, 
9.09  per  cent,  ash,  and  a  calorific  power  of  3806  calories/ 

The  cost  of  extracting  and  preparing  peat  for  use  as  a 
is  quite  costly,  and  in  districts  where  cheap  coal  is  avail; 
cannot  enter  into  competition  with  it. 

(4)  Coal.  —  Coal  is  the  most  important  metallurgical 
and  is  used  directly  as  coal,  in  the  form  of  coke,  and  for 
production  of  gas.  The  composition  of  coal  varies  widely 
it  is  classified  in  several  ways.  One  classification  is  base< 
the  property  of  coking,  or  not  coking,  a  coking  coal  being 
that  will  melt  into  a  fluid  mass  when  subjected  to  a  comj 

1 J.  Fulton,  Coke,  1905,  442.     Mines  and  Minerals,  XXV,  305  (1905) 
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tively  high  temperature  without  free  access  of  air.  A  second 
classification  is  based  on  the  chemical  composition,  viz.,  the 
relative  amounts  of  "  fixed  "  carbon  and  "  volatile  matter." 
A  third  classification  is  based  on  the  length  of  flume  during 
burning. 

Coals  are  considered  as  members  of  a  serins,  beginning 
with  wood  and  ending  with  graphite,  viz.,  wood,  peat,  lignite,  bi- 
tuminous coal,  semi-bituminous  coal,  semi-anthracite,  anthracite, 
graphite,  the  wood  or  vegetable  tissue  being  the  source  of  origin 
of  peat  and  the  coals.  From  a  metallurgical  point  of  view  the 
classification  based  on  length  of  flame,  coking  properties,  and 
calorific  power  are  of  most  interest.  From  a  geological  stand- 
point the  question  as  to  whether  a  coal  is  lignite,  bituminous, 
or  anthracite  is  of  interest.  From  the  standpoint  of  heating 
power  the  high-grade  bituminous  coals  come,  first,  followed  by 
anthracite,  then  by  ordinary 'bituminous,  and  finally  by  lignite. 
Percy's  classification  is  (a)  Non-coking  coal  free  burning,  rich  in 
oxygen;  (b)  coking  coal;  (c)  non-coking  coal  rich  in  carbon. 

Gruner's  classification  is:  (a)  Non-cokiny  coals  with  long 
flame.  These  coals  approach  lignite  in  character,  yield  55  to 
60  per  cent,  of  powdery  coke,  and  burn  with  a  long  smoky 
flame.  The  composition  is  as  follows:  O,  75  to  (SO  per  cent..;  II, 
4.5  to  5.5  per  cent.;  0,  15  to  19.5  per  cent.  The  ratio  of  ()  to  II 
is  3  to  1  to  4  to  1.  The  calorific  power  is  SOOO  to  8500  calories. 

(b)  Coking  long  flame  gas  coals.     These  yield  GO  to  (>5  per 
cent,  loose,  friable  coke  and  32  to  40  per  cent,  volatile*  matter, 
of  which  17  to  20  per  cent,  is  gas.     The  composition  is  as  follows: 
C,  80  to  85  per  cent.;  H,  5  to  5.8  per  cent.;  (),   10  to   14.2  per- 
cent.    The  calorific  power  is  from  8500  to  S800    calories. 

(c)  Bituminous  or  furnace  coals.      These  coals  burn  with  a 
smoky  flame  and  yield  68  to  74  per  cent,  of  rather  loose  coke, 
and  15  to  16  per  cent.  gas.     The  composition  is  as  follows:  O, 
84  to  89  per  cent.;  H,  5  to  5.5  per  cent.;  <),  5.5  to  1 1  per  cent.; 
the  ratio  of  0  to  H  is  1: 1.     The  calorific  power  is  8SOO  to  0300 
calories. 

(d)  Coking  coals  with  short  flame.     These  yield  from  74  to  82 
per  cent,  of  hard  compact  coke,  and  12  to  15  per  cent.  gas.     The 
composition  is  as  follows:  C,  88  to  91  per  cent.;  IT,  4.5  to  5.5  per 
cent.;  0,  5.5  to  6.5  per  cent.     The  calorific  power  is  9300  to  9GOO 
calories. 
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(c)  Anthracite,  coals1.  These  yield  82  to  92  per  cent,  of  s 
powdery  coke  and  12  to  8  per  cent.  gas.  They  burn  with  a  sh 
(lame.  The  composition  is  as  follows:  C,  90  to  93  per  cer 
11,  4  to  4.5  per  cent.;  (),  3  to  5.5  per  cent.  The  calorific  po\ 
is  1)200  to  9500  calories. 

The  calorifics  power  in  this  classification  is  based  on  "  co 
bustible  matter  "  present,  viz.,  the  composition  of  the  coal  af 
deducting  the  contents  in  ash.  This  classification  is  bai 
on  ICuropcan  coals  and  does  not  apply  generally  to  Ameri( 
coals. 

If  a  coal  be  heated  in  a  closed  vessel  to  a  high  temperate 
»;as  will  be  given  off,  which  consists  of  volatile  liydrocarh 
and  some  water  vapor,  and  there  remains  a  residue  of  "cok 
which  consists  of  the  fixed  carbon  arnd  the  ash.  This  is 
basis  of  the  method  of  "proximate  analysis"  of  coal  wh 
determines  the  fixed  carbon,  volatile  matter,  water  or  moisti 
sulphur  and  ash.  In  distinction  to  this  there  is  the  ultiw 
awtluxix,  which  determines  the  elemental  constituents  of  c< 
carbon,  oxygen,  hydrogen,  nitrogen,  sulphur,  and  the  ash 
Kent's2  classification  is  based  on  the  proximate  anal; 
of  coal,  recalculated  to  allow  for  ash.  It  is  as  follows: 

TABU-J  LXVIL     KENT'S  CLASSIFICATION  OF  COALS 


P(>r  rent.  Kixed 

Typo 

(lurhoii 

\ntlinieite 

1)7    -92.5 

Semi-nnf  hrarite     .... 

92.5-S7.5 

Somi~bituminouH  

S7.5-75 

Kustern  bituminouH  .  . 

75   -()() 

Western  bUuminouri,  , 

()5   -50 

1(\SH  tlliUl  50 

IVr  confc.  Volatile 
Mutter 

ITotiting  Value  in  B 
per  Lb.  of  Comlms 

Matter 

3   -  7.5 

14,GOO-14,80( 

7.5-12.5 

14,700-15,00 

12.5-25 

15,500-16,00 

25    -40 

14,800-15,20 

35   -50. 

13,500-14,80 

more  than  50 

11,000-13,50 

rlnh(»  tuost  recent  classification  suggested,  and  probably 
most  satisfactory,  is  that  of  Marius  Campbell3,  which  is  b: 
on  the  carbon-hydrogen  ratio,  viz.,  the  quotient  .obtained 

1  Thono  uro  really  Homi-anfrhraeitc  and  semi-bituminous  coals. 
»  Win,  Kent,  SUnun  lioilcr  Economy,  p.  42.        '  . 

HI  S  (I  S.  ProfoHHionttl  Paper  48,  172  (1906).  Report  of  the 
Tenting  Plant  and?.  A,  I.  M,  E,  XXXVI,  324  (1906).  ' 
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dividing  the  per  cent,  of  carbon  by  the  per  cent,  of  hy<lro<;x 
in  the  coal  as  determined  by  ultimate  analysis. 

The  proposed  classification  is  as  follows;  groups  A,   B,   ( 
D3  E,  are  tentative. 

TABLE  LXVIII.    CAMPBELL'S  CLASSIFICATION  OK  COALS 


Group 

Classification 

A 

Graphite   

B 

Anthracite  

C 

u 

D 

Semi-anthracite   

E 

Semi-bituminous    

F 

Bituminous  

G  

a 

H 

u 

I    .                    . 

u 

J  

Lignite  

K 

Peat         

L  

Wood  (cellulose)    

oo  -:>o 

30      20 
2(>  -2:{ 

23    20 

20      17 
17       M.4 
14.4   12.f) 
12.,r>   11.2 
11.2  -  (,U 

9..T- 

7.2- 


The  term  semi-bituminous  was  used  in  the  old  Pennsy] 
vania  classification  of  coals,1  and  is  retained,  although  th 
term  is  not  properly  used,  since  it  would  normally  mean  a  con 
between  a  lignite  and  a  bituminous  coal,  and  not  a  coal  botwooi 
a  bituminous  and  an  anthracite.  The  term  is  frequently  use< 
to  describe  either  kind  of  coal. 

In  Table  LXIX  the  proximate  and  ultimate  composition  <> 
American  coals  are  given  with  the  calorific  power,  and  in  tabl 
LXX  the  proximate  composition  of  western  coals,  largely  use< 
in  smelting.  In  table  LXXI  the  proximate  composition  <> 
some  foreign  coals  is  given.  In  regard  to  moisture  it  is  neces 
sary  to  state  that  this  is  of  two  kinds:  (a)  the  water  which  tin 
coarsely  crushed  coal  loses  by  drying  in  the  air  of  the  roon 
until  no  further  loss  occurs,  i.e.  an  equilibrium  is  established  be- 
tween the  moisture  in  the  coal  and  that  in  the  air,  awl  (/>)  thai 
water  which  is  lost  by  further  drying  tho  finely  crushed,  air- 
dried  coal  (60  mesh)  in  an  air  bath  at  105°  (!.  to  eonstanl 
weight.  The  second  loss  varies  much  in  different  kinds  of  coa 

1  Persifor  Frazer,  T.  A.  I.  M.  E.,  VI,  430. 
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in  anthracite  it  will  bo  0.5  to  3  per  cent.;  in  bituminous  coal, 
.o  (.)  per  wiit.,  and  in  lignites  as  high  as  20  per  cent. 

denentl.  u  Cannel "  coal  is  a  variety  of  bituminous  coal 
lally  of  low  specific,  gravity,  ranging  from  1.1  to  1.20,  of  a 
11  luster  and  non-coking.  It  bums  with  a  long,  smoky  flame, 
is  high  in  volatile  matter  and  low  in  fixed  carbon,  resembling 
nite  in  composition,  except  that  the  moisture  is  low,  like 

bituminous  coals.     The   following  are  proximate  analyses: 

Brcckenridge  Ky.:  Volatile  matter,  53.53  per  cent.;  fixed 
-bun,  34.37  per  cent.;  ash,  12  per  cent.;  S,  1.89  per  cent. 

Nova  Scotia:  Volatile  matter,  66.56  per  cent.;  fixed  car- 
n,  25.23  per  cent.;  ash,  8.21  per  cent.;  water,  0.23  per 
it.  ('amid  coals  are  comparatively  rare  and  not  important 
'tullurgieally. 

While  the  fuel  value  of  coal  is  dependent  upon  its  position 

the  classification,  viz.,  whether  it  be  an  anthracite,  lignite, 
•.,  the  amount  of  ash  present  is  a  very  important  factor, 
le  higher  the  percentage  of  ash  the  less  the  calorific  power  in 
y  given  coal.  Thus,  a  bituminous  coal  quite  high  in  the 
issification,  containing  much  ash,  may  not  be  as  good  a  fuel 
a  lignite,  low  in  ash.  The  moisture  content  of  the  coal  is  also 
portant.  In  burning  coal  under  boilers  or  in  metallurgical 
:'naees  there  is  a  definite  heat  loss  for  every  per  cent,  of  water 
tin1  coal.  If  the  products  of  combustion  in  which  the  water 
present  us  vapor  escape  at  400°  C.,  every  per  cent,  of  water 
uses  a  loss  of  about  8  calories;  if  they  escape  at  1200°  C.,  a 
is  of  about  14  calories.  In  table  LXIX  the  calorific  or  heat- 
;>dueing  power  of  coals  is  given 'as  determined  by  the  Mahler 
lorimeter.  This  includes  the  heat  of  the  condensation  of 
(4  water  vapor,  vh.}  is  equivalent  to  the  products  of  combustion 
•aping  at  room  temperature,  16°  0.,  the  water  existing  chiefly 

the*  liquid  form.  This  is  not  realized  in  practice,  and  the 
tual  calorics  obtained  must  be  determined  by  applying  a  cor- 
ttion  for  water. 

Sulphur  in  coal  is  usually  an  objectionable  substance,  for 
the  coal  is  a  coking  coal  and  the  coke  is  used  in  iron  smelting, 
Iphur  must  be  low.  In  lead  and  copper  blast  furnace  smelting 
Iphur  iu  coke  is  not  detrimental.  In  coal  for  reverberatory 
rnaees  or  for  the  production  of  gas,  used  in  iron  metallurgy, 
Iphur  is  objectionable.  In  smelting  copper  ores  in  reverbera- 
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lory  furnaces,  sulphur  is  not  detrimental,  but  in  refining  copper 
in  rrverheratory  furnaces,  the,  sulphur  contents  of  the  coal 
used  should  preferably  he  low.  Sulphur  and  ash  in  coal  may 
often  be  materially  reduced  by  washing  or  dressing  out  "  bone  " 
or  slate,  so  thai  a  poor  coal  as  mined  may  be  converted  into  a 
good  fuel.  Sulphur  iu  coal  occurs  generally  as  pyrites  or  as 
gypsum.  The  ash  of  coal  is  of  very  variable  composition.  It 
consists  chiefly  of  Si(),,  l<\s><),?  (W),  MgO,  A1A,  CaS04  and 
small  amounts  of  the  alkalies.  The  amount  of  the  different 
const  it  ucnts  varies  widely.  Thus:  (a)  Si02,  15.48  per  cent.; 
AlaOa,  r>.2H  per  cent,;  l^O,,,  74.02  per  cent.;  CaO,  2.26  per 
rent;  MgO,  0.2(J  per  cent.;  K20,  0.53  per  cent.;  CaS04,  2.17 
per  rent,;  (/;)  SU>.>,  -15,13  per  cent.;  Al>0,,  22.47  per  cent.;  Fe203, 
25.H;|  per  mil,;  CaO,  2.80  per  cent.;  MgO,  0.52  per  cent.;  K20, 
O.UO  per  cent,;  Na-.O,  0.28  per  cent.;  CaS04,  2.37  per  cent,  (c) 
SiOB,  (>().2:J  per  rent.;  A12()3,  31.63  per  cent.;  Fe203,  6.36  per 
rent,;  CaO,  LOS  per  cent.;  MgO,  0.35  per  cent.;  K20,  0.11  per 
cent. ;  (1aSO,|,  0.2-1  por  cent.  The  ash  may  be  of  such  composi- 
tion us  to  be  readily  fusible,  and  form  slag,  known  in  this  case 
as  M  clinker  "  at.  the  temperature  of  combustion  obtained  in  the 
body  of  the  fire,  as  for  instance  ([>),  or  it  may  be  practically 
infusible  as  (e),  or  an  incipient  fusion  only  may  take  place. 

A  heavy  massive  "  clinker "  may  be  very  objectionable, 
necessitating  a  frequent  cleaning  of  the  grates,  while  the  entire 
absence  of  clinker  may  be  equally  objectionable  as  it  will  per- 
mit fine  fuel  to  pass  the  grates.  A  reasonable  amount  of  porous 
t%linker  is  usually  desirable. 

(' uking  conh,  The  coking  coals  are  those  that  can  be 
made  into  a  good  metallurgical  coke,  suitable  for  blast-furnace 
HweUiuK  in  iron,  copper,  and  lead  metallurgy.  The  coking  coals 
belong  to  the  bituminous  clans,  but  it  is  not  possible  to  determine 
by  the  proximate1  or  ultimate  analysis  of  the  coal  whether  it 
will  or  will  not  melt  and  fuse  into  a  "  coke."  Coals  of  practi- 
cally identical  ultimate  chemical  composition  will  act  in  a  widely 
different  manner  in  this  respect.  A  great  deal  of  work  has 
been  done  on  thin  subject  without  result.  It  is  well  established 
that  all  eoals  are  hydrocarbons.  From  this  standpoint  the 
composition  of  a  coal  may  be  exceedingly  complex;  thus  coals 
of  the  same  ultimate  composition  in  0,  H,  C,  and  N  may  vary 
widely  in  the  nature  of  their  molecular  structure,  and  it  may 
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be  easily  conceived  how  certain  hydrocarbon  molecules  may 
melt  at  comparatively  low  temperatures,  before  decomposition, 
while  others  are  decomposed  long  before  the  melting-point  is 
reached,  viz.,  have  no  melting-poult.  It  may  be  stated  in  a 
general  way  that  coking  coals  range  in  volatile  matter  from 
about  17  to  33  per  cent.,1  although  by  no  means  all  coals  in 
this  range  will  coke,  and  some  coking  coals  lie  outside  of  this 
range.  In  the  process  of  coking,  the  heat  for  the  operation  is 
obtained  from  the  combustion  of  the  volatile  hydrocarbons.  If 


'"p /"""""  "T ~~ I       —--—  =r=       ^ 

FIG.  107.  —  Plan  of  block  of  ovens. 

these  are  too  low,  good  coke  cannot  be  made  in  "  beehive  " 
ovens,  although  certain  by-product  ovens  are  suitable  for  the 
manufacture  of  coke  from  this  type  of  coal.  If  the  volatile 
matter  be  too  high,  the  amount  or  yield  of  coke  per  ton  of  coal 
is  low.  The  ash,  sulphur,  and  phosphorus  in  coal  do  not  seem 
to  influence  its  coking  properties.  The  ash  is  concentrated  in 
the  coke,  hence  the  best  coking  coals  are  low  in  ash.  Thus  if 
a  coal  containing  10  per  cent,  ash  yield  65  per  cent,  of  coke, 
the  ash  contents  of  the  coke  will  be  15.4  per  cent. 

(5)  Coke.  —  In  the  United  States,  in  1907,  there  were  pro- 

1  John  Fulton,  Treatise  on  Coke,  1905,  28.    F.  C.  Keighley,  Mines  and 
Minerals,  XXVIII,  109  (1907). 
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duced  40,595,238  tons  of  coke,  valued  at  $107,445,050  at  the 
ovens.1  By  far  the  greater  part  of  this  was  consumed  for  smelt- 
ing purposes.  About  85  to  87  per  cent,  was  made  in  beehive 
ovens,  and  the  rest  in  by-product  coke  ovens.  In  coking  in 
beehive  ovens,  a  large  part  of  the  gas  produced,  which  is  valuable 
as  fuel,  and  the  tar  and  ammonia  liquor,  is  wasted.  In  the 
by-product  oven,  all  the  products  are  utilized.  It  is  generally 
recognized  that  coking  in  beehive  ovens  entails  an  enormous 
waste,  and  in  the  more  populous  districts  of  the  country  they 
are  gradually  being  replaced  by  the  by-product  ovens.  .Near 


FIG.  108.  —  Cross-section  of  a  bunk  of  ovens. 

cities  where  the  gas  produced  finds  a  ready  wile  for  fuel  and 
illuminating  purposes,  by-product  ovens  are  frequently  installed. 
Certain  large  iron  and  steel  plants  also  manufacture  their 
own  coke  in  by-product  ovens,  the  gases  obtained  being  used 
for  fuel  purposes.  In  outlying  districts,  distant  from  ready 
markets,  as  in  the  western  states,  by-product  ovens  are  rarely 
installed,  as  the  first  cost  is  great,  and  the  by-products  do  not 
find  a  ready  sale.  The  use  of  the  by-product  oven  is,  however, 
constantly  increasing. 

Coking  in  beehive  ovens.  The  "  beehive  "  oven  for  coking 
coal  is  very  old  and  is  an  adaptation  of  the  conical  "  meiler  " 
for  burning  charcoal.  The  name  is  derived  from  its  resemblance 

1  Mineral  Industry,  XVII,  130  (1908). 
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<<»  ^  <>1<1  form  of  beehive.  In  Figs.  107  and  108  is  shown 
th<1  l>l»»l  and  cross-section  of  ovens,  and  in  Fig.  109  the  front 
elevation^  showing  the  construction  of  doors.  The  ovens 
an*  built  in  blocks,  or  double  rows,  or  in  banks,  or  single  rows. 
The  arrangement;  is  such  that  the  ovens  are  charged  from  a 
track  on  U>p  of  the  ovens,  by  means  of  a  special  car  termed 
a  "  lurry,11  and  discharged  through  the  door  in  the  side  on  to 
a  platform,  from  which  the  coke  is  loaded  directly  into  rail- 


FRONT  VIEW  '  SIDE  VIEW 

Fit 5.  100.  —  Door  of  beehive  coke  oven. 

road  cars  on  a  track  at  a  lower  level  than  the  platform.  The 
ovens  arc  gonorally  about  12.5  ft.  in  diameter  and  7.5  ft.  high 
to  tho  highest  point  in  the  crown.  The  circular  section  of  the 
oven  is  built  of  fire  brick,  usually  a  coarse-grained  brick  which 
will  withstand  the  severe  conditions  produced  by  highly  heated 
surface's  coming  in  contact  with  the  water  used  in  quenching 
the  coke4.  The  crown  of  the  oven  is  fequently  built  of  silica 
brick.  Tiling  in  used  for  the  floor  and  wherever  necessary 
special  shapes  arc  used  to  avoid  the  cutting  of  brick. 

1  Mines  and  Minerals,  XXVII,  80  (1906). 
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Coking  process.  In  starting  new  ovens  they  are  preheatec 
to  a  dull  red  heat  by  burning  coal  in  them;  in  working  ovens 
they  are  at  that  temperature  "from  the  previous  charge.  About 
5  to  6  tons  of  coal  are  then  charged  in  at  the  top  and  leveled 
off  with  a  rake.  The  depth  of  the  coal  should  be  23  to  24  in. 
The  coal  may  be  mine  run,  viz.,  in  the  form  as  mined,  which 
may  be  fine  and  in  small  pieces  as  in  the  Connelsville  district 
of  Pennsylvania;  or  it  may  have  to  be  first  crushed.  Some- 
times coarse  lump  coal  is  charged.  The  preparation  of  the 
coal  depends  on  the  nature  of  it;  some  coals  will  make  good 


FIG.  110.  —  Cross-section  of  coke  oven  showing  height  of  coal  charged. 


coke  only  if  finely  crushed,  others  do  not  need  this  preparation. 
Certain  coals  must  be  cleaned  of  bone  tod  slate  by  dressing 
and  washing,  in  order  to  reduce  the  ash  and  sulphur  to  as  low 
a  content  as  possible,  before  coking.  The  door  A,  Fig.  110,  is 
then  bricked  up  with  fire  brick,  the  top  brick  being  put  in  loosely, 
so  that  they  may  be  removed  for  the  admission  of  air  when  the 
coking  process  requires  it.  After  10  to  20  minutes  white  smoke 
wilUrise  through  the  top  opening,  the  distillation  of  the  coal 
having  begun;  then  some  air  is  admitted  at  the  top  of  the  door 
and  the  gases  above  the  coal  ignite,  and  burn  with  a  dull  smoky 
flame.  The  coking  of  the  coal  proceeds  from  above  downward, 
essentially  — the  volatile  matter  of  the  coal  distils  and  burns 
in  the  oven  above  the  coal,  furnishing  the  heat  for  the  operation. 
Some  of  the  hydrocarbon  gases  rising  through  the  mass  deposit 
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carbon  in  the  fissures  in  the  upper  mass,  already  coked,  giving 
the  coke  the  silvery  appearance1  usually  a  property  of  high- 
grade  coke.  As  the  operation  proceeds,  the  temperature  rises 
and  the  dame  becomes  white  and  finally  disappears.  Toward  the 
end,  the  air  supply  is  gradually  shut  off,  until  none  is  admitted. 
The  oven  is  permitted  to  stand  for  some  time  after  the  disap- 
pearance of  all  flame,  and  then  water  is  turned  in  at  the  top 
by  means  of  a  hose,  and  the  coke  is  quenched.  The  door  is 
then  removed  and  the  coke  withdrawn  by  long  rakes.  The 
standard  time  of  coking  for  metallurgical  coke  is  48  and  72  hours. 


FKJ.  111.  —  Longitudinal  sections.    The  Otto-Hilgenstock  by-product  ovens. 

After  drawing  the  coke,  the  oven  is  recharged  as  rapidly  as 
possible  in  order  to  avoid  loss  of  heat,  as  the  best  coke  is  pro- 
duced in  hot  ovens.  Often  the  coke  at  the  bottom  of  the 
oven  is  black  and  soft  for  several  inches,  due  to  insufficient 
heat;  this  black  portion  is  known  as  black  ends.  Seventy-two 
hour  coke  is  usually  of  a  more  cellular  structure,  of  greater 
hardness  of  body,  has  less  black  ends  than  48-hour  coke,  and 
makes  a  better  metallurgical  fuel,  especially  for  iron  blast  fur- 
mice  work.  For  lead  and  copper  blast  furnace  smelting  48-hour 
coke  may  answer  as  well.  The  yield  of  coke  from  coal  depends 
on  the  amount  of  volatile  matter  in  the  coal,  and  the  amount 
of  the  fixed  carbon  consumed  in  the  coking  process,  which 
depends  upon  the  care  used  in  coking.  In  the  Connelsville 
1  John  Fulton,  Treatise  on  Coke,  158. 


370 


GENERAL  METALLURGY 


district  the  yield  of  marketable  coke  is  about  02  to  05  per 
cent,  of  the  weight  of  the  coal  charged.  The  average  tempera- 
ture of  the  interior  of  the  beehive  oven  during  coking  is  1402°  ('., 
and  the  highest  temperature  1535°  C.1 

By-product  coke  ovens.  Figs.  Ill  and  11.2  show  a  longi- 
tudinal and  a  cross-section  respectively  of  the  Otto-Uilgenstoek" 
by-product  retort  oven.  It  consists  essentially  of  the  fire- 
brick retorts  R,  about  33  ft.  long,  6.5  ft.  high,  and  17  to  22  in. 
wide,  holding  a  charge  of  6  to  7  tons  of  coal.  This  coal  is  charged 
by  larry  cars  M  through  the  openings  q,  while  the  coke  is  dis- 


FIG.  112.  — Transverse  .sections.    Tho  OU.o-inigonnl.ork  l>y-pro<luoi 

charged  by  special  mechanical  pushers  through  the  doors  Rf. 
The  gas  given  off  from  the  coal  during  distillation  escapes  from 
the  retort  by  the  openings  /<;,  and  is  conducted  to  condensers 
which  separate  out  ammonia  liquor,  tar,  etc.,  and  a  certain  pro- 
portion of  the  gas.  The  rest  of  the  gas  is  returned  to  the  main 
A,  from  which  it  enters  the  burners  It,  /*,  air  for  combustion 
being  drawn  in  at  0,  0,  from  the  foundation  arches.  The 
flame  and  products  of  combustion  pass  up  the  vertical  flues 

1 J.  R.  Campbell,  E.  and  M.  Jour.,  LXXXVTI,  120  ('1909). 
2  The  United-Otto  System  of  By-product  Coke  OVOIIH,  by  the  United  ( Joke 
and  Gas  Co.,  New  York,  1906. 
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v,  v,  over  the  top  of  them,  to  the  center  of  the  chambers,  thence 
down  a  channel  in  the  wall  to  the  flue  P  below  the  floor  of  the 
retorts,  then  to  the  flues  z  into  the  main  flue  X,  from  which 
they  pass  to  boilers,  giving  up  their  remaining  heat  to  form 
steam. 

It  will  be  noted  that  the  coking  retorts  R  are  surrounded 
by  flues  in  which  the  gas  is  burnt,  thus  uniformly  heating  the 
same  from  without  to  a  high  temperature.  In  some  types 
of  by-product  retort  ovens,  the  air  for  the  combustion  of  the 
gas  is  preheated  by  a  system  of  regenerating  chambers,  built 
of  brick  in  checker-work  fashion.  The  hot,  waste  products 
of  combustion,  in  place  of  heating  boilers,  are  conducted 
to  one  of  these  regenerators  where  they  give  up  their  heat 
to  the  brick  work,  thence  passing  to  the  stack.  The  other 
regenerator,  which  has  been  previously  heated  in  this  manner, 
has  the  air  for  combustion  passed  through  it,  thus  absorbing 
the  heat  from  the  brick  work,  and  by  this  preheating  permitting 
a  high  temperature  to  be  attained  in  the  flues  around  the  retort, 
with  a  smaller  consumption  of  gas  than  would  be  possible  with- 
out preheating  the  air.  This  permits  more  of  the  gas  produced 
in  coking  to  be  used  for  the  manufacture  of  illuminating  or 
fuel  gas.  As  the  regenerators  cool  from  the  air  passed  through, 
they  are  reversed  from  time  to  time  by  a  system  of  valves.  Fig. 
113  shows  a  general  view  of  a  United-Otto  system  by-product 
coke  oven  plant. 

The  physical  properties  of  coke.1  The  following  properties  are 
discussed:  (a)  hardness  of  body,  (b)  cell  structure,  (c)  purity, 
(d)  uniform  quality,  (e)  coherence  in  handling. 

(a)  Hardness   of  body.      By    this   is   meant    the    hardness 
of  the  cell  walls  of  the  coke,  which  is  usually  from  2  to  3.5, 
referred  to  the  mineralogical  scale.    The  property  is  important 
in  that  hard  cokes  (3  plus)  are  resistant  to  the  solvent  action 
of  carbon  dioxide  gas  in  the  blast  furnace,  —  C02  +  C  =  2CO  • — 
which  takes  place  in  the  upper  part  of  the  furnace  and  is  known 
as   the   "  carbon  transfer.7'     This   dissolution  of  the   coke  is 
undesirable  since  it  should  reach  the  "  tuyeres  "  or  blast  openings 
of  the  furnace  practically  unaltered.    The  standard  Connels- 
ville  coke  produced  in  beehive  ovens  has  a  hardness  of  three. 

(b)  Cell  Structure.     Coke  is  cellular  in  structure.     A  piece 

1  John  Fulton,  iUd. 
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of  coke  (Consists  of  walls  of  coke  enclosing  irregular  spaces  o: 
colls.  These  cells  intercommunicate  with  each  other,  for  << 
piece  of  coke  will  readily  absorb  a  great  deal  of  water,  abou 
70  per  cent,  of  its  dry  weight.  Standard  Connelsville  cob 
consists  of  about  44  per  cent,  coke  and  56  per  cent,  cell  spac< 
per  unit  volume.  This  cellular  structure  is  important  sinc< 
it  ufi'ords  a  large  surface  for  combustion.  This  is  essential 
as  the  rapidity  of  combustion  at  the  tuyeres  of  the  furnac< 
has  a  decided  influence  on  the  furnace  capacity. 

In  the  blast  furnace  the  coke  should  pass  to  the  zone  o 
combustion  practically  unaltered,  and  then,  when  it  come 
into  contact  with  the  air  blast,  burn  rapidly.  There  is  a  grea 
deal  of  difference  in  the  cell  development  of  various  cokes 
in  some  instances  it  may  be  as  low  as  24  per  cent. 

(c)  Purity.  The  term  purity  has  reference  to  the  absenc 
of  ash,  sulphur,  and  phosphorus.  Generally  the  ash  content 
of  coke  are  not  much  below  10  per  cent.  Cokes  with  less  thai 
5  to  7  per  cent,  are  scarce.  Table  LXXII  gives  the  composi 
tion  of  coke  ash. 

TAHLM  LXXII.    COMPOSITION  OF  COKE  ASH 


Locality 

Chemical  Composition 

SiOa 

Fca03 

AlaOa 

CaO 

MgO 

8 

I1(>1T    JVfoiltaiUl  * 

57.0 
51.6 

48.9 
43.2 
50.3 

19.0 
10.0 
18.9 
25.0 
14.9 

21.2 
33.6 
23.9 
23.1 

21.88 

3.3 

5.8 
8.87 
13.10 

1.4 

0.8 

Bolt  Montana  '  .           

Cardiff,  Colorado  l    

Fairmount,  West  Virginia  
ConnelHville,  Pouiwylviinia    .... 

The  sulphur  and  phosphorus  contents  of  coke  are  of  im 
portanee  in  the  metallurgy  of  iron.  For  iron  blast  furnac 
use  coke  should  contain  not  more  than  1  per  cent,  sulphu] 
though  some  cokes  containing  somewhat  more  than  this  ar 
used.  In  lead  and  copper  blast  furnace  smelting  no  particula 
limits  are  set.  Phosphorus  is  usually  low  in  cokes.  In  th 
metallurgy  of  iron  this  constituent  should  usually  not  excee 
0.05  per  cent.,  though  more  is  permissible  when  "  basic  "  iro 
is  made  for  the  basic  open-hearth  steel  process. 


374 


GENERAL   METALLURGY 
TABLE  LXXIII.     COMPOSITION  OF  COKKS 


— 

ClH'l 

ii<-:il  Co 

inpo.sil. 

on 

Locality 

-  - 

Moisture 

Volatile 
Matter 

Fixed 
(':«•!  ><m 

AH!  i 

Sulphur 

PhoM- 
])h()l  UM 

Connelsville,  Pa.,  Standard  coke2  . 

0.80 

1.31 

S6.SS 

1.1.51 

o.c>95 

).()5 

Pocahontas  W  Va.2     

0.34-5 

0.341 

92.69 

5.S2 

0.73S 

0.0063 

Alamo  JMcxico  ^    

1.35 

S3.SO 

14.85 

1.08 

0.005 

Monongah,  W.  Va.2    

0.23 

0.80 

S9.77 

9.80 

0.970 

0.039 

Fairmount  W   Va  3         

0.69 

1.00 

85.89 

12.42 

Cambria,  Wyo.  3   

0.92 

3.93 

65.22 

29.93 

— 



Colorado  ^                

1.60 

1.70 

S6.S6 

10.70 

Lehio-h  Pa  l     

0.60 

4.20 

Sl.SO 

13.80 

Horr  ^Montana  *             

0.50 

4.00 

75.70 

19.9 

Crows'  Nest  B  C.1  

0.50 

4,10 

S5.S 

9.9 

„„..  « 

.  .,, 

Belt  Montana  1     

2.30 

4.70 

7S.3 

13.7 

Cardiff,  Colorado  l    

0.40 

3.60 

S5.7 

10.3 

Castle  Gate,  Utah  *  

0.20 

3.50 

80.1 

10.2 

,.  , 

Raton  Field   New  Mex  4 

0.5S 

1.77 

70.00 

1  <>.<)< 

().(>98 

(e)  Uniform  quality.  Shipments  of  coke  should  be  of  uni- 
form quality,  and  black  ends,  which  are  soft-  and  do  not  resist 
the  action  of  the  furnace,  should  be  absent.  Cokes  differ  much 
in  appearance,  thus  Conneisville  coke  is  columnar  in  structure, 
usually  of  a  bright  silvery  luster,  in  large,  hard,  massive  pieces, 
and  very  coherent;  while  some  West  Virginia,  cokes  resemble 
a  conglomerate  in  structure,  like  pieces  of  charred  co:U  cemented 
together,  and  do  not  possess  any  very  prominent  luster,  but 
are  rather  dull.  It  is  also  more  friable  than  the  (  -onnelsville 
coke,  and  large  pieces  break  readily.  "Both  kinds,  however, 
make  excellent  blast-furnace  coke. 

(/)  Coherence  in  handling.  The  hard,  massive  cokes  stain  1 
railroad  shipment  much  better  than  the  softer  friable  kinds. 
Coke  fines  or  breeze  is  very  undesirable  as  a  blast-furnace  fuel, 
and  in  handling  coke  at  the  furnaces  it  is  generally  discarded, 
the  coke  being  shoveled  with  coke  forks  which  eliminate  all 
pieces  below  a  certain  small  sixe. 


1H.  0.  Hofman,  T.  A.  I.  M.  E.,  XXXIV,  289  (1904). 

2  J.  Fulton,  Treatise  on  Coke,  334. 

3  C.  H.  Fulton  and  T.  Knutzen,  T.  A.  I.  M.  E.,  XXXV,  i 
4E.  K.  Judd,  E.  and  M.  Jour.,  LXXXIV,  8  (1907). 


(1905). 
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(</)  (1runhin.<j  strength.  The  crushing  strength  of  coke  varies 
with  the  coal  from  which  it  is  made,  and  the  process  of  coking. 
Coke  made  in  beehives  ovens  has  not  the  same  strength  as  that 
made  from  the  same  coal  in  certain  by-product  ovens.  Thus 
standard  beehive  oven  coke  from  Connelsville  coal  has  a  crush- 
ing strength  of  about  300  Ibs.  per  cu.  in.,  while  by-product  coke 
from  the  same  coal  may  attain  a  strength  of  940  Ibs.  per  cu.  in. 
The  crushing  strength  is  of  importance  in  reference  to  the  load 
or  burden  the  coke  can  withstand  in  the  furnace  without  crush- 
ing. A  strength  of  300  Ibs.  per  cu.  in.  is  ample  to  resist  the 
load  in  :i  90-ft.  iron  blast  furnace. 

The  crushing  strength  of  various  cokes  made  in  beehive 
ovens  will  vary  from  75  to  440  Ibs.  per  inch.  While  the 
strength  of  cokes  made  in  by-product  ovens  is  usually  much 
greater,  and  they  also  have  a  greater  hardness  of  body,  they  are 
usually  deficient  in  cell  structure,  which  may  be  a  serious 
defect  for  blast-furnace  work.  This  last  is  often  urged  as  an 
objection  to  by-product  coke,  but  whether  it  is  serious  enough 
to  carry  weight  is  still  to  be  determined  by  a  wider  experience. 

((>)  Oil.  •-•  Petroleum,  or  natural  oil,  or  certain  of  its  dis- 
tillation products,  are  used  extensively  as  a  metallurgical  fuel 
in  localities  in  which  it  is  abundant,  as  in  Russia,  or  in  the  United 
States  in  California,  and  to  some  extent  in  Colorado.  Its 
use  is  dependent  upon  economic  considerations,  such  as  (1)  the 
nature  of  the  oil;  for  while  all  oils  make  good  fuel,  certain  kinds 
on  distillation  yield  large  quantities  of  gasolene,  lighting,  and 
lubricating  oils,  which  sell  at  a  high  price,  so  that  the  use  of  the 
crude  oil  as  a  fuel  is  too  costly.  (2)  The  availability  of  large 
deposits  of  cheap  coal  may  exclude  the  use  of  oil  on  account  of 
the  higher  relative  cost  of  the  latter.  While  oil  has  a  very 
high  calorific,  power,  and  presents  certain  definite  advantages 
as  a  metallurgical  fuel  for  reverberatory  furnaces,  its  use  is 
restricted  mainly  to  districts  in  which  it  is  produced,  or  to  such 
regions  at  long  distances  from  coal  supply  where  the  freight 
costs  on  the  latter  warrant  the  shipping  in  of  the  oil.  The 
calorific  power  of  crude  petroleum  is  about  21,000  B.  T.  U. 
per  11).,  while  coals  vary  from  about  9000  to  14,000.  One  pound 
of  oil  is  equivalent  to  2  to  2.25  Ibs.  of  average  coal,  and  perhaps 
more,  us  the  efficiency  in  burning  oil  is  greater  than  that  in 
burning  coal.  Lima,  Ohio,  oil  weighs  6.6  Ibs.  per  gal,  and  a 
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barrel  of  52  gals,  weighs  355  Ibs.  An  average  weight  of  oil  is 
7.32  Ibs.  per  gal.  Taking  into  consideration  the  grade  of  coal, 
freight  charges  on  oil  and  coal,  the  advantages  of  oil  as  fuel, 
e.g.  in  eliminating  ash,  thus  reducing  the  cost  of  operation,  the 
relative  economy1  of  oil  and  coal  may  readily  be  calculated  for 
any  specific  case. 

Oil  is  used  as  fuel  in  California2  for  smelting  copper  ores 
in  reverberatory  furnaces;  for  copper-refining  furnaces,  ore- 
roasting  furnaces,  reverberatory  furnaces  for  "  softening " 
lead  bullion,  cupeling  furnaces,  and  in  retort  furnaces  for  dis- 
tilling zinc  scums  from  the  Parkes  lead-desilverizatiou  process. 
In  Colorado  it  is  used  at  Colorado  City  in  ore-roasting  furnac.es, 
and  in  Russia  in  open-hearth  steel  furnaces,  and  other  metallurgi- 
cal furnaces. 

Petroleum  or  mineral  oil  consists  essentially  of  hydrocar- 
bons.3 The  oils  usually  belong  in  one  of  two  groups:  (1)  the 
methane  or  paraffin  group,  represented  by  the  general  formula, 
CnH2n  +  2,  as  for  example  the  Pennsylvania  oils,  and  (2)  ntiph- 
theneSj  represented  by  the  general  formula,  CnH2n~<>  +  HO,  which 
are  isomers  of  the  ethylene  (CnH2n)  or  olefme  groups,  as  for 
example  the  Russian  oils.  The  color  of  the  oils  ranges  from  a 
straw  color  to  almost  black.  The  specific  gravity,  an  indication 
of  its  viscosity,  varies  from  0.771  to  1.020.  California  oil  has 
a  gravity  of  from  0.827  to  0.88.  Most  mineral  oils  come  in  the 
range  from  0.79  to  0.959. 

When   crude  oil  is  subjected  to   distillation   the   following 
products  are  obtained.4 
I.    Light  oils: 

1.  Petroleum   ether,  rhigolene,  s.  g.  0.65  to  0.66;    boiling- 
point,  104  to  158°  Fahr. 

2.  Gasolene,  s.g.  0.64  to  0.667;  boiling-point,  158  to  170°  Fahr. 

3.  Petroleum  naphtha  C;  benzine,  s.  g.  0.667  to  0.707;  boiling- 
point,  176  to  212°  Fahr. 

4.  Petroleum  naphtha  B;  ligroine,  s.  g.  0.707  to  0.722;  boiling- 
point,  176  to  248°  Fahr. 

1  Kent,  Steam  Boiler  Economy,  141. 

2  A.  von  der  Ropp,  E.  and  M.  Jour.,  LXXV,  81  (1903);  E.  and  M.  Jour., 
LXIX,  739  (1900). 

3Boverton  Redwood,  Petroleum  and  its  Products,  207  (1896). 
4W.  T.  Brannt,  Petroleum  and  its  Products,  75  (1895). 
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5.  Potroloum  naphtha  A;  ligroine,  s.  g.  0.722  to  0.737;  boiling- 
point,  258  to  302°  Falir. 

II.  Ilium inuiinij  oils: 

1.  Kerosene,  petroleum,  s.  g.  0.753  to  0.864;  boiling-point, 
302  to  572°. 

III.  Residuum  (fuel  oils  —  tar) : 

1.  Lubrwating  oils,  s.  g.  0.745  to  0.8588. 

2.  Paraffin  oils,  s.  g.  0.8588  to  0.959. 

3.  ( 'oke  residue. 

Classified  on  this  basis,  Table  LXXIV  gives  the  approximate 
composition  of  American  oils.  It  is  to  be  noted  that  oils  which 
yield  high  percentages  of  naphtha  and  kerosene  are  rarely  used 
for  fuel  as  they  are  more  valuable  for  distillation.  Frequently 
the  residuum,  or  fuel  oil  only,  of  petroleum,  is  used  as  a  fuel. 

TABLU  LXXIV.     COMPOSITION  OF  AMERICAN  OiLS1 


Appala- 

Lima 

Mid-Con- 

Cali- 

Corsi- 

Colo- 

Products 

chian. 

Indiana 

tinental 

TV      1  [I 

fornia 

cana, 

rado 

Field 

Field 

Field 

Field 

Texas 

Field 

Naphthas,  gasolene,  benzine 

12 

1L5 

n'!o 

3°.0 

6° 

7 

3.5 

Illuminating  oil,  kerosene.  . 

67 

43.0 

41.0 

15.0 

18.0 

50 

35.0 

Lubricating  oils,  inc.  grease 

12.5 

15.0 

— 

6.0 

1.5 

— 

3.0 

(  ',;JS  oil    .            

™_ 



25.0 

45.0 







Kuol   oil,  inc.  acid   oil,  as- 

phaltinn  oil,  asphalt  .... 

4 

25.0 

20.0 

2S.O 

72.0 

40.0 

55.0 

PiirafTin  wax               

2 

2.0 











TAHLK  LXXV.    ULTIMATIO  COMPOSITION  OF  OILS 


Locality 

Ultimate  Chemical  Composition 

H 

C 

N 

0 

% 
13.071 

% 
86.316 
86.934 
84.900 
82.000 
84.2 
86.8 
86.6 

% 
0.23 
1.1095 

% 

1.04 
3.20 
2.70 

1.10 

(  Ijilifonu'a                         

11.819 
13.70 
14.80 
13.1 
13.2 

Pennsylvania,  heavy  oil    
Pennsylvania  light  oil              

Ohio                         

12.3 

1  Petroleum  Review,  Aug.  15,  1908. 
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Table  LXXV  gives  the  ultimate  composition   of  oils. 

The  calorific  power  of  oil  varies  from  9900  to  11,040  calories 
per  kilogram,  an  average  of  10,500  calories.  The  hydrocarbon, 
bases  of  oil,  methane,  and  ethylene  have  calorific  powers  of 
13,065  and  11,850  calories  respectively. 

For  metallurgical  furnaces,  it  is  best  to  use  either  crude 
petroleum  or  "  residuum/'  The  nature  of  the  oil  is  of  importance; 
some  oils  are  thick  and  viscid,  while  others  are  rather  fluid. 
It  is  usual  to  specify  a  certain  specific  gravity;  in  California, 
oil  of  26  to  27°  Baum<§  =  0.901  to  0.800  s.  g.  is  used  for  motall- 
lurgical  furnaces.  The  gravity,  however,  is  not  vital  and  almost 
any  oil  can  be  used,  provided  the  apparatus  for  burning  it  is 
properly  designed.  Heavy  oils  are  more  difficult  to  force  through 
small  pipes  and  openings  and  are  more  apt  to  cause  clogging, 
particularly  if  they  contain  grit  and  sediment.  "  Fuel  oil  " 
may  be  bought  on  the  market,  consisting  of  a  mixture  of  heavy 
residuum  from  distillation  with  crude  petroleum;  this  mixture 
is  usually  undesirable,  as  it  may  separate  into  its  constituents 
in  the  storage  tanks.  The  viscosity  of  oils  increases  rapidly 
with  a  lowering  of  the  temperature,  and  in  burning  viscous 
oils  it  is  common  to  jacket  the  oil  pipes  in  the  humors  with 
steam,  generally  using  this  as  the  atomizing  agent.  Provision 
is  also  made  to  strain  out  sediment  and  grit  from  the  oil  before 
it  enters  the  pumps  which  serve  the  burners,  and  to  settle  out 
any  water  that  the  oil  contains.1 

Oil  as  fuel  presents  several  distinct  advantages,  when  its 
use  is  economically  warranted,  as  follows: 

(a)  A  perfect  control  of  flame,  permitting  of  the  establish- 
ment of  oxidizing,  neutral,  or  reducing  conditions  of  furnace 
atmosphere  in  a  very  short  space  of  time. 

(6)  A  ready  control  of  temperature,  from  high  to  low,  in 
a  short  space  of  time. 

(c)  The  attainment  of  high  temperatures,  as  the  calorific 
value  of  the  oil  is  high. 

(d)  Cleanliness   and   neatness    of   operations,    in    that    ash 
is  absent.     With  no  ash  to  dispose  of,  a  considerable  saving 
may  be  effected. 

0)  The  absence  of  fireplaces  and  grate  bars,  and  avoidance 
of  labor  in  cleaning  grates. 

1  G,  W.  Mellville,  E.  and  M.  Jour.,  LXXX,  625  (1905). 
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(7)  Gas.  —  Gaseous  fuel  is  of  great  importance  in  the 
metallurgical  industry  and  is  of  wide  application.  It  may  be 
used  in  practically  all  types  of  metallurgical  furnaces  except 
the  blast  furnace,  and  it  is  the  most  scientific  and  practical 
method  of  utilizing  fuel,  at  our  command.  Within  recent 
years  the  use  of  gaseous  fuel  has  greatly  increased,  as  the  diffi- 
culties of  its  application  are  being  solved  and  the  principles 
involved  in  its  use  are  becoming  better  understood.  Gaseous 
fuel  is  of  two  main  types:  (1)  natural  gas,  and  (2)  artificial 
gas. 

(1)  Natural  gas,1  obtained  from  wells  driven  into  certain 
rock  strata  in  various  districts  where  natural  gas  occurs,   as 
in  Pennsylvania,   Ohio,   West  Virginia,   Indiana,  Kansas,   etc. 
The  natural  gas  supply,  while  formerly  considered  practically 
inexhaustible,  is  now  looked  upon  in  a  different  light  and  is 
being  carefully  husbanded.     Some  states,  like  Indiana,  seem  to 
have  practically  exhausted  the  supply.    Natural  gas  is  the  high- 
est grade  fuel  known  and  is  used  in  open-hearth  steel  furnaces, 
particularly  in  the  Pittsburg  district,  in  zinc-smelting  in  Kansas 
and  in  the  Portland  cement  industry  in  the  latter  state,  as  well  as 
for  other  industrial  purposes  wherever  it  occurs.     It  is  obtained 
from  tight  driven  wells,  from  which  it  comes  sometimes  under 
great    pressure.     This   "rock  pressure/'   so   called,   is  reduced 
by  suitable  regulating  valves,  and  the  gas  is  burnt  at  the  fur- 
naces under  a  pressure  of  not  exceeding  4  to  6  oz.  per  square 
inch.    It  is  frequently  conveyed  long  distances  by  pipe  lines  to 
the  place  of  utilization.     Table  LXXVI  gives  the  composition 
of  natural  gases. 

(2)  Artificial  gas.    Artificial  gas  may  be  made  from  a  num- 
ber of  different  .fuels,  such  as  coke,  anthracite  coal,  bituminous 
coal,  lignite,  wood,  and  also  from  oil.     It  is  one  of  the  great 
advantages  of  gaseous  fuel  that  good  gas  may  be  made  from 
a  comparatively  poor  fuel,  and  in  recent  years  gas  producers 
have  been  adapted  to  poor  coals  for  the  production  of  very 
good  gas.     In  some  instances  where  not  sufficient  heat  could 
be  developed  by  the  direct  firing  of  certain  coals  on  grates, 
the  use  of  gas  derived  from  these  coals  will  answer  all  purposes 
for    the    development   of    heat   and   the   proper   temperature. 

1  Consult,  Production  of  Natural  Gas  in  U.  S.,  W.  H.  Hammon,  Min. 
Ind.,  X,  464  (1901). 
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By  these  means  low-grade  bituminous  coals  and  lignite  become 
available  for  metallurgical  purposes  where  otherwise  they  would 
be  useless.  Several  kinds  of  artificial  gas  are  used. 

(a)  Producer  gas,  known  also  as  "air  gas/7  Siernen's  gas, 
and  "fuel  gas/7  is  made  by  burning  coke  or  coal  in  a  thick  bed 
in  a  gas  producer,  so  that  essentially  all  the  carbon  is  burnt 
to  CO.  The  gas  theoretically  consists  of  one  volume  of  CO 
and  two  volumes  of  N2,  but  in  practice  will  also  contain  some 
C02.  In  modern  producers  some  steam  (HsO)  is  invariably 
blown  into  the  producer  with  the  air,  and  the  gas  consists  of 
a  mixture  of  producer  gas  and  "  water  gas  "  described  below. 

TABLE  LXXVI.     COMPOSITION  OF  NATURAL  GAS 


Locality 

Chemical  Composition  by  Volume 

H 

CH4 

CA 

CO 

COM 

o 

N 

3.11 
2.9S 
3.53 
2.80 
3.41 

n,s 

Findlay,  Ohio  l  
St.  Mary's,  Ohio  x  

1.64 
1.74 
3.25 
1.42 
1.64 

93.35 
93.85 
92.67 
94.16 
93.35 

0.35 
0.20 
0.25 
0.30 
0.35 

0.41 
0.44 
0.45 
0.55 
0.41 

0.25 
0.23 
0.25 
0.29 
0.45 

0.39 
0.35 
0.35 
0.30 
0.39 

0.20 
0.21 
0.15 
0.18 

Muncie,  Ind.1    
Kokoxno,  Ind.1  

Liberty  Kansas  2 

(6)  Water  gas.  This  is  the  gas  produced  by  blowing  water 
vapor  (steam)  through  incandescent  carbon.  The  water 
vapor  is  decomposed  with  the  production  of  H2  and  (X)  gas. 
Theoretically  water  gas  is  composed  of  one  volume  of  (X)  and 
one  volume  of  H2,  but  as  the  above  reaction  is  "endothermie," 
i.e.  absorbs  heat,  the  reaction  would  soon  stop,  unless  external 
heat  was  applied.  This  is  done  by  admitting  air  and  burning 
some  carbon  with  the  consequent  production  of  COg.  Water 
gas,  as  such,  is  not  a  metallurgical  fuel,  but  forms  the  basis 
of  many  illuminating  gases  used  for  lighting  purposes. 
.  »  (c)  Coal  gas.  This  is  made  by  distilling  bituminous  ga>s 
coals  in  closed  retorts.  This  furnishes  a  gas,  practically  solely 
for  domestic  use,  chiefly  for  illuminating  purposes. 

\d]  Other  gases.    Oil  gas  is  made  by  vaporizing  petroleum 

1  C.  C.  Howard,  Geol.  Survey  Ohio,  VI,  137. 

2  D.  Brittain,  E.  andM.  Jour.,  LXXXVI,  568  (1908). 
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or  other  oils.  Coke-oven  gas  is  produced  in.  by-product  coke 
ovens  by  the  distillation  of  coking  coals.  Neither  is  of  much 
importance  metallurgically.  The  chemistry  of  producer  gas 
is  fully  discussed  in  the  section  on  gas  producers  in  Chapter  XII. 
Table  LXXVII  gives  the  composition  by  volume  of  the 
various  types  of  gases. 

TABLE  LXXVII.1     COMPOSITION  OP  AKTIFICIAL  GAS 


Typo  of  Gas 

Composition 

Calorific 
Power 
B.  T.  U. 

per  Cu.  Ft. 

CO 

H 

CH4 

CoH4 

C02 

N 

0 

Niitunil  sjtis 

0.50 
27.0 
27.0 

22.8 
45.0 
6.0 
25.56 

2.18 
12.0 
12.0 

8.5 
45.0 
46.0 

92.6 
1.2 
2.5 

2.4 
2.0 
40.0 

0.31 

0.4 
0.40 
4.00 

0.26 
2.50 
2.50 

5.20 
4.00 
0.50 
12.68 

3.61 
57.00 
56.20 

60.30 
2.0 
1.5 

61.76 

0.34 
0.30 
0.30 

0.40 
0.50 
0.50 

1100.0 
137.4 

157.0 

322.0 
735.0 

87.85 

Producer  gas   —   anthra- 
cite co<xl 

Producer    gas  —  bitumi- 
nous coal          

Producer  gas  —  bitumi- 
nous coal  ^            

Wutcr  gas         

Coal  gas       

B  last-fur  n  ace  gas       .... 

The  producer  gases  in  the  table  contain  rather  less  than  the 
ordinary  or  usual  amount  of  C02.  It  will  generally  contain 
from  5  to  10  per  cent.,  with  a  corresponding  decrease  in  the 
other  constituents. 

Table  LXXVIII  gives  the  composition  of  producer  gas  from 
American  coals,  with  data  of  coal  composition,  calorific  power, 
amount  of  gas  obtained  per  pound  of  coal,  etc.  It  is  to  be 
noted  that  lignite  coals  furnish  a  very  good  gas,  though  the 
quantity  of  gas  produced  per  pound  of  coal  is  of  course  lower 
than  for  high-grade  bituminous  coals.  All  the  coals  in  the  table 
were  burnt  with  the  use  of  steam  in  the  producer.  It  is  very 
desirable  to  have  hydrocarbon  gases  present  in  the  fuel  gas,  as 
this  gives  rise  to  a  luminous  flame,  due  to  the  particles  of  carbon 
from  the  decomposition  of  the  hydrocarbons  becoming  incan- 
descent. The  radiating  effect  of  a  luminous  flame  is  much 
greater  than  that  of  a  non-luminous  flame,  effecting  a  more 
i  W  J  Taylor,  T.  A.  I  M.  E,  XVIII,  868  (1890). 
*  H.  H.  Campbell,  T,  A.  I.  M.  E,  XXII,  374  (1893). 
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thorough  heat  transfer  in  the  furnace.1  For  the  above  reason, 
bituminous  and  lignite  coals  furnish  a  much  better  gas  than 
anthracite  or  coke. 

(8)  Other  Fuels.  In  metallurgy  certain  other  fuels  are 
used  incidentally,  which  strictly  cannot  be  considered  fuels 
in  the  ordinary  sense  of  the  term.  Thus  in  pyritic  smelting 
the  chief  source  of  heat  for  the  carrying  on  of  the  process  is  the 
combustion  of  pyrite  (FeS*)  and  pyrrhotite  fFerSvi  in  the  pres- 
ence of  silica  (Si02).  The  equation  expressing  this  reaction  is: 

(1)  2FeS2  +  302  +  12N2  +  Si02  = 

2FeOSiOo  +  2S  +  2S02  +  12  X2. 

(2)  2Fe7S8  +  13  02  +  52  N2  +  7SiO2  = 

7(2FeOSi02)  +  2S  +  14S02  +  52  X2. 

The  heat  is  derived  from  the  combustion  of  the  iron  to 
silicate,  and  part  of  the  sulphur  to  sulphurous  acid  gas. 

This  subject  is  further  discussed  under  thermal  chemistry 
in  Chapter  XIV. 

In  the  bessemerization  of  pig-iron,  by  blowing  air  through 
molten  iron,  the  combustion  of  the  silicon,  carbon,  and  man- 
ganese contained  in  small  quantities  in  the  iron,  to  SiO2,  CO, 
and  MnO  respectively,  furnish  the  heat  necessary  to  carry  on 
the  operation. 

In  the  bessemerization  of  copper  matte,  the  oxidation  o! 
the  iron  sulphide  to  ferrous  silicate  and  sulphurous  acid  gas 
furnish  the  heat  necessary  for  the  operation. 

i  Geo.  W.  Goetz,  T.  A.  I.  M.  E.,  XXII,  6S2  (1S93). 


CHAPTER  XII 

COMBUSTION 

Combustion.  —  Combustion  is  that  process  whereby  bodies 
unite  with  oxygen  with  the  production  of  heat.  The  combina- 
tion of  oxygen  and  other  substances  is  usually,  but  not  invariably, 
an  "exothermic  reaction/7  i.e.  one  by  which  heat  is  evolved. 
It  is  essentially  a  chemical  process.  The  materials  used  indus- 
trially for  the  production  of  heat  by  combustion  have  boon 
fully  discussed  in  the  last  chapter. 

Calorific  Power.  —  The  calorific  power  of  a  substance  is 
the  quantity  of  heat  evolved  by  the  burning  of  a  unit  weight ' 
of  the  substance  with  oxygen.  It  is  expressed  in  one  of  several 
units,  the  basis  of  which  is  the  amount  of  heat  required  to  raise 
a  given  quantity  of  water  through  a  heat  degree  expressed  in 
one  of  the  conventional  scales  of  temperature  measurement. 
The  heat  units  ordinarily  used  are  the  following: 

(1)  Large  Calorie.     This  is  the    amount    of    heat    required 
to  raise  one  kilogram  of  pure  water  one  degree  0.,  the  water 
being  at  4°  C. 

(2)  Small  Calorie.     This   is   the  amount  of   heat   required 
to  raise  one  gram  of  pure  water  at  4°  C.  through  one  degree  O. 

(3)  British    Thermal   Unit  or   B.T.U.     This  is  the  amount 
of  heat  required  to  raise  one  pound  of  pure  water  at  39.1°  F. 
through  one  degree  Fahrenheit. 

(4)  Pound  Calorie.     This  is  the   amount   of   heat  required 
to  raise  one  pound  of  water  at  4°  C.  through  one  degree  (I 

The  relation  between  the  different  units  is  as  follows : 

1  large  calorie  =  3.96832  B.T.U. 

1  B.T.U.  =  0.251996  large  calorie. 

1  large  calorie  =  1000.00  small  calories. 

1  pound  calorie  =  2.2046  B.T.U. 

1  pound  calorie  =  0.55556  large  calories. 

To  convert  calories  per  kilogram  into  B.T.U.  per  pound, 
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multiply  l>y  t.S;  for  1  kg.  =  2.2046  Ibs.  and  1  calorie  =  3.96832 


o 

B.T.T.,  therefore  the  con  version  factor  is  —  ---------------  =  1.8.     To 

2.2046 

convert.  B.T.U.  per  pound  into  calories  per  kilogram  multiply  by 
O.f>f>r>f>r>;  for  1  kg.  -  2.204(>  Ibs.  and  1  B.T.U.  =  0.2520  calories; 
therefore  the  conversion  factor  is  0.252  X  2.2046  =  0.55555. 

One  B.T.I',  is  equivalent  to  778  ft.  Ibs.  of  energy,  and  1 
horsepower  33,  000  ft.  Ibs.  per  minute  =  42.416  B.T.U.  per 
minute. 

Heat  of  Formation.  -  Every  chemical  reaction  has  a  heat 
balance,  i.e.  it  either  gives  out  or  requires  a  certain  definite 
amount  of  heat  to  complete,  itself.  Thus, 

T   h  O,  =  (X),>  +  07,200  calories.  (1) 

U2)    (M)      Oi) 

When  12  grams  of  carbon  unite  with  32  grains  of  oxygen  to 
produce  M  grams  of  carbon  dioxide,  97,200  gram  calories  of 
heat  are  liberated.  If  the  kilogram  be  the  unit  of  weight  used, 
tin*  heat  is  expressed  in  large  calories.  The  figure  97,200  in 
this  instance  expresses  the  molecular  heat  of  formation  of  the 
compound  (  1O..».  In  ^1<x  same  manner  Jill  compounds  have  a 
heat  of  formal  ion.  When  heat  is  evolved  during  the  formation 
of  t  he  compound,  the  heat,  of  formation  is  designated  by  plus  (+)  ; 
and  when  heat  is  absorbed,  by  mi-nun  (  —  ).  Most  compounds 
evolve  heat-  when  formed  from  their  elements,  or  from  their 
chemical  radicals.  Klementary  substances  have  no  heat  of 
formation.  It  will  be  noted  that  the  heat  of  formation  is 
expressed  for  one  mole,  of  the  substance,  i.e.  the  molecular 
weight,  in  grams.  Equation  (1)  above  may  also  be  expressed 
as  follows:  Since  12  grams  of  carbon  in  burning  to  C02  give 
rise*  to  97,200  calories,  one  gram  of  carbon  in  burning  to  C02 

evolves  •—  —  •  -  =  8100  calorics,  or  the  calorific  power  of  carbon 

in  burning  to  <1()2.  Or,  32  grams  of  oxygen  in  uniting  with 
I*>  grams  of  carbon  of  form  (X)2  give  rise  to  97,200  calories, 

07,200 
and  one  gram  of  oxygen  uniting  with  carbon  gives  rise  to  ~'^~  = 

3037.5  calories.  That  is,  the  heat  evolved  or  absorbed  may  be 
expressed  in  terms  of  a  unit  of  any  of  the  substances  entering 
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into  the  reaction.  The  heats  of  formation  for  compounds  are 
determined  experimentally  by  means  of  the  bomb  calorimeter 
and  unless  otherwise  stated  are  expressed  for  room  tempera- 
ture, viz.,  about  15°  C.  This  means  that  in  the  heat  of  forma- 
tion is  included  the  heat  given  out  by  the  products  of  the  reaction, 
in  cooling  from  the  temperature  reached  by  the  reaction  to 
the  temperature  of  the  water  in  the  calorimeter.  For  example, 
when  hydrogen  is  burnt  with  oxygen  the  following  reaction 
takes  place  if  the  final  product  of  combustion  is  water  in  the 
liquid  form: 

H2  +  0  =  H20  +  69,000  calories.  (2) 

(2)     (16)      (18) 

One  gram  of  hydrogen  in  burning  to  water  evolves  34,500  calories, 
which  is  the  calorific  power  of  hydrogen. 

In  burning  coal  containing  hydrogen,  the  water  formed  is 
in  the  form  of  vapor  or  steam,  and  escapes  with  the  other  products 
of  combustion  at  a  temperature  of  say  300  to  400°  C.  Therefore, 
this  steam  carries  off  heat  in  the  form  of  latent  heat  and  specific 
heat  (sensible  heat),  which  must  be  subtracted  from  the  above 
figure.  Thus,  when  hydrogen  is  burnt  with  oxygen  and  the 
product  is  steam  at  100°  C,  the  equation  is  as  follows: 

H2  +  0  =  H30  +  58,060  calories.  (3) 

One  gram  of  hydrogen  evolves  29,030  calories,  or  the  calorific 
power  of  hydrogen  under  these  conditions. 

As  stated  above,  if  the  products  of  combustion  escape  above 
100°  C.,  a  further  deduction  must  be  made  equivalent  to  the 
amount  of  heat  required  to  raise  the  steam  from  100°  C.  to  the 
temperature  of  the  escaping  products  of  combustion.  This 
is  equivalent  to  the  weight  of  the  steam,  times  the  mean  specific 
heat  between  100°  C,  and  the  temperature  of  the  escaping  products 
of  combustion,  times  the  number  of  degrees  expressing  the 
difference  between  the  temperature  of  the  escaping  products 
of  combustion  and  100°  C.  This  method  applies  generally  to 
all  similar  calculations. 

The  heat  balance  of  a  reaction  is  expressed  as  follows: 

2  FeS     -f     3  Si02      +  CaCO3  +  3  02  -f  12  N2  = 
2(88)  3(60)  100  96       24(14) 

2(24,000)  +  3(180,000)  -f  273,850 
sum  =  861,850  cal. 


COMBUSTION  387 

2FcSiOs  +  CaSi03  +    2S02      +  C02  +  12  N2 
2(132)  110  2(64)  44        24(14) 

2(254,000)  +  329,350  -f  2(69,200)  -f  97,200 
sum  =  1,074,270  cal. 

Therefore  the  heat  evolved  from  the  reaction  proceeding  from 
Ml  to  right  is  1,074,270  -  861,850  =  212,420  calories.  The 
first  row  of  figures  below  -the  chemical  symbols  indicates  the 
molecular  weights  involved;  the  second  row,  the  molecular 
heats  of  formation.  Where  more  than  one  molecule  is  involved, 
the  heat,  of  formation  must  be  multiplied  by  the  number 
of  molecules.  In  making  the  summation  the  algebraic  sum  of 
the  heats  of  formation  is  taken,  i.e.  plus  and  minus  heats  of 
formation  are  given  their  proper  sign,  and  the  addition  made. 
(In  the  above  equation  only  plus  heats  of  formation  are  involved.) 
The  sum  on  ouch  side  of  the  equation  is  then  obtained.  If  the 
number  of  calories  on  the  right  is  greater  than  that  on  the  left, 
heat,  is  evolved  by  the  reaction  in  the  quantity  indicated  by 
the  difference  between  the  sums;  if  the  alternate  is  true,  heat 
is  required  for  the  reaction  in  the  amount  indicated.  In  the 
above1  equation  the  number  of  calories  evolved  may  be  expressed, 
as  before,  per  unit  weight  of  any  of  the  substances  entering  into 
the  reaction;  thus,  176  parts  of  iron  sulphide  (FeS)  burning  in 
air  in  the  presence  of  silica  and  lime  carbonate  as  indicated  in 

212,420 
the  equation  evolve  -         —  =  1206  calorics  per  gram  of  iron 

176 
sulphide. 

When  the  heat  evolved  by  a  certain  reaction  is  known,  then 
the  heats  of  formation,  if  unknown,  may  be  calculated  for  certain 
compounds.  By  experiment  it  is  known  that  the  following 
reaction  is  true; 

(X)  +    0    =  C02  +  68,040  calories.  (5) 

(28)  +  (16)  =  (44) 

It  is  also  known  that  the  heat  of  formation  of  C02  is  97,200 
calories;  therefore  we  have  the  following: 

CO  +  0  =  C02  +  68,04.0  calories. 
x  97;200 

Therefore,  x  =  97,200  -  68,040  =  29,160  calories,  heat  of  forma- 
tion of  CO.  One  gram  of  C  burning  to  CO  according  to  the 
reaction,  — 
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c  +   o  =  co 

(12)  +  (16)  =  (28)  «>) 

(29160) 

29  160 

evolves    — =  2430    calories.      Therefore,     one    gram     of 

1.2 

carbon  burning  to   CO   gives  rise   to   2430   calories,    and    one 

28 
gram   C  produces  -j0.=  2J    grains    of    (X),    and   one    gram    of 


TABLE  LXXIX.1  MOLECULAR  HEATS  OF  FORMATION  AND  CALORIFIC  POWKRS 
OF  CERTAIN  SUBSTANCES 


Substance 

Ileuetion 

1  1  cat,  of 
Fonuulioii 

C 

C     +  O2 

=  OOo 

1)7,200 

c  

C     +() 

=  (X)  

CO  

CO  +  O 

=  COo  

()S,(MO 

H 

II2    -fO 

==  1I<>()  vapor 

II  . 

H2    H-O 

=  HijO  li(juid      .  . 

(H)  (MX) 

P 

™  P.,()6 

Fe  . 

Fo   +O 

()f)  700 

Fe. 

-  F(v-O 

270  SOO 

Fc  

Fc»2  4-  O- 

=  I«W). 

195,000 

Si 

Si     -f  O2 

=  SiC).. 

ISO  000 

S 

S      +  Go 

FeS    .  . 

Fe    -fS 

—  IW 

2<1  000 

Mn  

Mn  +  O 

=  MnO  . 

90  !)()() 

CH4  

C     +  H4 

=  ("II4  .    . 

CfUorifu-  CouMM' 

per  KIU.  of  Sul)H(nn«'o 

(  'nlorics 


SI  00 

21:10 

M,.r>(M) 
f>S<)2 

\m 

KH2 
17-10 


11/.M28 


^    ,        -  m       .  .  ()8,(M() 

CO    burning    to    C()2    gives    rise    to    •  =  2-130    ealories, 

2S 

Then  one  gram  of  carl)on  in  the  form  of  (X)  burning  to  ( X  ),2 
gives  rise  to  2430  X  2-J  =  5070  calories,  and  tlu»  total  heat 
of  one  grain  of  carbon  burning  first  to  (X)  and  then  to  (•()«  is 
2430  +  5G70  =  8100  calories.  If  carbon,  th(T<»for<»,  is  converted 
into  carbon  monoxide  gas,  viz.,  producer  gas,  which  losing 

JFor  further  data  consult  Richards,  Molallurgical  Oalc.ulations,  Part  I. 

2  The  water  as  liquid. 

3  The  water  as  vapor. 
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its  sensible  boat  iu  passing  from  the  producer  to  the  place  of 
its  use,  which  is  usually  the  case,  the  loss  is 


2430  X  1QQ 
8100 


=  30 


per  cent.  The  efficiency  of  coal  in  the  form  of  typical  producer 
gas  therefore  theoretically  cannot  exceed  70  per  cent.  It  is 
also  apparent  that  imperfect  combustion  of  the  carbon,  viz., 
to  (X)  instead  of  CX)2l  when  burnt  on  grates,  as  in  reverberatory 
furnaces  or  under  boilers,  will  cause  heavy  losses. 


Km.  1 14.  —  Mahler  bomb  calorimeter.    B  is  the  bomb. 

MKTHODB  OF  DETERMINING  THE  CALORIFIC  POWER  OF  FUELS. 
The  calorific  power  of  a  fuel,  viz.,  coke,  coal,  or  gas,  may  be 
determined  in  two  ways:  (1)  By  actual  combustion  in  a  calori- 
meter; (2)  by  calculation  from  the  ultimate  analysis.  An 
approximate  determination  for  solid  fuels  may  be  made  by  fusion 
with  litharge,  PbO,  the  amount  of  lead  reduced  indicating  the 
calorific  power  of  the  fuel. 

I.  Method  by  the  Calorimeter.  (A)  The  Mahler  Bomb 
Calorimeter.1  —  This  is  an  instrument  for  determining  the 
calorific  power,  or  the  heat  of  formation  of  substances,  and 

*  Practically  all  the  data  on  the  Mahler  Bomb  Calorimeter  is  taken ;  from 
a  paper  on  thin  subject,  by  G.  A.  Burrell,  West.  Chem.  and  Met,  IV,  6  (1908). 
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is  shown  in  Figs.  11.4  and   115  (cross-section).     It  consists  of 
the  following  essential  parts: 

(1)  The  calorimeter  jacket,  AA.     This  is    a  double-walled, 
felt-covered  (on  top  and  outside)  water-jacket  (Hied  to  the  top 
with   water.     Its   use   is  necessary  in  order   to    minimize    heat 
radiation  as  much  as  possible. 

(2)  The    bomb    proper,   B.     This    is    a    heavy,    cylindrical, 
nickel  steel  receptacle  about  5  in.  high,  and  li  in.  wide  at  the 
bottom.     The   interior  is   lined   with   enamel,    and   all    fitting's 
on  the  inside  are  made  of  platinum.     The  bomb  is  provided. 


FIG.  115.  -—  GroHH-aociUou  of  bomh 


with  a  well-threaded  screw  top,  through  which  the  platinum 
electrodes  pass  and  to  which  is  attached  the  platinum  stay  for 
holding  the  tray.  The  bomb  is  firmly  clamped  into  a  lead- 
lined  vise,  and  by  means  of  a  long,  heavy  wrench  the  top  can 
be  firmly  screwed  in  place.  This  is  necessary  both  on  account 
of  the  oxygen  pressure  inside,  and  because  of  the  heavy  pressure 
exerted  when  combustion  of  the  coal  takes  place.  The  oxygen 
tank  is  supplied  with  a  valve,  another  valve  is  placed  between 
the  pressure  gage  and  the  oxygen  tank,  and  the  top  of  the  bomb 
is  provided  with  an  easy  working  needle  valve. 

(3)    The  support,   C,  for  holding  the.  water  ulirrcr  and  ther- 
mometer.   This  support  uclamps  to  the  outside  of   the  water- 
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jacket  and  bends  up  over  the  bucket.  The  water  stirrer  is  semi- 
circular, sets  around  the  bomb,  and  by  means  of  a  spring  and 
drill  movement  is  made  to  revolve  about  the  bomb  and  keep  the 
water  in  constant  agitation.  The  operator  works  the  stirrer  con- 
tinually by  means  of  a  cord  while  the  determination  is  in  progress. 

(4)  The  water  bucket,  D.    This   is   a   copper   bucket  with 
a  capacity  of  about  4  liters  of  water. 

(5)  A  manometer,  M,  or  pressure  gage,  for  measuring  the 
pressure  of  the  oxygen  used.     A  pressure  of  18  atmospheres  of 
oxygon  is  sufficient.     Some  coals  can  be  burned  with  as  little 
as  1.5  or  1.6  atmospheres,  but  it  is  best  practice  to  use  18. 

(0)  A  tank  of  oxygen,  0.  This  must  be  tested  for  hydro- 
carbon impurities  by  passing  3  or  4  liters  through  a  combustion 
train  over  hot  cupric  oxide,  and  weighing  the  absorption  bulbs 
for  an  increase  in  weight.  (Either  C02  or  H20.)  The  absorp- 
tion reagents  must  show  no  perceptible  increase  in  weight. 

(7)  A  small  press  for  briquetting  the  coal  —  This  is  made 
by  boring  a  hole  about  -Jin.  in  diameter  through  a  solid  casting 
about  3  in.  long,  2  in.  wide,  and  1  in.  deep.     A  pestle  is  turned  to 
just  fit,  this  hole,  and  an  ordinary  office  screw  press  completes 
the  apparatus.     The  coal  (60-mesh)  is  placed  in  the  hole,  the 
pestle  inserted  and  enough  pressure  applied  by  means  of  the 
screw  press  to  give  a  briquette  of  enough  cohesion  to  hold  together 
well,  but  not  one  pressed  together  too  tightly.     This  briquette 
is  broken  into  small  pieces  about  §•  in.  in  size  and  weighed  into 
the  platinum  tray.     Better  results  are  obtained  in  the  calori- 
meter when  the  coal  is  thus  treated  than  when  left  in  the  loose 
condition,  due  to  the  coal's  flying  off  the  tray  at  times  and 
thus  escaping  complete  combustion.     The  amount  of  pressure 
required  for  a  briquette  of  the  best  cohesion  depends  upon  the 
nature  of  the  coal.     Coals  high  in  volatile  matter  require  less 
pressure  than  those  containing  a  low  percentage. 

(8)  The  stand  for   holding  a  telescope.     This   is    provided 
with  a  counterbalance  by  means  of  which  the  telescope  is  made 
to  slide  up  and  down,  and  thus  follow  the  mercury  as  it  fluctuates 
in  the  thermometer.     The  operator  sits  about  5  feet  back  from 
the  instrument  and  reads  the  thermometer,   T,  through   the 
telescope.     Each  degree  on  the  thermometer  is  divided   into 
50  divisions  and  with  a  little  practice  it  may  easily  be  read 
to  0.001  of  1°. 
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(9)  A  storage  battery,  P,  connected  to  furnish  the  current 
necessary  to  burn  the  iron  fuse.  Where  lighting  current  is 
available  in  the  building,  however,  it  is  more  convenient  to 
connect  with  that  current  through  a  rheostat. 

The  above  items,  with  several  small-necked  3-liter  flasks, 
complete  the  apparatus.  An  accurate  balance  to  weigh  the 
coal  is  also  needed. 

The  principle  of  the  calorimeter  is  as  follows :  The  coal 
(about  1  gram)  is  placed  in  the  platinum  tray  about  |  in.  in 
diameter.  This  tray  is  fastened  to  a  platinum  rod  attached  to 
the  inside  of  the  cover  of  the  metallic  bomb.  This  platinum 
rod  serves  as  one  electrode  of  the  instrument,  while  the  other 
electrode  is  another  platinum  rod  also  suspended  from  the 
inside  of  the  cover.  A  fine  iron  wire  is  then  fastened  between 
these  electrodes  and  laid  directly  across  the  coal  in  the  tray. 
The  cover 'is  screwed  down  tight  on  the  bomb,  which  is  then 
charged  with  about  18  atmospheres  of  oxygen  and  immersed 
in  water.  Electrical  connections  are  then  made,  the  thermometer 
placed  in  position  alongside  of  the  bomb,  the  water  is  agitated 
by  means  of  the  stirrer,  S,  for  several  minutes,  and  the  electric 
current  turned  on.  The  iron  wire  burns,  the  coal  undergoes 
complete  combustion,  thus  heating  the  bomb,  which  in  turn,  heats 
the  water,  whose  rise  in  temperature  is  measured  by  the  ther- 
mometer. 

If  the  calorimeter  system  is  so  calibrated  that  each  degree 
rise  in  temperature  corresponds  to  3000  calories,  and  the  ther- 
mometer is  so  graduated  as  to  read  to  0.001°  0.,  wo  have  a  ready 
and  accurate  [means  of  determining  the  heating  value  of  the 
coal.  Each  0.001°  will  correspond  to  3  calories.  A  water 
equivalent  of  3000  is  to  be  recommended  in  order  to  simp|ify 
the  multiplication.  With  this  instrument  it  is  possible  to  get 
calorimetric  values  checking  as  closely  as  0.2  per  cent  on  the 
same  sample,  so  that  a  variation  of  0.4  per  cent,  always  requires 
another  determination.  Corrections  have  to  be  made  for 
radiation,  for  combustion  of  the  iron  fuse,  for  the  formation 
of  nitric  acid,  and  for  the  formation  of  sulphuric  acid  instead 
of  sulphur  dioxide.  The  Mahler  bomb  calorimeter  is  one  of 
the  best,  combining  simplicity  with  accuracy  and  speed.  One 
determination  requires  about  35  or  40  minutes.  Ten  determina- 
tions may  be  made  in  a  day  of  8  hours. 
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Determination  of  the  water  equivalent  of  the  apparatus.  The 
thermal  capacity  of  a  body  of  water  is  numerically  equal  to  its 
mass  in  grams,  but  the  case  is  different  with  the  materials  of 
construction  of  the  calorimeter.  These  substances,  in  this 
case  steel,  brassj  platinum,  enamel,  etc.,  have  different  thermal 
capacities  than  water,  and  the  heat  given  to  these  parts  must 
be  taken  into  account.  The  thermal  capacity  of  the  calori- 
meter is  expressed  in  terms  of  the  quantity  of  water  which  the 
number  of  heat  units  expressing  that  capacity  would  heat  one 
.degree.  This  is  called  the  water  equivalent.  The  gain  of  heat 
by  the  calorimeter  and  its  fittings  must  be  added  to  that  gained 
by  the  water. 

The  water  equivalent  of  the  apparatus  may  be  obtained 
by  three  methods: 

(1)  By   making   a   calorific    determination    in    the    bomb, 
on  some  substance  of  known  heating  value,  as  napthalene,  which 
has  a  value  of  9692  calories. 

Supposing  that  2500  grams  of  water  were  used  in  the  calori- 
meter bucket,  and  the  heat  of  the  naphthalene  raised  the  tem- 
perature of  the  water  3°  C.  '  Since  a  calorie  is  the  amount  of 
heat  required  to  raise  one  gram  of  water  1°  C.,  it  would  take  a 
substance  having  a  heating  value  of  7500  calories  to  raise  2500 
grams  of  water  3°  C.  That  is,  the  heating  value  of  the  naphtha- 
lene is  7500  calories.  But  we  have  neglected  the  water  equiva- 
lent of  the  apparatus.  Knowing  the  heating  value  of  naphthalene 
to  be  9692  calories,  the  water  equivalent  of  the  apparatus  may 
be  readily  obtained  by  dividing  9692  by  3  and  subtracting 
2500  from  the  quotient.  In  this  particular  case  we  obtain 
a  water  equivalent  of  731  calories.  Several  determinations 
should  be  made  in  this  way  and  the  average  of  the  results 
taken. 

(2)  Since  the  thermal  capacity  of  a  body  is  equal  to  the 
product  of  its  .specific  heat  and  mass,  we  may  determine  the 
water  equivalent  of  the  apparatus  by  multiplying  the  weight  of 
each  part  by  its  specific  heat;  that  is,  "the  weight  of  the  steel, 
brass,  lead,  and  enamel  lining,  multiplied  by  their  respective 
specific  heats.     This  method,  however,  is  only  approximately 
correct,  as  the  weight  of  the  enamel  lining  can  only  be  estimated, 
and  because  all  of  the  parts  are  not  immersed  in  water. 

(3)  Determinations  of  the  water  equivalent  of  the  apparatus 
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may  also  be  made  by  adding  definite  weights  of  warm  water  to 
definite  weights  of  water  in  the  calorimeter. 

The  water  is  measured,  not  weighed.  A  large  measuring 
flask  has  to  be  calibrated  by  weighing  at  a  definite  temperature. 
A  curve  is  then  drawn  on  coordinate  paper  giving,  for  different 
temperatures,  the  number  of  cubic  centimeters  of  water  to  be 
added,  in  order  to  make  the  2500  grams,  or  whatever  the  amount 
is  being  used.  That  is,  the  temperature  of  the  water  used 
will  of  course  fluctuate  from  time  to  time  owing  to  weather 
conditions;  hence  one  temperature,  15°  C.,  is  used  and  small 
amounts  of  water  are  added  for  each  temperature,  in  order  that 
the  same  amount  of  water  may  be  present  in  the  calorimeter 
each  time  a  determination  is  made.  In  pouring  the  water  from 
the  measuring  flask  into  the  calorimeter  bucket,  the  time  of 
draining  must  always  be  the  same. 

Very  unsatisfactory  results  will  be  obtained  in  ealorimetry 
work  if  the  greatest  care  is  not  taken  to  guard  against  too  large 
radiation  transfers  of  heat.  That  is,  the  temperatures  of  the 
water  in  the  calorimeter  bucket,  in  the  calorimeter  jacket,  and 
of  the  air  in  the  room  have  to  be  so  related  to  each  other  that 
the  transfers  of  heat  by  radiation  from  the  water  in  the  bucket, 
and  to  the  water  in  the  bucket,  will  be  as  small  as  possible,  and 
that  these  negative  and  positive  transfers  of  heat  will  very 
nearly  balance  each  other. 

This  transfer  of  heat  depends  upon  several  factors  over  which 
the  operator  has  control,  and  which  must  be  closely  watched 
in  order  to  get  the  best  results. 

When  the  water  equivalent  of  the  system  is  such  that  one 
degree  rise  in  temperature  corresponds  to  about  3000  calorics, 
and  where  the  character  of  the  coal  is  known,  vix.t  whether 
lignite,  bituminous,  etc.,  the  operator  can  very  nearly  tell  before- 
hand about  how  much  the  temperature  of  the  water  in  the 
bucket  is  going  to  rise,  and  when  several  calorific  determinations 
are  being  made  on  coals  from  the  same  locality,  one  may  be  run, 
and  serve  as  a  gage  for  the  others.  A  typical  example  will 
illustrate  this  point. 

Assume  that  we  have  a  bituminous  coal  which  has  a  heating 
value  of  6900  calories.  If  the  water  equivalent  of  the  system 
is  3000  calories,  we  will  have  a  rise  in  temperature  of  the  water 
in  the  bucket  of  about  2.3°  C.  Say  the  water  in  the  calori- 
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meter  jacket  stands  at  21°  C.,  and  the  room  temperatu 
23°  C.  Now,  if  the  temperature  of  the  water  which  is  \ 
to  be  poured  into  the  bucket  is  given  an  initial  temper; 
of  19°  (managed  by  putting  the  flask  full  of  water  unde] 
tap,  and  in  hot  weather  by  using  a  refrigerator),  its  final  tern 
ture  will  be  21.3°  C.  During  the  first  part  of  the  determin 
there  will  be  a  small  transfer  of  heat  from  the  water  ii 
jacket  to  the  water  in  the  bucket,  a  gain  or  positive  ch; 
During  the  latter  part  of  the  operation  there  will  be  a  : 
transfer  of  heat  from  the  water  in  the  bucket  to  the  wat 
the  jacket,  a  loss  or  negative  change.  These  transfers  in  c 
site  directions  will  partly  neutralize  each  other  and  the  i 
will  be  a  radiation  gain  or  loss  which  has  been  reduced 
minimum:  This  adjustment  gives  a  larger  rate  before 
combustion  period  and  a  small  rate  after  it. 

On  the  other  hand,  if  the  temperature  of  the  water  ii 
bucket  is  given  an  initial  temperature  of  say  17°  C.,  the 
temperature  will  be  19.3°  C.,  and  there  will  not  only  have 
a  decided  gain  of  heat  by  the  water  in  the  bucket  during 
first  part  of  the  operation,  but  there  will  also  have  been  an< 
large  gain  in  the  latter  part,  and  the  result  would  have 
a  large  positive  change  that  would  go  far  toward  makin 
unsatisfactory  result.  By  far  the  largest  radiation  changes 
place  between  the  bucket  water  and  the  jacket  water, 
where  the  room  temperature  is  4  or  5  degrees  higher  thai 
jacket  temperature,  it  has  its  influence  and  should  be  1 
into  consideration.  The  jacket-water  temperature  cat 
adjusted  within  two  or  three  degrees  of  the  room  tempera 
however,  by  adding  a  little  warm  water  when  necessary, 
working  under  the  first  named  conditions  the  greatest 
of  change  occurs  before  combustion,  and  the  rate  of  cl 
in  temperature  after  the  combustion  period  is  small, 
larger  the  final  rate  of  change,  the  greater  the  possible  < 
The  effects  of  the  large  rate,  within  reasonable  limits,  t 
the  combustion  period  is  small,  while  the  final  rate  is  a 
back  and  operates  through  an  interval  of  several  mir 
hence  the  desirability  of  having  the  larger  rate  before  the 
bustion,  rather  than  after  it,  is  evident.  Care  must  be  1 
to  keep  the  jacket  water  not  too  near  the  dew  point,  ai 
damp  weather  that  temperature  has  to  be  kept  on  this  aci 
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several  degrees  above  the  room  temperature.  Records  should 
be  kept  of  the  room  temperature,  jacket-water  temperature, 
bucket-water  temperature,  pressure  of  oxygen  in  the  bomb, 
and  humidity  of  the  atmosphere. 

Method  of  making  a  determination.  Mix  the  sample  of 
coal  in  the  bottle  with  a  spatula.  Make  a  small  briquette  of 
the  sample  as  already  described.  Break  this  briquette  into 
small  lumps  about  \  in.  in  size.  Weigh  one  gram  into  the  plat- 
inum tray.  Anthracite  coals,  cinders,  cokes,  etc.,  can  only 
be  satisfactorily  burned  by  putting  a  thin  sheet  of  asbestos 
on  the  bottom  of  the  tray,  and  weighing  the  coal  onto  this; 
the  variety  called  paper  asbestos  is  the  best.  The  heat  is  in 
this  way  not  conducted  away  as  rapidly  as  when  the  bare 
platinum  is  used,  and  the  material  will  be  completely  burned. 
Anthracites,  cokes,  cinders,  etc.,  of  course  cannot  be  briquetted. 
Fasten  this  tray  to  the  platinum  support  (which  also  serves 
as  one  electrode)  attached  to  the  inside  of  the  cover  of  the 
bomb.  Connect  the  fine  iron  wire  between  the  two  platinum 
electrodes,  and  rest  it  across  the  coal. 

Place  the  bomb  in  the  lead-lined  vise  and  screw  the  lid 
on  very  firmly.  A  lead  gasket  sets  into  a  groove  on  the  top  of 
the  bomb,  and  a  projection  on  the  cover  sets  firmly  against 
this  lead,  insuring  a  tight  connection.  Connect  the  copper 
tube  leading  from  the  oxygen  tank,  by  way  of  the  pressure 
gage,  to  the  bomb.  Open  the  bomb  valve.  Have  the  valve 
leading  to  the  pressure  gage  closed.  Open  the  valve  on  the 
oxygen  tank.  Then  very  slowly  run  in  18  atmospheres  of 
oxygen.  If  the  oxygen  is  run  in  too  fast  there  is  danger  of  the 
fine  coal  being  blown  off  the  tray.  After  the  required  amount 
of  oxygen  has  been  run  in,  shut  off  the  manometer  valve*,  bomb 
valve,  and  oxygen  valve,  in  the  order  named.  Detach  the 
bomb  from  the  copper  tube,  adjust  the  water  temperature  as 
previously  described,  and  carefully  pour  in  the  exact  amount, 
letting  drain  about  12  seconds,  and  place  the  bucket  containing 
this  water  inside  the  calorimeter  jacket.  Place  the  bomb  in 
its  small  steel  support  and  set  it  in  the  bucket.  The  bucket 
rests  on  a  small  wooden  triangle  and  is  of  such  size  that  a  space 
of  about  1  in.  is  left  all  around  it  next  the  inside  of  the  water 
jacket.  This  felt-covered  water  jacket  is  about  15  in.  -high 
and  12  in.  in  diameter.  Adjust  the  stirrer.  Adjust  the 
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thermometer  so  that  it  rests  about  midway  between  the 
bomb  juul  side  of  the  bucket,  and  its  bottom  about  4  cm. 
from  ,  the  bottom  of  the  bucket.  Two  thermometers  are 
required,  each  having  a  range  of  about  5°.  Focus  the 
telescope  so  that  it  reads  the  thermometer  very  distinctly. 
The  operator  then  sits  down  back  of  the  telescope,  watch 
on  table,  agitates  the  stirrer,  and  after  two  or  three 
minutes'  time  commences  to  take  minute  readings  of  the 
thermometer.  Minute  readings  are  taken  until  a  regular  rate 
of  change  is  established.  That  is,  the  water  in  the  jacket  being 
at  a  higher  temperature  than  the  water  in  the  bucket,  a  con- 
stant slight  transfer  of  heat  takes  place  from  the  jacket  to  the 
bucket.  This  transfer  amounts  to  about  0.01°  C.  per  minute. 
This  figure  may  be  taken  as  a  typical  rate,  but  it  often  varies 
more  or  less  from  this. 

When  the  rate  of  transfer  of  heat  becomes  constant,  which 
is  almost  always  the  case  after  six  or  seven1  minutes,  the  electric 
current  is  thrown  in  circuit,  the  temperature  readings  having 
been   carefully  recorded.     The  wire  fuse  burns,  the  coal  then 
ignites,  the  bomb  becomes  warm,  and  the  temperature  of  the 
water  in  the,  bucket  begins  to  rise.     The  telescope  is  moved 
up  the  slide,  following  the  mercury,  and  on  the  first  half-minute 
after  combustion  was  started  another  temperature  reading  is 
taken.     Then  another  reading  on  the  second  half-minute,  and 
after   that  every  minute,  until  the  temperature  has  attained 
a  maximum,  and  for  seven  or  eight  minutes  after  that,  until 
the  rate  of  fall  of  the  temperature  of  the  bucket  water  has  attained 
a    regular    decrease.    The   maximum   temperature   is   usually 
attained  at  the  fourth  or  fifth  reading  after  the  electric  current 
has  been  turned  on,  but  some  slow,  hard-burning  coals  do  not 
roach  a"  maximum  until  the  sixth  or  seventh  reading.     During 
all  this  time  the  stirrer  must  have  been  worked  regularly  and 
constantly.     A   jerky   or   irregular   movement   influences   the 
rate,  after  the  final  rate  has  been  established  and  the  tempera- 
ture' has  fallen  from  the  maximum,  about  the  same  amount 
each  minute.     About  0.003°  C.  may  be  taken  as  a  typical  rate 
of  decrease,  although,  as  stated  before,  the  rates  depend  upon 
the  beating  value  of  the  coal,  the  water  equivalent  of  the  system, 
and  the  adjustment  of  the  bucket- and  jacket-water  temperatures. 
The  apparatus  is  then  disconnected,  &nd  the  gaseous  products 
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of  combustion  and  excess  of  oxygen  let  out  of  the  bomb  by 
opening  the  needle  valve.  The  cover  is  then  taken  off  and  the 
interior  of  the  bomb  examined  for  unburned  coal.  Any  un- 
burned  coal  may  be  seen  lying  in  the  solution  in  the  bottom 
of  the  bomb. 

If  not  over  0.01  of  a  gram  in  weight,  this  unburned  coal 
may  be  dried  and  weighed,  and  this  weight  subtracted  from  the 
original  weight  taken,  to  obtain  the  true  weight.  However, 
this  practice  cannot  be  relied  upon,  for  some  of  the  coal  will 
burn  and  leave  a  black  cinder,  consisting  of  coal  and  some 
ash,  and  there  is  no  way  of  telling  how  much  has  burned. 

The  solution  in  the  bottom  of  the  bomb  is  then  washed 
out,  and  the  acids  titrated  by  means  of  a  standard  solution 
of  ammonia.  The  sulphur  may  then  be  determined  in  this 
solution  by  acidifying  with  HC1,  filtering  from  the  ash,  and 
precipitating  the  sulphur  with  BaCl2. 

The  ends  of  the  electrodes  are  examined  for  traces  of  unburnt 
wire,  and  if  present  are  allowed  for.  Corrections  have  to  be 
made  for  radiation  changes,  for  the  combustion  of  the  iron 
wire,  for  the  formation  of  aqueous  nitric  acid,  and  for  the  com- 
bustion of  sulphur  to  sulphuric  acid  instead  of  sulphur  dioxide. 

Corrections.  —  The  temperature  taken  for  the  beginning 
of  the  combustion  is  the  reading  taken  at  the  time  of  burning 
of  the  wire  fuse.  For  the  end  of  the  combustion  period  the 
first  temperature  reading  is  taken  which  falls  well  within  the 
established  final  rate.  The  radiation  corrections  applied  to  the 
combustion  period  are  obtained  by  taking  into  account  the  fact 
that  the  changes  in  the  rate  of  gain  or  loss  in  temperature  are 
proportional  to  the  changes  in  temperature.  From  this  propor- 
tion the  rate  of  gain  or  loss  at  the  beginning  and  end  of  each 
interval  of  time  is  found.  The  temperature  correction  for  each 
interval  during  the  combustion  period  is  obtained  by  adding 
the  rates  at  the  beginning  and  end  of  the  interval  and  dividing 
the  algebraic  sum  by  2  for  the  minute  intervals  and  by  four 
for  the  half-minute  intervals.  The  sum  of  these  corrections 
added  to  the  difference  between  the  readings  at  the  beginning 
and  end  of  the  combustion  period  is  the  true  temperature 
change  due  to  the  combustion.  This  multiplied  by  the  water 
equivalent  of  the  system  gives  the  total  calories  of  heat  pro- 
duced by  the  combustion. 
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A  definite  length  of  iron  wire  corresponding  to  a  weight  of 
12.1  mgs.  is  used  as  a  fuse  to  start  the  combustion  of  the  sample. 
Any  unburned  portion  is  measured,  and  the  corresponding 
weight  subtracted  from  the  weight  .of  the  fuse  used.  Knowing 
the  heat  of  formation  of  Fc203  per  gram  of  Fe,  the  correction 
in  calories  for  the  heat  produced  by  the  burning  of  the  iron 
wire  ran  be  ascertained. 

In  making  the  correction  for  nitric  acid  and  sulphuric  acid, 
the  bomb  is  thoroughly  washed  out  and  these  washings  titrated 
with  a  standard  solution  of  ammonia.  This  standard  solution 
is  wade  so  that  one  cubic  centimeter  is  equivalent  to  0.0025 
gram  nitrogen  as  nitric  acid.  The  heat  of  formation  of  aqueous 
nitric  acid  is  1058  calories  per  gram  of  nitrogen,  and  when  the 
solution  is  made  up  as  above,  each  cubic  centimeter  of  ammonia 
stands  for  a  correction  of  2.65  calories. 

In  the  bomb,  oxidation  is  complete,  and  the  sulphur  burns 
to  aqueous  sulphuric,  acid,  instead  of  to  sulphur  dioxide,  as  is 
the  ease  in  ordinary  combustion.  Consequently  part  of  the 
acidity  iu  the  bomb  washings  is  due  to  sulphuric  acid,  and  a 
further  correction  is  necessary.  For  each  gram  of  sulphur 
present  in  the  coal,  the  heat  developed  in  the  bomb  is  in  excess 
22M  calories,  which  is  22.3  for  each  per  cent  of  sulphur.  One 
c.c.  of  the  standard  ammonia  solution  is  equivalent  to  0.00286 
gram  of  sulphur  as  sulphuric  acid,  or  to  0.286  X  22.3  =  6.38 
calorics.  After  multiplying  the  number  of  cubic  centimeters 
of  ammonia  used  in  the,  titration  by  the  heat  factor  for  nitric 
acid  (2.05),  it  is  necessary  to  make  a  further  correction  of 
G.HH  —  2.05  ~  H.73  for  each  c.c.  used  in  titrating  sulphuric 
instead  of  nitric,  acid. 

Thin  is  a  correction  of  3.73  divided  by  0.286  =  13  units 
for  each  0.0 1  gram  of  sulphur  present  in  the  coal.  This  cor- 
rection is  accordingly  made  by  multiplying  the  ammonia  by 
2.05  and  adding  IB  units  for  each  0.01  gram  sulphur  in  the 

^Thc  accompanying  table  shows  one  of  the  determinations 
worked  out,  the  method  of  putting  down  the  data,  calcula- 

turns,  etc.: 


400                                GENERAL   MKTALUIkCA 

TABLE  LXXX.    CAUWIMKTKU  DATA 

Ra-niplc  No.  5 

Jacket-water  temperature  =  21°                               Tray  and 

coal        9.-W23  g. 

Wet  and  dry  bulb  temp.     =  17°  and  25° 

Fra,v        S.-ir>23  g. 

Coal        1000    g. 

Time  Rea  dings 

1.45         19.300°  C.    5)0050 

1.46         19.310°  C       +  .010  =  initial  rate. 

1.47         19.320°  C. 

1.4S         18.330°  C. 

1.49         19.340°  C. 

1.50         19.350°  C.1  +  0.0100  \    .   0  ()()n 

1.50.}       20.020°  C.    +  0.0066  1  "*     .' 

1.5l"       21.460°  C.    -0.0007]    ,   ()0()1r 

1.52         21.965°  C.                        :();()()2;; 

1.53        21:975°  C.2                   ' 

1.54        21.972°  C.    -0.0033]  ^ 

1.55        21.969°  C.    -  0.0034  J          ' 

1.56        21.968°  C.                        +0.0002 

1.57        21.964°  C.                                           +0.0100 

1.58         21.960°  C.                                           -0.003.1 

1.59         21.955°  C.                                           +0.0  W       toU 

d  change  in  ra,<e. 

2.00        21.  952°  C. 

2.01         21.  949°  C. 

2.02        21.  944°  C. 

2.03         21.941°  C.    11)  0.037 

2.04        21.938°  C.          .0034       =  final  rate. 

Combustion  period  =  21.975°  -  19.350°  =       2.625° 

Correction  for  radiation                              -•--  +  ().()(  )02" 

Water  equivalent                                        '  *•->  3000 

Total  calories                                                =  3000  X  U.IV.MH 

7S71/1 

Wire  fuse  and  acid  corro«tiona                    -- 

•ir>.r»<) 

Net  'calories,  or  true  beating  value             ™ 

7S2S/J1 

Corrections  made  up  as  follows  : 

Wire  fuse  corrections 

15/17  ("idories. 

Nitric  acid  correction                 0.5  e.e.  Nils  sol.  X  2.65  nil 

17.22  cji!on<vs. 

Sulpburic  acid  correction           0.01  g.  Hulpbur 

13.00  calories. 

Total    

•15.00  calories. 

(B)  The    Parr    Calorimeter.3   -This    is    a    siniph^    instru- 
ment than  the  bomb  calorimeter,  and  for  leclmioal  work  has 

1  Beginning  of  coml)ustion. 

2  Maximum  temperature. 

3S.  W.  Parr,  Jour.  Am.  Cbem.  Soo.,  XXII,  (M();  XXIX,  HH)(>. 
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the  advantage  that  its  use  requires  no  oxygen  supply.  It  is 
well  adapted  to  determining  the  heating  power  of  soft  coals. 
Its  factor  of  error  is  within  0.5  per  cent. 

Description.  Fig.  116  shows  the  general  view  of  the  instru- 
ment and  Fig.  117  a  cross-section,  to  which  the  accompanying 
description  applies.  A  is  a  copper  vessel  of  a  little  over  2  liters 
capacity  insulated  by  two  outer  vessels  of  indurated  fiber, 
B  and  C,  so  placed  as  to  afford  the  air  spaces  b  and  c  for  additional 
insulation.  The  cover  is  double  with  corresponding  air  spaces. 
The  cartridge  D  has  an  inside  capacity  of  25  c.c.  It  rests  on 


FIG.  116.  —  The  Parr  calorimeter. 

a  pivot  below  and  extends  through  the  covers  above,  and  has 
a  small  removable  pulley  P  at  the  end.  Turbine  wings  fastened 
to  spring  clips  are  placed  on  the  cartridge  and  a  short  cylinder 
E,  open  at  both  ends,  is  provided  for  directing  the  current  set 
up  by  rotation  of  the  vanes  attached  to  the  cartridge.  T  is 
an  accurate  thermometer.  The  stem  G  of  the  cartridge  is  so 
arranged  as  to  permit  the  passage  of  a  short  piece  of  No.  12 
copper  wire  (Fig.  118).  It  is  also  provided  with  the  valve  M 
at  the  lower  end  which  prevents  the  escape  of  the  enclosed  air 
when  heated  by  the  combustion  of  the  charge.  The  two  ends 
of  the  cartridge,  E,  D,  and  F,  screw  on. 

Operation.     One  gram  of  coal,  ground  to  pass  a  100-mesh 
screen,  is  dried  in  an  air  oven  at  105°  to  110°  C.  and  then 
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roughly  mixed  with  16  to  18  grams  of  sodium  peroxide  wlii 
is  fine  enough  to  pass  a  25-mesh  screen.  The  mixture  is  plac 
in  the  cartridge,  the  top  of  which  is  screwed  on,  and  then  shak 
thoroughly  to  mix  the  contents.  After  tapping  the  eartricl 
to  settle  the  contents  to  the  bottom  it  is  placed  in  the  copj 


FIG.  117.  —  Cross-section  of  the  Parr 
Calorimeter. 


FJO.  118,  —  OOHH- 
Heolion,  cartridge*  of 
Parr  calorimeter. 


vessel  A  and  two  liters  of  water  added,  the  temperature  • 
which  is  3°  to  4°  C.  lower  than  the  temperature  of  the  roor 
The  pulley  P  on  the  cartridge  is  then  connected  with  a  Him 
motor  by  means  of  a  string,  giving  50  to  100  r.p.m.  to  tl 
cartridge.  When  the  water  in  the  vessel  A  attains  a  co] 
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stant  temperature  as  determined  by  the  thermometer,  this 
is  recorded  and  a  half-inch  piece  of  hot  No.  12  copper  wire  is 
dropped  through  the  valve  into  the  charge,  which  is  at  once 
ignited  and  burns  completely  in  two  to  three  seconds.  The 
extraction  of  the  heat  is  effected  in  about  five  minutes.  The 
reading  of  the  maximum  temperature  is  taken  and  the  calcu- 
lations made  as  follows: 

(1)  Correction  factor  for  the  hot  wire.    From  many  deter- 
minations this  is  0.012°  C.  =  0.021°  F.  for  i  in.  of  No.  12  copper 
wire.     For  \  and  f  in.  lengths  proportionate  figures  are  used. 

(2)  Correction  factor  for  the  heat  resulting  from  the  combi- 
nation of  the  products  of  combustion,  COo  and  H20,  with  the  sodium 
peroxide  used.    This    heat    of    combination    causes  an  excess 
over  and  above  the  actual  heat   of    combustion,  amounting 
to  27  per  cent,  of  the  total  indicated  heat.     This  data  is  the 
result  of  many  tests  on  different  coals.    The  calculation  for 
heating  power  then  is  as  follows:  Cr  =  total  indicated  calories; 
C  =  actual  calories  due  to  combustion,  i.e.  calorific  power  of 
the  fuel;  t  =  degrees  rise  in  temperature;  w  =  weight  of  the 
water  employed  in  grams. 

Then  C'  =  (*  -  0.012°)  X  w, 

1  C       C>     C'X27 

and  C  =  C  -  -- 


C  =  (*  -  0.012°  X.w  X  0.73) 

The  sodium  peroxide  used  must  be  free  from  absorbed  moisture. 
In  some  instances  it  will  be  preferable  to  use  0.5  gram  coal 
in  place  of  1  gram.  For  very  accurate  work  the  following 
additional  correction  factors  are  applicable: 

For  sulphur  in  coal,  0.006°  C.  for  every  1  per  cent,  in  0.5 

g.  coal. 

For  ash  in  coal,  0.001°  C.  for  every  1  per  cent,  in  0.5  g. 

coal. 

For  combined  water  in  coal,  i.e.  in  lignites,  0.0033°  C. 
for  every  1  per  cent,  in  0.5  g.  coal 

When  potassium  chlorate  is  used  in  addition  to  the  sodium 
peroxide  to  act  as  an  accelerator  of  combustion  a  correction 
of  0.040°  C.  is  applied  for  every  0.5  g.  used.  When  the  ignition 
in  the  cartridge  is  accomplished  by  an  electric  fuse,  as  it  may 
be  in  one  form  of  the  Parr  calorimeter,  a  correction  of  0.008°  C. 
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for  every  10  mg.  of  fuse  consumed  is  applied.  The  sum  of 
these  corrections  are  to  be  subtracted  from  t  as  in  the  above 
formulas. 

II.  Calculation  of  Calorific  Power  from  the  Ultimate 
Analysis.  —  This  method  is  due  to  Dulong,  who  states  that  the 
heat  generated  by  a  fuel  during  combustion  is  equal  to  the  sum 
of  the  possible  heats  generated  by  its  component  elements, 
less  that  portion  of  the  hydrogen  which  will  form  water  with 
the  oxygen  of  the  fuel.  His  formula  is: 

Calorific  power  in  calories  =  8080  0  +  34500  (H  -  -?•) 

o 

The  formula  is  based  on  the  assumption  that  in  a  coal  the 
elements  C,  H,  0,  S,  etc.,  exist  to  all  intents  and  purposes 
uncombined,  and  on  combustion  with  oxygen  form  the  com- 
pounds C02,  H20,  etc.,  liberating  the  full  heat  of  formation  of 
these  compounds.  This  is  in  effect 'true  for  the  carbonaceous 
fuels,  as  coal,  coke,  wood,  etc.,  the  calorific;  power  of  which 
can  be  readily  calculated  from  their  ultimate  analysis,  but  it 
is  not  true  for  many  compounds.  Thus,  the  calorific  power 
of  pyrite  (FeS^)  cannot  be  calculated  from  its  constituents, 
since  the  calorific  power  of  a  compound  is  the  calorific  effect 
of  its  constituents  in  burning  to  certain- products,  minus  the  heat 
which  was  required  to  form  the  compound  from  its  elemental 
constituents,  i.e.  its  heat  of  formation,  and  which  is  not  known 
for  pyrite.  When  the  heats  of  formation  of  the  compounds 
are  known  the  calorific  power  may  readily  be  calculated. 

The  best  form  of  Dulong's  formula  for  the  calculation  of 
calorific  powers  of  fuel  is  that  of  the  "  Verein  Deutscher  Inge- 
nieure"  in  which  allowance  is  made  for  the  combustion  of  sulphur 
and  for  the  heat  absorbed  by  the  water  in  the  coal,  and  which 
uses  a  figure  for  hydrogen,  which  takes  into  account  the  water 
generated  by  the  burning  of  the  coal,  as  escaping  in  the  form 
of  vapor,  which  is  the  case  under  industrial  conditions. 

Modified  Dulong's  formula: 

X  =  8100  C  +  29,000  (H  -  -~)  +  2500  S  -  600  E 

o 

X  =  calorific  power  in  large  calories. 
C  =  amount  of  carbon  present  in  one  kg.  of  coal. 
H  =  amount  of  hydrogen  present  in  one  kg.  of  coal. 
0  ~  amount  of  oxygen  present  in  one  kg.  of  coal. 
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S  =  amount  of  sulphur  present  in  one  kg.  of  coal. 
E  =  amount  of  water  present  as  such  in  one  kg.  of  coal. 

For  example :  what  is  the  calorific  power  of  an  air-dried  coal  of 
the  following  ultimate  analysis:  Ash,  4.79  per  cent.;  hydrogen, 
G.IK)  per  cent,;  nitrogen,  1.09  per  cent.;  carbon,  58.41  per  cent.; 
oxygon,  28.99  per  cent.;  and  sulphur,  0.63  per  cent?  On  com- 
bustion this  coal  gives  rise  to  0.5484  g.  of  water  vapor,  of  which 
0,2223  £.  is  formed  by  the  combustion  of  the  available  hydrogen 
(II  —  ())  with  the  oxygen  of  the  air,  and  0.3261  g.  due  to  the 
combined  oxygen  and  hydrogen  in  the  coal;  i.e.j  it  is  assumed 
that  all  oxygen  in  the  coal  is  combined  with  hydrogen,  the 
rest  of  the  hydrogen  being  the  available  hydrogen. 


X  =  (8100  X  0.5841)  +  29,000 


0.0609  - 


0.2899 


+  (2500  X 


O.OOG3)  —  (600  X  0.3261)  =  5267.60  calories. 

This  coal  yielded  5753  calories  by  a  bomb  calorimeter  test, 
in  which  the  water  is  condensed  and  the  heat  in  it  recovered. 
The  calculation  by  Dulong's  formula  in  the  form  of,  calorific 

power  =  8080  C  +  34,500   (H  -  -)  +  2250  S,    are    usually 

8 

within  2  per  cent,  of  the  results  of  the  calorimeter  test,1  provid- 
ing the  analysis  on  which  the  calculations  are  based  is  accurate. 
III.  Berthier's  Method  of  Determining  Calorific  Power. — 
This  is  based  on  the  amount  of  lead  reduced*  by  the  coal  from 
litharge  (PbO).  The  reduction  is  according  to  the  following 
reaction : 

446        12       414 
2PbO  +  C  =  2Pb  +  C02 

414 
One  grain  of  carbon  reduces  ---  =  34.5  grams  of  lead.    Since 

\£t 

the  calorific  power  of  carbon  is  8080  calories,  one  gram  of  lead 

OAQA 

reduced    represents    —7  =  .234    calories.    This    factor    will 

tj4.«) 

serve  well  for  anthracite  coals,  but  it  is  too  low  for  bituminous 

coals   on  account  of  the  hydrogen  contained  in  them,  which 

has  a  much  greater  reducing  power  than  carbon.    By  experi- 

i  N.  W.  Lord  and  F.  Haas,  T.  A.  I.  M.  E.,  XXVII,  259  (1897).     . 
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merit1  the  proper  factor  for  bituminous  coals  is  268.3  calories 
for  every  gram  of  lead  reduced  per  gram  of  coal. 

The  method  is  carried  out  as  follows:  One  gram  of  fine  dry 
coal  is  mixed  with  40  grams  litharge  (PbO)  free  from  Pb()2, 
placed  in  a  20-gram  crucible,'  or  one  equivalent  in  size.  The 
mixture  is  covered  with  15  grams  of  litharge  and  the  crucible 
covered  with  its  clay  cover  and  placed  in  a  muffle  furnace  at 
a  bright  red  heat.  The  fusion  should  be  complete  in  10  to  15 
minutes  or  there  is  danger  of  the  litharge  eating  through  the 
crucible.  The  muffle  used  should  have  a  good  draft  through 
it,  so  that  there  is  no  danger  of  lead  being  reduced  by  the 
presence  of  reducing  gases  from  the  fire.  Just  as  soon  as  the 
fusion  is  quiet,  the  crucible  is  taken  from  the  furnace,  tapped, 
and  its  contents  poured  into  an  iron  mold.  When  cold  the  button 
is  separated  from  the  excess  litharge,  by  hammering,  and  then 
weighed.  The  weight  multiplied  by  the  proper  factor  gives  the 
calorific  power  in  calories.  The  method  serves  well  as  a  rapid 
approximate  determination  of  the  calorific  power  and  is  usually 
within  2  to  5  per  cent,  of  the  calorimeter  determination. 

Temperature  of  Combustion.  —  The  temperature  of  com- 
bustion, termed  also  the  pyromctric  vffe-ct,  "is  the  temperature 
attained  by  the  flame  from  the  combustion  of  a  fuel  under  constant 
pressure.  If  we  consider  a  unit  mass  of  fuel  in  contact  with 
the  required  amount  of  air  for  complete  combustion  in  a  space 
insulated  against  radiation,  and  burn  the  same  under  constant 
pressure,  the  calories  of  heat  liberated  by  the  combustion  will 
be  absorbed  by  the  products  of  combustion  and  raise  those  to 
a  certain  temperature.  This  temperature  is  the  temperature 
of  combustion  and  can  readily  be  calculated. 

Let  C  =the  calorific  power  of  the  fuel  in  calories. 

Ci  =the  latent  heat  absorbed  at  t°  by  the  products  of  com- 
bustion, e.g.  water  in  passing  from  the  liquid  to  the 
vapor  state. 

M  =the  mass  of  the  products  of  combustion,  made  up  of 
the  individual  masses,  P,,  I\, 1\  ]\  d,c.,  of  the  gases 
and  ash  present. 

Sm  =the  mean  specific  heat  of  the  products  of  combustion, 

1W.  A.  Noyes,  McTaggert,  and  Graver,  Jour.  Am.  Chcm.  Soc.,  XVII 
843  (1895).  "  ' 
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made  up  of  the  mean  specific  heats  of  the  various 
products  of  combustion,  /Swi,  Sw2,  SmS}  Sm±. 

T  =the  final  temperature  of  the  products  of  combustion, 

viz.,  the  temperature  of  combustion,  above  t°. 
Then  it  follows  from  the  above  that 

G's  =  (C  -  d)  =  MTSm,   or 

C2  =  (C  -  Ci)  =  T  (Pi/?mi  +  P2/Sw2  +  P3Sws  +P4  Sm4,  etc.) 


etc. 

which  is  the  formula  for  the  calculation  of  the  temperature  of 
combustion. 

The  temperature  of  combustion  hence  is  the  theoretical  tem- 
perature attainable  by  the  flame  on  the  assumption  of  the  com- 
plete combustion  of  the  fuel  to  such  products  as  form.  The 
formula  is  general  in  its  nature  and  is  applicable  to  all  combustion 
reactions,  with  either  oxygen  or  air,  in  the  exact  amount  required 
or  in  excess,  if  the  correct  masses  and  specific  heats  are  used. 
At  the  present  time  there  is  much  data  available  on  the  specific 
heat  of  gases  at  high  temperatures,  which  was  formerly  lack- 
ing. The  older  calculations  of  combustion  temperatures  were 
invariably  much  too  high,  due  to  the  use  of  incorrect  values 
of  specific  heats.  Table  LXXXI  gives  the  values  of  the 
specific  heats  of  gases  commonly  in  use. 

Calculation  of  the  temperature  of  combustion  of  a  coal.  The 
composition  of  the  coal  is  as  follows :  Ash,  4.79  per  cent. ;  hydro- 
gen, 6.09  per  cent.;  nitrogen,  1.09  per  cent.;  carbon,  58.41  per 
cent.;  oxygen,  28.99  per  cent.;  and  sulphur,  0.63  per  cent. 

(a)  The  available  hydrogen  in  one  gram  of  coal  is  0.0609  — 

°-289?  =  o.0247  grams, 
o 

(6)  The  amount  of  water  is,  0.2899  +  0.0362  =  0.3261  g.; 
i.e.  the  amount  of  oxygen  plus  its  combining  weight  of  hydrogen. 

(c)  The  amount  of  water  formed  by  the  burning  of  the 
available  hydrogen  is,  0.0247  +  8  (0.0247)  =  0.2223  g. 

Air  consists  of  3  parts  oxygen  and  10  parts  nitrogen  by  weight, 
or  23.1  and  76.9  per  cent,  respectively;  and  21  parts  oxygen 
and  80  parts  nitrogen  by  volume,  or  20.8  and  79.2  per  cent, 
respectively.  The  carbon  burns  to  C02  according  to  the  following 
reaction: 
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C  +  02  =  C02 
12      32       44 

One  part,  carbon  requires  2|  parts  oxygen  to  produce  3f  parts 
of  CO...  This  amount  of  oxygen  carries  with  it  as  an  inert 
pis,  2j|  X  SJ  =  S3  g.  nitrogen.  Therefore,  1  part  of  carbon 
minimi  115  g.  of  air  (21  g.  ()2  +  85  g.  N2). 

(</)  0.58-11  g.  carbon  in  the  coal  produce,  0.5841  X  3|  = 
2.M  17  g.  (  X),.  The  total  products  of  combustion  therefore  are: 

Xitrotjcn  -  />,  =  0.5841  X  8J  =  5.192  g.  To  this  must  be 
added  the  0.0109  g.  in  the  coal  and  the  0.6586  g.  accompany- 
ing tin*  Oo  required  to  burn,  the  available  hydrogen,  making 
a  total  of  5.8(>15  g. 

Cnrhtm  dioxide  =  P»  =  2.1417  g. 
\\'<il<r  -  /'«  =  (U2(>1  g,  +  0.2223  g.  =  0.5484  g. 
g. 


Th(»  calorific:  power  of  this  coal  as  calculated  from  Dulong's 
formula  (modified  to  take  into  account  the  latent  heat  of  water 
and  its  escape  as  steam)  is  5267.60  calories.  In  the  calcula- 
tion which  follows  the  small  amount  of  sulphur  in  this  coal  is 
neglected. 

In    the    equation, 

T_  ..............  ^^  _ 

/VS'wi  +  I'ittm*  +  "PaSm.3  +  P*Sm4 

('  —  f'i  -  ,r)2li7.()()  (siiKio  the  latent  boat  of  water  has  already 
been  deducted);  /',  =  N8  =  .r).8()15  g.;  Ps  =  C02  =  2.1417  g.; 
l\     =  !!.,()  =  0.5.184  g.;  />.,  =  ash  =  0.0479  g. 
The  specific  heats  are.  as  follows: 

for  nitrogen,  ,sW"°"n  =  0.235  +  0.000019   T; 
for  eurbc.n  dioxide,  ,sW"°"n  =  0.190  +  0.00011  T°; 
for  water  vtt|X)r,,sWlno°'n  =  0.42  +  0.000185  (100+  T°); 
for  ash,  SiU4{"°>n  =0.27; 

Therefore, 

5267.60 

T  " 


f>.8(51S  (0.2:55  "+  aOOildiOT    +  2.1417  (0.19  +  0.00011D  + 
0.5.18.1   (0.42  +  0.000185  {100  +  T\)  +  (0.0479  X  0.027) 

0.004484095  T  +  20.377819  T  -  52676  =  0 
T  =  1840°  C. 
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The  graphical  method.  Another  method  is  available,  the 
graphical  method,  by  means  of  the  thermal  capacities  of  the 
gases  of  combustion.1 

The  thermal  capacity  of  a  gas  is  the  number  of  calories 
absorbed  by  a  unit  weight  or  volume  of  a  gas  in  passing  from 
any  temperature  T  to  any  other  temperature  7\,  at  constant 
pressure.  In  the  same  manner  the  calories  of  heat  set  free  in 
cooling  from  TI  to  T  is  the  thermal  capacity.  Mallard  and 
LeChatelier  express  the  thermal  capacity  of  gases  in  absolute 
temperature  by  the  following  equation: 

T  T2 

Q  -  thermal  capacity  in  caL  =a  + 


in  which  a  is  a  constant  =  6.5,  common  to  all  gases,  and  b 
is  a  constant,  variable  for  different  gases.  Its  values  are  for 
0S|  No,  H2,  CO,  0.6;  for  H20,  2.9;  for  C02,  3.7;  for  CH4,  6.0. 

The  specific  heat  of  a  gas  at  any  temperature  is  obtained 
by  taking  the  first  derivative  of  the  formula  for  the  thermal 
capacity  of  the  gas  at  that  temperature,  but  when  thermal 
capacities  are  available,  specific  heats  are  not  required  for  the 
calculations  to  follow. 

The  equation  for  the  temperature  of  combustion,  on  the 
basis  already  outlined,  that  the  heat  liberated  during  com- 
bustion is  to  be  found  in  the  products  of  combustion,  viz.,  is 
equal  to  the  thermal  capacity  of  the  products  of  combustion,  is 
as  follows: 

2L  =  Sa   (T  -  ^  +  36  (T2  -  TV) 

from  which  T  can  be  calculated.  The  value  for  T7,  however, 
may  be  found  graphically  in  a  much  shorter  time.  Fig.  11.9 
shows  the  plotting  of  the  equation.  It  is  required  to  find  the 
intersection  of  the  line  3L  with  the  curve,  the  temperature 
indicated  by  the  intersection  being  the  temperature  of  com- 
bustion. In  the  figure  the  ordi  nates  bkt  cl,  dm,  en,  indicate 
the  sum  of  the  thermal  capacities  of  the  products  of  combustion 
at  the  corresponding  indicated  temperatures.  Tables  LXXXII 
and  LXXXIII  give  the  thermal  capacities  of  the  various  gases 
at  temperatures  up  to  2000°  C.  per  molecular  volume  and  per 
kg.  which  are  used  in  the  calculations. 

As  an  example,  calculate  the  temperature  of  combustion 
of  the  same  coal  when  burnt  with  the  proper  amount  of  cold 

JE.  Damour  and  A.  L.  Qucneau,  Industrial  Furnaces,  1000,  p.  10/ctc. 
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air,  n,ml  also  with  the  same  amount  of  air  preheated  to  400°  d 
The  composition  of  the  coal  is,  ash,  4.79  per  cent.;  hydrogen, 
0.09  per  cent.;  nitrogen,  1.09  per  cent.;  carbon,  58.41  per  cent.; 
oxygen,  28.99  per  cent.;  and  sulphur,  0.63  per  cent.  The 


Tempurutui'cs 

FKJ.  1 11).       Graphic-  method  for  the  determination  of  the  temperature  of 

combustion. 

calorific  power  of  this  coal  =  2L  =  5267.60  calories,  with 
the  waiter  in  the  form  of  vapor  at  100°  C.  The  products  of 
combustion  arc: 

TO,  -  2.1417  g. 

11,0  «  0.3201  +  0.2223  =  0.5484  g. 

N«  -^  R.KGlf)  g.,  made  up  as  follows:  from  combustion  of 
carbon,  5.19  g.;  from  combustion  of  hydrogen, 
0,0580  g.;  and  from  the  coal,  0.0109  g. 

The  thermal  capacities  of  these  gases  are:    ___________^ 

For  1000°  C. 


Fur  (500°  (-. 


ro» 

11*0 

N8 


For  2000°  C. 


•WHO*  1417X277=  592.78 2.H17X  728  =  1557.92 
17H78!o!r,4S4X«09-  333.97J0.5484Xl542«  798.60 
'54-=  t)()2.44!r).8G15X2G4 -1547.04  5.8615 X  575  =  3369.50 
'       4J  "  5726.02 


2473.79 
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TABLE  LXXXII.     THERMAL  CAPACITIES   OF   GASES  PER   MOLECULAR 

VOLUME 


Temperatures 

02,N2,H2,CO 

HaO 

C02 

CH4 

-  0.002* 

o°c. 

0 

0 

0 

0 

0 

200°  C. 

1.39 

1.73 

1.85 

2.19 

0.4 

400°  C. 

2.82 

3.69 

3.99 

4.85 

0.8 

600°  C. 

4.31 

5.87 

6.44 

8.02 

1.2 

800°  C. 

5.82 

8.23 

9.18 

11.46 

1.6 

1000°  C. 

7.43 

10.98 

12.22 

15.77 

2.0 

1200°  C. 

9.05 

13.87 

15.55 

20.37 

2.4 

1400°  C. 

10.73 

17.00 

19.18 

25.44 

2.8 

1600°  C. 

12.46 

20.35 

23.10 

30.99 

3.2 

1800°  C. 

14.21 

23.86 

27.21 

36.86 

3.6 

2000°  C. 

16.05 

27.76 

31.84 

43.55 

4.0 

2200°  C. 

17.91 

31.82 

36.65 

50.54 

4.4 

2400°  C. 

19.84 

36.10 

41.76 

58.02 

4.8 

2600°  C. 

21.81 

40.62 

47.16 

66.04 

5.2 

2800°  C. 

23.82 

45.64 

52.84 

74.42 

5.6 

3000°  C. 

25.89 

50.64 

58.86 

83.34 

6.0 

TABLE  LXXXIII.    THERMAL  CAPACITIES  or  GASES  PER  KILOGRAM 


Temperatures 

02 

N2,CO 

H2 

H20 

COo 

OII« 

*••  M)t 

o°c. 

0 

0 

0 

0 

0 

0 

0 

200°  C. 

47.3 

50 

700 

100 

43.1 

130.6 

18 

400°  C. 

88.0 

100 

1400 

203 

91.0 

303.0 

36 

600°  C. 

134.0 

154 

2150 

326 

145.0 

499.0 

54 

800°  C. 

181.0 

207 

2900 

461 

208.0 

720.0 

72 

1000°  C. 

232.0 

264 

3700 

609 

277.0 

982.0 

90 

1200°  C. 

284.0 

325 

4550 

770 

354.0 

1269.0 

108 

1400°  C. 

334.0 

383 

5350 

943 

435.0 

1584,0 

126 

1600°  C. 

391.0 

445 

6250 

1130 

523.0 

1931.0 

144 

1800°  C. 

444.0 

508 

7100 

1330 

618.0 

2307.0 

162 

2000°  C. 

503.0 

575 

8050 

1542 

728.0 

2712.0 

180 

2200°  C. 

558.0 

637 

8950 

1751 

840.0 

3148.0 

198 

2400°  C. 

620.0 

708 

9900 

1985 

950.0 

3614.0 

216 

2600°  C. 

681.0 

777 

10,900 

2241 

1070.0 

4109.0 

234 

2800°  C. 

735.0 

850 

11,900 

2520 

1200.0 

4635.0 

252 

3000°  C. 

810.0 

921 

12,950 

2799 

a 

1355.0 

5190.0 

270 
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lu  Fij*;.  120  is  plotted  this  data,  which  gives  rise  to 
the  curve  bale.  This  curve  is  intersected  at  the  point  d  by 
SIj  »---  f)2()7.(>0  calories,  the  calorific  power  of  the  coal;  and 
projecting  the  point  d  to  the  basal  line  it  corresponds  to  a 
temperature  of  1800°  0.,  the  temperature  of  combustion.  Con- 
sidering the  fact  that  the  graphic  method  is  necessarily  approxi- 
mate to  a  certain  degree,  this  is  a  good  agreement  with  the 
calculated  result. 
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KKL  120.       <  Sr:ii>!ii«  in<ahod  showing  the  data  for  the  determination  of  the 
temperature  of  combustion  of  a  coal. 

In  ("ilouhitiiifi  the  temperature  of  combustion  of  this  same 
coal  with  the  air  preheated  to  400°  C.,  the  method  of  procedure 
is  similar  The  effect  of  preheating  the  air  will  be  to  add  to 
Uu.  ,,,.]„,.•,!•„  power  of  the  coal  the  calories  in  the  preheated  air 
used,  i*.  its  thermal  capacity  at  400°  C.  The  amount .0  air 
used  to  burn  one  gram  of  coal  as  already  determined  is,  7.6058  g- 
made  up  of  5.8506  g.  N2  and  1.7552  g.  02)  and  the  thermal 
capacity  of  this  at  400°  C.  is 
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5.8506  X  100  =  585.00  calories. 

1.7552  X    88  =  154.46  calories. 

739.46  calories. 

Adding  this  to  the  calorific  power  of  the  coal,  we  get  5267.60  + 
729.46  =  6007.06  calories  =  3 1/.  If  this  is  plotted  as  shown 
in  Fig.  120,  SI/  intersects  the  curve  in  the  point  /,  which  pro- 
jected to  the  basal  line  indicates  a  temperature  of  combustion 
of  2070°  C. 

Preheating  the  air  or  fuel  is  practised  extensively  in  burn- 
ing gas  in  regenerative  furnaces,  and  the  example  indicates 
the  method  of  calculation  for  obtaining  the  temperature  of 
combustion.  When  both  gas  and  air  are  preheated,  the  calories 
in  both,  at  the  temperature  of  preheating,  are  added  to  the 
calorific  power  of  the  fuel  to  get  the  term  SI/.  • 

Table  LXXXII  gives  the  thermal  capacities  of  the  gases 
in  molecular  volumes,  which  is  in  convenient  form  for  the  cal- 
culations, when  combustible  gases  are  dealt  with.  The  method 
of  solving  by  the  graphic  method  is  then  the  same  as  when  the 
calculation  is  made  for  weights.  In  a  gaseous  body  the  molec- 
ular weight  in  kilograms  corresponds  to  a  volume,  alike  for  all 
gases  of  22.22  cu.  meters.  This  is  called  the  kilogram  molecular 
volume.  By  a  coincidence,1  if  the  molecular  weight  be  expressed 
in  ounces,  each  molecule  of  gas,  or  molecular  volume,  is 
22.22  cu.  ft. 

Table  LXXXIV  gives  data  on  the  combustible  gases  and 
carbon,  such  as  weight  per  cu.  m.;  calorific  power  per  molec- 
ular volume,  etc. 

Dissociation  of  the  Gaseous  Products  of  Combustion.  — 
It  was  formerly  assumed  that  the  dissociation  of  carbon  dioxide 
into  carbon  and  oxygen,  and  of  water  vapor  into  hydrogen 
and  oxygen,  at  temperatures  of  1200°  to  2500°  (1,  was  very 
appreciable,  and  that  on  this  account  the  complete  combustion 
of  carbon  and  hydrogen  was  practically  impossible,  thus  limit- 
ing the  attainable  temperature  of  combustion.  With  only 
the  old  data  on  specific  heats  available,  the  calculated  tempera- 
ture of  combustion  was  invariably  double  and  triple  that  attain- 
able in  practice  and  the  discrepancy  was  explained  on  the  basis 
of  dissociation  of  the  gases  of  combustion.  It  is  now  known 

1  J.  W.  Richards,  Metallurgical  Calculations,  Part  I,  4. 
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that,  the  error  was  due  to  the  use  of  incorrect  values  for  the 
specific  heats  and  the  thermal  capacities  of  the  gases  of 
combustion,  and  that  the  dissociation  of  C02  and  H,0  for  tem- 
peratures not  exceeding  2500°  C.  is  very  small.  Thus  the  disso- 
ciation of  ( H),>  at  1500°  0.  is  only  0.08  per  cent.,  and  at  2000°  C. 
•1  per  cent.  Fig.  121  shows  the  dissociation  curves1  of  carbon 
dioxide  and  water  vapor,  the  latter  resembling  the  former 
very  inueh.  The  dissociation  of  carbon  monoxide  is  of  a  differ- 
ent, nature  and  is  discussed  under  the  section  on  gas  producers. 

TAHI,K  LXXXIV.    DATA  ON  COMBUSTIBLE  GASES 


Reaction 
gran 

of  Combustion 
.  mol.  vol. 

Largo 
Calories 
Liberated 
pcrg 
mol.  vol. 
22.22  liters 

Density 
referred 
to 
Hydrogen 

Weight  of 
1  c.  m. 
of  gas 

IIvdrou;on  . 

Ha     +  K)2 

U)    H-  M)2 
(UI4  +  2O2 

(nil  +  2(\> 

i(^  +  jo2 

=  H20 
=  H80 
-  C02 
=  CO,  +  2H20 
=  C02  +  2H20 
=  C02 
=  CO 

69.0  2 
58.2 
68.2 
213.5  2 
105.2 
97.6 
29.4 

1 
14 

8 

9 
14 
16 
22 

0.09  kg. 

1.26 
0.72 

O.S1 
1.26 
1.44 
1.9S 

(  'arlxm  Monoxide  .  . 

MHhnno    . 

(  'urbnn  .     ,  . 

(  1;rrbon   ,  .  . 

Water  vapor   .... 

Nitrogen  

(  'jirbori  dioxides  .... 

Amount  of  Air  Required  for  Combustion.  —  The  highest 
irmp(Tatur<vs  in  burning  a  fuel  are  obtainable  when  the  theoretic 
amount,  of  air  is  used.  This  condition  is,  however,  not  realiz- 
able in  practice,  and  usually  an  excess  of  air  is  needed  to  attain 
approximately  a  complete  combustion  of  the  fuel.  In  ordinary 
direct,  firing  of  coal  on  grates  in  boiler  practice,  the  amount  of 
air  burnt,  per  pound  of  carbon  varies  from  16  to  40.7  lbs.;3  while 
the  theoretic  amount  is  11.52  Ibs.  The  excess  of  air  used  depends 
upon  tho  fire-box  construction,  type  of  grate,  the  draft,  and  the 
thickness  of  the  fuel  bod;  or  if  forced  fan  draft  is  used.  It  is 
probably  always  50  to  100  per  cent,  in  direct  firing,  as  other- 
wise incomplete  combustion  takes  place  and  an  excessive  amount 

1  Norast  mid  von  Wartcnberg,  Zeit.  fur  Phys.  Chemie.,  56,  No.  5  (1906). 

2  J.  W.  Richards,  Metallurgical  Calculations,  Part  I,  4. 

3  Donkiu  and  Kennedy,  in  W.  R.  IngaJIs,  Metallurgy  of  Zinc,  264  (1903). 
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of  carbon  monoxide  is  produced,  aside  from  an  appreciable 
percentage  of  unburnt  fuel.  In  burning  gas  the  percentage 
of  excess  air  is  much  less  on  account  of  the  greater  ease  with 
which  the  air  and  gas  can  be  intimately  mixed.  Tin*  excess 
of  air  decreases  with  the  temperature  of  preheating  of  the  air 
and  gas.  Thus,  with  gas  at  600°  O.  and  air  at  .r>0°  T.  from 
20  to  100  per  cent  of  excess  air  is  required  for  complete  com- 
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FIG.  121.  —  Dissociation  curves  of  water  vapor  and  carbon  dioxide;  ( 'urv<» 
No.  1,  HsO  at  atmospheric  prcssun^;  No.  2,  ( !Oa  a(.  atinoHphcric  pniwsun»;  No 
3,  H20  at  0.1  atmospheric  pressure.;  No.  4,  (!()2  a(,  0.1  iit.inoHpl^ric.  pressure. 

bustion,  but  with  air  and  gas  preheated  to  1000°  (I  only  r>  per 
cent,  of  excess  air  is  required.1 

The  following  data  gives  tho  calculated  temperatures  of  com- 
bustion of  Kansas  natural  gas  with  different  quantities  of  air:'- 


Theoretic  amount  of  air 

25  per  cent,  excess  of  air   

5  per  cent,  of  unburnt  gas 


Cold  uir 
1KS5°(1. 

.1875°  (J. 


Air  jn'HH'nliMllAiY  lU'i'licud 

I  to  lono'v 


1H.  H.  Campbell,  T.  A.  I.  M.  K.,  XIX,  151  (1890). 
2  Queneau,  Industrial  Furnace,s,  28  (1  <)()(>). 
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The  conclusions  to  be  drawn  as  to  the  effect  of  excess  or 
deficiency  of  air  in  combustion  are  evident  from  the  data. 

Table  LXXXV  gives  the  theoretic  amount  of  air  required 
for  the  combustion  of  various  fuels. 

TABLE  LXXXV.    THEORETIC  AMOUNT  OF  Am  REQUIRED  FOR 

COMBUSTION 


Fuel 


Carbon . . . 


Hydrogon 

u 

Mcthano  . 


Amount  of  Air 

Products  of  Combustion.    Amt. 

Products  of 

Wt.  or 
volume 

0, 

No 

Air 

CO 

COa 

H2O 

N2 

Total 

CO 

Kg. 

1.33 

4.46 

5.79 

2.33 





4.46 

6.79 

CO 

Lb. 

1.33 

4.46 

5.79 

2.33 

— 

— 

4.46 

6.79 

CO 

Cu.m. 

0.93 

3.55 

4.48 

1.86 

— 

— 

3.55 

5.41 

CO* 

Kg. 

2.67 

8.93 

11.6 

— 

3.67 

— 

8.93 

12.60 

COa 

Cu.m. 

1.87 

7.15 

9.02 

— 

1.S7 

— 

7.12 

S.90 

IlaO 

Kg. 

8.00 

26.72 

34.72 

— 

— 

9.00 

26.72 

35.72 

HaO 

Cu.m. 

5.59 

21.29 

26.88 

— 

— 

11.19 

21.29 

32.48 

OQa  +PI20 

Kg. 

4.00 

13.36 

17.36 

— 

2.75 

2.25 

13.36 

18.36 

COa  +  HaO 

Cu.m. 

2.80 

10.64 

13.44 

— 

1.40 

2.79 

10.65 

14.84 

Flame.  —  When  fuel  ignites  and  burns  with  air  it  gives  rise 
to  a  highly  heated  mass  of  the  products  of  combustion,  which, 
if  they  contain  small  particles  of  incandescent  solid  matter, 
usually  carbon,  so  as  to  be  visible,  is  termed  "  flame. "  When 
a  fuel  burns  completely  to  carbon  dioxide  and  water  vapor, 
these  products  of  combustion,  although  highly  heated,  are 
not  visible,  and  hence  there  is  no  flame.  When  CO  is  formed, 
which  later  burns  to  COa,  its  combustion  gives  rise  to  a  blue, 
faintly  luminous  flame.  Flame  is  also  the  combustible  gas 
arising  from  fuel  in  the  process  of  combustion  with  air.  Thus, 
when  a  bituminous  coal  is  burnt  in  a  deep  bed,  part  of  the  coal 
passes  into  combustible  hydrocarbon  gases  and  CO,  which,  pass- 
ing into  the  hot  furnace  chamber,  meet  air,  with  which  they  burn 
as  flame,  some  of  the  hydrocarbons  being  dissociated  with  the 
liberation  of  finely  divided  solid  carbon.  The  length  of  flame 
is  largely  dependent  upon  the  amount  of  the  combustible  gases 
thus  liberated,  which  mixing  with  air  burn  through  a  certain 
distance.  If  enough  air  is  admitted  immediately  for  complete 
combustion  the  length  of  flame  may  be  short,  but  if  the  air 
be  admitted  at  different  points  along  the  path  of  the  flame,  or 
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the  thorough  mixing  of  air  and  gas  requires  some  time,  the 
flame  will  be  long.  In  burning  gaseous  fuel  in  a  furnace  the  air 
and  gas  mix  at  the  air  and  gas  ports  entering  the  furnace  and  burn 
over  considerable  distance  as  flame.  When  heating  by  means 
of  flame,  as  in  reverberatory  furnaces,  it  is  essential  to  give  the 
flame  ample  space  for  its  free  development.  It  should  not  be 
deflected  or  come  in  contact  with  the  roof  or  walls  of  furnaces. 
A  much  higher  heating  effect  is  thus  obtained.  The  hot  products 
of  combustion  which  are  non-luminous,  i.e.  which  are  not  flame, 
can  heat  by  contact  only,  and  but  very  little  by  radiation.  On 
the  other  hand,  the  luminous  flame  heats  by  radiation  and  is 
thus  much  more  efficient  in  the  furnace.  For  these  reasons 
coals  such  as  anthracite  or  coke  are  not  suitable  for  firing  reverber- 
atory furnaces  since  they  produce  a  nearly  non-luminous  flame. 
As  already  stated,  the  luminosity  of  the  flame  is  due  to  the  parti- 
cles of  incandescent  solid  carbon  present  which  are  derived  from 
the  dissociation  of  hydrocarbon  gases.1 

TABLE  LXXXVI.2     IGNITION  TEMPERATURE  OF  GAS  MIXTURES 


Ts  =  absolute 

Mixture 

T2  =  absolute 

Mix  l,u  re 

878°  C. 

4H2     +  O2 

914°  C. 

TTa      +  20,  +  4Na 

813°  C. 

2H2     +  02 

910°  C. 

Ha     -f-0,    +  4N2 

844°  C. 

H2       H-  402 

958°  C. 

2CO  4-  Oa    ~f  2N2 

994°  C. 

6CO    4-  O2 

940°  C. 

4CO  +  (),     +2N2 

874°  C. 

2CO    +  O2 

877°  C. 

211,     +0,    +  2CO 

904°  C. 

CO      H-  O2 

825°  C. 

2  H2   +  :*<>s  -f  2CX) 

922°  C. 

2H2     -f-02    -f-4N2 

— 

-~ 

Ignition  Temperature  of  Fuels.  —  Before  combustion 
begins,  it  is  necessary  to  heat  the  fuel  to  a  temperature  called 
the  ignition  temperature.  Thus,  pine  wood  will  ignite  at  295°  C.; 
average  bituminous  coal  at  about  325°  C.;  while  coke  and  anthra- 
cite require  about  500, to  600°  C.  Combustible  gases  must 
also  be  preheated  to  a  certain  temperature  before  they  will 
ignite.  The  accompanying  table  gives  the  ignition  tempera- 
tures of  a  number  of  gas  mixtures. 

Chimney  and  Grate  Design  for  Furnaces. — The  chimney 

1  Friedrich  Siemens,  by  G.  W.  Goetz,  T.  A.  I.  M.  E.,  XXII,  682  (1893). 

2  Geo.  K.  Falk,  Jour.  Am.  Chem,  Soc.,  XXIX,  1536. 
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of  a  furnace  is  an  essential  part  for  creating  a  draft  which 
will  give  the  necessary  amount  of  air  to  burn  the  required  amount 
of  coal  on  the  grate  of  the  furnace.  The  draught  produced 
by  a  chimney  is  a  function  of  three  factors: 

(1)  The  difference  in  temperature  between  the  hot  products 
of  combustion  entering  the  chimney  and  the  temperature  of 
the  outside  air. 

(2)  The  height  of  the  chimney. 

(3)  The  acceleration  due  to   gravity. 

The  quantity  of  gas  discharged  by  a  chimney  may  be  repre- 
sented by  the  equation 

Q  =  A  V 

in  which  Q  =  cubic  feet  discharged  per  second. 

A  =  the  area  of  the  top  of  the  chimney  in  square  feet. 

V  =  the  velocity  in  feet  per  second. 
This  last  may  be  calculated  from  the  formula 


in  which  h  is  the  height  of  the  chimney  in  feet,  t'  =  the  absolute 
temperature  of  the  outside  air,  t"  =  the  absolute  temperature 
of  the  hot  products  of  combustion. 

The  velocity  of  the  gases,  therefore,  varies  as  the  square 
root  of  the  height  of  the  chimney.  Therefore,  if  the  velocity 
is  to  be  doubled,  the  height  must  be  increased  four  times.  Since 
the  friction  increases  very  rapidly  with  the  height,  in  effect 
it  would  be  necessary  to  increase  the  height  of  the  chimney 
by  much  more  than  four  times  in  order  to  double  the  velocity, 
i.e.,  the  draft.  It  follows  from  this  that  very  high  chimneys 
are  useless  and  they  are  rarely  made  more  than  150  ft.  high. 
In  general,  a  chimney  for  metallurgical  furnaces  should  not  be 
less  than  35  ft.  high.  Ordinary  chimneys  are  most  frequently 
60  to  70  ft.  high,  unless  it  is  necessary  to  disperse  the  products 
of  combustion  into  a  higher  stratum  of  the  atmosphere  for 
hygienic  or  economic  reasons.  The  actual  velocity  of  gases  in 
a  chimney  is  about  0.33  of  the  theoretical  velocity.  In  prac- 
tice, the  velocity  of  gases  rising  through  a  chimney  is  generally 
from  10  to  23  ft.  per  second,  though  it  may  attain  33  ft.  to  40 
ft.  per  second  when  the  products  of  combustion  enter  the  chim- 
ney at  an  unusually  high  temperature. 
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In  order  to  obtain  as  much  of  the  calorific  power  of  the 
coal  as  possible  it  is  of  course  essential  that  the  products  of 
combustion  should  give  up  their  contained  heat  to  the  furnace 
charge  as  completely  as  possible  and  enter  the  chimney  at 
only  such  a  temperature  as  is  necessary  with  the  height  of  the 
chimney  to  obtain  the  necessary  draft.  In  this  connection 
it  may  also  be  pointed  out  that  since  the  density  of  the  escaping 
gases  decreases  quite  rapidly  for  an  increasing  temperature 
a  point  is  soon  reached  where  the  mass  of  the  products  of  com- 
bustion discharged  by  the  chimney  cannot  be  increased  by  a 
further  rise  in  temperature  of  the  gases  entering  the  chimney 
at  the  bottom.  By  calculation  it  may  be  determined  that  the 
maximum  capacity  of  the  chimney  is  readied  -when  the  differ- 
ence in  temperature  between  the  gases  entering  the  same  and 
the  outside  air  is  273°  C.  As  already  stated,  the  quantity 
of  gas  discharged  by  a  chimney,  other  factors  being  equal, 
varies  directly  as  the  cross-sectional  area.  The  amount  of  gas 
depends  of  course  on  the  amount  of  coal  burned  in  a  unit  of 
time.  One  square  foot  of  chimney  area  should  be  supplied 
for  every  75  to  125  Ibs.  of  coal  burnt  per  hour  on  the  grates. 
Sometimes  this  ratio  is  as  low  as  one  square  foot  for  50  Ibs. 
The  amount  of  grate  area  required  to  burn  coal  is  as  follows: 
For  rapid  combustion,  which  is  employed  when  high  temperatures 
are  desired,  there  should  be  one  square  foot  of  grate  area  for 
every  30  to  60  Ibs.  of  coal.  This  applies  to  copper-smelting 
furnaces;  for  roasting  sulphide  ores,  1  square  foot  of  grate  for 
every  8  to  15  Ibs.  of  coal;  for  boilers,  1  sq.  ft.  of  grate 
for  from  10  to  20  Ibs.  of  coal.  When  the  coal  has  coking  proper- 
ties, less  coal  can  be  burnt  per  one  square  foot  of  grate  area 
than  when  it  is  non-coking.  These  data  establish  the  ratio 
between  grate  area  and  chimney  area.  Thus,  if  1  sq.  ft. 
of  chimney  area  will  discharge  the  products  of  combustion 
from  125  Ibs.  of  coal  per  hour,  and  this  is  burnt  on  a  grate  whose 
area  is  5  sq.  ft.,  equivalent  to  25  Ibs.  of  coal  per  square 
foot  of  grate  area,  the  ratio  of  grate  area  to  chimney  area  is 
5  to  1.  Generally  stated,  for  metallurgical  furnaces,  the  ratio 
of  grate  area  to  chimney  area  varies  between  5 :  1  and  2:1;  for 
steam  boilers,  where  combustion  is  necessarily  slower,  the  ratio 
varies  between  8  : 1  and  6:1.  The  area  of  the  flue  leading  from 
the  hearth  of  the  furnace  to  the  chimney  is  usually  somewhat 
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smaller  than  the  chimney  area,  as  the  gases  leaving  the  hearth 
have  a  high  temperature  and  hence  a  high  velocity.  The 
relation  between  the  grate  area  and  the  area  of  the  hearth  of 
the  reverberatory  furnace  is  dependent  upon  the  temperature 
which  it  is  desired  to  obtain  in  the  hearth.  If  this  be  high, 
the  ratio  of  hearth  to  grate  should  be  small;  if  low,  it  can  be 
larger.  The  large  reverberatory  copper-smelting  furnaces  at 
the  Anaconda  smelter  in  Montana  have  a  hearth  area  of  2200 
sq.  ft.  and  a  grate  area  of  112  sq.  ft.,  making  a  ratio  of  hearth 
to  grate  of  19.6  : 1.  The  ratio  of  flue  to  grate  area  is  1 :  7,  which  is 
low,  but  is  due  to  the  high  temperature  of  the  discharging 
gases  and  other  factors  of  construction.  The  amount  of  coal 
burnt  per  square  foot  of  grate  surface  per  hour  is  from  40  to 
45  Ibs.1  In  older  and  smaller  Montana  reverberatory  furnaces 
the  ratio  of  hearth  to  grate  area  varied  from  15.5  and  16.5 : 1. 
The  ratio  of  flue  to  grate  is  1  to  5.4.  The  ratio  of  chimney  to 
grate  area  is  1  to  3.2.  The  amount  of  coal  burnt  per  square 
foot  of  grate  surface  per  hour  is  from  35  to  60  Ibs.2 

Mechanical  Draft3  and  Mechanical  Stokers.  —  In  place  of 
high  chimneys  in  boiler  practice  mechanical  draft  may  be 
installed.  This  is  done  by  placing  large  exhaust  fans  between 
the  furnace  and  a  low  chimney,  drawing  the  products  of  com- 
bustion through  what  is  called  an  economizer,  an  apparatus 
consisting  of  a  large  number  of  pipes  through  which  the  boiler 
feed-water  circulates,  while  the  hot  gases  in  passing  round  about 
them  give  up  their  heat  to  the  water  and  are  drawn  into  the 
fan  and  then  discharged  through  the  chimney.  This  system 
does  away  with  high  chimneys  and  makes  it  possible  to  control 
the  air  supply  for  the  fuel,  and  in  this  way  the  rate  of  combus- 
tion, much  more  closely  than  with  chimneys.  The  system  has 
not  been  applied  to  metallurgy  to  any  extent  except  in  the  con- 
densation of  fume  from  lead  blast  furnaces  in  bag  houses  where 
the  gases  from  the  furnace  are  drawn  through  long  iron  flues 
to  cool  them  before  being  passed  through  the  bags  by  the  fan 
and  thence  on  to  the  chimney.  Where  in  metallurgical  opera- 
tions hot  or  warm  blast  can  be  economically  applied,  such  a 

1  L.  S.  Austin,  T.  A.  I.  M.  E.,  XXXVII,  468  (1906).     • 

2  H.  0.  Hofman,  T.  A.  I.  M.  E.,  XXXIV,  292  (1904). 

3W.  W.  Christie,  Eng.  Magazine,  XXI,  81  (1901);  also,  Mechanical 
Draught,  W.  B.  Snow,  The  B.  F.  Sturtevant  Co.,  Boston. 
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system  may  be  advantageously  used,  the  "  economizer  "  being 
replaced  by  a  [7-pipe  stove  (see  page  509,  or  a  set  of  checker- 
work  stoves  similar  to  that  described  on  page  508). 

Mechanical  stokers1  which  automatically  feed  fuel  at  a 
steady  rate  to  the  grates  are  largely  used  in  boiler  practice. 
They  have  been  applied  to  some  extent  to  metallurgical  furnaces, 
particularly  to  puddling  furnaces  for  making  wrought-iron,  and 
reverberatory  roasting  furnaces,  with  some  success,  effecting 
an  economy  of  fuel. 

Burning  Powdered  Coal.  —  The  burning  of  pulverized  fuel 
is  of  great  importance  in  the  Portland  cement  industry,  the 
rotary  clinkering  kilns  being  fired  with  this  kind  of  fuel.  The 
system2  used  is  clearly  shown  in  Fig.  122,  in  which  H  is  a  hopper 
filled  with  very  finely  crushed  coal  that  feeds  into  an  injector  /, 
in  which  it  is  blown  by  blast  from  the  blower  B,  through  the 
pipe  P  into  the  furnace  R.  Fig.  123,  A,  shows  a  detail  section 
of  the  injector  which  is  self-explanatory. 

This  method  of  burning  coal  presents  several  ad  vantages : 
(1)  It  is  possible  to  burn  the  coal  with  almost  the  exact  amount 
of  air  required  for  complete  combustion,  which  means  the  attain- 
ing of  nearly  the  theoretic  temperature  of  combustion.  (2)  The 
coal  is  completely  burnt,  no  carbon  remaining  un consumed 
in  the  ash.  (3)  The  air  can  be  closely  controlled  and  almost 
any  length  of  flame  up  to  60  ft.  produced. 

A  disadvantage  is  the  settling  of  the  ash  of  the  burnt  coal 
upon  the  furnace  charge,  and  in  the  flues  leading  to  the  stack. 
In  cement  kilns  the  length  is  so  great  that  the  ash  all  settles 
upon  the  charge,  where  it  docs  no  harm,  becoming  incorporated 
with  the  "  clinker/7  or  burnt  cement,  as  the  kiln  revolves,  hut 
in  other  types  of  furnaces  it  may  settle  on  the  charge  and  choke 
the  flues  with  a  hard  semi-fused  crust  and  interfere  with  the 
draft  in  a  short  time.  The  best  results  with  powdered  coal 
are  obtained  when  the  coal  and  air  are  blown  into  a  highly 
heated  space,  as  is  afforded  by  the  ordinary  furnace.  The 
stream  should  not  come  in  contact  with  cold  surfaces,  since  this 
will  reduce  the  temperature  of  the  coal  and  air  below  the  ignition 

1  W.  W.  Christie,  Eng.  Magazine,  XXIII,  528  and  717  (1002). 

2  R.  K.  Meade,  paper  road  before  the  first  mooting  of  the  Am.  last. 
Chem.  Eng.,  Pittsburg,  Dec.  28,  1908,  from  the  Elec.  Oliern.  and  Met.  Ind., 
VII,  57  (1909). 
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point   and   result  in  incomplete  combustion.     Coal-dust  firing 
for  this  reason  has  not  been  successfully  applied  to  boilers. 


Fiu.  122.  —  Burning  powdered  coal. 


H  PA 


pia  123.  —  Injectors  for  burning  powdered  coal. 


It  has  been  experi mentally  tried  in  reverberatory  copper-smelting 

furnaces  with  promise  of  success.1 

For  burning  coal  in  this  manner  it  is  crushed  in  toothed 
i  S  8  Sdrenson,  E.  and  M.  Jour.,  LXXXI,  274  (1906).     C.  F.  Shelby,  E. 

and   M.  Jour.,  LXXXV,  540  (1908),  Eng.  and  Min.  Jour.,  LXXXV,  121, 

1017  (1908). 
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rolls  and  pulverizers  so  that  practically  all  of  it  passes  a  100- 
mesh  screen.  If  the  coal  contains  any  appreciable  moisture 
it  is  necessary  to  first  pass  it  through  rotary  dryers.  The 
powdered  coal  is  fed  into  the  hopper  of  the  injector  by  means 
of  a  screw  conveyor  so  that  the  coal  feed  can  be  closely  regulated. 
The  air  pressure  from  the  blower  in  the  low-pressure  system 
is  usually  from  8  to  10  oz.  per  square  inch.  In  the  high-pressure 
system  air  is  furnished  by  a  compressor  at  80  Ibs.  per  square  inch. 
The  form  of  injector  for  this  system  is  shown  in  B,  Fig.  123,  in 
which  the  coal  dust  is  fed  through  the  opening  cc,  the  high-pres- 
sure air  &iHPA  and  extra  air  at  the  points  A  A.  In  both  systems 
the  air  blown  into  the  injector  need  be  only  a  fraction  of  that 
required  for  the  combustion  of  the  coal,  the  rest  of  the  air  being 
drawn  into  the  furnace  by  draft.  Where  the  feed  pipe 
eriters  the  furnace  a  nozzle  of  suitable  shape  is  attached  so  that 
almost  any  shaped  flame  may  be  obtained. 

Burning  oil.  —  A  form  of  oil  burner l  suitable  for  metallurgical 
furnaces  is  shown  in  Fig.  124.  The  oil  enters  the  burner  through 
the  pipe  A;  steam  enters  through  the  pipe  B  and  escapes  into 
the  nozzle  C  through  a  small  opening,  at  which  it  meets  the 
oil,  vaporizing  the  same.  The  valve  D  serves  to  open  or  close 
the  small  openings  x  by  means  of  which  the  nozzle  is  cleaned 
by  steam.  The  use  of  steam  in  the  burners  has  the  advantage 
of  heating  and  vaporizing  the  oil,  so  that  when  it  escapes  at 
the  nozzle  and  enters  the  heated  interior  of  the  furnace  to  be 
burnt  by  air  it  is  already  largely  gasified.  The  nozzle  of  the 
burner  may  take  a  variety  of  forms  dependent  upon  the  shape 
of  flame  that  is  desired.  Other  data  on  oil  is  to  be  found  in 
Chapter  XI. 

Gas  Producers.  —  The  number  of  different  types  of  gas 
producer  are  many  and  no  attempt  is  made  in  this  work  to 
describe  different  forms  of  apparatus;  it  is  merely  desired  to 
outline  the  principles  of  the  production  of  fuel  gas  from  solid  car- 
bonaceous fuel  A  typical  example  of  a  gas  producer  suitable 
for  bituminous  and  lignite  coals  is  the  form  of  Taylor  producer 
shown  in  Fig.  125.  The  gas  producer  consists  essentially  of  a 
comparatively  deep  shaft  lined  with  fire  brick,  provided  in  the 
bottom  with  a  suitable  grate  upon  which  rests  a  bed  of  ashes, 

1 L.  D.  Ricketts,  Trans.  Inst.  Min.  and  Met.,  Bui.  64,  28  (1910),  Bui  62 
29  (1909). 
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upon  which  in  turn  rests  a  deep  bod  of  coal.  The  bottom  of 
the  producer  is  tightly  enclosed  and  air  is  admitted  through 
a  suitable  opening  in  carefully  regulated  quantity.  The  top 
is  also  tightly  closed  to  prevent  the  escape  of  gas,  the  fuel  being 
fed  usually  by  means  of  a  special  automatic  feed.  In  Fig.  125 
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Vw.  124.  —  Sholby  oil  burner. 

the  hopper  A  holds  the  coal  and  feeds  to  the  secondary  hopper 
/*  from  which  the.  coal  is  discharged  into  the  producer  by  means 
of'  UH-.  revolving  distributor  C.  F  is  a  revolving  grate  upon 
which  rests  n  bed  of  ashes  reaching  usually  to  the  level  zz,  or 
n  little  below  it.  On  this  rests  the  bed  of  coal  extending  to  the 
level  re.  K  '«  the  pipe  opening  by  means  of  which  air  and 
steam  is  blown  into  the  producer,  the  air  being  to  a  considerable 
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FIG.  125.  —  Cross-section  of  Taylor  gas  producer. 
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extent  preheated,  since  the  pipe  is  surrounded  by  hot  ashes. 
The  gas  is  discharged  through  the  opening  D,  from  whence  it 
passes  either  directly  to  the  furnaces  or  to  gasometers  for  storage. 
Under -certain  circumstances,  as  when  gas  is  made  from  lignitic 
coals  or  wood,  it  may  pass  first  through  condensers  and  scrubbers 
which  take  out  the  tarry  products  that  might  otherwise  clog 
the  gas  flues.  From  time  to  time  the  grate  is  revolved  to  dis- 
charge ashes  and  to  settle  clown  the  coal  bed,  and  thus  stop  up 
fissures  and  channels  that  have  formed  in  the  coal  and  which 
tend  to  permit  the  formation  of  poor  gas  by  allowing  the  forma- 
tion of  an  undue  amount  of  C02  gas.  The  automatic  feed 
at  the  top  of  the  producer  feeds  coal  continuously. 

The  chemistry  of  the  production  of  gas.  When  a  limited 
supply  of  air  is  blown  into  the  bottom  of  a  deep  bed  of  incan- 
descent carbon,  which,  however,  is  at  a  comparatively  low 
temperature,  500  to  700°  C.,  there  is  produced  both  CO 
and  CO2-  The  CO*  rising  through  the  incandescent  carbon 
is  reduced  practically  entirely  to  CO,  so  that  the  final  gaseous 
product  is  CO  and  No.  In  the  upper  part  of  the  coal  bed,  if 
this  be  bituminous  or  lignite  coal,  distillation  takes  place  with 
the  production  of  hydrocarbon  gases  such  as  heavy  carbureted 
hydrogen,  CVH-i,  and  smaller  amounts  of  other  hydrocarbons, 
which  in  turn  are  decomposed  into  the  lighter  hydrocarbon 
gases  C2H4  and  CH4.  With  air  alone,  the  gas  therefore  consists 
of  (X),  Na,  and  some  hydrocarbons,  mixed  with  a  certain  amount 
of  CX.)a  gas  which  escapes  reduction.  The  thermo-chemistry 
of  this  reaction  is  essentially  as  follows: 

(1)  C  +  02  =  C02  +  97,200  calories. 
12      32        44 

(2)  C02  +  C  =  2CO  -  38,880  calories. 
97200         2(29160) 

The  heat  liberated  in  burning  24  parts  of  carbon  to  CO  gas  is 
97,200  -  38,880  =  58,400  calories  or  —^-  =  2433  calories  per 

kilogram  of  carbon  burnt  to  CO.  Since  the  heat  liberated  by 
burning  one  kilogram  of  carbon  to  C02  is  8100  calories,  the  fuel 
value  of  1  kg.  carbon  in  the  form  of  CO  is  8100  -  2430  =  5670 
calories.  If  the  heat  evolved  in  the  burning  to  CO  could  be  kept 
in  the  gas  as  sensible  heat  until  it  is  burnt  there  would  be  little 
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loss,  but  practically  all  of  this  sensible  heat  in  the  gas  IKS  lost  by 
radiation  between  the  producer  and  the  furnace.  Theoretically, 

2430 

this  loss  of  heat  is  -— -  X  100  =  30  per  cent.,  and  the  efficiency 
8100 

of  producer  gas  cannot  be  more  than  70  per  cent,  of  the  fuel  value 
of  the  coal.  In  the  production  of  producer  gas  from  coal  by 
means  of  air  only,  the  temperature  of  the  producer  is  apt  to  rise 
and  the  gas  be  discharged  at  an  increasing  temperature  which 
will  increase  the  loss.  If  steam  be  now  blown  into  the  producer, 
an  endothermic  reaction,  one  that  requires  heat  to  proceed  from 
left  to  right,  takes  place  as  follows: 

H20  +  C  =  H2  +  CO  -  28,900  calories. 
58060  29160 

Eighteen  parts  of  water  vapor  are  decomposed  by  12  parts  of 
carbon,  with  the  absorption  of  28,900  calories  or  2408  calorics 
per  gram  of  carbon  converted  in  this  way  to  CO.  This  reaction 
has  a  chilling  effect  on  the  producer  and  offsets  the  heating  effect 
of  the  carbon-oxygen  reaction.  It  is  evident  that  while  the 
decomposition  of  water  vapor  by  carbon  requires  heat,  this 
is  again  recovered  when  the  gas,  CO  +  H2,  produced  by  the 
reaction  is  burnt  later  on.  It  is  true,  therefore,  that  if  a  mixture 
of  air  and  steam  be  blown  into  the  producer  in  the  proper  ratio, 
the  effect  would  be  that  the  heat  necessary  for  the  reaction 
between  water  vapor  and  carbon  is  furnished  by  the  sensible 
heat  liberated  from  the  carbon-oxygen  reaction,  and  this  con- 
verted into  potential  heat  in  the  gas,  to  be  recovered  on  burning 
the  gas.  Thus,  instead  of  a  possible  efficiency  of  only  70  per 
cent.,  the  efficiency  may  be  materially  increased  by  the  use  of 
steam,  in  conserving  the  sensible  heat  in  the  gas. 

Most  modern  producers  are  blown  by  a  mixture  of  air  and 
steam,  and  it  is  usually  figured  that  20  to  25  per  cent,  of  the 
carbon  in  the  fuel  can  be  oxidized  by  steam  and  80  to  75  per 
cent,  by  air.  The  use  of  a  certain  quantity  of  steam  has  also 
the  advantage  that,  as  the  air  is  decreased,  the  amount  of  inert 
nitrogen  in  the  gas  is  also  decreased,  resulting  in  the  produc- 
tion of  a  richer  gas.  It  is  to  be  noted,  however,  that  there 
can  be  no  final  gain  of  energy  obtained  by  the  use  of  steam, 
for  the  production  of  steam  in  the  first  instance  required  heat 
energy.  Its  function  is  to  transfer  part  of  the  sensible  heat 
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liberated  in  the  producer,  to  latent  or  potential  heat  in  the  gas. 
The  efficiency  of  the  ordinary  producer  is  about  65  to  75  per 
cent.,  i.e.  the  calories  in  the  gas  produced  are  65  to  75  per 
cent,  of  those  present  in  the  original  coal  The  losses  are  due 
chiefly  to  (1)  loss  of  sensible  heat  in  gas;  (2)  loss  by  radiation 
and  conduction;  (3)  loss  by  unconsumed  fuel;  (4)  loss  due  to 
driving  out  moisture  from  coal,  and  that  due  to  the  heat  required 
to  vaporize  the  hydrocarbons  in  the  coal. 
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FIG.  126  —  Dissociation  of  carbon  monoxide. 

The  temperature  at  which  the  producer  is  operated  has  an 
influence  on  the  amount  of  C02  present  in  the  gas.  Fig.  126 
shows  the  dissociation  curve  of  carbon  monoxide,  from  which 
it  is  apparent  that  the  dissociation  of  the  gas  is  complete  at 
450°  C.  Essentially,  this  means  that  carbon  will  burn  entirely 
to  C02  if  the  temperature  of  combustion  be  below  450°  C. 
also  that  above  1000°  C.  no  C02  is  formed  in  burning  carbon, 
but  practically  only  CO.  This,  of  course,  has  reference  to  a 
system  in  which  the  three  entities,  carbon,  carbon  monoxide, 
and  carbon  dioxide  are  in  contact  at  atmospheric  pressure. 
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It  follows,  therefore,  that  for  producers  operated  between 
1000°  and  450°  C.  carbon  dioxide  is  always  present,  and  in 
large  amount  at  the  lower  temperatures.  Since  the  use  of  steam 
has  the  effect  of  lowering  the  temperature  of  the  producer, 
its  use  increases  the  amount  of  GO'2  present  in  the  producer 
gas.  "  Mond  "  gas  is  a  producer  gas  made  with  a  large  amount 
of  steam  so  that  it  contains  a  higher  percentage  of  hydrogen 
than  ordinary  producer  gas,  but  also  a  greater  percentage  of 
carbon  dioxide,  which  lowers  its  heat-producing  value.  When 
coal  is  used  which  clinkers  badly  at  comparatively  low  tempera- 
tures, and  thus  gives  trouble  in  the  producer,  it  may  be  desirable 
to  make  "  Mond  "  gas,  on  account  of  the  low  temperature  at 
which  the  producer  is  worked. 


CHAPTER  XIII 

FURNACES.    THE  PRODUCTION  AND   HEATING   OF 

BLAST 

Definition  and  Classification.  —  No  commercial  metal  is 
produced  for  the  market  without  the  aid  of  high  temperatures 
generated  in  some  type  of  furnace.  Some  metals,  like  iron, 
copper,  and  lead,  are  brought  from  their  ores  to  the  state  of 
finished  product  practically  solely  by  furnace  operations.  Some 
metals,  like  gold  and  silver,  may  be  produced  in  large  part  by 
hydro-inetallurgical  operations,  but  before  the  finished  product 
is  obtained  some  type  of  furnace  is  used.  Furnaces,  therefore, 
are  the  most  important  apparatus  employed  in  the  winning  of 
metals  from  their  ores.  A  furnace  is  a  structure  in  which  any 
substance  such  as  an  ore,  metal,  glass,  etc.,  may  be  submitted 
to  a  high  temperature.  There  are  many  different  kinds  of 
furnaces  and  a  complete  and  accurate  classification  of  them  is 
difficult,  but  that  based  on  the  relation  of  fuel  to  the  furnace 
charge  is  the.  most  convenient  and  satisfactory.  This  classifica- 
tion is  as  follows: 

I.  Furnaces  in  which  the  charge  of  ore  or  metal  is  in  direct 
contact  with  the  fuel,  which  is  usually  coke,  charcoal,  or  coal. 

a.  Hearths;  shallow  receptacles,  of  greater  diameter  than 
depth,  in  which  the  combustion  of  the  fuel  is  carried  on  by  either 
natural  or  forced  draft. 

b.  Shaft  furnaces.    The  height  is  greater  than  the  diameter. 

(1)  Kilns,  in  which  the  combustion  of  fuel  is  carried  on  by 
natural  draft. 

(2)  Blast  furnaces,  in  which  the  combustion  of  the  fuel  is 
carried  on  by  forced  draft. 

II.  Furnaces  which  essentially  consist  of  a  hearth  or  smelting 
space,  which  is  separate  and  distinct  from  the  grate  upon  which 
the  fuel  is  burnt,  or  from  the  gas  producer  in  which  the  fuel  is 
gasified,   the  heating  effect  being  accomplished  by  radiation 
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from  the  flame  or  the  products  of  combustion  which  pass  over 
the  charge  on  the  hearth. 

a.  Direct-fired  reverberatory  furnaces. 

b.  Gas-fired  regenerative  reverberatory  furnaces. 

III.  Furnaces  in  which  the  charge  to  be  heated  is  in  a  space 
or  vessel  insulated  from  any  contact  with  the  fuel  or  the  products 
of  combustion. 

a.   Retort  furnaces  for  distillation. 
&.   Muffle  furnaces. 

c.  Vessel  furnaces,  kettles,  crucible  furnaces. 

IV.  Electric  furnaces. 

a.  Electric  furnaces  in  which  the  heating  effect  of  the  elec- 
tric current  is  used  to  obtain  the  requisite  temperature. 

6.  Electric  furnaces  in  which  the  current  is  used  chiefly  for 
the  purpose  of  electrolysis. 

I.-a.  Hearths.  —  Hearths  are  at  the  present  clay  but  little 
used  in  metallurgy.  The  hearth  represents  the  most  primitive 
type  of  furnace,  and,  though  perfected  and  modernized  for  cer- 
tain operations,  is  comparatively  little  used.  The  ordinary 
blacksmith's  forge  is  a  typical  hearth.  Lead  smelting  by  the 
roast-reaction  method  is  carried  out  in  hearths  in  some  districts.1 

6.  (1)  Kilns.  —  Draft  kilns,  similar  to  the  lime  kiln,  have 
been  used  for  the  calcination  of  carbonate  iron  ores,  the  roasting 
of  oxidized  iron  ore  containing  some  sulphur,  and  for  the  roast- 
ing of  pyrites  for  sulphurous  acid  gas.  For  this  latter  purpose 
the  kilns  are  about  5  X  8  ft.  in  cross-section,  inside  measurement, 
and  12  to  15  ft.  high.  The  coarse  lump  ore  rests  on  iron  grate 
bars.  A  flue  leads  out  from  near  the  top  and  conducts  away 
the  gases.  The  kiln  is  covered  and  the  ore  is  charged  through 
a  hopper.  The  pyrites  furnish  the  fuel  for  their  roasting,  the 
air  for  combustion  being  drawn  in  below  the  grate.2  The  kiln 
is  built  of  common  brick,  lined  with  fire  brick  and  tied  together 
by  angle  bars  and  rods. 

Fig.  127  shows  a  typical  lime  kiln.  The  lime  rock,  in  pieces 
up  to  12  in.  diameter,  is  charged  through  the  open  top  of  the 
kiln  into  the  shaft  A,  lined  with  fire  brick,  and  is  discharged  at 
intervals  in  the  calcined  state  by  the  chutes  B.  The  kiln  is 

1  K.  W.  M.  Middleton,  Engineering  and  Mining  Journal,  July  6,  1905. 

2  Schnabel,  Handbook  of  MetaUurgy,  I,  51  (1898).    Translated  by  Henry 
Louis. 
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fired  from  the  grates  C  by  means  of  wood  or  coal.  Fig.  128 
shows  the  Davis-Colby  gas-fired  kiln  for  roasting  hematite  or 
magnetite  iron  ores  containing  2  to  3  per  cent,  sulphur,  the 
larger  part  of  which  must  be  eliminated  before  smelting.  It 
consists  of  two  concentric  shafts  of  brickwork,  enclosing  the 
annular  space  E,  18  to  24  in.  wide,  into  which  is  charged  the  ore 
to  be  roasted,  at  the  cone-shaped  top  L.  The  roasted  ore  is  dis- 
charged at  C.  Gas  from  a  producer,  carried  by  the  mains  A, 


FIG.  127.  —  Lime  kiln. 


enters  the  openings  X,  where  it  meets  air  at  the  openings  B, 
burning  in  the  annular  space  E,  the  products  of  combustion 
being   discharged  through  the   openings   D    into    the   central 
shaft  F  and  thence  clown  through  the  flue  F  to  the  stack.1 
Kilns  of  this  type,  16  ft.  in  diameter  and  28  ft.  high,  roast  75  to 
100  tons  iron  ore  per  day.     The  ore  contains  2  to  3  per  cent, 
sulphur  and  is  roasted  down  to  0.1  to  0.2  per  cent,  sulphur. 
The  Gjers  kiln  for  roasting  iron  ores  is  extensively  used  m  the 
i  S.  G.  Valentine,  T.  A.  I.  M.  E,  XVIII,  303  (1889). 
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Cleveland  district  in  England.  It  is  a  cylindrical  kiln,  about 
25  ft.  in  diameter  and  30  ft.  high,  built  of  fire  brick  and  held 
together  by  iron  plates  and  rods.  The  ore  and  fuel  are  charged 
together  continuously  at  the  top  in  the  ratio  of  1  ton  of  coal  to 


FIG.  128.  —  The  Davis-Colby  ore-roasting  kiln. 

25  of  ore,  while  the  calcined  ore  is  discharged  at  the  bottom. 
Draft  doors  for  air  are  provided  around  the  circumference  near 
the  bottom  of  the  kiln.  The  capacity  of  the  kilns  is  about 
35  tons  of  ore  per  day.1 

1  Roberts-Austen,  An  Introduction  to  the  Study  of  Metallurgy,  287  (1902). 
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(2)  Blast  Furnaces.  —  The  blast  furnace  represents  a  very 
important  type  in  the  metallurgy  of  iron,  copper,  and  lead.     By 
the  use  of  forced  draft  or  blast,  rapid  combustion  of  fuel  is 
obtained  with  the  consequent  production  of  high  temperature 
and  relatively  great  capacity  of  furnace. 

Practically  all  blast  furnaces  consist  of  a  vertical  shaft  of 
different  heights  for  different  purposes,  lined  either  with  refrac- 
'  tory  brick  or  built  of  a  series  of  water  jackets,  rectangular  cast- 
iron  or  steel  boxes,  in  which  water  constantly  circulates.     The 
cross-section  of  the  furnace  may  be  circular,  elliptical,  or  rect- 
angular, dependent  upon  the  size  of  the  furnace  and  the  pressure 
of  the  blast  necessary  to  force  the  gases  through  the  furnace 
at  the  proper  speed.    The  ore,  fluxes,  and  fuel  are  charged  at 
the  top  of  the  furnace  in  alternate  layers,  e.g.  coke  first,  fol- 
lowed by  ore  and  then  by  limestone,  all  in  the  proper  proportion 
to  give  a  suitable  smelting  mixture,  the  total  weight  of  the 
substances   constituting  the   charge.    The   size  of  the   charge 
depends  on  the  nature  of  the  smelting;  thus,  in  smelting  iron 
ore,  a  typical  charge  is  24,000  Ibs.  iron  ore,  6000  Ibs.  limestone, 
10,200  Ibs.  coke,  the  relative  weights  in  this  particular  instance 
being  obtained  by  careful  calculation  based  on  the  chemical 
composition  of  the   substances  entering  into  the   charge.    A 
typical  charge  for  a  48  X  180  in.  furnace  in  a  case  of  copper 
matte  smelting  is  2700  Ibs.  copper-bearing  pyrites,  1300   Ibs. 
siliceous  gold  ore,  150  Ibs.  limestone,  200  Ibs.  slag,  150  Ibs.  first 
matte,  140  Ibs.  coke,  a  total  of  4640  Ibs.     When  one  charge  has 
been  fed  its  constitutents  are  repeated  in  the  same  order  as  that 
of  the  first  one,  when  the  descent  of  the  furnace  contents  war- 
rants the  addition.     The  charge  is  considered  to  be  made  up  of 
'burden  and  fuel;  the  latter  is  usually  coke,  while  the  former  is 
made  up   of  all  the  other  constituents  of  the   charge.     The 
fuel  is  calculated  in  percentage  on  the  basis  of  burden;  thus, 
if  the  burden  be  10,000  Ibs.  and  the  fuel  1000  Ibs.,  the  charge 
is  11,000   Ibs.   and  the  per  cent,  of  fuel  is  10.     It  is  usually 
desirable  to  use  the   minimum  percentage   of  fuel   that   will 
furnish  the  required  heat  units  to  carry  on  the  furnace  opera- 
tions. 

The  charge  may  either  be  shoveled  into  the  furnace  by  hand, 
from  the  charge  floor,  or  charged  by  means  of  mechanical  devices 
which  dump  it  directly  into  the  furnace  without  the  intervention 
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of  hand  labor.1  Iron  blast  furnaces  are  invariably  charged  by 
mechanical  means  such  as  are  shown  in  Fig.  129.  This  device 
is  known  as  the  bell  and  hopper  feed.  The  hopper  A  is  charged 
directly  from  a  self-dumping  skip  which  raises  the  ore,  flux,  arid 
coke  from  bins,  where  it  is  filled  automatically.  The  lever  C, 
operated  by  compressed  air,  lowers  the  bell  B  at  the  will  of  the 
operator,  and  the  charge  passes  into  the  furnace.  The  design 
of  the  bell  and  hopper  is  important  as  it  must  distribute  the  fur-  ' 
nace  charge  in  the  proper  manner,  the  fine  material  usually  to 
the  side  and  the  coarse  to  the  center,  so  as  to  make  a  furnace 
column  that  will  offer  a  uniform  resistance  throughout  its  eross- 
section  to  the  passage  of  the  rising  gases.  Usually  the.  fractional 
resistance  to  the  gases  is  less  along  the  walls  of  the  furnace  than 
through  the  tortuous  interstices  bewcen  the  pieces  of  the  charge, 
so  that  if  fine  material  predominated  in  the  center  of  the  charge 
column,  the  larger  part  of  the  gases  would  pass  up  along  the  walls 
at  a  high  velocity  and  but  little  gas  pass  through  the  central 
part  of  the  charge.  Since  in  the  blast  furnace  these  gases  have 
important  functions,  such  as  preheating  the  charge  and  reducing 
certain  constituents  to  the  metallic  state,  it  is  at  ouce  apparent 
that,  for  the  proper  working  of  the  furnace,  the  gas  current 
should  rise  as  uniformly  as  possible  through  the  charge.  These 
principles  apply  to  all  types  of  blast  furnaces,  i.e.  it  is  essential 
that  the  rising  gas  current  pass  uniformly  through  all  parts  of 
the  charge,  in  as  far  as  this  is  possible.  This  condition  is 
obtained  mainly  by  a  proper  distribution  of  the  furnace  charge 
as  regards  the  fine  and  coarse  pieces.  What  the  proper  distri- 
bution is,  depends  on  the  shape  of  the  furnace  to  some  extent, 
but  generally  speaking  the  fines  should  pass  to  the  walls,  while 
the  coarse  material  should  go  to  the  center.  In  shoveling 
ore,  the  fine  material,  particularly  if  damp,  acts  more  sluggishly 
than  the  coarse,  and  hence  will  fall  short,  or  almost  directly  from 
the  shovel,  while  the  coarse  will  fall  from  the  shovel  in  a  long 
arch  and  pass  on  further  than  the  fine.  In  charging  a  rather 
wide  furnace,  by  hand  labor,  from  either  side,  the  coarse  and 
fine  will  tend  to  take  their  proper  relative  position,  but  if 
the  same  furnace  were  charged  from  the  center,  as  by  an 
ordinary  bell  and  hopper  device,  or  by  shoveling  through  a 

1  0.  Baker,  T.  A.  I.  M.  B.,  XXXV,  553  (1905).    T.  F.  Withcrboe,  T.  A.  I 
M.  E.,  XXXV,  575  (1905).    A.  S.  Dwight,  T.  A.  I.  M.  E.,  XXXII,  353  (1902). 
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FIG.  129.  -  Longitudinal  section  of  iron  blast  furnace. 
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centrally  located  feed  opening,  the  distribution  of  the  coarse  an 
fine  would  be  the  opposite  to  that  desired.  It  is  essential  f< 
any  mechanical  device,  that  the  design  be  such  as  to  get  tl 
desired  distribution.  In  the  iron  blast  furnace  it  is  usual  i 
modern  practice  to  use  a  double  bell  in  which  the  upper  one 
always  closed,  when  the  lower  one  discharges  into  the  furnac< 
in  this  manner  acting  as  a  gas  seal.  In  the  iron  blast  furnac 
the  gases  are  discharged  at  the  throat  and  escape  through  th 
downcomer. 

The  charge  for  the  furnace  consists  of  pieces  of  ore  and  flu 
ranging  in  size  from  very  fine  material  to  pieces  5  and  6  inchc 
in  diameter  in  lead  smelting,  and  pieces  of  10  and  12  inches  i 
diameter  for  iron  and  copper  smelting.  During  the  descent  of  th 
charge  the  individual  pieces  of  ore  and  flux  split  and  break  u 
into  small  pieces  under  the  influence  of  heat,  and  become  mor 
or  less  thoroughly  mixed  by  the  time  they  arrive  in  the  #on 
of  slag  formation,  where  they  fuse  together  into  slag  and  othe 
fluid  furnace  products.  The  coke,  in  large  part,  descend 
unaltered  and  not  much  broken  to  near  the  tuyeres  of  the  furnace 
where  it  is  rapidly  burnt  by  the  stream  of  air. 

Fig.  129  shows  a  vertical  longitudinal  section  of  an  iro: 
blast  furnace.  The  cross-section  of  the  furnace  is  circulai 
The  furnace  is  filled  to  a  short  distance  below  the  gas  flue  k  an 
is  constantly  charged  as  already  described.  The  walls  of  th 
shaft  of  an  85  ft.  furnace  are  usually  5.25  ft.  thick  when  ne^v 
and  built  of  a  high  grade  of  fire  brick.  The  bosh  walls  ar 
2.25  to  3  ft.  thick,  of  fire  brick,  and  have  built  into  them  holkn 
bronze  Gayley  cooling  plates,  c  c,  in  which  water  continual!; 
circulates.  This  device  is  necessary  to  cool  the  bosh  walls  an< 
preserve  them,  for  the  corrosion  in  this  part  of  the  furnace  i 
very  great.  The  hot  air  blast  is  conveyed  to  the  furnace  throng] 
the  blast  or  bustle  pipe  b,  which  is  lined  with  a  non-oonduetini 
substance,  usually  fire  brick,  and  into  the  furnace  through  th 
tuyeres  t,  which  are  shown  in  detail  in  Fig.  130.  The  tuyeres 
of  which  there  are  usually  8  to  16  from  5  to  8  in.  in  diamoi,<»r  a 
the  nozzle,  are  water-cooled,  i.e.  water  circulates  through  botl 
the  tuyere  proper  and  the  cooler  as  shown  in  the  illustration 
The  hearth  and  crucible  is  the  furnace  space  below  the  tuyere 
and  serves  to  collect  the  molten  products  of  the  furnace,  tho  slaj 
and  iron,  allowing  also  for  their  separation  by  gravity.  FroD 
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time  to  time  slag  is  withdrawn  through  the  cinder  notch  x,  and 
run  into  large  ladle  cars,  while  the  iron  is  tapped  at  0  and  run 
into  sand  molds  to  form  pigs,  or  into  large  ladle  cars  to  be 
conveyed  to  the  steel  plant  where  it  is  stored  for  the  steel 
furnaces  in  a  large  receptacle  called  the  mixer.  The  bottom 
of  the  hearth  P  is  made  of  special  fire-brick  furnace  bottom 
blocks. 

The  weight  of  the  shaft  walls  a  is  carried  by  the  mantle  ring 
m,  which  is  supported  by  columns.    In  this  way  only  little 


Peep  Hole 


Tuyere 


FIG.  130.  —  Detail  of  blast-furnace  tuyere. 

weight  is  carried  by  the  bosh  walls.  The  shaft  walls  are  enclosed 
by  steel  plates,  called  the  mantle,  which  binds  the  whole  struc- 
ture firmly  together.  The  interior  of  the  furnace  is  made  up  of 
(1)  the  throat  or  opening  at  the  top;  (2)  the  shaft,  extending 
from  the  throat  down  to  the  widest  part  of  the  furnace;  (3)  the 
boshes,  extending  from  the  widest  part  of  the  furnace  to  the  begin- 
ning of  the  cylindrical  part  just  above  the  tuyeres;  (4)  the 
hearth  or  crucible,  the  cylindrical  part  below  the  tuyeres.  The 
shape  of  the  iron  blast  furnace  is  that  of  a  pair  of  truncated 
cones  set  end  to  end,  the  upper  one  upright  and  very  acute, 
the  lower  one  inverted  and  relatively  obtuse.1  In  the  modern 

i'H.  M.  Howe,  Mineral  Industry,  XVII,  548  (1908). 
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furnace  the  total  height  is  from  80  to  100  ft.  measured  from 
the  bottom  of  the  hearth  to  the  throat.  The  hearth  diameter 
Is  usually  12 J  ft.,  but  may  be  as  large  as  17  ft.  The  diameter 
is  limited  by  the  penetrating  power  of  the  blast,  which  must  be 
able  to  reach  the  center.  The  usual  blast  pressure  in  the  blast 
pipe  is  10  to  15  Ibs.  per  square  inch,  although  higher  pressures  are 
sometimes  obtained  when  the  frictional  resistance  of  the  furnace 
is  very  great,  due  to  untoward  conditions.  Some  approximate 
experiments  1  give  the  following  data  as  regards  the  air  pressure 
in  the  bustle  pipe  and  that  at  the  orifice  of  the  tuyere  and  in  the 
interior  of  the  furnace  at  the  tuyere  level  about  2.}  ft.  in  from  the 
tuyere.  With  a  pressure  of  10  Ibs.  per  square  inch  in  the  bustle 
pipe,  the  pressure  at  the  nose  of  the  tuyere  was  7.0  Ibs.  and  in 
the  furnace  7.5  Ibs.  per  square  inch.  The  depth  of  the  hearth, 
from  the  bottom  of  the  furnace  to  where  the  boshes  begin,  is 
usually  8  to  10  ft.  The  angle  the  bosh  walls  make  with  the 
horizontal  varies  from  73  to  76  degrees.  If  the  bosh  walls  are 
made  flatter  than  this,  the  furnace  charge  is  apt  to  hang  up  and 
descend  irregularly,  since  the  pasty,  somewhat  soft  coke,  which 
is  the  only  solid  material  left  in  the  boshes,  will  not  slide 
readily  over  the  wall  as  that  below  it  is  burnt  at  the  tuyeres.  If 
the  angle  be  made  too  steep,  the  volume  of  the  furnace  will 
not  increase  rapidly  enough  above  the  tuyeres  to  provide  for  the 
expansion  of  the  furnace  gases,  as  these  ascend  from  the  tuyeres 
where  they  are  formed.  This  increase  in  volume  above  the 
tuyeres  is  very  necessary  to  provide  room  for  the  greater  volume 
of  the  gases  of  combustion,  due  to  their  high  temperature; 
otherwise  their  velocity  would  be  too  great,  causing  such  fric- 
tional resistance  as  to  hang  up  or  scaffold  the  solid  charge. 
The  shaft  increases  in  volume  downward,  to  provide  for  the  swell- 
ing or  increase  in  volume  of  the  furnace  charge.  This  swelling 
is  very  considerable  and  is  due  in  part  to  the  absorption  of  car- 
bon by  the  iron  ore  during  its  reduction.  The  bosh  walls  serve 
to  arch  the  charge  and  thus  sustain  its  weight,  while  in  a  fur- 
nace with  vertical  walls  the  great  weight  of  the  charge  would 
rest,  at  least  in  part,  directly  on  the  molten  material  in  the  hearth, 
a  very  undesirable  condition.  With  a  bosh  wall  slope  of  76° 
the  height  of  the  boshes  is  usually  made  12  ft.,  which  gives  a 
greatest  width  of  furnace  at  the  beginning  of  the  bosh  of  18  ft. 
1 R.  H.  Sweeteer,  T.  A.  I.  M.  E.,  Bui.  27,  285;  March  (1909). 
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At  this  point  the  shaft  commences,  the  slope  of  its  walls  being  best 
6  to  9  degrees  from  the  vertical.  The  diameter  at  the  top  is  usually 
not  less  than  16  ft.  so  as  to  insure  a  uniform  distribution  of  the 
charge.  In  the  furnace  we  have  to  consider  a  rather  slowly 
descending  solid  and  liquid  charge,  and  a  rapidly  ascending  gas 
current.  This  latter,  passing  through  the  interstices  of  the  pieces 
of  the.  charge  has  a  very  high  velocity,  probably  2000  to  4000  ft. 
per  minute,1  so  that  its  lifting  and  sustaining  power  is  very  con- 
siderable. 

The  height  of  the  furnace  is  an  important  dimension.  (1)  It 
must  be  sufficient  to  give  the  necessary  time  to  the  rising  gases 
to  give  moat  of  their  heat  to  the  descending  ore  charge,  and  thus 
preheat  it  to  the  degree  necessary  for  the  various  chemical 
reactions  to  take  place.  (2)  It  must  be  sufficient  to  give  ample 
time  in  the  descent  of  the  charge  for  the  iron  oxides  to  be  reduced 
to  metallic  iron  before  they  reach  a  zone  in  the  furnace  in  which 
the  temperature  is  such  as  to  cause  their  union  with  silica  and 
thus  to  enter  the  slag.  By  experience  the  best  height  is  about 
80  to  90  ft.  Furnaces  of  a  given  hearth  area  have  the  greatest 
capacity  with  this  height,  showing  the  best  preparation  of  the 
funuice  charge  during  its  descent  in  the  furnace. 

An  increased  height  does  no  good,  but  rather  harm,  as  with 
every  foot  of  height  the  resistance  to  the  passage  of  the  gases  is 
increased,  requiring  a  higher  velocity,  which  entails  greater 
expenditure  of  power  in  the  blowing  engines;  a  greater  produc- 
tion of  flue  dust,  due  to  this  higher  velocity;  and  poor  working, 
in.di.uied  by  an  irregular  descent  of  the  charge,  due  to  the  retard- 
ing effect  of  the  high  velocity  of  the  gas  current. 

It  is  to  be  noted  that  the  pressure  of  air  and  gases  in  the 
furnace  is  incidental  only,  and  is  due  to  the  frictional  resistance 
offered  to  the  gas  flow  by  the  furnace.  The  criterion  is  always 
the  amount,  viz.,  volume  of  air  which  is  blown  into  the  furnace, 
and  not  its  pressure.  For  the  production  of  one  ton  of  iron 
there  Is  required  a  certain  amount  of  fuel,  and  to  burn  this  fuel 
requires  a  certain  quantity  of  air.  The  air  going  into  the  fur- 
nace is  mea  ured  by  the  number  of  revolutions  of  the  blowing 
engine,  which  with  a  given  cylinder  displacement  furnishes  a 
given  number  of  cubic  feet  of  air  per  minute.  The  pressure  of 
the  air  blast  measures  the  frictional  resistance  of  the  furnace, 
i  H.  M.  Howe,  ibid. 
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(See  page  516.)  In  general,  the  lower  this  is  for  a  given  volume 
of  air  blown  into  the  furnace,  the  better  the  condition  of  the 
furnace.  It  is  evident  that  it  takes  less  power  to  blow  64,000 
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FIG.  131.  —  Section  of  blast  furnace,  sb owing  temperature. 

cu.  ft.  of  air  per  minute  into  a  100-ft.  furnace  (cubic  content 

32,000  cu.  ft.)  under  12  Ibs.  pressure,  than  under  20  Ibs.  pressure. 

The  cross-sectional  area  just  above  the  tuyeres  in  the  furnace 

is  the  smelting  area  of  the  furnace,  and  it  is  this  area  which 
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primarily  determines  the  capacity  of  the  furnace,  on  the  assump- 
tion that  the  quantity  of  air  blown  in  is  such  as  to  give  the  maxi- 
mum possible  rate  of  combustion  of  fuel  over  this  area.  This 
maximum  rate  is  dependent  on  the  velocity  of  reaction  between 
carbon  and  oxygen  in  the  formation  of  carbon  monoxide,  under 
the  conditions  prevailing. 

The  separation  of  iron  and  slag  takes  place  by  gravity  inside 
of  the  hearth.  This  is  called  an  inside  separation,  in  distinction 
to  an  outside  separation  which  is  practised  in  copper  matte 
smelting,  and  in  which  case  both  slag  and  matte  flow  from  the 
furnace  into  an  outside  receptacle  called  a  forehcarlhj  in  which 
the  separation  takes  place. 


FIG.  133.  —  Slag  cars. 

Fig.  131  shows  the  longitudinal  outline  section  of  a  blast 
furnace  in  which  are  given  the  temperatures  that  prevail  at 
different  depths  and  the  location  of  the  several  important  zones. 
The  figure  is  approximate  only.  For  the  chemical  reactions 
in  the  iron  blast  furnaces  see  pages  204,  230. 

Fig.  132  shows  the  plan  of  a  blast-furnace  plant  which  is  self- 
explanatory.  This  should  be  consulted  in  connection  with  the 
scheme  on  page  202.  The  hot  blast  stoves  are  shown  in  detail 
in  Fig.  184.  The  refrigerating  plant,  for  taking  moisture  -out 
of  the  air,  is  described  on  page  498.  The  blowing  engines  are 
shown  in  Figs.  182,  183.  Fig.  133  shows  slag  cars  for  the  con- 
veyance of  slag  from  the  furnace  to  the  slag  dump.  The  capacity 
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of  a  90-ft.  furnace  with  a  hearth  14  ft.  in  diameter  is  approxi- 
mately 450  tons  of  iron  per  24  hours. 

The  copper  matting  blast  furnace.     The  copper  blast  furnace 
is  shown  in  perspective  in  Fig.  134,  and  in  section  in  Figs.  135  and 


FIG.  134.  —  General  view  copper  matting  furnace. 

136.  The  shaft,  instead  of  being  built  of  fire  brick,  is  made  of 
steel  or  cast-iron  water  jackets  which  are  shown  in  detail  in 
Fig.  137.  In  the  copper  furnace  the  whole  shaft  is  usually 
built  of  water  jackets,  Fig.  137  showing  the  lower  set,  an  addi- 
tional set  making  up  the  height  of  the  furnace  to  the  feed  floor. 
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FIG.  135.  —  Elevation  and  longitudinal  section  of  copper  blast  furnace. 


FIG.  136.  —  Elevation  and  end  section  of  copper  blast  furnace. 
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The  space  A  is  for  the  insertion  of  the  tap  jacket  which  con- 
tains the  discharge  spout  of  the  furnace.  In  the  main  jackets 
the  feed-water  pipes  connect  at  d  d,  and  the  discharge  or  over- 
flow pipes  at  c  c}  and  discharge  into  a  trough  shown  at  X  in 
Fig.  136.  In  smelting  with  water  jackets  a  crust  of  slag  soon 
builds  up  on  the  inside  of  the  jacket,  forming  the  actual  smelting 
surface  and  protecting  the  iron  plate.  In  blowing  in  a  furnace 
it  always  takes  more  water  to  keep  the  jackets  at  the  proper 
temperature  than  is  used  after  the  inside  crust  has  formed. 
The  use  of  water  jackets  is  very  convenient  in  that  it  does  away 
with  the  corrosion  of  the  lining  of  the  furnace  and  the  conwe- 


FIG.  137.  — Welded  steel  water  jackets  for  a  copper  furnace . 

quent  expense  of  repair.  The  loss  in  heat,  however,  by  the  use 
of  water  jackets  is  much  higher  than  if  the  comparatively  non- 
conducting fire-brick  lining  were  used.  In  a  36  X  120  inch  lead 
furnace,  with  two  sets  of  end  jackets  and  two  sets  of  side  jackets, 
2000  gallons  of  water  per  hour  were  used,  the  feed  water  entering 
at  22°  C.  and  leaving  at  67°  C.,  thus  absorbing  750,000  pounds 
calories  per  hour.  The  coke  consumption  in  the  furnace  was 
1000  Ibs.  per  hour,  capable  of  furnishing  7,000,000  calories. 
The  loss  of  heat  by  the  jacket  water  was  therefore  10.7  per  cent.1 
The  general  convenience  obtained,  however,  very  much  out- 
weighs this  disadvantage.  Water  jackets  for  copper  furnaces 
are  most  frequently  made  of  steel,  either  welded  or  riveted 
together,  though  if  the  cooling  water  be  acid  as  is  sometimes 
1 L.  S.  Austin,  Mining  and  Scientific  Press,  XCVII,  525  (1908). 
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the  case,  cast-iron  jackets  are  preferred  on  account  of  their 
greater  non-corrodibility.  In  Figs.  135  and  136,  A  shows  the 
cast-iron  base  plate  supported  on  screw  jacks,  which  rest  either 


directly  on  the  floor  block  or  on  a  truck.  On  this  plate  normally 
rest  the  jackets,  though  in  the  furnace  shown  in  the  figures  i 
crucible  of  fire  brick  is  built  up  on  which  the  jackets  rest 
The  weight  of  the  jackets  J  is  carried  by  the  steel  columns  ( 
through  the  suspension  bars  s.  The  illustration  shows  a  smal 
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furnace  40  in.  wide  and  80  in.  long  at  the  cross-section  of  the 
tuyeres,  and  the  number  of  jackets  is  but  four,  in  one  set  only. 
Fig.  134  shows  a  large  furnace,  with  a  set  of  upper  and  lower 
jackets,  8  side  jackets,  4  end  jackets,  and  1  tap  jacket,  a  total 
of  thirteen.  In  longer  furnaces  there  may  be  as  many  as  sixteen 
jackets  and  more.  In  Fig.  136  the  side  jackets  are  boshed  with 
a  slope  of  7.5  in.  in  8  ft.,  while  the  end  jackets  are  vertical.  In 
copper  furnaces  with  a  double  tier  of  jackets,  the  lower  side 
jackets  only  are  boshed,  while  the  upper  side  jackets  are  vertical. 


FIG.  139.  —  Trap  spout  for  copper  furnace. 

E,  base  plate;  A,  magncsitc  brick;  B,  copper  water-cooled  Up; 

D,  tap  jacket;  C,  cast-iron  platd. 

All  the  end  jackets  are  vertical.  The  boshes  in  copper  and  loud 
furnaces,  while  not  so  pronounced  as  in  the  iron  blast  furnace, 
have  the  same  general  functions.  The  tuyeres  are  shown  in  .T 
and  in  detail  in  Fig.  138.  The  air  comes  from  the  blower  through 
the  bustle  pipe  B,  to  the  tuyere  pipe  if,  which  has  a,  flexible  con- 
nection at  /  for  the  removal  of  the  tuyere  in  case  of  necessity. 
In  larger  furnaces  the  tuyere  connection  is  rigid.  The  furnace 
is  discharged  through  the  tap  hole  V  and  the  spout  /Sf  into  a 
forehearth.  The  spout  Q  is  provided  to  drain  the  furnace  when 
desirable.  In  small  furnaces  intermittent  tapping  is  resorted  to, 
i.e.  the  clay  plug  at  V  is  punched  in  when  the  liquid  contents 
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of  the  furnace  approach  the  level  of  the  tuyeres,  and  the  matte 
and  slag  are  run  into  the  forehearth  where  their  separation 
takes  place  by  gravity.  When  the  blast  commences  to  blow  out 


FIG.  140.  —  Elevation,  and  part  section  of  forehearth. 
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FIG.  141.  —  End  elevation  of  forehearth. 

through  the  tap  hole  this  is  stopped  by  a  fresh  clay  plug.  Large 
furnaces  are  tapped  continuously  by  means  of  a  trap  spout  as 
shown,  in  Fig.  139.  This  tap  has  the  intake  from  the  furnace 
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lower  than  the  discharge  from  the  tip,  in  this  manner  trapping 
the  blast,  since  the  slag  and  matte  will  always  stand  several 
inches  high  over  the  discharge  orifice  in  the  furnace.  The  dif- 
ference in  level  between  the  intake  and  the  discharge,  viz.,  the 
height  of  the  spout,  will  be  governed  in  any  given  furnace  by 
the  blast  pressure  carried.  Taps  of  this  type  are  used  only 
when  the  furnace  has  a  large  capacity,  i.e.  the  flow  of  slag  and 
matte  is  large  and  constant. 

Above  the  charging  floor  is  the  hood  E  which  passes  into  the 
flue  G,  which  enters  the  dust  chambers  in  connection  with  the 
chimney.  The  flue  dust  which  is  entrained  by  the  gases  cscap- 


FIG.  142.  —  Settling  pot. 

ing  under  pressure  passes  with  them  through  the  flue  0  and  is 
settled  out  in  the  dust  chambers.  The  charge  is  shoveled  into 
the  furnace  through  the  doors  F,  special  scales  being  generally 
provided  on  the  charge  floor  to  weigh  the  constituents  of  the 
charge  in  order  to  conform  to  the  calculations  made  for  the  pur- 
pose of  obtaining  the  proper  smelting  mixture. 

Figs.  140  and  141  show  a  large  movable  forchcarth.  This  is 
made  of  heavy  ribbed  cast-iron  plates  tied  together  by  rods  and 
set  on  a  truck.  It  is  lined  with  fire  brick,  either  fire-clay  or  mag- 
nesia brick.  The  slag  and  matte  flow  from  the  furnace  tap  into 
the  forehearth  at  A.  When  once  the  forehearth  has  filled,  a  crust 
is  allowed  to  form  on  its  contents,  as  high  up  as  possible,  and  a 
hole  maintained  open  at  A,  for  the  entrance  of  freshly  molten 
material  from  the  furnace.  Likewise  an  opening  is  maintained 
at  C,  where  the  slag  overflows  into  a  settling  pot  shown  in  Fig. 


FIG.  143.  —  Lead  blast  furnace. 
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142  which  acts  as  a  secondary  forehearth.  The  overflow  slag 
from  this  is  often  directly  granulated  by  flowing  water,  or  handled 
in  slag  pots.  The  matte  in  the  forehearth  continuously  settles 
by  virtue  of  its  superior  gravity  and  is  tapped  into  pots  from  time 
to  time  from  the  spout  B.  The  forehearth  is  kept  open,  i.e. 
its  contents  are  kept  molten,  by  the  continually  inflowing  stream 
of  molten  material.  Its  size  is  determined  by  the  size  of  the 
furnace;  if  the  quantity  of  slag  and  matte  is  great,  large  fore- 
hearths  are  used;  if  it  be  small,  small  ones  must  be  used,  as  other- 
wise the  quantity  of  molten  material  entering  it  will  not  be 
sufficient  to  keep  it  from  chilling  and  freezing.  When  movable 
forehearths  are  used,  they  are  easily  replaced  by  a  new  one  in 
case  of  accident,  and  furnace  operations  are  not  stopped. 

The  lead  blast  furnace.  Fig.  143  shows  the  vertical  end 
section  of  a  lead  blast  furnace.  In  general  construction  the  lead 
blast  furnace  resembles  the  copper  blast  furnace  very  much. 
The  lead  furnace,  however,  is  jacketed  only  in  the  boshes,  the 
jackets  being  shown  at  J.  The  bustle  pipe  B  and  the  tuyeres 
T  are  similar  to  those  of  the  copper  furnace.  The  shaft  ti  above 
the  boshes  is  built  of  fire  brick  and  common  brick,  as  shown  by 
W  and  V,  the  structure  being  tied  together  by  east-iron  plates 
and  tie-rods.  The  weight  of  the  shaft  walls  is  earned  by  the 
mantle  ring  M  which  rests  on  the  columns  C.  The  water-jackets 
are  supported  by  a  solid  fire-brick  mass  in  which  is  the  lead  well 
Cf.  The  molten  lead  is  discharged  through  the  siphon  A",  over- 
flowing into  molds  by  means  of  the  spout  P.  The  slag  and 
matte  are  discharged  by  a  tap  at  q  and  are  separated  by  gravity 
in  a  forehearth  or  in  slag  pots.  It  will  be  noted  that  lead  is 
separated  from  slag  and  matte  by  an  interior  separation,  as  in 
the  case  of  iron  smelting.  The  red  hot  molten  lead  and  slag 
and  matte  dripping  through  the  solid  incandescent  coke  above 
the  tuyeres  settle  down  into  the  wdl,  the  matte  and  slag  resting 
in  layers  on  the  lead.  The  partial  pressure  of  the  charge  and 
that  of  the  blast  on  the  liquid  contents  of  the  well  cause  the  lead 
to  rise  into  the  siphon  channel  K  and  discharge  at  1\  there  being 
a  considerable  difference  in  height  between  the  discharge  and  the 
level  of  the  lead  in  the  well.  The  lead  must  always  be  kept 
above  the  level  z  z,  to  prevent  the  entrance  of  mattes  into  the 
siphon  channel.  The  top  works  of  the  lead  furnace  are  very 
similar  to  those  of  the  copper  furnace. 
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Dimensions  and  blast  in  lead  and  copper  furnaces.  Small 
copper  and  lead  furnaces  may  be  made  with  a  round  cross-sec- 
tion, but  the  use  of  small  furnaces  is  rare.  The  common  form 
of  section  is  rectangular.  The  width  of  the  furnace  is  deter- 
mined by  the  penetration  of  the  blast.  The  pressure  of  this 
is  comparatively  low,  since  the  smelting  column  or  height  of 
furnace  is  low.  The  pressure  varies  in  different  furnaces  from 
20  to  GO  oz.  per  square  inch,  which  is  very  much  less  than  that 
employed  in  the  iron  blast  furnace.  The  ordinary  width  of  the 
lead  furnace  at  the  tuyere  level  is  32  to  48  inches  (Australian 
furnaces  have  widths  up  to  62  inches  with  a  length  of  212  inches); 
in  copper  furnaces  it  varies  from  40  to  56  inches,  depending  on 
the  size  of  the  furnace.  The  length  of  lead  furnaces  is  usually 
from  108  to  168  inches  (9  to  14  ft.),  while  copper  furnaces  will 
range  from  80  in.  to  612  in.  The  size  of  a  furnace  is  expressed 
by  its  area  at  the  tuyere  section,  since  this  gives  the  smelting 
area  and,  other  things  being  equal,  marks  the  capacity  of  the 
furnace.1  The  capacity  of  a  48  X  168  in.  lead  furnace  on  an 
ordinary  charge  is  160  to  200  tons  of  charge  per  day.  The  capac- 
ity of  a  56  X  180  in.  copper  furnace  (Butte  practice)  is  400  tons 
of  charge  per  day.  Of  course,  capacities  vary  much,  as  the 
nature  of  the  charge,  type  of  slag  produced,  etc.,  all  have  a  very 
decided  influence.  The  effective  height  of  the  furnace  is  the 
distance  from  the  tuyere  level  to  the  charge  floor.  This  distance 
in  the  copper  furnace  varies  from  8  to  18  ft.  approximately, 
ordinarily  being  about  10  ft.  The  higher  furnaces  are  rapidly 
coining  into  use,  especially  for  pyritic  smelting.  The  height  of 
the  lead  furnace  does  not  vary  very  much  and  is  usually  from 
10  to  20  ft.  This  height  is  essential  as  the  lead  furnace  is  a 
reducing  furnace.  The  copper  matting  furnace,  on  the  other 
luind,  is  an  oxidizing  furnace.  Reduction  cannot  be  accom- 
plished in  too  shallow  a  shaft.  A  certain  height.is  also  necessary 
to  effectually  abstract  the  heat  from  the  ascending  gases. 

The  number  of  tuyeres  is  dependent  upon  the  length  of  the 
furnace;  they  are  usually  spaced  10  to  12  in.  apart,  center  to 
center.  The  diameter  of  the  tuyeres  varies  from  3  to  5  in.  at 

1  For  dimensions  and  capacities  of  many  different  types  of  furnace,  con- 
sult, Leistungen  Metallurgischer  Ofen,  Metallurgie  II,  393  (1905);  also, 
volumes  of  Mineral  Industry,  articles  on  "lead  and  copper  smelting  by  H.  O. 
llofman  and  L.  S.  Austin,  respectively. 
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the  nozzle,  dependent  upon  the  size  of  the  furnace.  The  amount 
of  air  blown  into  the  furnace  depends  upon  the  kind  of  smelting. 
In  lead  smelting  an  average  is  100  to  150  cu.  ft.  per  minute  per 
.square  foot  of  hearth  area;  for  ordinary  copper  matte  smelting,  200 
to  250  cu.  ft.,  and  for  pyritic  smelting  300  to  350  cu.  ft.  This  air 
is  determined  by  the  displacement  of  the  blower  and  its  number 
of  revolutions  per  minute,  allowance  being  made  for  leakage  in 
the  blower  and  in  the  conveying  pipes.  As  already  stated,  the 
amount  of  air  is  the  important  consideration,  the  pressure 
measuring  the  frictional  resistance  of  the  furnace  to  the  passage 


FIG.  145.  —  Electrically  operated  copper  converter. 

of  the  furnace  gases.  The  coke  consumption  in  lead  smelting 
is  about  17  to  20  per  cent,  of  the  weight  of  the  burden;  in  copper 
smelting  it  will  vary  from  14  to  16  per  cent,  in  smelting  oxidized 
ores,  down  to  2  to  3  per  cent,  when  smelting  pyritically. 

Converters.  Fig.  144  shows  a  front  elevation  and  two  sec- 
tions of  the  barrel  type  of  converter  for  copper  matte.  It  con- 
sists of  a  steel  shell  S  thickly  lined  with  gannister  L  inside  of  a 
course  of  fire  brick  6.  On  one  side  the  converter  is  provided  with 
the  wind  box  W,  into  which  open  the  tuyeres  i,  and  which  extend 
through  the  lining  into  the  interior  space  B.,  The  converter 
may  be  revolved  by  means  of  tires  which  rest  on  the  rollers  fi, 
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by  an  electric  motor,  as  shown  in  Fig.  145,  or  by  a  hydraulic 
cylinder.  The  mouth  M  of  the  converter  discharges  the  gases 
produced  by  the  reactions  into  a  hood  which  leads  to  a  flue  and 
dust  chamber.  The  converter,  hot  from  a  previous  operation, 
is  revolved  to  such  a  position,  that  in  filling  with  molten  matte,' 
this  will  not  run  into  the  tuyeres.  When  filled  with  the  proper 
amount  of  matte,  the  blast  furnished  by  a  blowing  engine  at  6  to 
8  Ibs.  pressure  is  turned  on,  the  converter  revolved  to  its  normal 
position,  and  the  charge  blown  to  copper,  as  briefly  described  on 
page  234. 

When  the  converters  are  lined  with  an  acid  refractory  ma- 
terial, this  is  corroded  and  must  be  renewed  after  three  or  five 
charges  have  been  blown.  The  tuyeres  are  never  allowed  to 
blow  air  through  the  copper  which  has  formed,  but  the  converter 
is  always  held  in  such  position  that  the  blast  enters  such  molten 
matte  as  still  remains.  Once  or  twice  during  the  operation, 
slag  is  poured  from  the  mouth,  and  at  the  end,  when  all  the  matte 
is  converted  into  copper  and  slag,  the  copper  is  poured  out  into 
molds,  and  the  converter  is  ready  for  the  succeeding  charge. 
Converter  pots  for  roasting  galena  ores  and  copper  ores  by 
means  of  an  air  blast  are  very  simple  in  construction  and  have 
been  described  on  page  224. 

II.  Furnaces  in  which  the  fuel  is  not  in  direct  contact  with 
the  furnace  charge,  but  in  which  the  latter  is  heated  by  con- 
duction and  radiation  directly  from  the  flame  and  products  of 
combustion. 

a.  Direct-Fired  Reverberatory  Furnaces.  —  The  reverbera- 
tory  furnace  consists  essentially  of  an  enclosed  fire  place  upon 
which  the  fuel  is  burnt,  the  products  of  combustion  and  flame 
being  conducted  by  means  of  draft  created  by  a  chimney  into 
the  hearth  or  smelting  space,  which  is  covered  over  by  an  arched 
roof  so  as  to  reverberate  and  reflect  the  heat  back  on  the  hearth 
upon  which  the  operations  of  the  furnace  are  conducted.  The 
reverberatory  furnace  takes  many  different  forms,  dependent 
upon  the  purpose  to  which  it  is.  put,  viz.,  smelting,  liquating, 
roasting,  etc.  To  fix  the  ideas  as  to  the  parts  and  construction 
of  a  reverberatory  furnace,  one  for  the  smelting  of  copper  ores 
is  considered.  Figs.  146,  147,  148,  149  represent  the  plan  sec- 
tion, longitudinal  section,  and  two  cross-sections  respectively. 
H  is  the  fire  place  upon -which  the  fuel  is  burnt,  usually  a  long 
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flame  bituminous  coal.  The  fire  place  is  divided  from  the  hearth 
by  the  fire  bridge  or  bridge  wall  Q,  the  flame  and  products  of 
combustion  passing  over  this  wall  into  the  hearth.  The  tem- 
perature at  this  point  is  very  high,  and  to  cool  the  bridge  wall 
there  is  placed  in  it,  extending  from  side  to  side,  the  hollow  iron 
conker  plate  X.  The  air  passes  into  this  plate  on  one  side  of 
the  furnace,  then  by  a  channel  into  the  space  s  above  the  roof 
of  the  fire  box,  and  thence  through  the  openings  z  in  the  arch 


FIG.  148.  —  Hevcrberatory  copper  smelting  furnace,  cross-section  through 

hearth. 

above  the  bridge  wall,  where  it  burns  with  the  gases  from  the 
fuel.  This  device  serves  the  double  purpose  of  cooling  the  bridge 
wall  and  supplying  preheated  air  for  combustion.  The  proper 
supply  of  this  secondary  air  is  very  important  if  complete  com- 
bustion of  the  fuel  is  to  be  obtained.  In  some  more  modern 
furnaces,  the  conker  plate  serves  merely  as  a  cooling  device,  and 
the  secondary  air  is  admitted  by  a  series  of  holes  which  can  be 
kept  open  or  closed  as  desired,  placed  in  the  roof  above  the 
bridge  wall.  The  body  of  the  furnace  consists  of  the  roof  Y, 
which  is  an  arch  on  the  vertical  cross-section,  and  which  slopes 
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back  gradually  to  the  flue  /;  the  hearth  proper  or  smelting  bed, 
consisting  of  the  hearth  arch  S  resting  on  the  filling  mass  R 
(either  brick,  cinder,  rubble  masonry),  which  in  turn  rests  on 
the  I-beams  o  which  are  supported  on  the  piers  C.  In  the  best 
construction  the  hearth  rests  on  a  solid  bed  of  slag  or  other 
suitable  material  and  has  no  air  space  underneath,  so  as  not  to 
have  an  undue  loss  of  heat  by  radiation  at  this  point.  The  whole 
structure  is  tied  together  by  means  of  the  buckstays  I  /,  which 
are  held  in  position  by  the  top  and  bottom  rods  r  r.  It  is  more 
desirable,  however,  to  embed  the  lower  ends  of  the  buckstays 


FIG.  149.  —  Reverberatory  copper   smelting  furnace,  cross-section  through 

fire  box. 

in  slag  beds  or  masonry  to  avoid  expansion.  It  is  to  be  noted 
that  the  furnace  is  subjected  to  severe  racking  and  strain  due 
to  expansion  and  contraction  with  changes  of  temperature, 
and  that  this  firm  binding  is  necessary  to  hold  it  together. 
During  expansion  the  upper  or  roof  arch  rises  and  the  hearth 
arch  sinks  in  the  crown,  and  during  cooling  tends  to  return  to 
its  normal  position.  When  the  hearth  rests  on  a  solid  slag  or 
masonry  foundation  the  hearth  arch  may  be  absent.  If  the  roof 
arch  is  originally  too  flat,  this  action  may  cause  its  collapse. 
The  smelting  hearth  proper  is  built  of  furnace  sand  or  magnesia 
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on  the  arch,  as  described  on  page  335.  The  charge  is  introduced 
into  the  furnace  from  the  hoppers  P,  through  the  openings  in 
the  roof  K,  most  reverberatory  furnaces  being  intermittent 
in  their  action,  viz.,  finishing  and  discharging  one  charge  before 
receiving  the  next  one.  The  charge  is  leveled  off,  rabbled  and 
stirred,  by  means  of  long  furnace  tools,  through  the  doors  D, 
which  also  serve  to  admit  air  for  the  combustion  of  unconsumed 
gases,  though  this  method  of  furnishing  secondary  air  is  not 
desirable.  The  products  of  combustion  pass  out  through  the 
flue  /  to  the  main  flue  Fr  thence  through  dust  chambers  to  the 
chimney.  The  roof  and  flues  of  the  furnace  are  usually  built 
of  silica  brick,  while  other  parts  are  built  of  such  refractory 
material  as  is  best  suited  to  the  purpose. 

Principles  of  construction  of  smelting  reverberatories.  (a) 
For  any  given  smelting  operation  a  certain  temperature  is 
necessary  in  the  hearth  of  the  furnace.  This  temperature  will 
be  termed  the  working  temperature,  and  is  that  temperature  at 
which  the  slag  formed  is  thoroughly  liquid  and  permits  of  the 
ready  settling  of  matte  or  metal  from  it.  For  the  smelting  of 
ordinary  copper  ore  mixtures  it  may  be  put  at  1500°  C.  If 
the  furnace  be  so  designed  in  regard  to  grate  area,  draft,  hearth 
area,  etc.,  that  this  temperature  attained  represents  the  maxi- 
mum effort l  of  the  furnace,  it  is  evident  that  considerable  time 
will  be  consumed  in  reaching  this  working  temperature,  so  that 
the  smelting  will  be  slow  and  the  capacity  of  the  furnace  small, 
and  usually  the  fuel  consumption  per  unit  weight  of  charge 
smelted  will  be  large.  In  order  to  get  a  large  capacity  for  any 
given  furnace  per  clay  it  is  necessary  that  the  various  parts  of 
the  furnace  be  so  designed  that  the  critical  temperature?  i.e. 
that  at  which  the  slag  forms,  plus  200  to  300°  C.  in  addition  as 
a  margin  be  readily  reached  in  a  comparatively  short  time. 
This  is  done  by  employing  a  large  fire  place  and  a  sharp  draft 
so  as  to  rapidly  burn  a  comparatively  large  amount  of  coal  per 
unit  of  time.  The  draft  is  obtained  by  the  proper  design  of 
chimney  and  of  the  grate  and  flue  areas. 

(?>)  In  order  to  make  the  whole  hearth  area  of  the  furnace  effec- 
tive for  smelting,  the  temperature  at  the  flue  end  must  be  nearly 

*  E.  D.  Peters,  Metallurgie,  II,  9  (1905). 

2  J.  E.  Johnson,  T.  A.  I.  M.  E.,  XXXVI,  472    (1906),    H.  M.  Howe, 
T.  A.  I.  M.  E.,  XXXVII,  217  (1907). 
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equal  to  the  working  temperature,  and  not  much  less  than  that  at 
the  fire-bridge  end.  This  again  implies  the  rapid  combustion  of 
large  amounts  of  fuel.  This  high  temperature  at  the  flue  end 
also  necessitates  the  discharge  of  the  products  of  combustion  at  a 
high  temperature,  which  implies  a  great  waste  of  heat  unless  the 
heat  thus  ordinarily  lost  can  be  utilized.  In  practice  the  waste 
gases  are  led  through  water-tube  boilers,  and  the  heat  in  part 
used  for  raising  steam,  or  the  regenerative  system  is  employed  (as 
in  the  metallurgy  of  steel)  in  which  the  waste  heat  of  the  products 
of  combustion  is  used  to  preheat  the  air  for  combustion  of  the 
fuel,  thus  decreasing  the  amount  of  fuel  used.  Regenerative 
furnaces  are  described  elsewhere  in  this  chapter.  In  rever- 
beratory  furnaces  for  roasting  ores,  it  is  desirable  that  the 
temperature  at  the  flue  end  of  the  furnace,  where  the  ore  is  fed, 
be  comparatively  low,  and  that.it  gradually  rise  to  its  highest 
at  the  fire-box  end  of  the  furnace  where  the  roasted  ore  is  dis- 
charged. In  this  instance  the  products  of  combustion  are  at  a 
temperature  not  much  higher  than  is  necessary  to  create  the 
proper  draft  in  the  chimney. 

(c)  The  main,  source  of  loss  of  heat  in  reverberatory  furnaces 
is  that  by  radiation  and  conduction  through  the  walls,  roof,  and 
hearth  of  furnaces.     The  walls  and  roof  should  bo  built  as  thick 
as  possible  and  still  have  enough  radiation  to  prevent  their 
burning  out.     High  grade  of  refractory  material  should  be  used. 
Formerly  the    hearth    of    the  furnace  was  built   over   cooling 
vaults  to  induce  radiation  and  thus  prevent  the  deepening  of 
the  hearth  by  corrosion,  but  modern  furnaces  are  built  with  the 
hearth  directly  on  solid  slag  blocks,  or  blocks  of  other  suitable 
material,  to  prevent  radiation  and  loss  of  heat,  while  the  deepen- 
ing of  the  hearth  is  avoided  by  keeping  a  bed  of  matte  or  metal 
on  it,  thus  preventing  the  access  of  air.     The  deepening  of  the 
hearth  is  usually  caused  by  a  too  complete  draining  of  the  fur- 
nace contents  which  permit  the  formation  of  metallic  oxides  on 
the  hearth  by  the  access  of  air,  thus  causing  a  rapid  corrosion 
of  the  siliceous  lining  of  the  hearth. 

(d)  In  the  operation  of  reverberatory  furnaces,  loss  of  heat 
through  open  doors,  unnecessary  admission  of  air,  and  frequent 
stirring  of  the  furnace  charge  should  be  avoided,  as  all  these  fac- 
tors lower  the  furnace  capacity.     Older  reverberatory  smelting 
furnaces  for  copper  ores  were  essentially  non-continuous  in  their 
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a>  150.  —  lleverberatory  furnace  for  refining  coppe"r-lead  matte,  plan. 
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action.  The  ore  charge  was  introduced  into  the  furnace,  then 
the  fire  urged  until  the  charge  began  to  smelt,  the  charge  mean- 
while being  uniformly  distributed  over  the  hearth  by  long  tools 
or  rabbles  worked  through  the  furnace  doors,  and  as  the  charge 
became  molten,  those  parts  which  adhered  to  the  hearth  had  to 
be  loosened.  When  the  charge  was  finally  completely  molten 
and  the  matte  had  settled,  the  slag  was  drawn  off  through  the 
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Fia.  152.  — -  Ileverbcratory  furnace  for  refining  copper-lead  matte, 
cross-section. 

dag  door  and  the  last  of  it  skimmed  from  the  matte.  As  the  last 
step,  the  matte  was  tapped  from  the  furnace,  which  was  practi- 
cally emptied.  A  new  charge  was  then  introduced  and  the  opera- 
tion repeated.  The  complete  discharge  of  the  furnace  and  the 
frequent  opening  of  the  doors  caused  excessive  cooling  from 
which  the  furnace  recovered  but  slowly.  The  smelting  was 
therefore  slow  and  the  capacities  were  small.  In  the  large 
modern  furnaces  a  heavy  bed  of  matte  and  some  slag  is  always 
kept  in  the  furnace  and  ore  charged  at  regular  intervals,  in  com- 
paratively small  amounts,  while  slag  and  matte  are  also  with- 
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drawn  at  regular  intervals,  but  no  attempt  is  made  to  drain 
the  furnace.  This  method  avoids  the  difficulty  due  to  unsmclted 
portions  of  the  charge  sticking  to  the  hearth,  and  the  frequent 
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FIG.  153.  —  Longitudinal  section  of  a  puddling  furnace. 

opening  of  doors  with  the  accompanying  loss  of  heat,  and  makes 
the  operation  of  the  furnace  practically  a  continuous  one. 

(e)  In  the  furnace,  at  the  level  of  the  liquid  charge  and  at 
the  junction  of  the  hearth  lining  with  the  walls  of  the  furnace, 


FIG.  154.  —  General  view  of  an  English  cupeling  furnace. 

considerable  corrosion  of  the  lining  sometimes  takes  place. 
From  time  to  time,  in  some  furnaces  almost  after  every  charge, 
repairs  must  be  made  at  these  points.  This  is  done  by  tamping 
a  mixture  of  three  parts  furnace  sand  and  one  part  fire  (day  into 


FURNACES 


469 


place  and  patching  worn  spots.  This  operation  is  known  as 
fettling.1  It  involves  very  hard  and  arduous  labor  and  is  to  be 
avoided  as  much  as  possible.  In  the  large  modern  reverbera- 
tories  which  are  operated  as  described,  the  amount  of  this  repair 
work  is  much  decreased.  In  the  larger  furnaces  ample  provision 
is  made  for  expansion  in  roof  and  walls  by  building  these  in 
distinct  sections,  leaving  spaces  2  to  3  inches  wide  between 
them.  When  the  furnace  heats  up  the  sections  join  and  the 
spaces  disappear.2 

Table    LXXXVII    gives    data    on    various    reverberatory 
furnaces. 

TABLE  LXXXVII.     DATA  ON  REVERBEKATORY  FURNACES 
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Figs.  150,  151,  and  152  show  a  plan  section,  longitudinal  sec- 
tion, and  cross-section  of  a  reverberatory  furnace  for  refining 
copper-lead  mattes  to  blister  copper.  The  door  at  the  flue  end 
is  for  skimming  out  the  lead-iron  slag.  The  door  at  the  side  of 
the  furnace  is  for  tapping  out  the  copper,  and  its  lower  part  or 
"breast"  is  made  of  crushed  limestone,  which  is  cut  down  as 

i  H.  M.  Howe,  Copper  Smelting,  Bui.  26,  46,  II.  S.  G.  S.  (1885). 
«-C.  Offerhaus,  E.  and  M.  Jour.,  LXXXV,  1189,  1234  (1908). 
3  H  0  Hofman,  T.  A.  I.  M.  E.,  XXXIV,  292  (1904). 


470 


GENERAL  METALLURGY 


the  level  of  the  copper  in  the  furnace  decreases  from  successive 
tappings.  The  bottom  of  the  furnace  is  made  of  a  layer  of  fire 
brick  on  which  is  a  layer  of  magnesite  brick.  The  furnace  is 
distinctively  an  oxidizing  furnace  as  the  air  pipes  will  indicate. 
In  modern  practice  the  production  of  copper  from  lead-copper 
mattes  is  accomplished  in  basic  lined  converters  to  a  large 
extent. 


FIG,  155.  —  Plan  section  of  a  cupeling  furnace. 

Fig.  153  shows  the  longitudinal  section  of  a  puddlimj  furnace 
for  the  making  of  wrought  iron  from  pig  iron.  The  pig  iron  und 
scrap  iron  is  melted  down  in  the  furnace,  and  the  impurities  — 
C,  Si,  Mn,  etc.  —  are  oxidized  and  in  part  slagged  with  some  of 
the  iron.  As  the  impurities  are  driven  off  the  mass  lxicomes 
pasty  and  is  worked  with  furnace  tools  into  Uoomx  or  balls, 
which  operation  is  known  as  puddling.  The  balls  arc  removed 
from  the  furnace  and  hammered  to  expel  the  slag  and  then  rolled 
into  shapes. 
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Fig.  154  shows  a  general  view  of  an  English  cupeling  furnace, 
and  Figs.  155  and  155a,  a  plan  section  and  an  elevation  of  the 
same,  respectively.  The  furnace  is  used  for  the  cupellation  of 
gold  or  silver  lead  bullion,  obtained  from  the  desilverization  of 


FIG.  155a.  —  Elevation  of  a  cupeling  furnace. 

loud  bullion  by  the  Parkes  or  the  Pattinson  process  or  in  any 
other  manner.  The  furnace  consists  of  a  fire  place  B,  the  cupel 
or  test  A,  and  the  flue  and  chimney  F  and  C.  The  cupel  or 


Fia.  156.  —  Hand  roasting  reverberatory  furnace. 

tost  is  made  of  boneash,  magnesia,  limestone  and  cement,  or 
other  mixtures,  is  oval  in  shape,  about  5X4  ft.,  and  rests  on  a 
plate  which  is  supported  by  the  hangers  q  and  may  be  readily 
removed  by  means  of  the  car  X.  The  test  proper,  or  the 
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material  of  which  it  is  constructed,  is  surrounded  except  at  the 
litharge  tap  by  an  annular  or  elliptical  hollow  iron  ring  or 
watiT  jacket  e.  The  space  in  the  water  jacket  occurs  at  the 
door  W,  where  the  litharge  is  drawn  off  into  the  pot  Y  through 
a  gate  cut  into  the  test  material.  Forced  draft  may  be  applied 
to  the  fire  through  the  blast  pipe  0}  and  air  blown  on  the 
molten  lead  by  means  of  the  pipe  0'  to  hasten  the  formation  of 


KKI.  158,  —  Multiple-hearth  MacDougal  roasting  furnace. 

litharge.  The  lead  bullion  is  charged  into  the  test  and  melted 
down.  The  litharge  in  skimmed  through  the  door  W.  The  fire 
awl  iwh'pit  doom  are  shown  in  6  and  c  respectively. 

Fig,  156  nhows  a  roverberatory  roasting  furnace  in  which 
the  ore  in  charged  through  a  hopper  in  the  roof  of  the  furnace 
near  the  flue  F  and  gradually  worked  forward  by  hand  by  means 
of  rabbit*  operated  through  the  doors  D,  toward  a  discharge 
riit  in  the  hearth  of  the  furnace  near  the  fire  bridge.  The  fire 
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place  of  the  furnace  is  shown  at  B.  This  type  of  furnace  was 
formerly  much  used  and  is  still  used  to  some  extent  in  the  roast- 
ing of  lead  ores,  and  also  for  the  roasting  of  copper  and  gold 
ores.  It  is  the  ancestor  of  practically  all  mechanically  operated 
roasting  furnaces,  but  has  practically  been  displaced  by  these. 

Fig.  157  shows  the  elevation  and  cross-section  of  the  Bruckner 
roasting  furnace.  It  consists  of  the  cylindrical  iron  shell  Q 
lined  with  fire  brick,  which  revolves  slowly  on  tires  bearing  on 
the  rollers  o.  The  motive  power  is  furnished  by  a  shaft  driven 
by  the  gearing  g.  The  furnace  revolves  between  the  fire  box  K, 
in  which  the  fuel  is  burnt  on  the  grate  F,  and  the  dust  chamber 
D.  The  flame  and  products  of  combustion  pass  through  the 
opening  A  into  the  cylinder,  and  out  at  the  flue  C,  through  the 
dust  chamber  D,  to  the  chimney.  The  ore  charge  to  be  roasted 
is  fed  into  the  furnace  from  the  hopper  H,  through  the  doors  B  B. 
As  the  furnace  revolves  the  ore  is  carried  up  on  the  walls  of  the 
cylinder  and  then  falls  through  the  flame,  thus  giving  a  very 
thorough  exposure  to  the  heat.  When  the  furnace  is  ready  to 
discharge,  a  car  is  run  under  it  in  the  space  L,  the  doors  opened 
and  the  furnace  revolved  until  empty.  It  is  then  recharged 
and  the  operation  repeated.  The  furnace,  like  the  hand  roast- 
ing reverberatory,  is  non- continuous  in  its  action,  and  for  this 
reason  has  largely  been  replaced  by  the  later  type  of  automatic 
continuous  furnaces.  It  is,  however,  still  in  use,  and  since  the 
roast  can  be  carried  on  for  any  desired  time,  insuring  its  com- 
pletion before  discharge  from  the  furnace,  it  possesses  certain 
advantages  where  it  is  essential  that  sulphur  be  completely 
removed  from  the  ore. 

Fig.  158  shows  a  multiple-hearth,  automatic  continuous 
roasting  furnace  of  the  McDougal  type,  employed  very  widely 
for  roasting  copper  sulphide  ores  and  concentrates  sufficiently 
high  in  sulphur  contents  to  be  self-roasting  (above  25  per 
cent.).  The  crushed  ore  (4  to  10  mesh)  is  fed  into  the  hopper 
at  the  top  of  the  furnace,  from  which  it  passes  to  the  upper  or 
first  hearth  by  a  roller  feed,  at  a  definite  rate.  A  central  water- 
cooled  column,  driven  by  gearing  from  below,  has  attached  to 
it  in  each  hearth  a  double  water-cooled  arm,  to  which  are 
fastened  the  rabbles  or  plows.  The  ore  is  fed  to  the  top 
hearth  at  its  periphery,  the  plows  on  the  rabble  arm  in  this 
hearth  being  so  inclined  that  it  forwards  the  ore  to  the  center 
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of  the  hearth,  at  which  point  it  drops  through  an  annular 
opening  to  the  hearth  below.  The  rabbles  on  this  hearth  are 
set  in  an  opposite  direction  to  those  above,  so  that  the  ore 
is  forwarded  from  the  center  to  the  periphery,  and  then  dis- 
charged through  an  annular  slot  to  the  hearth  next  below. 


eoor- 
FIG.  159.  —  Cross-section  of  a  roasting  furnace  nouse. 

In  this  manner  the  ore  is  forwarded  successively  through  all  six 
hearths  and  discharged  from  the  last  one  into  cars,  and  conveyed 
while  still  hot  to  reverberatory  furnaces  for  smelting.  The  fur- 
nace is  provided  with  a  fire  place  on  one  side  which  opens  into 
the  lower  hearth  and  which  is  used  to  start  the  roasting  when 
the  furnace  is  put  into  commission,  or  may  be  used  constantly 
when  the  sulphur  in  the  ore  is  not  high  enough  to  make  the  ore 
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self- roasting.     The  roasted  ore  or  calcines  as  discharged  usually 
contain.  7  to  8  per  cent,  sulphur. 

Fig.   159  shows  a  cross-section   of   a   roaster  house  which 
requires  no  further  explanation. 

Fig.  UK)  shows  the  Allen-O'Harra1  roasting  furnace.  This  is 
:i  double-hearth,  straight  line  mechanical  furnace,  in  which  the 
ore  is  fed  automatically  from  the  hopper  A  on  to  the  upper 
hoar th  B  and  is  moved  forward  on  the  hearth  by  the  plows 
until  it  drops  through  the  slot  C  to  the  lower  hearth  D.  It 
thence  traverses  the  lower  hearth  until  it  reaches  the  discharge 
E.  The  chain  is  driven  by  the  sprocket  wheel  F,  on  the  shaft 
(},  and  is  kept  taut  by  the  wheel  H  in  the  sliding  frame  I, 
which  is  provided  with  a  weight  J.  Six  sets  of  plows,  K,  are 
attached  at  equal  intervals  to  the  chain.  They  are  carried  on 
wheels  running  on  the  track  L.  The  chain  is  also  supported 
by  simple  trucks  M,  midway  between  the  plow  carriages.  It 
will  be  noted  that  the  vanes  on  the  separate  halves  of  the  same 
plow  turn  furrows  in  opposite  directions;  also  that  the  same 
plow  on  the  upper  floor  turns  furrows  in  a  direction  opposite  to 
its  furrows  on  the  lower  floor,  and  that  each  plow  turns  furrows 
in  a  direction  contrary  to  those  made  by  the  plow  preceding 
it,  The  hearths  are  closed  at  each  end  by  horizontal  turnstile 
doors  N,  actuated  by  the  moving  carriages.  The  cooling  space 
O  for  chain  and  plows  is- 23  ft.  in  length.  The  grid  P  at  the 
driving  end  of  the  furnace  is  intended  for  convenience  in  repair- 
ing chains  and  plows.  There  are  five  pairs  of  fire  boxes,  three 
for  the  lower  hearth  and  two  for  the  upper,  though  only  one  or 
two  pairs  are  commonly  used. 

Fig.  101  shows  a  general  view  of  the  Edwards  duplex  roast- 
ing furnace,  and  Fig.  162  a  cross-section  of  an  Edwards  tilting 
furnace.  The  latter  illustrates  the  operation  of  the  rabble, 
which  is  the  same  for  all  Edwards  furnaces. 

Tho  furnace  is  a  rectangular  reverberatory,  the  hearth  dimen- 
sions being  111  by  13  ft.,  giving  an  area  of  1443  square  feet.  The 
slope  of  the  hearth  is  one-half  inch  for  one  foot  of  length. 
Tho  whole  structure  is  well  braced  with  buckstays  and  tie-rods. 
Tho  stool  structure  supporting  the  rabbling  mechanism  is  built 
on  ton  of  the  furnace.  It  consists  of  angle-iron  brackets  and 
longitudinal  angle  irons  extending  the  length  of  the  furnace  and 
iE.  D.  Peters,  Modern  Copper  Smelting,  202  (1895). 
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fastened  to  anchor  bolts  built  into  the  side  walls.  Two  line 
shafts  run  the  length  of  the  furnace  and  are  supported  in  bearings 
on  top  of  the  brackets.  These  shafts  are  provided  with  spur 
wheels  near  the  middle  of  the  furnace  and  are  driven  with  a 
center  drive.  From  the  line  shafts  are  driven  44  rabbles  by 
means  of  bovol  crown  and  pinion  wheels;  the  rabbles  enter  the 
roaster  through  cast-iron  boxes  built  in  the  roof  of  the  furnace. 
Kach  rabble  is  independent  of  the  other,  and  they  revolve  in 
opposite  directions,  the  rabbles  describing  a  circle.  During  a 


^,(!t  w2.  —  Cross-section  Edwards  tilting  furnace. 

revolution  each  rabble  Insects  the  circle  of  the  adjacent  rabble. 
They  make  three  revolutions  per  minute. 

The  44-  rabbles  are  placed  in  two  rows  of  22  each  along  the 
lrno-th  of  the  furnace,  the  bottom  of  the  rabbles  nearly  touching 
thrVirth  Each  rabble  has  a  circular  path,  the  circumference 
of  which  almost  touches  the  brick  work  on  either  side,  and  as  the 
distance  between  the  rabbles  is  only  little  greater  than  the 
nwlius  of  the  circle  described,  each  rabble  works  ore  almost  up 
to  tho  hc,i  of  its  neighbor,  consequently  the  amount  of  hearth 
.«vi  unworked  by  the  rabbles  is  very  small;  and  as  each  rabble 
in  the  o^osite  direction  to  the  one  next  rt-they  are 
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alternately  right-  and  left-hand  rabbles  —  the  ore  is  not  passed 
along  too  rapidly  from  one  end  of  the  furnace  to  the  other,  but 
gets  a  thorough  stirring  and  exposure  to  the  air  as  it  proceeds 
on  its  course.  To  protect  the  rabbles  in  the  hotter  part  of  the 
furnace  from  the  destructive  action  of  the  high  temperature,  in 
some  furnaces  water  is  circulated  through  the  last  three  to  keep 
them  cool.  There  are  two  different  kinds  of  rabbles  used :  One 
is  solid  and  flat-footed,  the  front  edge  of  which  is  beveled;  the 
other  is  hollow  and  on  the  arm  of  it  cast-iron  shoes  are  fitted. 
The  latter  type  rabble  is  the  one  used  at  the  fire  end  of  the  fur- 
nace. The  cast-iron  shoes  can  be  slid  on  or  off  the  rabble  arm 
without  lowering  the  heat  of  the  furnace  or  removing  the  rabble 
from  it.  When  roasting  concentrates,  or  ores  high  in  sulphur, 
the  first  15  rabbles,  counting  from  the  feed  end,  are  generally 
of  the  solid,  flat-footed  type;  these  pass  through  the  ore  close 
to  the  hearth  and  effectively  stir  and  expose  the  particles  of  ore 
so  long  as  they  carry  a  fair  percentage  of  sulphur.  The  last 
seven  rabbles  are  provided  with  cast-iron  shoes,  as  by  the  time 
the  ore  reaches  this  part  of  the  furnace  it  has  lost  most  of  its 
sulphur  and  is  less  lively.  These  shoes  pass  through  and  under 
the  ore.  They  make  a  more  effective  stirrer  when  the  ore  lies 
dead,  and  leave  a  corrugated  surface  behind,  thus  exposing  a 
greater  area  for  oxidation  than  if  the  surface  were  level.  When 
roasting  ores  that  do  not  contain  much  sulphur,  shoes  are  used 
on  all  the  rabbles,  though,  of  course,  water  need  only  be  cir- 
culated through  those  subjected  to  the  greatest  heat.  The 
wear  and  tear  of  the  whole  furnace  is  small  and  is  confined  almost 
exclusively  to  those  rabbles  nearest  the  fire.  When  they  have 
to  be  removed,  the  cost  is  small  and  they  can  readily  be  renewed 
by  unskilled  labor  in  a  few  minutes.  The  power  required  to 
work  the  furnace  is  8  horse-power.  The  ordinary  flat-footed 
rabble  arm  is  fastened  to  the  spindle  by  placing  the  end  in  a 
socket  and  passing  a  pin  through  both.  The  water-cooled 
rabbles  have  a  3|  in.  cast-iron  hollow  spindle  with  a  flange  at 
the  bottom,  which  is  bolted  on  to  a  corresponding  flange  on  the 
upper  part  of  the  arm. 

The  ore  is  conveyed  by  an  automatic  feeder  from  the  hopper 
to  the  hearth  at  the  upper  end  of  the  furnace;  after  traveling  to 
the  lower  end,  near  the  fire,  the  ore  is  discharged  down  a  pipe, 
situated  near  one  of  the  sides;  the  bottom  of  this  pipe  passes 
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through  and  works  in  a  case  leading  to  a  conveyor,  which  effect- 
ively prevents  any  escape  of  dust.  This  conveyor  pushes  the 
ore  into  a  pit.  During  the  roasting  air  is  admitted  through  end 
holes,  situated  above  the  fire  bars. 

In  the  furnaces  for  roasting  telluride  gold  ores  at  Colorado 
City,  Colorado,  three  fire  boxes  are  attached  to  the  furnace, 
one  at  the  fire  end  and  one  on  each  side  of  the  furnace,  to  insure 
the  necessary  temperatures  for  roasting.  A  series  of  portholes 
runs  the  whole  length  of  the  furnace  on  both  sides  These  ports 
are  provided  with  doors  to  admit  air  to  any  part  of  the  furnace 
when  necessary.  The  rabbles  are  all  water-cooled,  to  protect 
them  against  the  high  temperature  The  furnace  is  equipped 
with  automatic  ore  feeders  and  automatic  discharge. 

This  furnace  roasts  about  100  tons  of  sulpho-telluride  ore  in 
24  hours.  The  ore  is  crushed  to  6  mesh,  which  produces  a 
product  of  the  following  screen  analysis: 
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The  ore  is  fed  by  an  automatic  feeder,  delivered  through  a 
hopper  with  a  pipe,  and  allowed  to  fall  on  top  of  the  arch  of  the 
furnace  in  the  center,  close  to  the  first  four  rabble  spindles.  To 
each  of  these  rabble  spindles  is  attached  an  involute  curve  made 
of  3  X  |  in.  flat  iron  and  bolted  firmly  to  the  rabble.  As  these- 
curves  revolve  they  each  take  their  portion  of  the  coned  ore  and 
deliver  it  into  the  hearth  of  the  furnace  around  each  spindle, 
thus  feeding  the  ore  at  four  different  points  and  giving  an  even 
distribution  of  the  ore  on  the  hearth  from  the  start. 

The  ore  to  be  roasted  contains  2  per  cent,  sulphur.  To 
handle  the  100  tons  in  24  hours,  the  furnace  had  a  capacity 
of  138.60  pounds  of  ore  per  square  foot  of  hearth  area  per  24 
hours.  The  coal  used  is  Colorado  lignite,  which  is  burnt  in  gas- 
producing  fire  boxes.  The  combustion  is  perfect  if  the  boxes 
get  proper  attention,  and  cheap  lignite  under  these  conditions 
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3  preferable  to  more  expensive  bituminous  coal  burnt  in  open 
;rates,  though  25  to  30  per  cent,  more  coal  is  used  Test  runs 
aade  on  lignite  coal,  roasting  110.88  tons  of  ore  in  24  hours, 
howed  a  consumption  of  15.6  tons  of  fuel,  or  300  pounds  of  coal 
er  ton  of  ore. 

Particular  attention  is  paid  to  the  nature  of  the  discharged 
Dasted  ore.  It  should  be  of  a  good  red  color,  the  iron  existing  in 
be  form  of  ferric  oxide  (Fe203)  and  little  magnetic  oxide  should 
e  found.  The  roasted  ore,  when  the  capacity  of  the  furnace  is 


Hearth  of  Furnace 
Combustion  takes  place  as  follows: 
ducer  Secondary 


[G.  163.  —  Diagrammatic  sketch  of  a   regenerative  rovorbcratory  furnace 

system. 

DO  tons  per  24  hours,  contains  on  an  average  about  0.03  per  cent, 
ilphur. 

The  furnace  requires  one  man  per  8-hour  shift,  his  duty  being 
>  feed  coal  to  the  fire  boxes,  and  pay  attention  to  the  tempera- 
ire  and  mechanism  of  the  roaster. 

b.  Regenerative  Reverb eratory  Furnaces.  —  Furnaces  of  this 
rpe  are  usually  gas  fired  and  designed  with  regenerative  charn- 
3rs  to  recover  the  heat  in  the  waste  products  of  combustion 
id  transfer  the  same  to  the  air  and  gas  to  be  burnt  in  the  fur- 
ice,  thus  preheating  them.  The  effect  of  preheating  air  and 
is  has  been  dealt  with  in  Chapter  XII,  p.  413.  As  the  ultimate 
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requirement  of  the  combustion  of  fuel  is  the  attainment  of  a 
certain  working  temperature  in  the  furnace,  dependent  upon  the 
specific  work  to  be  performed,  it  is  evident  that  the  less  fuel  is 
required  to  furnish  the  heat  units  necessary  to  attain  this  tem- 
perature, the  more  economical  will  be  the  operation.  In  the 
regenerative  furnace  the  object  is  to  transfer  the  calories  of  heat 
(all  except  those  required  to  obtain  chimney  draft)  in  the 
products  of  combustion  to  the  air  and  gas  to  be  burnt,  in  this 
manner  directly  cutting  down,  the  amount  of  fuel  used,  in  pro- 
portion to  the  heat  furnished  by  the  products  of  combustion. 
The  practical  application  of  this  principle  is  due  to  Sir  William 
Siemens,  who  applied  it  first  to  steel  furnaces.  Furnaces  of  the 
regenerative  type  are  usually  complex  and  costly  to  construct, 
and  are  employed  only  when  the  products  of  combustion  have 
a  high  temperature,  viz.,  above  about  1200°  C.,  since  otherwise 
the  heat  recovered  does  not  warrant  costly  installation.  The 
regenerative  principle  may  be  applied  to  almost  any  rever- 
beratory  furnace  either  direct  fired  or  gas  fired,  but  is  best 
adapted  to  gas-fired  furnaces.  Very  high  temperatures  can  be 
attained  by  the  use  of  the  regenerative  principle,  far  in  excess 
of  those  obtained  by  direct  firing. 

Fig.  163  is  a  diagrammatic  sketch  of  a  regenerative  rever- 
beratory  furnace  system.  Gas  is  made  in  the  producer  D,  2f 
volumes  of  primary  air  uniting  with  1  part  carbon  to  produce 
3  volumes  of  producer  gas.  This  passes  through  the  gas  regen- 
erator A,  which  is  a  brick  structure  enclosed  in  iron  plates  to 
make  it  tight  and  filled  with  special  shaped  fire  brick,  set  checker 
fashion,  so  that  the  gas  passing  between  the  interstices  of  the 
many  hot  brick  (about  1100  to  1200°  C.  at  the  beginning  of 
the  reversal)  absorbs  the  stored  heat  and  becomes  highly  pre- 
heated. The  secondary  air,  2J  volumes,  in  the  same  manner 
passes  through  the  air  regenerative  chamber  B,  becoming  pre- 
heated. The  gas  and  the  air  are  conducted  by  canals  to  the 
hearth  of  the  furnace,  which  they  enter  through  separate  ports, 
the  gas  port  being  situated  below  the  air  port.  At  the  ports 
they  burn  and  the  flame  sweeps  across  the  hearth,  the  products 
of  combustion,  5  volumes  (one  of  C02  and  four  of  N2),  passing  out 
through  ports  similar  to  the  first  ones,  through  the  second  set 
of  regenerative  chambers,  A',  B',  to  which  they  give  up  their 
heat,  and  thence  through  flues  and  the  reversing  valve  E  to  the 
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chimney  F.  When  the  regenerative  chambers  A  and  B  have 
become  cooled  by  the  passage  of  cold  air  and  gas,  and  A'  and  B' 
become  highly  heated  by  the  passage  of  the  products  of  combus- 
tion, the  valve  E  is  reversed,  and  the  gas  and  air  now  pass 
through  the  chambers  Bf  and  A',  becoming  preheated,  while 
the  products  of  combustion  pass  through  the  cooled  chambers 
B  and  A,  giving  up  their  heat  to  them.  In  steel  practice  the 
reversal  of  the  regenerators  takes  place  about  every  15  to  20 
minutes.  It  can  be  shown  that  the  more  frequent  the  reversal, 
the  higher  will  be  the  temperature  attained  in  the  hearth. 


FIG.  164.  —  Plan  view  of  regenerators,  flues,  and  reversing  valves. 

Fig.  164  l  shows  a  plan  view  of  the  regenerators,  flues,  and 
reversing  valves  and  sectional  elevation  of  the  hearth,  air,  and 
gas  ports  of  an  open-hearth  steel  furnace.  Figs.  165  and  166 
show  the  front  elevation  and  section  and  the  end  elevation  and 
section  respectively  of  a  tilting  open-hearth  furnace,2  with  a 
capacity  of  20  tons  of  steel  per  heat.  This  particular  furnace  is 
fired  by  natural  gas  and  has  air  regenerators  only,  the  gas  not 
being  preheated.  The  regenerative  chamber  is  shown  in  B, 
the  hearth  at  H,  the  air  port  at  C,  and  the  gas  port  at  D.  The 
furnace  is  charged  mechanically  by  the  hydraulically  operated 
ram  K  which  pushes  the  iron  and  steel  scrap,  which  makes  up 

1  By  permission  of  H.  M.  Howe,  from  "Iron,  Steel  and  other  Alloys." 

2  Made  by  the  Wellman,  Seaver,  Morgan  Eng.  Co.,  Cleveland,  Ohio. 
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part  of  the  charge,  into  the  furnace  from  the  car  0.  For  pouring 
the  finished  charge  into  the  great  ladle  in  the  pit  in  front  of  the 
furnace,  the  hearth  is  tilted  by  the  hydraulic  cylinder  and 
piston  E.  * 

Furnaces  in  which  the  heat  in  the  products  of  combustion 
is  utilized  for  preheating  the  fuel  or  air  necessary  for  combustion, 
are  known  by  the  general  term  of  regenerative  furnaces.  These 


FIG.  166.  —  End  elevation  and  section  of  tilting  opon-hearth  furnace. 

are,  however,  divided  into  two  types:  (1)  Regenerative  furnaces 
proper,  in  which  the  products  of  combustion  are  passed  inter- 
mittently through  one  set  of  two  double  chambers  filled  with 
brick  work  which  absorbs  the  heat,  while  the  other  chamber 
previously  preheated  in  this  manner  has  the  air  and  gas  passed 
through  it,  thus  preheating  the  same  preliminary  to  burning 
them  on  the  hearth.  The  function  of  the  chambers  is  frequently 
reversed.  (2)  Recuperative  furnaces,  in  which  the  products  of 
combustion  are  passed  through  a  chamber  filled  with  iron  pipes 
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or  tubes  made  of  refractory  material,  through  which  the  air 
for  combustion  is  constantly  passing.  In  this  manner  the 
heat  of  the  products  of  combustion  is  conveyed  directly  to  the 


H4 


— f-/-H 


FIG.  167.  •—  Recuperative  furnace  for  the  distillation  of  zinc,  end  section. 


air  through  the  tubes  employed.  Iron,  of  course,  is  used  only 
for  low  temperatures.  The  recuperative  system  is  continuous 
in  its  action  and  can  readily  be  applied  when  low  temperatures 
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only  are  involved,  but  presents  difficulties  for  high-temperature 
furnaces.  A  recuperative  furnace  is  shown  in  Figs.  167  and  168. 
The  hot  blast  stove,  Fig.  184,  for  preheating  the  air  blast  for  the 
iron  furnace,  is  a  regenerative  apparatus,  and  the  U-pipe  stove, 
Fig.  185,  sometimes  used  for  preheating  air  for  the  copper  blast 
furnace,  is  a  recuperative  apparatus. 

III.   Furnaces  in  which  the  charge  to  be  heated  is  in  a  apace 


FIG.  168.  —  Recuperative  furnace  for  the  distillation  of  zinc,  longitudinal 

section. 

insulated  from  contact  with  the  fuel  or  the  products  of  combus- 
tion. 

a.  Retort  Furnaces.  —  Furnaces  of  this  type  are  widely  used 
in  the  metallurgy  of  zinc,  for  the  distillation  of  mercury  from 
gold  and  silver  amalgam,  and  in  the  metallurgy  of  arsenic,  etc. 
Figs.  167  and  168  show  the  Convers  and  DeSaulles  *  distillation 
furnace  of  the  recuperative  type  for  zinc  ore.  The  gas  from  the 
producers  enters  the  canal  H,  passes  to  the  uptake  /  into  the 
canals  J  J,  from  which  it  is  discharged  into  the  combustion 
1  W.  R.  IngaUs,  The  Metallurgy  of  Zinc  and  Cadmium  (1903). 
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chamber  through  the  ports  d.  The  air  enters  through  the  canal 
E,  passing  into  the  flues  D  D,  and  thence  rising  through  the 
spaces  between  the  flues  in  the  recuperative  chamber  FF  into  the 
canals  G  G,  whence  it  is  distributed  into  the  combustion  chamber 


Prolong 


FIG.  169.  —  Zinc  distillation  retort  with  condenser  and  prolong. 

X  by  means  of  the  ports  c}  which  alternate  with  the  gas  ports  d. 
The  products  of  combustion  pass  downward  through  the  opening 
A  into  the  canal  K ,  whence,  by  means  of  the  downtake  I/7  they 
are  divided  to  the  right  and  left,  entering  the  horizontal  flues 
of  the  recuperative  chambers  F  F.  These  flues  are  divided  into 


FIG.  170.  —  Ketort  furnace  for  the  distillation  of  mercury  from  amalgam. 

two  series  so  that  the  products  of  combustion  are  caused  to  make 
a  return  pass  as  shown  in  Fig.  168,  finally  entering  the  flue  M 
from  which  they  are  led  to  the  chimney  The  distillation  retorts 
Rj  which  are  placed  as  shown  and  project  from  each  side  of  the 
furnace,  are  shown  in  detail  in  Fig.  169.  The  crushed  roasted 
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zinc  ore  is  mixed  with  the  proper  proportion  of  crushed  coal  and 
shoveled  into  the  retort,  and  the  condenser  and  prolong  attached. 
The  zinc  oxide  is  reduced  to  zinc  which  distils  as  vapor  and  is 
condensed  in  the  condenser,  while  some  zinc  sublimes  as  blue 
powder  or  zinc  dust  in  the  prolong.  Zinc  furnaces,  while  all  of 
the  retort  type,  may  be  of  many  different  designs  as  regards  the 
methods  of  heating  the  retorts  and  the  shape  of  those.1 


FIG.  171.  —  Crucibb  furnace  heated  by  gas. 

Fig.  170  shows  the  sectional  elevation  of  a  rotort  f urnaco  for 
the  distillation  of  mercury  from  gold  and  silver  amalgam.  The 
retort  A  is  supported  in  the  furnace  on  cast-iron  lugs.  It  has  a 
cover  in  front  which  is  machined  to  fit  tightly,  and  is  secured 
with  a  clamp  and  by  luting  with  clay.  The  amalgam  in  the  form 
of  balls  is  placed  in  a  cast-iron  tray,  which  is  painted  with  white- 
wash or  iron  oxide,  to  prevent  the  gold  from  sticking  to  it,  This 
tray  fits  into  the  retort.  The  furnace  is  fired  by  coal  from 
the  grate  g.  The  mercury  is  vaporized  and  distils  from  the 
1 W.  R.  Ingalls,  "The  Metallurgy  of  Zinc  and  Cadmium"  (1903). 
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«yt»ri  through  the  pipe  «,  which  is  jacketed  by  a  condenser  c, 
through  which  (.0hl  water  is  constantly  flowing  by  means  of 
th«'  pipes  t,  a.  The  condensed  mercury  is  collected  under  water 
m  the  receiver  R  For  distillation  the  furnace  is  heated  gradu- 
ally to  the  boiling  point  of  mercury,  357°  C.,  until  most  of  the 
mercury  has  passed  off,  then  the  fire  is  urged  until  the  retort 
and  Ks  contents  are  a  cherry  red  heat,  to  distil  off  the  rest  of 
Hie  mercury.  The  operation  takes  3  to  4  hours.  The  cover  of 


Kiii,   172.       Crucible  furnace  for  molting  gold  and  silver  bullion;  gas  fired. 

flu*  retort  is  then  removed  and  the  tray  taken  out.  The  gold 
mul  silver  is  in  the  form  of  xponyc,,  a  more  or  less  porous  mass  of 
a  silvery  or  gold  color,  hi  the  form  of  the  original  amalgam  balls. 
This  is  then  melted  in  crucibles  and  cast  into  molds.  The  tem- 
perature* should  not  ho  carried  to  such  a  point  as  to  melt  silver 
or  gold,  iM2  to  1003°  (>, 

It.  Muffle  Furnaces,  -  Those  are  furnaces  constructed  in 
Htieh  a  manner  that  the  products  of  combustion  from  the  fire 
PUH.S  round  and  about  a  receptacle  of  refractory  material,  or 
muffle,  iu  which  in  placed  the  material  to  be  heated.  In  this 
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manner  contact  between  the  products  of  combustion  and  the 
furnace  charge  is  avoided.  Muffle  roasting  furnaces  are  used  in 
roasting  zinc  blende  ores  and  pyrite  ores  when  it  is  desired  to 


Cast  Iron  Front 
with  2  Fire  Doors 
and  2  Ash-pit  Doors 


:FiG.  173.  —  35-ton  lead  dressing  kettle. 

recover  the  sulphurous  acid  gases  for  the  purpose  of  manufac- 
turing sulphuric  acid. 

c.    Crucible  Furnaces.  —  Fig.  171  shows  a  crucible  melting 
furnace  heated  by  gas  for  the  melting  of  metals.     The  metal  is 


I  .MouldC^  Floor  Section  at  E.E 


Sectionjat  A-B 

FIG.  174.  —  Lead  dressing  kettle,  vertical  section. 

put  in  graphite  crucibles  which  are  placed  in  the  furnace,  resting 
on  the  tile  P.  The  furnace  is  lined  with  the  cylindrical  tiling  N, 
on  which  fits  the  cover  E,  which  may  be  readily  raised  and  lowered 
by  the  lever  device  C  and  L.  Gas  enters  the  burner  B,  of  which 
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t  here  ure  two,  one  on  each  side  of  the  furnace,  through  the  pipe  g 
while  mr  enters  through  the  pipe  a.  Gas  and  air  are  regulated 
by  the  valves  (/  and  A.  The  ports  in  the  interior  of  the  furnace 
JUT  placed  tnuKontially  so  as  to  give  the  flame  a  circular  motion 
around  the  crucible.  The  products  of  combustion  pass  down 
around  the  crucible,  through  a  flue  in  the  base  of  the  fur- 
nace, and  out  through  //  to  the  chimney.  Fig.  172  shows 
crucible  furnaces  employed  for  melting  bullion.  Figs.  173  and 
17-i  show  drawings  of  a  35-ton  lead  dressing  kettle.  The  lead 


Fit i.  175,    -  (Jirod  Electric  Steel  Furnace.     General  view. 

is  melted  In  the  kettle  and  kept  at  a  low  heat.  Certain  impuri- 
ties, as  copper  Hulphiclo,  iron,  etc.,  rise  to  the  surface  in  the  form 
of  a  Hcuni  or  (Irons,  mixed  with  the  litharge  which  forms.  This 
droHH  is  skimmed  from  the  surface  of  the  lead  and  pressed  in 
Howard  hydraulics  presses,  suspended  over  the  kettles,  to  remove 
surplus  lead.  The  lead  is  then  siphoned  into  molds.  This  form 
of  kettle  is  used  alno  to  desilverize  lead  by  the  addition  of  zinc 
(liquation,  p.  241),  and  for  the  purpose  of  sampling  lead  bullion. 
IV.  Electric  Furnaces.  —  Electric  furnaces  are  now  being 
widely  used  in  the  production  of  aluminium,  iron  alloys  such  as 
nickel,  chromium,  manganese,  and  tungsten  steels,  deoxidizing 
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alloys  for  steel  making,  as  ferro-manganese,  ferro-silicon,  etc., 
and  for  other  special  purposes.  Electric  furnaces  may  be 
broadly  classified  into  (1)  those  in  which  the  electric  current  is 
used  for  the  generation  of  heat  only,  and  which  are  subdivided 
into  (a)  arc  furnaces,  (6)  resistance  furnaces,  and  (c)  induction 
furnaces,  or  a  combination  of  these;  and  (2)  those  in  which  the 
electric  current  is  used  for  the  purpose  of  electrolysis,  the  heat 
produced  being  of  secondary  consideration. 

As  an  example  of  class  (1),  Figs.  175,  176,  177,  and  178  show  a 
12.5  ton  Girod  1  electric  furnace  for  the  manufacture  of  steel 


FIG.  176.  —  Cross-section  view  of  electric  furnace,  Girod. 

from  molten  cast  iron,  or  iron  and  steel  scrap,  and  also  for  the 
manufacture  of  iron  alloys.  The  Girod  furnace  is  a  combination 
of  resistance  and  arc-heating  furnace.  Fig.  175  shows  a  general 
view  of  the  furnace.  In  Figs.  176,  177,  178,  representing  sec- 
tional elevations  and  a  sectional  plan,  E  are  4  carbon  electrodes 
12  in.  in  diameter;  C',  the  furnace  hearth  lined  with  dolomite; 
C,  the  furnace  cover  also  lined  with  dolomite;  S,  the  pouring 
spout  through  which  the  molten  steel  is  discharged  by  partially 
revolving  the  furnace  on  the  rollers  r  r.  W  represents  the  bath 
of  molten  steel;  V,  the  refining  slag.  The  current  passes  through 

1  W.  Borchers,  T.  A.  1.  M.  E.,  Bui.  37,  1,  Jan.,  1910. 
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the  cables  a  a  to  the  electrodes  E,  which  are  held  in  position  by 
the  arms  P,  by  means  of  which  they  may  also  be  fed  downward; 
thence  through  the  molten  slag  and  through  the  steel  bath  to  the 
sixteen  pure  iron  electrodes  K  K,  of  sufficient  cross-section  to 
prevent  undue  heating  by  resistance,  and  thence  out  by  the 
conductor  cables  a'  a1  to  the  generator.  The  electrodes  E  dip 
well  into  the  slag  but  not  into  the  steel  bath.  The  alternating 
electric  current  passing  from  the  carbon  electrodes  to  the  molten 
iron  through  the  slag  produces  an  arc,  which  has  a  great  heating 
effect.  The  current  passing  through  the  slag  bed  also  produces 


Fiu.  177.  —  Cross-section  view  of  electric  furnace,  Girod. 

a  heating  effect  by  resistance.  Heat  is  also  produced  by  the 
passage  of  the  current  through  the  molten  steel.  The  current  is 
uniformly  distributed  from  the  centrally  situated  carbon  elec- 
trodes thVough  the  whole  of  the  steel  bath  to  the  various  radially 
distributed  electrodes  in.  the  bottom  of  the  hearth.  The  heat 
thus  produced  raises  the  temperature  of  the  furnace  to  a  very 
high  point  and  keeps  the  steel  and  slag  bath  thoroughly  molten. 
The  conversion  of  electric  energy  into  heat  is  accompanied  by  a 
violent  mechanical  agitation  of  the  bath  which  serves  to  bring 
the  impurities  of  the  steel  bath  into  intimate  contact  with  the 
refining;  slag,  in  this  way  removing  them  by  oxidation. 
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The  current  required  for  the  furnace  is  from  1000  to  1200  kw. 
at  70  to  75  volts,  the  amount  of  electric  energy  required  to  make 
one  ton  of  steel  being  800  to  900  kw.  hours.  Carbon  electrodes 
are  consumed  at  the  rate  of  26  to  33  Ibs.  per  ton  of  steel.  The 
lining  of  the  hearth  and  cover  is  dolomite,  the  hearth  lining 
withstanding  80  to  150  heats  without  extensive  repair,  and  the 
cover  lining  20  to  25  heats. 

The  charge  of  the  furnace  consists  of  either  molten  pig  iron 
or  iron  scrap,  or  both.  When  it  is  molten,  3300  to  3500  Ibs.  of 
oxide  iron  ore,  and  600  to  700  Ibs.  of  lime,  are  added  to  form  the 
refining  slag,  the  iron  ore  oxidizing  the  impurities  in  the  charge, 


FIG.  178.  —  Sectional  plan  of  electric  furnace,  Girod. 

such  as  carbon,  silicon,  and  phosphorus,  the  latter  passing  to  the 
slag  as  lime  phosphate,  while  the  iron  in  the  ore  is  reduced  and 
enters  the  bath  of  steel.  After  four  or  five  hours  this  slag  is 
skimmed,  and  if  necessary  more  iron  ore  and  lime  added.  After 
the  removal  of  the  last  slag  some  lime  is  scattered  on  the  charge, 
and  then  skimmed  off,  and  the  steel  poured  into  molds.  The 
total  time  required  for  the  operation  is  eight  hours. 

An  electric  furnace  of  the  second  type,  such  as  is  used  for  the 
production  of  aluminium,  is  briefly  described  on  page  236. 

THE  PRODUCTION  AND  HEATING  OF  BLAST.  —  Air  under 
pressure  is  extensively  used  in  metallurgical  operations,  par- 
ticularly in  blast  furnaces  as  already  discussed.  The  machinery 
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employed  for  the  production  of  blast  in  large  quantities  is  an 
important  adjunct  of  a  smelting  plant. 

In  supplying  air  to  furnaces  the  quantity  of  oxygen  contained 
therein  is  the  important  factor.     The  composition  of  air  is: 


Parts  by 
weight 

Per  cent  by 
weight 

Parts  by 
volume 

Per  cent,  by 
volume 

Oxygon  

3 

23  1 

21 

208 

Nitrogen  

10 

769 

80 

79  2 

One  cubic  meter  of  dry  air  at  0°  C.  and  760  mm.  pressure  weighs 
1.293  kg.  One  cubic  foot  of  dry  air  under  the  same  conditions 
weighs  0.0808  Ibs.  av. 

The  volume  of  air  increases  or  decreases  -^-  for  every  degree 

ju  I  O 

C.  rise  or  fall  in  temperature  from  0°.  In  the  same  manner  the 
volume  of  air  increases  or  decreases  —  for  every  degree  Fahren- 
heit rise  or  fall  in  temperature  from  32°  F.  The  volume  of  air 
varies  inversely  as  the  pressure  upon  it,  viz.,  doubling  the  pres- 
sure halves  the  volume,  and  halving  the  pressure  doubles  the 
volume.  From  this  data  can  be  calculated  the  weight  of  air 
at  any  given,  pressure 'and  volume.  Thus,  what  is  the  weight  of 
a  cubic  foot  of  air  at  a  pressure  of  680  mm.  (which  represents 
an  elevation  of  3200  ft.)  and  at  a  temperature  of  80°  F.? 


Correction  for 
Temperature 

0.0808 
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Correction  for 
Pressure 

-X-™™--=  0.0643  Ibs. 


The  quantity  of  air  is  usually  estimated  in  cubic  feet  and  as 
free  air,  viz.,  air  at  the  atmospheric  pressure  prevailing,  since  the 
capacity  of  blast-producing  machinery  is  based  on  volume.  It 
is  essential  to  note,  however,  that  in  order  to  carry  on  the  re- 
actions in  the  furnace,  a  definite  weight  of  oxygen  is  required,  so 
that  the  volume  must  be  proportioned  according  to  the  tempera- 
ture and  pressure  prevailing.  Thus  at  high  altitudes  larger 
blowing  machinery  will  be  required  than  at  low  altitudes,  or 
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the  smaller  units  will  have  to  run  at  higher  speed.  In  hot 
weather  the  speed  must  be  increased  to  make  up  for  less  oxygen 
in  a  given  volume. 

Atmospheric  air  normally  contains  water  vapor  in  varying 
amounts.  For  any  given  temperature  and  pressure  a  given 
volume  of  air  can  contain  a  certain  maximum  quantity  of  water 
vapor.  This  amount  saturates  it.  Ordinarily  air  is  not  satu- 
rated with  water  vapor.  The  term  humidity  is  used  to  express 
the  condition  of  the  atmosphere  as  regards  its  contents  in  water 
vapor.  If  air  is  saturated  with  water  vapor  for  any  given 
temperature,  the  humidity  is  100  per  cent.;  e.g.,  if  the  humidity 
is  said  to  be  60  per  cent,  it  means  that  the  air  contains  00  per  cent. 
as  much  water  as  is  possible  for  it  to  hold  at  the  temperature 

TABLE  LXXXVIII.     WATER  IN  Ant 


Month 

Weight  of  water 
per  cubic  foot 
of  air 

Month 

Weight  of  water 
JKT  cubic;  foot 
of  uir 

January 

2  S  grains 

July                       

7     grains 

February 

27 

August        

7.1      " 

March. 

3  1 

September 

5  4      " 

April     » 

3  3 

October                   .    .  . 

3.2      " 

May 

47 

November  

3.3      " 

June  

7.3 

December   

3         " 

in  question.     Table  LXXXVIII  gives  the  water  contents  of  air 
for  different  months  of  the  year.1 

One  grain  of  water  per  cubic  foot  of  air  will  carry  into  the 
furnace  one  gallon  of  water  for  every  60,000  cu.  ft.  of  air.  An  iron 
blast  furnace  using  40,000  cu.  ft.  of  air  per  minute,  containing  5.6 
grains  of  water  per  cubic  foot,  will  have  passed  into  it  224  gallons 
water  per  hour.  The  dissociation  of  this  water  vapor  by  the 
carbon  is  an  endothermic  reaction  which  takes  heat  from  the 
furnace  at  a  point  where  there  is  really  none  to  spare,  i.e.  at 
the  tuyeres.  As  will  be  pointed  out  in  the  next  chapter,  the 
reaching  of  a  certain  critical  temperature  in  the  smelting  zone  of 
the  furnace  is  essential.  Any  factors  which  tend  to  lower  the 
margin  between  this  critical  temperature  and  that  which  is 
obtained  in  the  furnace  by  the  combustion  of  the  fuel,  or  which 

1  At  Pittsburg,  Pa. 
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cause  serious  fluctuations  of  this  margin  are  detrimental  to  the 
working  of  the  furnace.  The  fluctuations  in  the  margin  of 
temperature  are  perhaps  more  serious  than  any  small  lowering 
of  the  temperature  itself/  For  this  reason  it  is  desirable  to  have 
the  air  entering  the  furnace  as  dry  as  possible  and  of  as  uniform 
a  water  content  as  can  be  obtained.  James  Gayley  1  in  dealing 
with  the  problem  of  water  in  air  for  blast-furnace  use  has  applied 
a  system  of  refrigeration  to  the  air  for  the  blowing  engines, 
which  takes  out  most  of  the  water  and  reduces  what  is  left  to 
practically  a  constant  figure  for  all  seasons  of  the  year.  The 


FIG.  179.  —  General  view  of  Connersville  rotary  blower. 

device  consists  of  cork-lined  refrigerating  chambers  filled  with 
pipes  through  which  cold  brine  solution  is  forced,  the  brine  being 
cooled  by  the  expansion  of  ammonia  in  a  separate  apparatus. 
The  moisture  in  the  air  passing  into  the  refrigerating  chamber 
condenses  on  the  outside  of  the  pipes  as  ice,  while  the  dry  cold 
air  passes  out  of  the  chamber  by  means  of  large  mains  directly 
to  the  blowing  engines.  In  this  manner  the  moisture  in  the  air 
is  reduced  to  an  average  of  1.5  grains  per  cubic  foot.  This 
system  is  being  applied  rather  widely  in  iron  blast-furnace 
practice  and  affords  a  very  appreciable  economy  in  coke  con- 
sumption in  the  blast  furnace  and  power  consumption  in  the 

i  T.  A.  I.  M.  E.,  XXXV,  746  (1905). 
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blowing  engines  by  furnishing  the  latter  with  denser  air.  The 
output  of  the  furnace  is  also  materially  increased.  At  the 
Isabella  furnaces  near  Pittsburg  the  output  was  increased  by 
the  use  of  dry  blast  from  358  tons  per  24  hours  with  a  coke 
consumption  of  2147  pounds  per  ton  of  iron,  to  447  tons  with  a 
coke  consumption  of  1726  pounds. 

Blast-producing  Machinery.  —  Blast-producing  machinery 
for  metallurgical  furnaces  is  of  three  types:  (1)  Centrifugal  fans 
or  fan  blowers  operated  either  as  pressure  or  exhaust  devices 
for  low  pressure  not  exceeding  a  few  ounces  per  square  inch;  (2) 


FIG.  180.  —  Rotary  blower  with  end  of  casing  removed. 

rotary  blowers  of  the  impeller  type  for  the  production  of  blast 
of  pressure  up  to  64  oz.  per  square  inch;  and  (3)  blowing 
engines  of  the  cylinder  type  for  the  production  of  blast  of  higher 
pressures. 

Fans  have  but  a  limited  application  for  metallurgical  pur- 
poses and  are  therefore  not  discussed  further.  Rotary  blowers 
of  the  impeller  type  are  widely  employed  for  the  production  of 
blast  for  lead  and  copper  blast  furnaces.  Fig.  179  shows  the 
general  view  of  a  Connersville  rotary  blower  with  direct  attached 
engine.  The  engine  is  provided  with  a  delicate  governor  so 
that  it  is  possible  to  attain  any  desired  number  of  revolutions 
per  minute  within  certain  limits,  each  revolution  of  the  impellers 
displacing  a  certain  number  of  cubic  feet  of  free  air,  which  varies 
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with  the  size  of  the  blower.  Fig.  180  shows  a  rotary  blower  with 
one  end  of  the  casing  removed.  A  and  A'  are  the  impellers,  the 
impeller  A  being  coupled  directly  to  the  engine  by  means  of  the' 
shaft  B.  The  shaft  B'  is  driven  by  gearing  from  the  shaft  B. 
The  impeller  A  is  revolved  clockwise  and  Af  counter-clockwise; 
the  air  enters  through  the  casing  by  the  inlet  as  shown  by  the 
lower  arrow,  is  then  imprisoned  between  the  vanes  of  the  im- 
pellers and  the  casing  as  the  first  revolve,  compressed  to  the  ex- 
tent of  the  pressure  that  prevails  in  that  part  of  the  chamber  not 
at  the  moment  connected  with  the  air  inlet,  and  constantly  dis- 
charged at  the  outlet  into  the  blast  pipe.  The  pressure  in  the 
above  part  of  the  chamber  is  always  that  which  prevails  in  the 
blast  mains  leading  to  the  furnace.  The  principle  l  of  operation 
of  the  rotary  blower  is  the  rotation  of  two  moving  parts  in 
definite  relation  to  each  other,  these  two  parts  being  composed 
of  curves  of  such  form  that  uniform  clearance  is  constantly 
maintained  between  the  outlines  of  the  respective  impellers,  the 
point  of  contact  being  either  on  or  contingent  to  a  line  joining  the 
centers  of  the  two  rotating  shafts.  The  clearance  contact  at 
this  point  prevents  the  return  of  the  air  which  has  been  drawn  in 
by  the  rotation  of  the  lobe  of  the  impeller  in  the  case,  thus 
enclosing  the  air  lying  between  the  outline  of  the  two  lobes  and 
the  case.  This  volume  of  air,  therefore,  is  drawn  in  and  discharged 
twice  a  revolution  for  ouch  impeller,  making  the  displacement 
of  the  blower  equal  to  four  times  this  amount.  The  air  is 
drawn  in  under  the  conditions  prevailing  at  the  suction  and  is 
maintained  at  this  same  pressure  until  the  upper  edge  of  the 
case  is  reached.  The  impeller  tip  then  passes  the  edge  of 
the  case,  and  the  air  between  the  case  and  the  impellers  is 
immediately  raised  to  the  discharge  pressure.  This  sudden 
rise  makes  a  certain  fluctuation  in  the  discharge  of  the  blower 
by  reducing  the  pressure  at  the  entrance  to  the  discharge  pipe, 
so  that  the  discharge  pressure  at  that  point  represents  a  wave 
line. 

Rotary  blowers  are  usually  driven  by  moderate  speed  engines, 
one  impeller  shaft  being  directly  connected  to  the  crank  of  the 
engine,  while  the  second  impeller  shaft  is  driven  from  the  first 
by  a  single  set  of  gearing  on  the  engine  side  of  the  blower.  For 
large  blowers  compound  engines  are  used,  the  cylinders  usually 
*  G.  C.  Hicks,  Jr.,  B.  and  M.  Jour.,  LXXXVII,  352  (1909). 
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connected  tandem  to  one  impeller  shaft.  When  cross-compound 
engines  are  used,  both  cylinders  should  also  be  cnmked  to  one 
shaft  only,  as  it  is  not  possible  otherwise  to  apply  equal  power 
to  both  shafts.  When  blowers  are  driven  by  electric  motors 
it  is  customary  to  double  gear  the  impeller  shafts,  one. set  on 
each  side  of  the  blower,  and  drive  each  shaft  by  a  separate 
motor.  In  plants  where  it  is  desirable  to  vary  the  speed  of  the 
blowers  in  order  to  regulate  the  air  supply  for  the  furnaces,  it 
is  best  to  drive  by  engine,  as  the  motor  drive  does  not  furnish 
facility  for  variable  speed. 

The  horse-power  of  a  rotary  blower  may  be  calculated  from 
the  following  formula: 

H.P.  =  0.00436  X  displacement    per    min.    in     cu.    ft.  X 

pressure  of  air  discharge  in  Ibs. 

To  this  amount  about  10  per  cent,  should  bo  added  for  internal 
friction  in  the  blower. 

Table  LXXXIX  gives  the  volumetric  <vfficioncy  and  horse- 
power required  for  a  39  X  84  inch  Coimersville  blower  driven 
by  a  12  X  24  X  36  inch  tandem  compound  Corliss  engine. 

TABLE  LXXXIX.     DATA  FOR  A  ROTARY  BLOWIOH 


Pressure,  Iba. 

Total  horse  -power 

Theorol.iml 
diNplar.oriKMit, 
cuhio  fort, 

Actual  (Impliicomont 
cmbio  Trot 

0.0 

19.30 

10,250 

~™~™ 

0.05 

23.  7G 

it 

19,212 

0.5 

52.83 

it 

18,727 

1.0 

100.91 

tc 

18,508 

1.0 

100.93 

(C 

18,508 

1.5 

132.67 

it 

18,3-14 

2.0 

176.11 

(( 

18,200 

2.5 

223.20 

(C 

18,028 

3.0 

256.87 

11 

17,905 

3.5 

287.50 

It 

17,803 

Table  XC  gives  important  data  concerning  the  Root  Rotary 
Blower.1 

1  L.  S.  Austin,  Min.  and  Sci.  Press,  XCIX,  432  (1909). 
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TABLE.  XC.     DATA  FOB  ROTARY  BLOWERS 


Number  of  blower 

3 

4 

5 

6 

7 

8 

Displacement  per  revolu- 
tion 

8 
250 

2000 

12 
3000 

33X33 
20 
10 
42 
63 

12i 
200 

2500 

14 
5500 

36X48 
25 
12| 
52 

78 

24J 
175 

4287 

16 
8400 

36X84 
43 
21J 
89 
136 

42 
150 

6300 

20 
12,500 

42X120 
63 
31J 
131 
196 

67 
125 

8375 

24 
20,000 

48X144 
84 
42 
137 
260 

100 
100 

10,000 

30 
27,000 

48X192 
100 
50 
208 
317 

Ordinary  speed  for  con- 
stant duty 

Nominal  capacity  per  min. 
at  the  above  speed  in 
cu  ft. 

Diameter  of  discharge 
opening,  inches  

Weight  of  blower,  Ibs.    ... 
Corresponding  furnace  di- 
mensions at  tuyeres,  in  . 
Horse-power  at  2  Ibs.  per 
sa.  in  

Horse-power  at  1  Ib.  per 
sa.  in. 

Capacity  of  furnace,  tons 
(silver-lead) 

Capacity  of  furnace,  tons 
(copper-matting)  

Fig.  181  shows  a  blowing  engine  for  the  production  of  blast 
for  use  in  Bessemer  copper  converters;  Figs.  182  and  183,  views 
of  blowing  engines  for  the  production  of  blast  for  the  iron  blast 
furnace.  These  blowing  engines  are  all  of  the  cylinder  type 
and  are  essentially  typical  air  compressors.  While,  however^ 
the  ordinary  air  compressor  is  designed  to  furnish  a  compara- 
tively small  amount  of  air  at  a  high  pressure,  i.e.  60  to  500 
pounds  per  square  inch,  blowing  engines  are  designed  to  furnish 
very  large  volumes  of  air  at  comparatively  low  pressure,  viz., 
5  to  20  pounds  per  square  inch.  When  rotary  impeller  blowers 
are  used  for  pressures  above  64  oz.,  the  back  leakage  of  air 
passed  the  impellers  or  the  slip  is  considerable,  so  that  the  volume 
of  air  delivered  ordinarily  at  the  discharge  orifice  of  the  blower 
is  not  more  than  70  to  75  per  cent,  of  the  rated  capacity. 
Certain  well-constructed  blowers  have  a  volumetric  efficiency  of 
95  per  cent,  at  2  to  3  Ibs.  pressure,  and  about  78  per  cent,  at  10 
Ibs.  pressure,  which  represents  the  maximum  pressure  at  which 
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they  can  be  used.  The  slip  is  due  to  the  fact  that  in  the  construc- 
tion of  the  blowers  there  must  be  a  clearance  between  the  vanes 
of  the  impellers  and  between  the  impellers  and  the  casing,  since 
to  have  these  in  contact  would  cause  excessive  friction  and  too 
great  consumption  of  power.  While 'this  clearance  is  made  as 
small  as  possible  and  the  clearance  spaces  are  practically  filled 
with  grease,  still  slip  at  the  higher  pressures  is  unavoidable. 


FIG.  182.  —  Blowing  engine  for  iron  blast  funuiee. 


In  fact,  even  at  low  pressures  the  volumetric  efficiency  i  e  the 
ratio  between  the  rated  capacity  and  the  air  delivered,  rarely 
exceeds  90  per  cent,  in  old  blowers.  In  the  blowing  engine,  on 
the  other  hand,  slip  even  at  high  pressures  is  very  small  since 
m  the  air  cylinders  the  piston  and  cylinder  have  tight 'metal 

Tnid  +? V  ^^  When  PreSSUreS  above  four  P™nds 
are  used,  the  blowing  engine  is  preferred  to  the  rotary  blower  as 

a  more  satisfactory  and  economical  mechanism.  For  pressures 
under  four  pounds,  rotary  blowers  probably  furnish  the  most 
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Half  Section  on  E-F 


Cold,  Blast 
Main 


Sectional  Elevation  Section  through  Gas  Inlet 

FIG.  181  —  McClure  3-pass  fire-brick  hot  blast  stove. 
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economical  apparatus  as  regards  horse-power  consumed  and  cost 
of  installation. 

Within  recent  years,  the  large  blowing  engines  for  iron  blast 
furnace  work  have  been  driven  by  gas  engines  operated  by  blast- 
furnace gas.  This  affords  a  very  considerable  saving,  since  at 
most  blast-furnace  plants  the  supply  of  gas  is  ample  for  the  hot 
blast  stoves  and  for  power  purposes. 

Apparatus  for  Heating  Blast.  —  In  blast-furnace  smelting 
hot  blast  is  used  in  the  iron  furnace  and  has  been  used  to  some 
extent  in  copper  smelting.  From  what  has  gone  before  it  is 
evident  that  heat  introduced  into  the  furnace  in  the  form  of 
heated  air  for  combustion  serves  to  replace  fuel  to  the  extent 


FIG.  185.  —  Longitudinal  section  of  U-pipe  hot  blast  stoves. 

of  the  heat  contained  in  the  air.  In.  the  iron  blast  furnace 
enormous  quantities  of  gas  are  produced  which  can  be  burned. 
This  gas,  which  otherwise  might  go  to  waste,  is  employed  in  pre- 
heating the  air  for  the  furnace,  in  this  manner  making  a  direct 
saving  in  coke.  When  fuel  has  to  be  burned  directly  to  preheat 
blast  the  economy  of  hot  blast  is  questionable,  since  the  fuel  so 
consumed  might  be  used  with  better  advantage  directly  in  the 
furnace.  The  exception  to  this  is  when  the  extra  addition  of 
carbonaceous  fuel  w'ould  disturb  the  chemical  equilibrium  of  the 
furnace,  as  for  instance  in  certain  forms  of  copper  matte  smelting 
where  economic  conditions  demand  the  making  of  a  highly 
siliceous,  difficultly  fusible  slag,  with  a  small  amount  of  high- 
grade  matte.  Then  the  large  percentage  of  coke  required  to 
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obtain  the  high  temperature  necessary  will  induce  a  reducing 
atmosphere  in  the  furnace,  which  is  detrimental  to  obtaining 
a  small  matte  fall  or  high  concentration.  In  this  instance, 
if  the  extra  heat  required  to  obtain  the  working  temperature 
can  be  introduced  by  means  of  hot  blast,  the  process  will  be 
benefited.  Thus,  the  extra  fuel,  instead  of  being  added  directly 
to  the  furnace,  is  employed  in  a  separate  furnace  for  preheating 
the  blast.  In  a  general  way  the  question  of  hot  blast  therefore 
resolves  itself  into  this:  If  waste  heat  is  available,  heated  blast 
is  usually  desirable;  if  waste  heat  is  not  available  and  extra  fuel 


FIG,  186.  —  U-pipc  hot  blast  stoves. 

must  bo  burned  for  the  preheating  of  the  air,  hot  blast,  except  in 
special  cases,  is  not  economical. 

Fig.  184.  shows  a  McClure  three-pass  fire-brick  hot  blast  stove. 
This  consists  of  a  cylindrical  steel  shell  tight  against  pressures 
of  20  to  25  Ibs.  per  square  inch,  and  filled  with  special  fire  brick 
set  in  the  manner  shown  in  the  illustration.  Four  of  these  stoves 
arc  usually  used  with  one  blast  furnace,  one  of  them  being  on  air, 
i.e.  has  the  air  blast  from  the  blowing  engines  passing  through 
it  and  absorbing  the  heat  from  the  fire  brick,  while  two  are 
on  gas,  i.e.  are  having  blast-furnace  gas  burned  in  them  to  heat 
the  brick  work.  One  is  held  in  reserve.  When  the  first  one  has 
been  cooled  down  by  the  passage  of  the  cold  blast  it  is  reversed, 
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the  air  now  passing  through  a  newly  heated  stove,  while  the  gas 
is  turned  on  the  cool  stove.  The  manner  of  operation  of  the 
stove  is  as  follows:  To  heat  the  stove,  the  hot  blast  valve  and  the 
cold  blast  valve  are  closed.  Gas  is  admitted  through  the  gas 
inlet,  shown  in  section  CD,  and  air  admitted  at  the  air  inlet  at  C. 
The  gas  burns  in  the  central  open  space,  the  products  of 
combustion  passing  down  through  the  spaces  between  the  brick 
work  and  then  up  the  peripheral  space  near  the  outer  circum- 
ference of  the  stove,  and  out  through  the  chimney  valve  which  is 
open.  When  the  stove  has  been  heated  sufficiently  it  is  reversed, 
i.e.  the  chimney  valve,  air  inlet,  and  gas  inlet  are  closed,  the  cold 
blast  valve  opened  and  also  the  hot  blast  valve.  The  air  then 
takes  the  direction  as  indicated  by  the  arrows  in  the  illustration, 
and  issues  from  the  stove  to  the  hot  blast  main  which  loads -to 
the  furnace.  By  these  means  the  blast  is  preheated  to  between 
600  and  900°  C.  Stoves  for  preheating  the  blast  to  a  moderate 
degree  are  shown  in  Figs.  185  and  186.  Fig.  185  is  a  general 
view  of  a  hot  blast  U~pipe  stove,  while  Fig.  186  represents  a 
longitudinal  vertical  section  of  the  same  stove.  Stoves  of  this 
type  have  been  used  to  preheat  air  for  copper  smelting.  The 
U-pipe  construction  is  employed  since  this  allows  for  free  expan- 
sion and  contraction  without  strain,  as  otherwise  it  would  be 
impossible  to  keep  the  pipes  tight  against  leakage.  The  pipes 
are  suspended  freely  from  I-beams  at  the  top  of  the  structure. 
Coal  is  burnt  on  a  grate,  the  products  of  combustion  passing 
through  and  among  the  pipes  to  a  flue.  The  blast  enters  at.  the 
front  end  of  the  stove  and  leaves  at  the  rear  end.  Stoves  of 
this  type  have  also  been  heated  by  the  waste  hot  gases  from  blast 
and  reverberatory  furnaces,  and  for  this  purpose  the  U-pipos  are 
placed  in  special  chambers  connected  with  the  Hues.  U-pipo 
stoves  are  not  very  efficient,  due  to  leakage  after  being  in  use 
for  some  time. 


CHAPTER  XIV 

AN    EXAMPLE    ILLUHTRATINCJ    THE    PHYSICS*   AND 

CHKMISTRY    OF   A   SMELTING   OPERATION 

THK  BLAST  FURNACM  FOR  OOPPKH 

General  Statement.- Copper  matte  smelting  in  the  blast 

furnace  may  bo  divided  into  two  main  types:  (1)  pyritic  smelting 
in  which  the  iron  sulphide  serves  as  the  fuel,  and  (2)  oxidised  or 
roasted  ore  smelting,  with  only  enough  sulphur  present  to  form 
the  required  amount  of  copper  iron  matte.  In  the  first  type- 
only  a  small  amount  (2  to  4  per  cent.)  of  carbonaceous  fuel  is 
used,  while  in  the  second  the  amount  of  coke  necessary  is  14  to 
Hi  per  cent. 

Dependent  upon  the  nature  of  the  furnace  charge  in  regard 
to  the  amount,  of  iron  sulphide  present,  and  the  amount  of  coko 
used,  copper  matte  smelting  will  range  between  the  two  types. 

Since*  the  sulphides  of  iron  are  fuel,  the  general  aim  is  to  add 
only  enough  of  the  expensive  carbonaceous  fuel,  coke,  as  is 
necessary  to  generate  the  required  number  of  heat  units  needed 
to  attain  the  necessary  maryin  above  the  critical  temperature  to 
carry  on  the  smelting  operation.  The  conditions  existing  in 
the  interior  of  the  furnace  for  the  two  types  of  smelting  are 
shown  in  Fig.  187.  This  furnace  is  .15  ft.  in  height  from  the 
tuyere  level  to  the  charge  floor  level,  and  54  by  240  in.  in  cross- 
Hcetion  at  the  tuyere  level.  A  illustrates  the  conditions  existing 
in  smelting  roasted  or  oxidised  ores  with  coke  as  fuel.  The 
figure  represents  a  vertical  section  of  the  furnace  on  the  short 
diameter.  The  ssone  of  the  furnace  in  which  oxidation  or  com- 
bustion takes  place,  and  in  which  the  heat  is  developed,  is  called, 
"  for  pyritie  smelting,  the  /MW.S,  after  Robert  Stieht.  The  term 
is  here  applied  to  both  types  of  smelting.  The  focus  is  of  com- 
paratively limited  volumes  the  cross-section  of  which  is  shown 
in  the  figure.  B  represents  a  cross-section  of  a  furnace  in 
which  pyritie,  smelting  is  carried  on.  In  both  eases,  A  and  B, 
the  furnace*  is  filled  with  solid  charge  from  the  stock  level  near 
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the  feed  floor  to  a  short  distance  below  the  tuyeres,  the 
weight  of  the  charge  being  sustained  by  arching  on  the  boshes, 
by  the  lifting  effect  of  the  rising  gas  current,  and  by  resting  on 
the  liquid  contents  of  the  hearth.  The  charge  is  made  up  to 
form  the  proper  slag  and  is  fed  as  described  on  page  435. 
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FIG.  187.  —  Diagram  representing  conditions  in  the  interior  of  a  copper 

matting  blast  furnace. 
A.  Smelting  roasted  ore  with  coke.  B.  Pyritic  smelting. 

In  case  of  the  coke  furnace,  the  solid  material  in  the  focus  of 
the  furnace  is  chiefly  incandescent  coke,  which  burns  away 
rapidly  at  the  tuyere  level,  while  in  the  upper  part  of  the 
focus,  and  just  above  the  focus,  all  the  other  parts  of  the 
charge  become  liquid  and  form  slag  and  matte  which  trickle 
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down,  through  the  interstices  between  the  pieces  of  coke  and 
collect  in  the  hearth  below  the  tuyeres.  In  the  case  of  the 
pyritic  furnace  the  solid  material  in  the  focus  of  the  furnace 
is  chiefly  the  quartz  and  the  earthy  base  constituents  of  the 
charge,  while  the  sulphides,  deprived  of  part  of  their  sulphur 
by  distillation,  become  molten  somewhere  a  short  distance 
above  the  focus  and  trickle  down  through  the  silica,  etc.  In 
the  focus  they  are  struck  by  the  hot  oxygen  of  the  air  and 
in  the  presence  of  the  silica  rapidly  converted  to  ferrous 
silicate,  (2FeOSi()2),  which  absorbs  the  earthy  bases  present, 
and  thus  forms  the  slag.  The  matte  is  that  part  of  the 
sulphides  which  escape  oxidation,  the  relative  amount  of  slag 
and  matte  being  a  function  of  the  completeness  of  oxidation 
of  the  sulphides,  which  is  dependent  on  the  air  supply. 

In  both  types  of  smelting  the  amount  of  blast  is  such  that  the 
oxygen  is  practically  entirely  used  up  in  the  focus,  and  only  little 
free  oxygen  exists  above  the  focus.1  It  follows,  therefore,  that  in 
coke  smelting  the  furnace  atmosphere  above  the  focus  is  redu- 
cing and  then  nearly  neutral  near  the  top,  while  in  the  pyritic 
furnace  it  is  neutral.  The  zone  of  oxidation,  or  the  actual 
smelting  zone,  is  a  limited  area,  and  the  main  body  of  the  furnace 
fulfils  the  function  of  preparing  the  charge,  in  its  descent  in  the 
furnace,  for  the  reactions  in  the  focus. 

In  order  to  have  the  blast  furnace  continuous  in  its  action 
it  is  necessary  to  have  the  products  leaving  the  hearth  thoroughly 
liquid.  In  the  copper  furnace  these  products  are  slag  and  matte, 
and  it  follows  that  there  must  be  attained  in  the  focus  a  certain 
working  temperature,  viz.,  a  temperature  sufficiently  high  that  this 
slag  and  matte  will  be  liquid  enough  to  freely  run  out  of  the  fur- 
nace and  permit  of  separation  by  gravity  in  the  forehearths. 
The  freezing  temperature  of  matte  (875  to  1050°  C.)  is  usually 

1 J.  Herman,  West.  Chem.  &  Met.,  1,  145  (1905).  This  condition  is  not 
always  realized  in  practice,  though  it  should  be.  The  following  gas  analyses 
from  copper  furnaces  show  the  difference  prevailing  in  practice:  Morenci, 
Ariz.,  smelting  with  10.6  per  cent,  fixed  carbon:  C02,  10.9  per  cent.;  S02, 
2.5  per  cent.;  CO,  2.15  per  cent.;  02,  8.00  per  cent.;  N2,  76.45  per  cent,  by 
volume.  Globe,  Ariz.,  smelting  with  10  per  cent,  fixed  carbon:  C02, 17.2  per 
cent.;  S02,  3.5  per  cent.;  CO,  3.2  per  cent.;  02,  none;  N2,  76.1  per  cent,  by 
volume.  Mt.  Lyell,  Tasmania,  smelting  with  1  per  cent,  fixed  carbon:  C02, 
5.45  per  cent.;  S02,  8.93  per  cent.;  CO,  none;  02,  0.70  per  cent.;  N2,  84.92  per 
cent,  by  volume. 
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well  below  that  of  the  slag,  so  that  the  working  temperature 
may  be  defined  as  that  at  which  the  slag  is  thoroughly  molten. 
The  critical  temperature  is  that  required  to  form  the  slag,  and 
in  order  to  provide  for  contingencies  it  is  necessary  to  have  a 
certain  margin  above  this.  The  critical  temperature  plus  the 
necessary  margin  is  the  working  temperature  of  the  furnace.  It 
follows  from  this  that  the  composition  of  the  charge  must  be 
such  that  it  will  generate  enough  heat  units  to  attain  this  work- 
ing temperature  in  the  focus  of  the  furnace.  What  the  working 
temperature  is  for  any  given  case  depends  upon  the  nature  of 
the  slag  made.  The  formation  temperatures  and  melting-points 
of  slags  have  been  discussed  in  Chapter  VIII. 

The  composition  of  the  slag,  which  may  vary  rather  widely 
within  certain  limits,  is  fixed  within  these  limits  by  commercial 
considerations,  viz.,  nature  of  ores  and  fluxes  available.  The 
slag  made  is  usually  the  most  economical  under  the  conditions 
prevailing.  Thus  if  siliceous  ores  are  plentiful  and  iron  bearing 
ores  and  limestone  scarce,  a  slag  high  in  silica  will  usually  be 
made.  Its  precise  composition  is,  however,  also  influenced  by 
other  factors.  Thus,  a  highly  siliceous  slag  (45  to  50  per  cent. 
Si02)  has,  in  most  cases,  a  high  formation  temperature  and  is 
normally  very  viscous  even  with  considerable  superheating,  so 
that  its  movement  through  the  focus  is  sluggish.  This  very 
much  retards  the  rate  of  smelting  and  thus  gives  a  low  furnace 
capacity,  which  very  materially  increases  the  cost  per  ton  of 
charge  smelted,  since  the  daily  labor  charges  and  the  fixed  charges 
remain  the  same.  The  heat  units  that  must  be  developed  per 
unit  of  charge  are  also  greater,  requiring  a  large  percentage  of 
fuel  and  thus  increasing  the  cost  of  smelting.  It  may  therefore 
be  more  economical  to  make  a  slag  lower  in  silica  than  could  be 
made,  even  though  it  will  entail  the  use  of  more  ore  containing 
iron  and  more  limestone. 

Factors  Influencing  Capacity.  —  In  considering  the  capacity 
of  the  furnace  it  is  evident  that  the  primal  factor  is  the  rapidity 
with  which  slag  is  formed  in  the  focus  and  removed  therefrom 
into  the  hearth,  for  if  this  takes  place  rapidly  the  furnace  charge 
will  sink  faster  per  unit  of  time,  a  direct  measure  of  the  capacity. 
A  fast  forming  and  fluid  slag  will  therefore  give  a  high  capacity. 
The  rate  at  which  the  slag  forms  is  dependent  upon  the  speed  of 
the  particular  reaction  involved,  which  in  turn  is  largely  a  func- 
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tion  of  the  temperature.1  It  follows,  therefore,  that  the  higher 
the  temperature  in  the  focus  within  limits,  the  greater  will  be 
the  furnace  capacity.  In  the  case  of  pyritic  smelting  the  partic- 
ular reaction  involved  is  that  of  the  oxidation  of  iron  sulphide 
with  the  formation  of  the  monosilicate  of  iron  slag,  and  S02  gas. 
It  is  evident  that  if  the  air  be  blown  into  the  furnace  in  such  quan- 
tity per  unit  of  time  as  to  cause  a  maximum  velocity  of  reaction 
in  the  focus,  nearly  the  theoretical  temperature  of  combustion 
will  be  reached  (the  highest  possible)  and  the  speed  of  the  fur- 
nace be  the  greatest  attainable.  The  reason  that  the  theoretical 
temperature  of  combustion  will  be  nearly  reached  under  these 
conditions  is  as  follows. 

If  we  conceive  carbon  and  oxygen  in  contact  in  proper  pro- 
portion in  a  space  insulated  against  all  radiation,  and  reaction 
takes  place  between  them,  a  definite  amount  of  heat  is  liberated 
when  the  reaction  is  complete,  which  will  raise  the  products  of 
combustion  to  a  certain  temperature.  Under  the  conditions 
of  insulation  against  radiation,  the  time  it  takes  to  complete 
the  reaction  has  no  influence.  The  final  temperature  is  the 
same  whether  the  reaction  takes  a  second  or  a  year.  If,  however, 
the  reaction  takes  place  under  ordinary  conditions,  radiation 
plays  an  important  part,  and  the  above  temperature  can  only 
be  approximately  reached  if  the  velocity  of  reaction  is  so  great 
that  the  amount  of  radiation,  which  has  as  a  factor,  time,  will  be 
comparatively  small  in  the  interval  that  the  reaction  completes 
itself.  The  slower  the  reaction,  therefore,  the  lower  will  be  the 
temperature  of  the  products  of  combustion.  If  now  a  unit  mass 
of  fuel,  whatever  it  may  be,  is  considered  in  the  act  of  combus- 
tion, and  the  oxygen  is  not  supplied  fast  enough  to  attain  the 
maximum  speed  of  reaction,  for  the  existing  temperature,  it  is 
evident  that  the  heat  units  will  not  be  developed  as  fast  as  they 
might  be,  thus  raising  the  products  of  combustion  to  the  highest 
attainable  temperature,  but  that  radiation  will  have  time  to 
dissipate  heat  units,  which  would  serve  to  increase  the  tempera- 
ture of  the  products  of  combustion.  On  the  other  hand,  an  excess 
of  air  will  lower  the  temperature  by  increasing  the  amounts 
of  the  products  of  combustion  to  be  heated.  The  air,  therefore, 
must  be  supplied  in  such  quantity  and  at  such  a  rate  as  is  called 
for  by  the  maximum  velocity  of  the  reaction  in  question.  When 
iNernst,  Theoretische  Chemie,  668  (1909). 
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this  is  the  case  the  maximum  velocity  will  be  attained  and  at 
the  same  time  the  maximum  temperature  possible.  This  repre- 
sents the  limit  beyond  which  no  furnace  can  be.  driven,  and  this 
limit  can  be  established  only,  for  any  given  case,  by  experiment. 
The  capacity  of  any  given  furnace  is  dependent  upon  its  smelting 
area,  i.e.  the  cross-sectional  area  at  the  tuyeres,  for  it  is  over 
this  area  that  combustion  takes  place  and  which,  other  tilings 
being  equal,  determines  the  total  quantity  of  slag  that  can  form 
in  a  unit  of  time. 

The  size  of  the  furnace  also  has  a  decided  influence  on  the 
temperature  attainable,  since  a  large  furnace  will  have  relatively 
less  surface  per  unit  of  volume  than  a  small  furnace,  and  hence 
the  radiation  losses  per  unit  of  volume  will  be  somewhat  smaller 
in  a  large  furnace  than  in  a  small  one,  as  the  amount  of  radiation 
is  a  direct  function  of  the  surface  exposed.  Thus,  considering 
two  furnaces,  one  2  X  6  ft.  in  cross-section  at  the  tuyeres  and 
the  other  4  X  16  ft.,  for  1  ft.  of  height  in  the  tuyeres  jackets,  the 
volume  of  the  first  is  12  cu.  ft.  and  of  the  second  64  cu.  ft.  The 
surface  area  for  the  first,  'for  1  ft.  height,  is  10  sq.  ft.,  and  for  the 
second,  72  sq.  ft.  The  first  has  1J  sq.  ft.  of  surface  per  cubic 
foot  of  volume,  while  the  second  has  1$  sq.  ft.  and  thus  a  smaller 
loss  by  radiation. 

Volume  of  Air  and  Blast  Pressure.  —  The  quantity  of  air 
required  has  been  mentioned  on  page  457  and  is  calculated  for 
a  given  case  in  the  following  pages.  In  this  connection  it  must 
be  pointed  out  that  the  quantity  of  air  is  usually  stated  in 
terms  of  blower  displacement.  The  blower,  however,  never 
furnishes  its  theoretic  quantity  of  air,  but  always  appreciably 
less,  and  when  the  various  sources  of  leakage  are  considered, 
such  as  those  in  the  blast  pipes,  at  the  tuyeres,  etc.,  it  is 
probable  that  uthe  air  entering  the  furnace  does  not  exceed  50 
to  75  per  cent,  of  that  of  the  rated  capacity  of  the  blower.  It 
is  necessary  to  briefly  discuss  the  blast  pressure. 

The  blast  pressure  is  indicated  by  the  manometer  gage  on 
the  blowers  and  is  expressed  in  either  ounces  or  pounds  avoir- 
dupois per  square  inch  of  area.  The  energy  represented  by  the 
blast  pressure  is  expended  in  (1)  forcing  the  air  through  the  air 
mains  to  the  furnace,  (2)  forcing  the  air  through  the  tuyeres  at 
the  required  velocity,  (3)  forcing  the  air  through  the  charge 
column  of  the  furnace.  The  pressure  required  to  force  the  blast 
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through   the   tuyeres   can  be  readily  calculated  by  Zeuner's 
formula  adapted  to  this  purpose,  and  which  is: 


Pi,  ?2  =  absolute  pressure  in  bustle  pipe  and  in  furnace 
outside  of  tuyeres  respectively. 

(Pi  —  P2)  =  difference  in  pressure  between  air  in  bustle 
pipe  and  in  the  furnace  in  pounds. 

Ti  =  absolute  temperature  of  blast,  Fahrenheit  degrees. 

V  =  volume  of  free  air  passing  through  tuyeres  per  minute, 
measured  in  thousands  of  cubic  feet. 

d  =  diameter  of  tuyere  in  inches. 

Taking,  for  example,  a  copper  furnace,  48  X  192  in.  in  section, 
with  fifteen  3-in.  tuyeres  on  the  side  or  30  in  all,  blown  with 
300  cu.  ft.  of  air  per  minute  per  square  foot  of  hearth  area,  there 
will  pass  into  the  furnace  19,200  cu.  ft.  free  air  per  minute,  and 
each  tuyere  will  take  640  cu.  ft.  per  minute.  Applying  the  above 
formula  and  assuming  a  blast  pressure  of  2  Ibs.  or  32  02.  in  the 
bustle  pipe  and  a  temperature  of  70°  F.,  we  have: 

(460  +  70)  X 


'  (14.7  +  2)  X  (3)-  '  ' 

or  a  difference  in  pressure  of  6  oz.  between  the  bustle  pipe  and 
the  interior  of  the  furnace  at  the  tuyeres.  The  energy  of  the 
blast  jet  from  the  tuyeres  varies  as  the  square  of  the  velocity 
and  hence  directly  as  this  difference  in  pressure,  and  as  it  is 
this  energy  which  gives  it  its  penetrative  power  or  its  ability 
to  reach  the  center  of  the  furnace,  the  diameter  of  the  tuyere 
is  of  importance.  It  will  be  readily  seen  that  tuyeres  of  too  large 
a  diameter  will  cause  too  small  a  difference  in  pressure  and  the 

1  J.  E.  Johnson,  Jr.,  T,  A.  I.  M.  E.,  XXXVI,  460  (1906).  In  this  formula 
air  is  taken  at  a  pressure  of  760  mm.  and  70°  F.,  and  1000  cu.  ft.  assumed  to 
weigh  75  Ibs.  If  other  conditions  prevail,  the  following  formula  should  be 
used  in  which  W  =  weight  of  air  in  pounds  passing  each  tuyere  per  minute, 
A  =  area  of  tuyere  orifice  in  square  inches,  and  other  data  as  above. 

Em 
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blast  will  be  deficient  in  penetrative  power  and  not  reach  the 
middle  of  the  furnace,  with  the  result  that  there  will  be  dead 
material  there  and  the  smelting  area  be  decreased.  If  the  tuyeres 
are  too  small  the  penetrative  power  will  be  too  great,  with  the 
result  of  throwing  most  of  the  blast  to  the  center,  thus  forming 
dead  areas  on  the  walls  of  the  furnace.  The  proper  proportion- 
ing of  tuyeres  and  their  distribution  must  be  determined  by 
experience. 

By  far  the  larger  part  of  the  blast  pressure  is  required  to 
force  the  furnace  gases  through  the  charge  column.  The  height 
of  the  column  is  the  most  important  factor,  though  the  nature 
of  the  charge  has  a  decided  influence.  If  the  charge  be  open 
and  porous,  viz.,  made  up  of  rather  large  pieces,  the  resistance 
will  be  comparatively  low.  If  a  large  proportion  of  fine  material 
is  present,  the  resistance  will  be  much  increased  and  it  will  take 
increased  pressure  to  force  the  same  volume  of  air  into  the  fur- 
nace. It  is  evident  that  the  amount  of  air  needed  for  any  given 
smelting  operation  is  a  fixed  quantity,  but  that  the  blast  pressure 
may  be  variable,  dependent  upon  the  conditions  of  the  charge. 
With  the  higher  pressures  incidental  to  fine  material  in.  the 
charge,  considerable  flue  dust  is  made,  as  the  high  velocity  of 
the  escaping  gases  entrains  fine  particles  of  charge  and  carries 
them  to  the  dust  chambers.  Since  the  heat  from  a  charge  is 
developed  locally  in  the  focus  of  the  furnace  and  there  absorbed 
by  the  products  of  combustion,  viz.,  the  slag,  matte,  and  the 
furnace  gases,  and  these  latter  contain  a  great  many  heat  units 
as  they  leave  the  focus,  a  certain  height  of  furnace  is  necessary 
so  as  to  allow  time  for  this  hot  ascending  gas  current  to  transfer 
a  large  part  of  its  heat  to  the  descending  solid  charge,  pre- 
heating it.  If  the  height  of  the  furnace  is  insufficient  to  accom- 
plish this,  the  gases  will  carry  off  a  large  quantity  of  heat,  which 
is  wasted,  and  must  be  again  supplied  to  the  focus  of  the  furnace 
by  additional  fuel  on  the  charge. 

The  Thermal  Balance  of  the  Pyritic  Furnace.  —  It  has  been 
stated  that  the  heat  units  in  the  furnace  are  developed  locally 
in  the  focus  by  reaction  between  constituents  of  the  charge  and 
the  air  blown  in,  and  are  there  transferred  to  the  products  of 
combustion,  viz.,  the  slag  and  matte  which  escape  downward  into 
the  hearth,  and  the  gases  which  ascend  through  the  charge. 
These  gases  give  up  a  large  part  of  their  heat  to  the  charge, 
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preheating  it  to  the  temperature  of  the  upper  part  of  the  focus, 
and  then  escape  at  the  top  of  the  furnace.  In  the  calculations, 
therefore,  which  follow,  the1,  basis  is  the  unit  of  charge,  the  weight 
of  which  is  taken  as  one  kilogram.  The  following  is  a  general 
statement  of  the  problem:  One  kilogram  of  charge  is  capable 
of  developing  a  certain  number  of  heat  units.  To  burn  this 
weight  of  charge  requires  a  definite  amount  of  air;  the  reaction 
gives  rise  to  definite  quantities  of  gases,  slag,  and  matte,  each  of 
which  contains  a  certain  number  of  heat  units.  The  reaction 
causes  a  certain  maximum  temperature  in  the  focus  of  the  fur- 
naces. The  melting-point  of  the  slag  will  be  called  the  critical 
temperature,  and  the  difference  between  this  and  the  temperature 
attained  is  called  the  margin  of  temperature  above  the  critical 
temperature. 

In  pyritic  smelting  the  iron  sulphide  furnishes  the  fuel. 
The*  iron  sulphides  are  pyritc,  ,FeSo,  and  pyrrhotite,  FcrSs,  the 
copper  being  present  in  these  as  intermixed  sulphide,  Cu2S,  or 
CuKeSjj  or  other  sulphides.  In  the  descent  of  this  material 
in  the  neutral  atmosphere4  of  the  furnace  distillation  of  sulphur 
takes  place1  (which  requires  heat)  and  the  sulphide  reaches  the 
upper  part  of  the  focus  of  the  furnace  as  FeS1  and  is  assumed  to 
burn  as  such  with  oxygen  in  the  presence  of  silica.  The  silica 
must  be  in  the  form  of  quarts?,  i.e.  free  silica,  for  such  as  is  com- 
bined as  u  silicate  with  bases  is  not  available  to  form  silicate  of 
iron.  In  certain  ores  silica  exists  in  the  form  of  silicate  minerals, 
as  the  feldspars,  chlorite,  amphibole,  pyroxene,  etc.,  in  which 
case1  the  silica  is  not  available.  Some  lime  is  needed  for  the  slags 
(added  in  the  form  of  limestone  if  it  is  not  present  in  the  ore), 
in  order  tu  decrease  its  specific,  gravity  and  afford  a  ready  separa- 

1  Robert  Stieht,  Metallurgies  III,  388  (HUM).  K  D.  Potora,  Principles  of 
Copper  Smelt iriK»  2VSI,  Stieht  states  that  the  milphido  reae.hen  the,  focus  of 
the  furnace  in  I  ho  form  of  Fo&Ki,  approximately,  a  mixture  of  FoH  and  Fo,  thus 
containing  IOHM  wilphur  than  FeS.  Thin  of  course  very  appreciably  lowers 
the  ftU'l  vuluo,  below  that  of  FoS,  per  unit  of  charge..  Gas  analyses  which 
would  fumy  i  competent  evidence  on  this  point  are  still  lacking  Gas  analyses 
made  at  Mt,  Lyt'll,  Tasmania,  are  from  the  nature  of  the  process  BO  variable 
aw  to  be  inconehwive,  From  the  author's  experience  with  the  process,  he 
would  my  that  it  in  at-  leant  probahle  that  the  Hiilphiden  roach  the  upper  part 
of  the  foruK  IIH  PeS  and  perhaps  an  FO?HH  iu  part,  and  burn  as  such,  while  the 
matte,  which  in  that  portion  of  the  Hulphieles  escaping;  oxidation,  loses  addi- 
tional mtlphiir  by  the  higher  temperature  to  which  it  is  subjected  in  falling 
to  the  hearth. 


520 


GENERAL  METALLURGY 


tion  from  the  matte,  and  also  for  the  reason  that  if  less  than  4 
to  5  per  cent,  CaO  is  present,  the  slags  will  contain  more  than 
the  permissible  amount  in  copper.  The  following  equation 
expresses  the  chemical  reactions  involved  in  pyritic  smelting, 
with  a  copper-bearing  pyrrhotite  as  the  main  ore.  The  pyrrho- 
tite  is  expressed  as  a  mixture  of  FeS  and  FeS2  in  such  proportion 
as  to  make  Fe?Ss,  for  convenience  in  calculation.  There  is 
probably  no  great  error  involved  in  this  assumption. 

Charge 


Pyrrhotite 


13(6FeS 


-f  Cu2S 
8424  158 

Slag 


Quartz     Limestone 

-  60Si02  +  20CaC03  • 
3600  2000 

Matte 


40(2FeOSi02)  -j-  20(Ca 

8160  2320 


1062 


Air 

12202  +  4SSN2  = 
3904       13664 

Gases 

+  13S+20C02  +  4S8N2 
5248     416     880          13664 


The  heat  balance  of  this  equation  is  expressed  in  Table  XCI. 

TABLE  XCI.     HEAT  BALANCE  OF  EQUATION  REPRESENTING 
PYRITIC  SMELTING. 


Left  Side  of  Equation 

Right  Side  of  Equation 

Substance 

No.  of 
Molecules 

Heat  of 
Formation 

Total 

Substance 

No.  of 
Molecules 

Heat  of 
Formation 

Totals 

12,728,000 
6,587,000 
264,000 
20,300 
5,679,320 

1,944,000 
27,222,620 

Pyrrhotite  . 

FeS           1 

78 
13 

60 
20 
122 

488 

24,000 
66..900 
20,300 
180,000 
273,850 

1,872,000 
869,700 
20,300 
10,800,000 
5,477,000 

19,039,000 

2FeOSi02 
CaO-Si02. 

FeuS.  
Cu,S  .  . 

40 
20 
1 
1 
82 
13 
20 
488 

318,200 
329,350 
264,000 
20,300 
69,260 

97,200 

FeS«  ...A 
Cu2S  .  .  .  .  J 
SiO>   .    .    . 

SO* 

CaC03  .... 
O»  

S  

CO. 

N2  

N/.  

j 

Balance  or  heat  evolved . .    8,183,620 


Taking  the  weight  of  the  charge  as  unity  =  1  kg.,  and  cal- 
culating from  the  atomic  weights,  which  are  indicated  by  the 
figures  underneath  the  substances  in  the  equation,  we  obtain 
the  following  data: 
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One  unit  or  kilogram  of  charge  contains, 

0.604  kgs. 


Quartz   .............................  —  ?  -  =  Q  254     " 

14,182 

r  -       ±  2,000 

Limestone  ......................  —  -  -  =  A  141     " 

""14,182 


1.000  kgs. 

The  per  cent,  of  copper  on  the  charge  is  0.88  per  cent. 
One  unit  or  kilogram  of  charge  requires  the  following  amount 
of  air: 

Oxygen  to  burn  sulphides  .........  3  904 


. 

Nitrogen  accompanying  the  same  ........  —  -  —  =  0.9171  " 

14,  Ib2 

Total  air  ............................       =    1.192  kgs. 

This  weight  of  air  is  equal  to  0.921  cubic  meters  under  stand- 
ard conditions.  This  expressed  in  tons  and  cubic  feet  is  as  fol- 
lows. One  ton  of  charge  requires  29,506  cu.  ft.  of  air. 

The  furnace  products  from  the  reaction  are  as  follows: 
10,480 


Matte  ...........  —  '•  —  -  =0.0748  kgs.,  equal  to  a  matte  fall  of  7.48  per  cent. 

14,182 

The  slag  and  matte  have  the  following  composition: 

SLAG  MATTE 

FeO  =  54.50  per  cent.  Fe  =  58  per  cent. 

SiOj  =  34.50  per  cent.  Cu  =  12  per  cent. 

CaO  =  11.00  per  cent.  S  =  30  per  cent. 

This  matte  in  sinking  to  the  hearth  (it  is  the  sulphide  which 
escapes  combustion)  loses  some  additional  sulphur,  4  per  cent., 
with  a  corresponding  increase  in  the  iron  and  copper  contents. 

1  In  the  equation  four  volumes  of  nitrogen  are  supposed  to  accompany 
one  volume  of  oxygen.  This  is  slightly  in  excess  of  what  it  should  be  and 
the  correction  is  here  made  so  that  ten  parts  N2  by  weight  accompany  three 
parts  by  weight  of  oxygen. 
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is  sulphur  burns  in  the  focus,  but  is  not  taken  into  account 
the  heat  balance  as  the  amount  is  small. 
The  furnace  gases  produced  are  as  follows: 


JNitrogen  irom  combustion  01  suipniaes  .  .  . 
Sulphur  from  distillation  of  sulphides 

14,182 

0.030     " 
0.370     " 

0.062     " 
1.377  kgs. 

5,248 

COo  from  dissociation  of  limestone  

'     14,182 

Total  eases   



The  total  heat  evolved  by  the  reaction  is  8,183,620  kg. 
ories.  The  weight  of  the  charge,  i.e.  molecular  weight,  is 
182.  Therefore  the  heat  evolved  by  one  kilogram  of  charge  is 

Q  1  QO  A9Q 

~  -  '—^-  =  577  calories,  with  products  at  20°  C. 
14,182 

This  heat  is  expended  as  already  described  and  will  be  found 
the  products  of  combustion.  The  critical  temperature  of 
*  furnace  is  assumed  at  1040°  C.;  the  melting-point  of  a  slag 
tilar  in  composition  to  that  produced.2  This  temperature  is 
Before  taken  as  that  to  which  the  descending  charge  must 
preheated  before  it  reaches  the  focus  of  the  furnace.  The 
ual  temperature  of  combustion  is  then  calculated. 
Table  XCII  gives  the  calories  absorbed  in  heating  the  1  kg. 
charge  and  the  air  for  combustion  to  1040°  C. 
The  pyrrhotite  is  assumed  to  be  changed  to  FeS  at  1000°  C. 
1  loose  sulphur;  with  the  copper  sulphide  present  the  FeS  will 
It  at  about  10200.3  The  FeS  melts  and  absorbs  its  latent  heat 
fusion,  31.9  cal.  per  kg.4  The  limestone  persists  as  such 
800°  C.,  when  it  is  dissociated  into  CaO  and  C02,  the  latter 
ising  off  with  the  ascending  furnace  gases.  The  CaO  is  heated 
1040°  C.,  as  is  also  the  silica.  The  air  for  combustion  of  the 

1  In  the  equation  four  volumes  of  nitrogen  are  supposed  to  accompany 

volume  of  oxygen.     This  is  slightly  in  excess  of  what  it  should  be  and 

correction  is  here  made  so  that  ten  parts  N2  by  weight  accompany  three 

;s  by  weight  of  oxygen. 

1  J.  H.  L.  Vogt.    Die  SilikatschmeMosungen,  II,  62  (1904). 

1  Vide  supra,  iron-sulphide,  p.  290. 

>  Bornemann,  Metallurgie,  V,  61  (1908). 
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sulphide*  in  preheated  to  1040°  in  the  furnace.  The  necessary 
heat,  tor  this  of  course  reappears  in  the  products  of  combustion 
feases).  The  heat  absorbed  by  the  vaporization  of  the  sulphur 
is  included,  since  in  the  equation  the  final  products  are  at  20°  C. 
while  the  sulphur  leaves  the  Fe7S8  at  1000°  C.  The  heat  of  dis- 
sociation of  the  FcySs  into  FeS  and  S,  and  that  of  the  dissociation 
of  limestone,  are  provided  for  in  the  equation  by  the  use  of  the 

TAIILK  XC1L     HEAT  ABSOEBED   IN  HEATING  SOLID  CHARGE  TO  1040°  C. 


Sul  >Htunw 

Woiffht 
in  kg. 

Temperature 
through  which  heated 

Sm. 
Mean 
specific 
heat 

No.  of 
degrees 
through 
which  heated 

Calories 
absorbed 

1<V7SH    

0  604 

20  to  1000°  C 

ft  o  100 

QQA°  f~* 

1OA   *"  K 

1'VS  

0  574 

1000  to  1090°  C 

A  OQO/L 

you   L/. 
oc\°  c* 

JLJb.oo 

O  A7 

S  (vaporisation)  .  .  . 
I'VS  (liquid)    ...    . 

0.030 
0,574 

at  1000°  C. 
1020  to  1040°  C 

f)  *W4. 

A\J    O. 

9n°  r1 

2>.u( 
2.16 

f)   £7 

I'Vrt  (latent  heat)  .  . 
raH).,  

0.574 
0  141 

20  to    800°  C 

o  9A^n 

7QAO  p 

18.31 

90  09 

(  *a<  )  

0,079 

800  to  1040°  C 

0  3030 

94-0°  P 

57ft 

SiOjt  

0.254 

20  to  1040°  C 

0  2649 

1090°  C 

fi^  ftt 

Slutf  (latent,  heat)   . 

0.738 

at  1040°  C. 

62.73 

318.40 

N2  

0917 

20  to  1040°  C 

0  2632 

1090°  C 

946  56 

{  )  

0.275 

20  to  1040°  C 

02302 

1020°  C 

64  57 

311.13 

Total   .... 

629.53 

Note  to  Table.  Of  this  total  heat,  629.53  calories,  318.40  calories,  or  that 
required  to  preheat  the  charge  to  1040°  and  form  slag,  is  again  regained  by 
tlu*  next  Hiieeeeding  charge,  from  the  gaseous  products  of  combustion  ascend- 
ing in  the  furnace,  HO  that  the  heat  required  is  that  necessary  for  preheating 
the  air  for  combustion  at  1040°  C.,  or  629.53  -  318.40  =  311.13  calories. 

proper  heats  of  formation.  In  this  connection  it  must  be  noted 
that  the  heats  of  formation  of  FevSs  and  FeS2  are  not  known. 
The  heat  of  combustion  of  pyrite  and  marcasite,  in  the  pres- 
ence of  about  one-half  the  necessary  amount  of  Si02  to  form 
2I<V(KSi()a,  and  with  the  sulphur  burning  to  S03)  is  given  as  1550 
calories.1  While  the  data  is  somewhat  indefinite,  the  heat  of 
formation  of  pyrite  is  calculated  from  this  as  66,900  gram 
1  Alfred  Cava^i,  Rend.  R.Acad.  Sci.  Inst.  Bologna,  N.S.  2, 205-209  (1898). 
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alories.  "  This  is  probably  high.  The  calculation  assumes  also 
bat  the  heat  of  formation  of  2FeOSi(V  is  318,200,  which  is  an 
pproximation,  but  probably  nearly  correct.  In  the  table  the 
itent  heat  of  fusion  of  the  slag  is  included.  This  is  assumed  at 
5  cal.  per  kg.,  which  is  the  figure  Vogt  gives  for  a  slag  similar 
i  composition.2 

The  mean  specific  heats  used  in  the  table  are  calculated  as 
er  example  :  — 

Pyrrhotite,  Sm  per  kg.  (20°  -  100°)  =  0.1602 
Sm  =  a  -f  0.00039a  ft  +  fe) 
0.1602    =  a  -f  0.00039a  (20  -f  100) 
l.Q468a  =  0.1602 
a  at  0°   =  0.1530 

0.153  -f  0.00039  X  0.153  X  (1100°  -H  700°)  or  Sm,.  =  0.2600. 


From  this  data  may  now  be  calculated  the  theoretical  tem- 
erature  attainable  in  the  focus  under  the  conditions  prevailing. 
'he  equation  for  this  calculation  is  generally  stated  as  follows: 

c 


MSm 

3  explained  on  page  406. 

The  data  applied  to  this  formula  will  give  the  following 
^uation: 

0  above  1040°  C.  = 

577  -  311.13 

0.738  X  0.27)  +  (0.075  X  0.2334)  +  (0.37  [0.125  -f  0.001  f  1040  +  T°\\) 

Slag  Matte  SO»  Gas 

•f  (0.917  [0.2405  +  0.0000214  { 1040  +  T°  \  ] ) 

N2Gas  } 

0.00006  T2  -f  0.535  T  =  265.87 
T  above  1040°  C.         =  472°  C. 

The  temperature  attained  in  the  focus  is  therefore  1040  +  472 
•  1512°  C. 

In  Table  XCIII  are  given  temperatures  of  slags  leaving  the 
ast  furnace,  for  different  types  of  smelting.3 

1 J.  W.  Richards  gives  this  as  320,300.    Metallurgical  Calculations,  III, 

2  Vide  supra,  p.  282. 

3  Private  communication.     Dr.  M.  N.  Bolles. 
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TABLB  XCIII.    TEMPERATURE  AND  COMPOSITION  OF  CERTAIN  BLAST- 
FURNACE SLAGS 


Kind  of  Smelting 

Partial  Pyritlo 
Copper  .smelling 


Pyritie  s 
Copper  smelting 


(  '(imposition 

9r-P 
«i  ws 

§£ 

Q& 

S* 

<i 

flj-? 

NLx 

o 

%® 

Temperature 
°C 

Remarks 

3i.o 

52.0 

— 







1201  to  1207 

Average. 

;u.o 

52.0 

— 

— 



— 

1197  to  1227 

Smelting  at  normal 

rate. 

:n.o 

52.0 

— 

— 

— 

_ 

1255  to  1261 

Smelting  fast. 

31.0 

52.0 

— 

— 

~ 

— 

1123  to  1137 

Smelting  slowly. 

— 

—  ~ 

— 

— 



— 

1240 

— 

— 

— 

— 



— 

1346 

On  roasted  ore. 

:n.o 

38.G 

12.0 

8.0 

10.0 

— 

1126 

34.0 

30.5 

15.0 

6.4 

5.8 

3.7 

1167 

32.0 

31.0 

14.5 

6.6 

5.8 

3.8 

1149 

Fig.  188  gives  the  heat  distribution  in  diagram  form,  as  the 
products  leave  the  focus.  In.  this  instance  the  latent  heats  of 
slag  and  sulphide  are  calculated  into  the  gases.  The  balance 
is  as  follows,  with  products  of  combustion  all  at  1512°  C. 

1 1  oat  in  giwo.s  (including  latent  heat  of  fusion  of  slag  and  sulphides)  548.35  cal. 

II oat,  in  Hlag 297.30  cal. 

Jlo-at  in  matte 26.12  cal. 

( .  JroHH  total    ' 871.77  cal. 

Hoat  returned  by  nolid  charge  to  focus 

f  13.51  +8.00 1  296.89  cal. 


318.40  -  \ 


(CO, 


S 


Net  total,         574.88  cal. 


318.40  cal.  is  the  heat  required  to  preheat  the  solid  charge  to 
1040°  ( %  (Table  X(HI),  and  13.51  and  8  cal.  is  the  heat  in  the 
(X)a  gas  from  the  limestone  and  the  S  vapor  respectively. 

If  this  balance  is  recast,  transferring  the  latent  heats  of 
fusion  from  the  gases  to  the  slag  and  matte,  we  have: 

Blag,        297.12  +     62.73  +  18.31  cal.  =  378.16  =  66.   percent. 
Matte,      26.12  "    =    26.12=    4.5  per  cent. 

Ga»OH,     548.35  -  (296.89  +  81.04)  "    =  170.42  »  29.5  per  cent. 

574.88 

All  the  latent  heat,  both  that  of  slag  and  the  sulphide,  have 
been  figured  to  the  slag,  as  the  amount  of  matte  is  so  small  that 
this  makes  no  appreciable  error. 
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If  15  per  cent,  of  the  total  heat  developed  is  used  for  jacket 
water  and  radiation,  and  driving  out  the  moisture  from  the  ore 


Gases        (leaving  focus  at 
C(X  =      0.062    x      780     s:     0.28      «   13.51 
N2~  =     0.917    x     1492     x    0.2731   =  373.65 
SCX  =     0.370    x    1492     x    0.2775   =  153.19 
S  "  -      0.03                                          =      8.00 

1505°  C) 
cal. 

1.379 

Heat  absorbed  by  descending 
charge  including  latent  heats 

Heat  in  escaping  gases  and 
lost  by  radiation 

548.35 
318.40 

229.95 

One  Unit  Weight  of  Charge 

Pyrrhotite     —    0.604  Kgs. 
Quartz            —    0.254  Kgs. 
Limestone     —     0.141  Kgs. 

02 

N2 

Air 

—  0.275  Kg. 
-0.917  Kg. 

1.192  Kg. 

1.000  Kgs. 

Developes577    Calories 
Focus  temperature  1505  C. 

Slag 

Weight    0.738  Kgs. 

Composition 

Si  Os  =  34.5  H 
Fe  O  «  54.5  * 
Ca.O  «  11.0  jg 

100.0 
Contains 

0.738x0.27x1492 
297.3  cal. 


Matte 

Weight  =  0.075  Kgs. 

Composition 

Fe  =  58  $ 
Cu  =  12  i 
S  =  27  t 

Contains 

0.075x0.2334x1492 
26.32  cal. 


FIG.  1SS.  —  Diagram  showing  heat  distribution  in  pyritic  smelting. 

and  this  be  taken  from  the  gases,  there  is  still  left  in  the  gases 
at   the   throat   of   the   furnace    (167.99  -  85.80)  =  84.62    cal. 
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This  is  sufficient  to  discharge  the  gases,  assuming  a  mean,  specific 
heat  of  0.24  for  the  same,  at  225°  C.  This  is  lower  than  occurs 
in.  practice  where  the  gases  are  discharged  at  from  350  to  400°  C., 
but  it  must  be  borne  in  mind  that  in  the  calculation  the  slag  and 
matte  are  assumed  to  be  discharged  at  1512°  C.,  while  actually 
it  will  be  discharged  at  about  1250°  C.  This  difference  makes 
heat  units  available  in  the  furnace,  which  in  part  are  transferred 
to  the  gas;  in  fact,  it  is  evident  that  there  is  some  surplus  of  heat 
above  that  required.  The  calculation  shows  that  from  the  ther- 
mal standpoint  pyritic  smelting  with  pyrrhotite  can  be  carried 
out  without  the  use  of  carbonaceous  fuel. 

From  a  similar  calculation,  but  with  pyrite  as  the  base,  it 
can  be  shown  that  per  unit  of  charge  only  329  calories,  instead 
of  577,  are  liberated,  on  the  assumption  that  66,900  is  the  forma- 
tion heat  of  pyrite,  which,  as  already  stated,  may  be  high.  In  this 
case  some  coke  would  be  required  to  get  the  required  number  of 
heat  units  to  carry  on  the  process. 

Since  the  furnace  gases  in  pyritic  smelting  contain  only 
traces  of  CO,  but  some  S03,  it  may  be  assumed  that  in  the 
reactions  throughout  the  furnace,  eventually  the  whole  of  the 
calorific  power  of  coke  is  liberated.  It  is  true  that  coke  de- 
scending in  the  furnace  charge  in  an  atmosphere  rich  in  S02  is 
subject  to  the  following  reaction: 

S02  +  C  =  S  +  C02 

which  liberates  only  2328  calories  per  kg.  of  coke,  but  this  dis- 
solving action  seems  to  be  weak,  since  in  the  author's  experience 
when,  smelting  with  3  per  cent,  coke,  considerable  coke  sometimes 
appears  at  the  tap  hole  of  the  furnace  with  the  slag. 

Composition  of  the  Charge  for  Pyritic  Smelting.  —  A  unit 
weight  of  charge  in  order  to  carry  on  the  process  must  be  capable 
of  developing  a  certain  number  of  heat  units,  which  from  the 
calculation  is  not  far  from  577.  This  number  represents  a  fair 
margin.  The  composition  of  this  charge  is  shown  by  the  equa- 
tion, on  page  520.  The  question  arises  as  to  how  much  this 
composition  may  vary  and  still  enough  heat  units  be  liberated 
to  carry  on  the  smelting.  It  is  at  once  apparent  that  if  the  charge 
contains  too  large  an  amount  of  limestone,  or  any  other  minerals 
that  do  not  enter  into  a  heat-producing  reaction,  the  heat  units 
liberated  per  kilogram  of  charge  will  be  much  decreased  and  the 
furnace  will  require  extra  fuel  in  the  form  of  coke.  As  to  whether 
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more  heat  is  liberated  by  the  formation  of  a  monosilicate  iron 
slag,  or  a  bisilicate  iron  slag,  can  readily  be  shown  by  the  accom- 
panying equation,  taking  pyrite  as  a  basis: 


(1) 


(2) 


2FeS2    +  SiOo        +  30a  =  2FeOSi02   +  2SOS       H- 2S. 
133,800      180,000  318,200        138,520 

or  1  kg.  charge  liberates  446  calories. 
2FeS2    -f  2Si02      +  3O2  -  2(FeOSiO2)  -f  2SO2       -f  2S. 
133,800     360,000  509,200  138,520 

or  1  kg.  charge  liberates  427  calories. 


The  monosilicate  slag  liberates  19  calories  more  per^  kg.  of 
charge.  It  is  evident,  therefore,  from  the  main  equation  on  page 
520,  that  this  represents  \  the  proper  composition  of  furnace 
charge,  the  amount  of  limestone  representing  in  general  the  non- 
heat-producing  minerals  which  may  be  carried  on  the  charge 
without  greatly  lowering  the  number  of  heat  units  produced. 
The  composition  of  the  charge  for  successful  pyritic  smelting  may 
be  deduced  from  the  main  equation.  The  charge  contains 
36  per  cent.  Fe  (unoxidized)  and  25.4  per  cent  Si02.  The 
following  data  gives  some  charge  compositions  from  practice: 


Locality 

Per  cent.  Fe 
on  charge1 

Per  cent.  Si02 
on  charge1 

Per  cent. 
Limestone 
on  charge 

Per  cent.  Slag; 
on  charge 

Mt.  Lyell,  Tasmania  

31.2 

23.25 

6.1 

10.6 

Rapid  City,  S.D. 

31.2 

23.40 

3.3 

44 

1C                 It               li 

29.4 

22.9 

1C                   11                 li 

30.8 

23.6 

1  The  charge  in  these  instances  is  the  ore  and  quartz  and  first  matte  going 
into  the  furnace,  viz.,  the  total  weight  of  charge  minus  the  limestone,  coke, 
and  ballast  slag. 


INDEX 


A 

Arid  refractory  materials,  329. 
Ailinily  of  sulphur  for  metals,  209. 
Air,   amount  of  for  blast  furnaces, 

•Ml,  455, 

composition  of,  49(5. 
correction  for  temperature  and 

pressure,  497. 
for  furnaces,  see  Blast, 
in  excess,  required  for  combus- 
tion, 415. 

moisture  in,  497,  498. 
primary,  for  furnaces,  483. 
refrigeration    of,    to    eliminate 

moisture,  498. 

required  for  combustion,  417. 
required  for  combustion  of  dif- 
ferent, fuels,  415. 
secondary,  for  regenerative  fur- 

iuvc.es,  4SH. 

volume    of,    required    for    fur- 
naces, 510. 

Allen-O'Harra  roasting  furnace,  477. 
Allolriomorplne  crystals,  56. 
Allotropy,  20,  79. 
Alloys,  aluminium-zinc,  102. 

as  concentrated  solutions,  34. 
chemical  compounds  in,  47. 
elasnili cation  of  binary,  88, 
copper-aluminium,  108. 
copper-gold,  95. 
copper-nickel,  93. 
copper-tin,  112. 
copper-srinc,  106. 
definition  of,  86. 
expansion    and    contraction   of, 

127. 
for  base  metal  thermo-couples, 

171. 
gold-silver,  91. 


hardness  of,  135. 

Heusler's  magnetic,   143. 

importance  of,  86. 

iron-carbon,  103. 

lead-antimony,  100. 

lead-silver,  101. 

lead-tin,  98. 

magnetic  properties  of,  138. 

malleability  of,  136. 

manganese-iron,  93. 

silver-copper,  97. 

specific  gravity  of,  138. 

specific  volume  of,  138. 
Alpha  iron,  24,  129. 
Alternating    stresses,    effect    of    on 

metals,  68. 
Alumina  in  slags,  285. 
Aluminium,  malleability    and    duc- 
tility of,  63. 

metallurgy  of,  236. 
Aluminium  bronze,  110. 
Aluminium-copper  alloys,  110. 

-zinc  alloys,  102. 

-zinc  alloys,  properties  of,  102. 
Amalgam,  distillation  of,  490. 
Amalgamation,  242. 
Amorphous  substances,  21. 
Ancient  mining  and  milling,  7. 

copper  mines,  10. 

iron  mines,  12. 

lead  mines,  12. 
Analysis  of  slags,  286. 
Annealing,  59,  61,  105. 

effect  of  on  metals,  61. 
Anorthite  in  slags,  255. 
Antifraction  alloys,  114. 
Antimony ,  behavior  in  roasting,  223. 

explosive  form  of,  79. 
Antimony-lead  alloys,  100. 
Antimony  ores,  roasting  of,  225. 
Arsenic,  behavior  of  in  roasting,  223. 
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Arsenic-iron,  system  of,  323. 

Ash,  from  coal,  composition  of,  363. 

from  coke,  composition  of,  373. 

from  wood,  351. 

from  wood,  composition  of,  352. 
Atomic  percentage,  122. 

volume   of  metals,  84,  85,  122. 

weight  of  metals,  84,  85. 
Austenite,  103. 

Automatic  recorders  for  pyrometers, 
191. 

B 

Babylonia,  metals  in,  5. 
Base  metal  thermo-couples,  170. 
errors  in  indication  of,  171. 
Basic  refractory  material,  336. 
Bauxite,  236,  339. 

as  a  refractory  material,  339. 
brick,  339. 
composition  of,  340. 
Bearing  metals,  114. 

composition  of,  116. 
requirements  for,  115. 
Beehive  coke  ovens,  366. 
Bell  and  hopper  feed  for  furnaces, 

436. 
Berthier's    method    of    determining 

calorific  power,  405. 
Bessemer  converter,  use  of  for  copper, 

203,  234. 

Beta  iron,  24,  129. 
Bicrohm,  118. 

Binary  systems  of  sulphides,  295. 
Bismuth-cadmium  alloys,  36. 
Black  body,  definition  of,  178. 
Blast,  apparatus  for  heating,  506. 
hot,  421. 
machinery    for    production    of, 

499,  506. 

production  of,  496. 
rotary    blowers   for   production 

of,  500. 

Blast  furnaces,  435. 
early  forms,  15. 
for  iron,  438. 

Blast  pressure  for  furnaces,  440,  441. 
formulas  for,  517. 


Blast  roasting,  224. 

Blowing   engines   for   production 

blast,  504. 
Boiling-point,  69. 
Boiling-point  of  metals,  74. 
Bosh  of  water  jackets  for  furnac 

450. 
Boshes   of  the   blast  furnace,   43! 

440,  450. 
Brass,  108. 

Brass,  ancient,  how  prepared,  17. 
Brinell's    method    for    determini 

hardness,  133. 
British   thermal  unit,   definition  < 

384. 

Brittleness  of  metals,  64. 
Bronze,  ancient,  composition  of,  ] 

containing  silicon,  125. 

heat    treatment    of,    112,    11 
114. 

in  Egypt,  6. 

in  Greece,  13. 

in  Phoenicia,  11. 

invention  of,  3,  4,  6. 
Bruckner's  roasting  furnace,   474. 
Bullion,  228,  318. 
Burner  for  oil,  425. 

for  powdered  fuel,  423. 
Burning  of  oil,  424. 
By-product  coke  ovens,   370. 


Cadmium-bismuth  alloys,  36. 

oxide,  reduction  of,  211. 

oxide,  volatility  of,  214. 

vapor  tension  of,  72. 
Calcination,  212. 
Calcium  carbonate,   dissociation  o 

212. 

Calcium  ferrite,  formation  of,  224. 
Calorie,  definition  of,  384. 
Calorific  power,  384. 

by  Berthier's  method,  405. 

calculation    of,    from    ultimal 
analysis,  404. 

of    fuel,  method    of    determinj 
tion,  389. 
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Calorific    power    of   pyritic  furnace 

charge,  522,  528. 
of  various  substances,  388. 
Calorimeter ,  Mahler  bomb,  389. 

corrections  to    be    applied    in 

use  of,  398. 
description  of,  390. 
method  of  operation  of,  396. 
Calorimeter,  Parr,  400. 

correction  to  be  applied  in  use 

of,  403. 

description  of,  401. 
operation  of,  401. 
Gunnel  coal,  361. 
Capacity  of  blast  furnaces,  444,  445, 

455,  502,  515. 
( Jurat,  definition  of,  96. 
Carbon,  combustion  of,  385. 
Carbon  deposition  in  blast  furnace, 

20(>. 
Carbon  dioxide,  in  gas  producers,  430. 

dissociation  of,  208,  414,  416. 
Carbon-iron  alloys,  103. 
Carbon  monoxide,  combustion  of ,  387. 

dissociation  of,  429. 
Carbon   monoxide,    equilibrium    be- 
tween, and  carbon  dioxide,  205. 
reduction  by,  204,  205, 
rod  notion  of  iron  oxides  by,  204, 

206. 

Carborundum,  342. 
Cast  iron,  origin  of,  15. 
Omcntaliou  processes,  83. 
aimentitft,  103,  129. 
Charcoal,  352, 

absorption  of  gases  by,  354. 
as  a  metallurgical  fuel,  352. 
calorific  power  of,  354. 
composition  of,  354. 
ignition  temperature  of,  354, 
manufacture  of,  352,  353. 
properties  of,  353,  354. 
Hpet;i(ie  heat  of,  354. 
weight  of  different  kinds,  353. 
yield  from  wood,  353. 
Charging  of  furnaces,  435. 
Chemical  compounds  in  alloys,  47. 
Chemistry  of  production  of  gas,  427. 


Chimney  design  for  furnaces,   419, 

420. 

Chloridizing  roasting,  225. 
Chromite,  340. 

composition  of,  341. 
use  of,  341. 
Chromium  oxide,   use  of  reduction 

of,  212. 
Clinker,  362. 
Coal,  355. 

calorific  power  of,  359,  360. 
Campbell's  classification  of,  358. 
cannel,  361. 
composition  of  American.,   359, 

360. 

composition  of  ash  in,  363. 
composition  of  foreign,  364. 
composition  of  western.  United 

States,  362. 
coking,  363. 

coking,  composition  of,  365. 
efficiency   of   in   form   of    gas, 

389. 

fuel  value  of,  361. 
Gruner's  classification  of,  356. 
Kent's  classification  of,  357. 
moisture  in,  358. 
Percy's  classification  of,  356. 
powdered,  as  fuel,  422. 
proximate  analysis  of,  357,  359. 
quantity  burnt  per  sq.  ft.  grate 

area  in  furnaces,  420,  421. 
sulphur  in,  361. 
ultimate  analysis  of,  357,  359. 
Coke,  ash,  composition  of,  373, 
block  ends  in,  369. 
composition  of,  374. 
consumption  of  in  U.  S.y  365. 
consumption  of   lead   and  cop- 
per blast  furnaces,  457. 
effect    of    time    of    coking    on 

quality,  369. 
phosphorus  in,  373. 
physical  properties  of,  371. 
physical   properties   of    cellular 

structure  of,  373. 
physical  properties  of  coherence 
in  handling,  374. 
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Coke,  physical  properties  of  crushing 

strength,  375. 
ph3rsical  properties  of  hardness 

of  body,  371. 
physical    properties    of    purity, 

373. 
physical   properties   of   uniform 

quality,  374. 
standard,  373. 
sulphur  in,  373. 
yield  of,  from  coal,  370. 
Coke  and  clay  brick,  342. 
Coke  brick,  342. 
Coking  coals,  363. 

composition  of,  365. 
Coking  process,  368. 

in  beehive  ovens,  366. 
in  by-product  ovens,  366,  370. 
length  of  time  of,  369. 
Cold  junction  in  thermo-couples,  153. 
Combustion,  384. 

air  required  for,  415,  417. 
excess  air  required  for,  415. 
temperature  of,  406. 
Compressh*e  stress,  66. 
Conduction,    formula    for,     through 

furnace  walls,  344. 
Conductors,  electric,  125. 
Constitution  of  matte,  308. 
Converters  for  copper  matte,  457. 
Cooling  curves,  19. 

based  on  temperature  and  time, 

28. 

definition,  22. 
differential  type,  31. 
inverse  rate  type,  29. 
of  cast  iron,  26. 
of  copper,  163. 
of  electrolytic  iron,  24,  32. 
of  slags,  268,  269. 
of  solid  solutions,  28. 
relation   between  and   freezing- 
point  curves,  32. 
taken  by  means  of  potentiometer 

170. 

temperature  rate  type,  30. 
theoretic,  27,  28. 
types  of,  29. 


Copper,  absorption  of  oxygen  by,  77. 
analysis  of  refined,  198. 
black,  composition  of,  321. 
black,  sampling  of,  322. 
early  metallurgy  of,  16,  17,  18. 
first  use  of,  6. 

malleability  and  ductility  of,  63 
metallic,  in  matte,  308,  317. 
metallurgical  scheme  for,  200. 
production  of  by  the  Romans, 

13. 

refining  of,  203,  237. 
Copper-aluminium  alloys,  108. 

properties  of,  108. 
Copper  blast  furnace,  445. 

slags,  272. 

Copper-gold  alloys,  95. 
-iron  matte,  304,  307. 
-lead  matte,  304. 
Copper   matte,    bessemerization   of, 

203. 

smelting,  discussion  of,  511. 
Copper  mines,  ancient,  10. 
Copper-nickel  alloys,  93. 

-nickel  alloys,  properties  of,  94. 
-nickel  matte,  318. 
Copper  ores,  leaching  of,  240. 

precipitation  of,  241. 
Copper  oxide,  reduction  of,  211. 
Copper-silver  alloys,  97. 
-tin  alloys,  112. 
-tin  alloys,  properties  of,  113. 
Copper  vessels  in  Babylonia,  6. 
Copper-zinc  alloys,  105. 

-zinc  alloys,  properties  of,  105. 
Critical  points,  19,  22,  130,  141. 
Critical  temperature,  463,  513. 
Crucible  furnaces,  492. 
Crucible  of  blast  furnace,  439. 
Cryolite,  melting-point  of,  236. 
Crystals,  21. 

Crystals,  allotriomorphic,  56. 
idiomorphic,  56. 
mixed,  20,  22,  56. 
CrystaDine  structure  of  metals,  56. 
Crystallization,  heat  of,  281. 
Cupeling  furnace,  471. 
Cupellation,  234. 
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Cuprous  sulphide,  properties  of,  293. 
solvent    action    for    gold    and 

silver,  317. 

Cuprous  sulphide-iron  sulphide,  sys- 
tem of,  295. 

-lead,  sulphide  system  of,  297. 
-silver  sulphide,  system  of,  299. 
-7Ai\c  sulphide,  system  of,  301. 
Cyanide  process  for  gold  and  silver 
ores,  240. 

D 

Delta  metal,  108. 
Dondritcs,  50. 
Density  of  rnetals,  62. 

in  solid  and  fluid  state,  63,  85. 
Depression  of  the  freezing-point  of 

a  solvent,  32. 
Depression     of    the    freezing-point 

curve,  35. 

Dosilverization  of  lead  bullion,  241. 
Detection  of  chemical  compounds  in 

alloys,  47. 

Diffusion  constant  for  metals,  82. 
Diffusion  in  metals,  82. 
Dimensions  of  lead  and  copper  blast 

furnaces,  455. 
Dimorphism,  20. 
Dimw  brick,  334. 

Direct  process  of  iron  making,  15. 
Dissociation  of  carbon  dioxide,  208. 

of  carbon  monoxide,  429. 

tension  of  oxides,  212. 

tension  of  sulphates,  219. 
Distillation,  238. 
Dolomite,  composition  of,  339. 

use  of  as  a  refractory  material, 

339. 

Draft,  mechanical,  421. 
Droning  kettle  for  lead,  492. 
Ductility,  63. 

Dulong'a    formula    for    calculating 
calorific  power,  404. 

modified,  404. 

E 

Edwards  roasting  furnace,  477. 
Egypt,  Hint  implements  in,  5. 


Egyptian  civilization,  5. 

Elastic  limit,  66. 

Electric  conductivity,  curve  of,  127. 

of  alloys,  118. 

of  alloys,  laws  relating  to,  120. 

of  metals,  80,  119. 
Electric  conductors,  125. 
Electric  furnaces,  493. 

for  steel,  493. 
Electric  resistance,  US. 

of  platinum  and  platinum-rho- 
dium, 158. 

temperature  coefficient  of,  120, 
126. 

pyrometer,  147. 

Electrolytic  refining  of  copper,  237. 
Electro-motive     force     of     thermo- 
couples, 150. 
Emissivity  in  reference  to  radiation, 

178. 
Eutectic,  2S. 

definition  of,  35. 

effect  of  on  metallic  structure, 
60. 

hidden,  312. 

in  mattes,  305,  306. 

in  slags,  265. 
Eutectic  point,  35. 
Eutectoid,  104. 
Excess  substance,  28,  36. 
Expansion,  coefficient  of,  128. 

laws  of,  128, 

of  carbon  steel,  129. 

of  nickel  steel,  130. 

F 

Fans  for  the  production  of  blast,  499. 
Ferrite,  104. 

Ferrous  and  ferric  oxides,  reduction 
of  by  carbon  monoxide,  204, 
206,  207. 

reduction  of  by  hydrogen,  207. 
F<§ry's  radiation  pyrometer,  179, 
Fettling  of  furnace  linings,  469. 
Fire  clay,  329. 

composition  of,  332. 
effect  of  silica  on,  330. 
tensile  strength  of,  332. 


534 


INDEX 


Fire-clay  brick,  329. 

composition  of,  333. 

manufacture  of,  330. 

refractoriness  of,  331,  332. 
Flame,  417. 

Flotation  processes,  243. 
Flue  dust,  229. 

Fluorspar,  behavior  of  during  smelt- 
ing, 227. 
Flux,  227. 

Forehearths  for  furnaces,  444,  451. 
Fracture  of  metals,  61. 
Freezing  manner  of,  of  a  matte,  312. 
Freezing-point  of  a  slag,  266. 
Freezing-point  of  a  substance,  70. 

raising  of,  37. 
Freezing-point  curves,  32. 

hidden  maxima  in,  48. 

maxima  in,  47. 

of  ternary  systems,  51. 

theoretic  considerations,  32. 

types  of,  37,  51. 

Fuel,  amount  of  in  relation  to  grate 
area,  420. 

classification  of,  348. 

definition  of,  348. 
Fuel  oil,  378. 
Fume,  230. 

Furnace,   see  reverberatory  furnace 
and  blast  furnace. 

boshes  in  copper  blast,  450. 

boshes  of,  439. 

capacity,  factors  influencing,  514. 

capacity  of  the  blast  type,  443, 
445,  455,  502. 

chimney  and  grate  design  for, 
418.  " 

classification  of,  431,  432. 

coal    burnt    per    sq.    ft.    grate 
surface,  420,  421. 

coke  consumption  in  lead  and 
copper,  457. 

critical  temperature  in,  463. 

crucibles,  439. 

definition  of,  431. 

electric,  236,  493. 

for  copper,  prehistoric,  17. 
for  crucibles,  492. 


for  cupellation,  471. 
forehearths  for,  444,  451,  452. 
gases,  composition  of,  220,  229, 

513. 

hearth  of,  439. 

height  of  blast  type,  440,  441. 
manner  of  charging  blast  type, 

435,  436. 
mechanical  devices  for  charging, 

436. 

muffle  type,  491. 
number  of  tuyeres  in  lead  and 

copper,  455. 

ore-roasting,    see   roasting    fur- 
nace, 473. 
radiation  from,  516. 
recuperative  reverberatory  type, 

486,  488. 
regenerative  reverberatory  type, 

482. 

relation  between  grate  and  chim- 
ney, 420. 
relation     between     grate     and 

hearth,   421. 
retort  type,  488. 
sand,  composition  of,  335,  336. 
scaffolding  in,  440. 
separation  of  products  in  blast 

type,  444. 

smelting  area  in  blast  type,  442. 
thermal  balance  of  pyritic,  518. 
throat  of,  439. 
trap  spout  for,  451,  452. 
tuyeres  for  copper  and  lead,  450. 
tuyeres  for  iron,  439. 
water  jackets  for,  435,  448. 
working    temperature    of,    513. 
zones  in  blast  type,  442. 
Furnaces,  blast,  435. 

amount  of  air  for,  441,  455. 
dimensions  of  lead  and  copper, 

455. 

for  copper  matting.  445. 
for  iron,  438. 
for  iron,  early  form,  15. 
for  iron,   section  showing  tem- 
peratures, 442. 
for  lead,  454. 
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Furnaces,  lead  and    copper,   height 

of,  455. 

pressure  for,  440. 
Fusing-point  pyrometry,  186. 
Fusion  point  of  metals,  73. 

G 

Galvanometer  for  use  with  thermo- 
couple, 153,  169. 
Gamma  iron,  24,  130. 
Gannister,  334. 

composition  of,  335. 
Gas,  artificial,  379. 

artificial  composition  of,  381. 
artificial  manufacture  of,  379. 
chemistry  of  production  of,  427. 
from  coal,  380. 
from  oil,  381. 
fuel,  379. 

fuel,  importance  of,  379. 
mixtures,  ignition  temperatures 

of,  418. 
Mond,  430. 

natural,  composition  of,  380. 
natural,  how  obtained,  379. 
natural  use  of,  379. 
Gas,  producer,  380. 

calorific  power  of,  382. 
composition  of,  381,  382. 
yield  from  coal,  382. 
Gas  producers,  efficiency  of,  429. 
method  of  operation,  428,  429. 
Taylor's,  424. 

temperature  of  operation  of,  429. 
Gas  pyrometer,  146. 
Gas  thermal  capacity  of,  410. 
per  kilogram,  412. 
per  molecular  volume,  412. 
Gas,  water,  380. 

Gases,  absorption  of  by  charcoal,  354. 
combustible,  calorific  power  of, 

415. 

combustible,  data  on,  415. 
from  copper  smelting,  composi- 
tion of,  513. 

from  furnaces,   composition  of, 
221,  229. 


in  iron,  78. 
in  metals,  76. 
specific  heat  of,  40S. 
German  silver,  115. 

composition  of,  116. 
Girod  electric  steel  furnace,  493. 
Gold,  effect  of  foreign  substances  on, 

198. 
effect  of  foreign  substances  on 

tensile  strength,  145. 
in  matte,  317. 
malleability    and    ductility    of, 

63,  145." 

metallurgical  scheme  for,  201. 
refining  of,  23S. 
vapor  tension  of,  72. 
Gold    bullion,    ancient    method    of 

refining,  10. 
analysis  of,  from  cyanide  process, 

321. 

segregation  in,  323. 
Gold-copper  alloys,  95. 

properties  of,  95,  96. 
Gold  ores,  amalgamation  of,  242. 
chlorination  of,  241. 
cyanidation  of,  240. 
roasting  of,  215,  481. 
Gold-silver  alloys,  91. 

color  and  properties,  92. 
effect  of  rate  of  cooling  on  struc- 
ture, 91. 

Graphical   method   for   determining 
temperature    of    combustion, 
410. 
Graphite,  artificial,  342. 

as  a  refractory  material,  341. 
composition  of,  341. 
Grate    area    and    amount    of  fuel, 

420. 
Greeks,  use  of  iron  and  other  metals, 

12. 
Gruner's  classification  of  coal,  357. 


Hardenite,  104. 
Hardness,  132. 
laws  for  alloys,  134. 
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Hardenite,  methods  of  determining, 

133. 

of  metals,  64. 
scale  of,  134. 
Hearth  of  furnace,  439. 
Hearths,  432. 
Heat,  balance  of  chemical  reactions, 

386. 

conductivity,  absolute,  81,  344. 
conductivity  of  metals,  80. 
conductivity,  temperature  coeffi- 
cient of,  81. 
loss  of  in  direct-fired  reverbera- 

tory  furnaces,  464. 
loss  of,  in  water  jackets,  448. 
of  crystallization,  21. 
of  formation  of  compounds,  385. 
of  solidification,  21. 
treatment  of  bronzes,  113. 
Heating  of  blast,  506. 
Height  of  iron  blast  furnaces,  440, 

441. 
Height    of   lead   and    copper   blast 

furnaces,  455. 

Heusler's  magnetic  alloys,  143. 
Hidden    maxima    in    freezing-point 

curve,  48. 

Holo-crystalline  substances,  56. 
Hydrogen,  "available,"  405,  407. 
"available,"  in  wood,  351. 
combustion  of,  386. 
reduction  of  magnetic  oxide  by, 

207. 
Hysteresis,  25,  142. 


Idiomorphic  crystals,  56. 

Ignition  temperature  of  charcoal,  354. 

Ignition  temperature  of  fuels,  418. 

Ignition  temperature    of    gas    mix- 
tures, 418. 

Influence  of  metals  on  civilization,  1. 

Injector  for  powdered  fuel,  424. 

Iron,  ancient  industry,  11,  12,  13,  14, 

15. 
alpha,  24,  129. 

Iron-arsenic,  system  of,  323. 


Iron,  beta,  24,  129. 

carbon  alloys,  103. 

carbon  alloys,  properties  of,  104. 

cast,  composition  of,  32. 

cast,  cooling  curve  of,  26. 

cast,  origin  of,  15. 

corrodibility  of,  4,  6. 

critical  points  of,  24,  77,  80,  93, 
105,  129. 

discovery  of,  3,  4. 

early  manufacture  of,  7. 

early  sources  of,  13. 

electrolytic,  cooling  curves  of,  24. 

gamma,  24,  130. 

gases  in,  78. 

found  in  Great  Pyramid,  6. 

India,  13. 

magnetic  properties  of,  129,  138. 

malleability  and  ductility  of,  63. 

manganese  alloys,  93. 

manganese  alloys,  properties  of, 
93. 

metallic,  in  matte,  305,  317. 

metallurgical  scheme  for,  199. 
Iron  blast  furnace,  438. 

slags,  272. 

temperatures  in,  442. 
Iron  blast  furnace  zones  in,  442. 
Iron-copper  matte,  307. 
Iron  ores,  smelting  of,  230. 
Iron  oxides,  reduction  of,  204,  206. 
Iron  sows  in  smelting,  293. 
Iron  sulphide,  latent  heat  of  fusion, 
522. 

properties  of,  290. 

solvent  action  on  gold  and  silver, 
301,  318. 

-cuprous  sulphide,  system  of,  295. 

-lead  sulphide,  system  of,  299. 

-silver  sulphide,  system  of,  301. 

-zinc  sulphide,  system  of,  301. 
Isomorphism,  20. 
Isomorphous  series,  249. 

K 

Kaolinite,  330. 

Kent's  classification  of  coal,  357. 


INDEX 


Kiln,  Davis  Colby,  for  roasting  iron 

ore,  433. 
^'j<irs,    for    roasting   iron    ore 

433. 

Kilns,  -132,  433,  434. 
Konstaiiian,  120,  120,  171. 
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,  heat  of  fusion  of  slags,  281. 
Laws  of  hardness  for  alloys,  134. 
of  malleability  of  alloys,  137. 
of   radiation,   Stcfan-Boltzman 

17S. 
Raoult  and  vari't  Hoff,  depres- 

won  of  freezing-point,  32. 
relating  platinum  resistance  to 

temperature,  171. 
Leaching,  239. 

of  copper  ores,  24.0. 
Lead,  drossmp;  kettle  for,  492. 

first  use  of,  7. 
Lead-antimony  alloys,  100. 

properties  'of,  100. 
Lead  I  riant  furnace,  454, 
Lead  blast  furnace  slags,  272. 

malleability  and  ductility  of,  63. 
Lead  bullion,  analysis  of,  321. 

dc'silverissalion  of,  102,  241,  242. 
sampling  of,  322. 
Lead-eopper  matte,  304. 
Lead  oreH,  smelting  of,  231. 
Ixwl  oxide,  reduction  of,  211. 

volatility  of,  214. 
Lead  silicate,  reduction  of,  208. 
Ix»ad-Hilv(»r  alloys,  101. 

properties  of,  101,  102. 
Ixwt  Hiilphate,  melting-point  of,  221. 
reaction  between  and  silica,  222. 
Lead   sulphide,   solvent  action  for 

silver,  318. 
properties  of,  294. 
vaporization  of,  209, 
Lead  sulphide-cuprous  sulphide,  sys- 
tem of,  297. 

-iron  sulphide,  system  of,  299. 
-silver  sulphide,  system  of,  300. 
-zinc  sulphide,  system  of,  301. 


Lead-tin  alloys,  98. 

properties  of,  99. 

Lime  as  a  refractory  material,  339. 
Lime  kiln,  433. 
Limit  of  proportionality,  66. 
Liquation,  241. 

M 
Magnesia,  336. 

brick,  composition  of,  337. 
composition  of,  337. 
properties  of,  337. 
refractoriness  of,  337. 
use  of,  338. 
Magnesite,  337. 
Magnetic  properties  of  allovs    138 

143. 

Magnetic  properties  of  iron,  129. 
Magnetic  properties  of  nickel,  130. 
Magnetic  separation,  244. 

roasting  for,  226. 
Magnetism,  138. 

of  special  steels,  140. 
paramagnetic  and  diamagnetic 

bodies,  81. 

Magnets,  permanent,  140. 
Mahler  bomb  calorimeter,  389. 
Malleability,  63,  136. 
of  alloys,  136. 
of  alloys,  laws  of,  137. 
Manganese  dioxide,  reduction  of,  212. 

iron  alloys,  93. 
Manganin,  120,  126. 
Martensite,  103. 
Matte,  228. 

appearance  of,  318. 

as  a  carrier  of  precious  metals, 

317. 

as  a  ternary  alloy,  310. 
composition  of,  319,  320. 
constituents  in,  304. 
constitution  of,  308. 
copper,    reactions   during   con- 
version of,  235. 
definition  of,  289. 
eutectic  in,  305. 
iron-copper,  307. 
iron-copper  lead,  308. 
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Matte,  manner  of  freezing  of  a,  312. 

metallic  copper  in,  308,  317. 

metallic  iron  in,  305,  317. 

nickel-copper,  318. 

relation  of,  to  slags,  283. 

relation  of  chemical  composition 
to  microscopic  constitution, 
316. 

solubility  of  in  slags,  284. 

solubility  of  slags  in,  283. 

sulphides  entering  into,  289. 

sulphur  in,  316. 
McClure  hot  blast  stove,  507. 
Measurement  of  high  temperature, 

146. 

Mechanical  devices  for  charging  fur- 
naces, 435. 

Mechanical  draft,  421. 
Mechanical  stokers,  422. 
Mechanical  working  of  metals,  61. 
Mellilite  group  of  minerals  in  slags, 

254. 

Melting-point  of  metals,  73. 
Mercury,  vapor  tension  of,  72. 
Mesopotamia,  4. 
Metallic  ages,  2. 

Metallic  furnace  products,  318,  321. 
Metallic  oxides,  volatility  of,  214. 
Metallography,  application  of,  62. 
Metals,  accumulated  by  Phoenicians, 
11. 

atomic  volume  of,  84,  85. 

atomic  weights  of,  84,  85. 

boiling-point  of,  74,  84. 

coefficient  of  linear  expansion,  84. 

crystalline  structure  of,  56. 

density  of,  62,  84,  85. 

density  of,  in  fluid  and  solid  state 
63,  85. 

diffusion  of,  82. 

ductility  of,  63. 

effect  of  alternating  stresses  on, 
68. 

effect  of  annealing  on,  61. 

effect  of  grain  size  on,  60. 

effect  of  mechanical  working,  61. 

effect  of  rate  of  cooling  on  struc- 
ture, 59,  61. 


electric  conductivity  of,  80,  84, 
85. 

fracture  of,  61. 

fusion  point  of,  73,  84. 

grain  size  of,  60. 

heat  conductivity  of,  80,  84. 

in  early  historic  times,  4. 

in  prehistoric  times,  2. 

influence     of    temperature     on 
tenacity  of,  66. 

latent  heat  of  fusion  of,  84. 

latent  heat  of  vaporization  of,  84, 

magnetic  properties  of,  81. 

malleability  of,  63. 

occlusion  of  gases  by,  73. 

penetration  of  by  gases,  83. 

physical  properties  of,  84,  85,  86 

polymorphism  of,  79,  80. 

reduction,  of  from  their  oxides, 
210. 

slip  bands  in  strained,  57. 

specific  heat  of,  81,  84. 

systems  of  crystallization,  84,  85 

tenacity  of,  65. 

tensile  strength  of,  84,  85. 

toughness  of,  64. 

vapor  tension  of,  72. 

welding  of,  75. 

Metallurgical  slags,  nature  of,  270. 
Metallurgy,  development  of,  1. 

definition  of,  197. 

of  copper,  scheme  for,  200. 

of  gold,  scheme  for,  201. 

of  iron,  scheme  for,  199. 

of  zinc,  scheme  for,  202. 
Meta-silicates  in  slags,  251,  253. 
Microhm,  118. 
Minerals  in  slags,  247,  270. 

as  determined  by  bases  present, 

253. 

Mixed  crystals,  20,  22. 
Modulus  of  elasticity,  67. 
Molecular  heat  of  formation  of  sub- 
stances, 385,  388. 
Molecular  inertia,  28. 
Mond  gas,  430. 
Monel  metal,  95. 
Morphotropic  series,  249. 
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Morphotropism,  20. 
M  uflle  furnaces,  491. 
Muntz  metal,  108. 

N 

Naphthaline,  boiling-point  of,  164. 
Natural  gas,  379. 
Neutral  refractory  material,  340. 
Nickel,  critical  points  of,  94,  130. 

elTeet  of  on  iron,  129. 

magnetic  properties  of,  129,  138. 

malleability  and  ductility  of,  63. 
Nickel-copper  alloys,  93. 
Nickel-copper  matte,  318. 
Nickel-iron  alloys,  properties  of,  129, 
130. 

irreversible,  130. 

reversible,  130. 
Nickel  steel,  expansion  of,  129,  130. 

0 

( )il,  see  also  petroleum,  37,5. 

advantages  of  use  of,  378. 

burning  of,  424. 

calorific-  power  of,  375,  378. 

composition  of  American,  377. 

specific,  gravity  of,  378. 

ultimate  composition  of,  377. 

use  of  as  a  metallurgical  fuel,  375. 

used  in  roverbcratory  furnaces, 
370. 

weight  of  per  gallon  and  barrel, 

375,  376. 

Oil  residuum,  378. 
Optical  pyrometers,  189. 
( )re,  definition  of,  198. 
Ortho-silicates  in  slags,  251,  254. 
Oxidation,  212. 

definition  of,  203. 
Oxides,  metallic,  dissociation  of,  214. 

volatilty  of,  214. 
Oxidizing  smelting,  232. 


Palladium,  polymorphism  of,  80. 
Parr  calorimeter,  400. 


Parting,  238. 

Pattinson  process  for  desilverizatioc 

of  lead  bullion,  101. 
Pearlite,  104. 
Peat,  354. 

ash  in,  355. 

calorific  power  of,  355. 

composition  of,  355. 

origin  of,  354. 

use  of  as  a  metallurgical  fuel 

353,  355. 

Percy's  classification  of  coal,  357. 
Permanent  magnets,  138,  140. 
Petroleum,  375. 

constitution  of,  376. 

products  of  distillation  of,  376 

377. 

Pewter,  99. 
Phoenicians,  10. 
Phosphate-silicates,  249. 
Phosphorus  in  coke,  373. 
Physical  constants  of  slags,  272. 
Physical  isomerism,  20. 
Physical    properties    of    refractor 

materials,  343. 
Platinum,  electric  resistance  of,  15< 

174. 

malleability  and  ductility  of,  6< 
Platinum-platinum     alloy     therm< 

couples,  155. 
Platinum  resistance  pyrometer,  14' 

174. 

application  of,  189, 190. 
compensating  leads  for,  175. 
design  of,  174. 
lag  of,  190. 

use  of  "ice  bobbin"  with,  176. 
Platinum-rhodium,  electric  resistam 

of,  158. 

Platinum  scale  of  temperature,  173 
Polymorphism  19. 
of  metals,  79. 
Porcelain  tubes  for  thermo-couple 

157. 
Potentiometer    for    thermo-couple 

165. 

Pound  calorie,  definition  of,  384. 
Powdered  fuel,  422. 
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Powdered  fuel,  advantages  of,  422. 

applied    to    reverberatory    fur- 
naces, 423. 

manner  of  burning,  423. 
Precipitation,  241. 
Producer  gas,  380. 

Products    of     combustion,    amount 
formed,  417. 

dissociation  of,  414. 
Proximate  analysis  of  coal,  357. 
Puddling  furnace  for  wrought  iron, 

470. 

Puddling  process,  invention  of,  16. 
Pyrite,  heat  of  formation  of,  523. 

as  fuel,  383. 

data  on,  522. 
Pyritic  smelting,  232,  511. 

calorific  power  of  charge,   522, 
528. 

composition  of  charge  for,  527. 

thermal  balance  of,  518. 
Pyrometers,  types  of,  146. 

automatic  recorders  for,  191. 

comparison  of  types,  189. 

optical,  189. 
Pyrometry,  application  of,  146. 

use  of  alloys  and  salts  in,  186. 
Pyrrhotite  as  fuel,  383. 

data  on,  524. 

Q      , 

Quartz  tubes  for  thermo-couples,  157. 

R 

Radiant  energy,  distribution  of,  180. 
Radiation,  laws  of,  178,  179. 

from  furnaces,  516. 
Radiation  pyrometer,  application  of, 
191. 

general  data  on,  181. 

of  Fery,  179. 

total,  theory  of,  180. 
Radiation  pyrometers,  146,  179. 
Rails,  specifications  for,  197. 
Recuperative  furnaces,  486,  488. 
Reduction,  definition  of,  204. 


of  iron  oxides  by  carbon  mon- 
oxide gas,  204,  205,  207. 
of  iron  oxides  by  hydrogen,  207. 
of  lead  silicate,  208. 
of  metals  from  sulphides,  208. 
Reduction  works,  204. 
Refining,  237. 

gold  bullion,  ancient  method  of, 

10. 

Refrigeration  of  air,  498. 
Regenerative  reverberatory  furnaces, 

482. 

for  steel,  484. 
principles  of,  483. 

Refractory  materials,  ability  to  with- 
stand changes  of  temperature, 
327. 

acid,  329. 
basic,  336. 
classification  of,  328. 
conductivity  of,  327,  345. 
definition  of,  325. 
expansion  of,  346. 
permeability  to  gases,  345. 
physical  properties  of,  343. 
refractoriness  of,  325. 
resistance  to  abrasion,  325. 
resistance  to  corrosion,  326. 
Resistance,  standard  of  electric,  118. 
Resistivity,  118. 

effect  of  temperature  on,  119. 
Retort  furnace,  488. 
Retorts  for  zinc  ores,  489. 
Reverberatory  furnaces,  corrosion  of 

direct-fired,  459. 
expansion  in,  469. 
"fettling "  of,  469. 
for  copper  ores,  461. 
for  refining  copper  lead  matte, 

469. 

for  roasting,  473. 
general  data  on,  469. 
lining  in,  468. 
loss  of  heat  in,  464. 
method  of  charging,  463. 
method  of  working,  467. 
principles  of  construction,  463. 
puddling  furnace  for  iron,  470. 
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Reverberatory  furnaces,  recuperative 
typo,  4SO. 

regenerative  type,  482. 
Rheostats,  material  for,  126. 
Roasting,  203,  21.2. 

chemistry  and  operation  of,  214, 
2  Hi. 

chloridiy/mg,  225. 

for  magnetic,  separation,  226. 

of  antimony  ores,  225. 

of  telluride  gold  ores,  215,  481. 

of  sulphides,  210. 

Roast  ing;     furnaces,    Allcn-O'Harra, 
477. 

Hriickner,  474. 

I'M  wards  duplex,  477. 

hand,  473. 

McDougal  Multiple-hearth,  474. 
Roast-reaction  processes,  222. 
Rotary  blowers,  data  on,  502. 

for  production  of  blast,  499. 

horse-power  required  for,  501. 

S 

Sampling   of  metallic  furnace  prod- 
ucts, 321. 

Scaffolding  in  blast  furnaces,  440. 
Scale  of  hardness,  134. 
Scale  of  temperatures,  147,  172. 
Selerometer    for    determining    hard- 
ness, 132. 

Segcr  cones,  147,  ISO,  187. 
Segregation  in  gold  bullion,  323. 
Segregation   of   copper-silver   alloys, 

07. 

Selective  freezing,  30. 
Separation  of  furnace  products,  444. 
Silica,,  hydrates  of,  240. 

effect  of  on  fire  clay,  330. 

reduction  of,  212. 

specific/  heat  of,  279. 
Silica  brick,  334. 
Silicates,  classification  of,  246. 

melting-point  of,  280. 

meta,  251,  253. 

ortho,  251,  254. 
Silica  tubes  for  thermo-couples,  157. 


Silicic  acid  246. 
Silicon  bronze,  125. 
Siloxicon,  342, 

composition  of,  343. 
Silver  in  Egypt,  6. 

in  matte,  317. 

Silver,  malleability  and  ductility  of 
63. 

polymorphism  of,  80. 

vapor  tension  of,  72. 
Silver  chloride,  properties  of,  215. 
Silver-copper  alloys,  97. 

properties  of,  97,  98. 
Silver-gold  alloys,  91. 
Silver-lead  alloys,  101. 
Silver  sulphide-cuprous  sulphide,  sys 
tern  of,  299. 

-iron  sulphide,  system  of,  301. 

-lead  sulphide,  system  of,  300. 

-zinc  sulphide,  system  of,  302. 
Slag,  228,  245. 
Slags,  alumina  in,  285. 

as  physical  mixtures,  263,  270. 

calculation  of  amount  of  silicat 
minerals  in,  258. 

composition  of,  280. 

cooling  curves  of,  268. 

eutectic  in,  265. 

formation  temperature  of,  272. 

freezing  of,  264,  266. 

freezing-point  of,  266. 

from  copper  blast  furnace,  272. 

from  iron  blast  furnace,  272. 

from  lead  blast  furnace,  272. 

latent  heat  of  fusion  of,  281,  282 

miner alogical  nature  of,  245. 

minerals  in,  247,  248,  270. 

nature  of  metallurgical,  270. 

net  total  heat  of  formation  of 
279. 

physical  constants  of,  272. 

relation  between  mineral  anc 
chemical  composition,  251 
261. 

relation  to  matte  and  metal,  283 

solubility  of  in  matte,  283. 

specific  heat  of,  279,  280. 

spinel  in,  256,  257. 
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Reverberatory  furnaces,  recuperative 
type,  486. 

regenerative  type,  482. 
Rheostats,  material  for,  126. 
Roasting,  203,  212. 

chemistry  and  operation  of,  214, 
216. 

chloridizing,  225. 

for  magnetic  separation,  226. 

of  antimony  ores,  225. 

of  telluride  gold  ores,  215,  481. 

of  sulphides,  216. 

Roasting     filrnaces,    Allen-O'Harra, 
477. 

Bruckner,  474. 

Edwards  duplex,  477. 

hand,  473. 

McDougal  Multiple-hearth,  474. 
Roast-reaction  processes,  222. 
Rotary  blowers,  data  on,  502. 

for  production  of  blast,  499. 

horse-power  required  for,  501. 

S 

Sampling  of  metallic  furnace  prod- 
ucts, 321. 

Scaffolding  in  blast  furnaces,  440. 
Scale  of  hardness,  134. 
Scale  of  temperatures,  147,  172. 
Sclerometer   for   determining   hard- 
ness, 132. 

Seger  cones,  147,  186,  187. 
Segregation  in  gold  bullion,  323. 
Segregation  of   copper-silver  alloys, 

97. 

Selective  freezing,  36. 
Separation  of  furnace  products,  444. 
Silica,  hydrates  of,  246. 

effect  of  on  fire  clay,  330. 

reduction  of,  212. 

specific  heat  of,  279. 
Silica  brick,  334. 
Silicates,  classification  of,  246. 

melting-point  of,  280. 

meta,  251,  253. 

ortho,  251,  254. 
Silica  tubes  for  thermo-couples,  157. 


Silicic  acid  246. 
Silicon  bronze,  125. 
Sikmcon,  342. 

composition  of,  343. 
Silver  in  Egypt,  6. 
in  matte,  317. 

Silver,  malleability  and  ductility  of, 
63. 

polymorphism  of,  80. 
vapor  tension  of,  72. 
Silver  chloride,  properties  of,  215. 
Silver-copper  alloys,  97. 

properties  of,  97,  98. 
Silver-gold  alloys,  91. 
Silver-lead  alloys,  101. 
Silver  sulphide-cuprous  sulphide,  sys- 
tem of,  299. 

-iron  sulphide,  system  of,  301. 

-lead  sulphide,  system  of,  300. 

-zinc  sulphide,  system  of,  302. 
Slag,  228,  245. 
Slags,  alumina  in,  285. 

as  physical  mixtures,  263,  270. 

calculation  of  amount  of  silicate 
minerals  in,  258. 

composition  of,  286. 

cooling  curves  of,  268. 

eutectic  in,  265. 

formation  temperature  of,  272. 

freezing  of,  264,  266. 

freezing-point  of,  266. 

from  copper  blast  furnace,  272. 

from  iron  blast  furnace,  272. 

from  lead  blast  furnace,  272. 

latent  heat  of  fusion  of,  281,  282. 

mineralogical  nature  of,  245. 

minerals  in,  247,  248,  270. 

nature  of  metallurgical,  270. 

net  total  heat  of,  formation  of, 
279. 

physical  constants  of,  272. 

relation  between  mineral  and 
chemical  composition,  251, 
261. 

relation  to  matte  and  metal,  283. 

solubility  of  in  matte,  283. 

specific  heat  of,  279,  280. 

spinel  in,  256,  257. 
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Slags,  superheating  of,  282. 

temperature  of,  from  lead  and 
copper  furnace,  525. 

total  heat  required  to  form,  276. 

total  smelting  heat  of,  276,  281, 
282. 

viscosity  of,  267,  282. 

zinc  in,  285. 
Smelting,  area  of  furnaces,  442. 

cupriferous   sulphides,  reactions 
during,  233. 

definition  of,  227. 

electric,  235,  493. 

for  copper  matte,  512. 

for    copper    matte,    pyiitically, 
512. 

for  copper  matte,  with  coke,  512. 

in    reverberatory    furnace,    for 
copper,  233. 

of  iron  ores,  231. 

of  lead  ores,  231. 

oxidizing,  232. 

pyritic,  232,  514. 

reducing,  230. 

types  of,  230. 
Solid  solutions,  21,  281. 
Solution,    applied    in    metallurgical 

way,  239. 

Specific  gravity  of  alloys,  138. 
Specific  gravity  of  wood,  350. 
Specific  heat,  81. 

formulas  for,  280. 

of  charcoal,  354. 

of  common  bases,  280. 

of  silica,  279. 

of  slags,  279. 

Woestyn's  rule  for,  279. 
Specific  heat  of  gases,  408. 
Specific  resistance,  118. 
Specific  volume  of  alloys,  138. 
Speise,  229,  318,  323. 

composition  of,  324. 

nature  of,  323. 
Spinel  in  slags,  256. 
Steel,  104. 

ancient,  16. 

carbon,  expansion  of,  129. 

critical  points  of,  105,  131,  141. 


magnetism  of,  140. 

regenerative  furnace  for,  484. 

Wootz,  13. 
Stefan-Boltzman,   law   of   radiation, 

178. 

Sterling  silver,  97. 
Stoves  for  heating  blast,  508,  509. 
Stibnite,   reactions   during  roasting, 

226. 

Strained  metals,  57. 
Structure  of  metals,  56. 
Sublimation,  70,  238.      . 
Succession  of  metallic  ages,  3. 
Sulphates,  formation  of,  217. 

dissociation  of,  219. 

equilibrium  conditions  for,  218. 
Sulphide  fuels,  383. 
Sulphides  in  mattes,  289. 
Sulphides  in  slags,  249. 
Sulphides,     metallic,     chemistry    of 
roasting,  216. 

metallic,  flotation  of,  243. 

reactions    of,    during    smelting, 
233. 

reduction  of  metals  from,  208. 

systems  of,  295. 
Sulphur,  affinity  of  for  metals,  209. 

boiling-point  of,  161. 

in  coal,  360. 

in  coke,  373. 

in  matte,  316. 

in  slags,  249. 
Surfusion,  28. 


Taylor  gas  producer,  425. 

Telluride  gold  ores,  roasting  of,  481. 

Temperature,   critical  for  reduction 

of  metals  from  oxides,  210. 
definition  of,  147. 
estimation  of  by  nature  of  light 

emitted,  179. 
measurement  of,  146. 
platinum  scale  of,  172. 
scales,  147,  172. 

Temperature    coefficient    of    electric 
resistance,  120,  126. 
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Temperature  of  combustion,  406. 
calculation  of  for  a  coal,  407. 
calculation  of  for  pyritic  smelting 

524. 
determination      by      graphical 

method,  410. 
effect  of  preheating  air  on,  413, 

414. 
with  different  amounts  of  air, 

416. 

Tensile  strength  of  alloys,  144. 
Tensile  strength  of   gold,   effect  of 

impurities  on,  145. 
Tensile  strength  of  metals,  84,  85. 
Tensile  stress,  66. 
Ternary  alloys,  114,  310. 
Ternary  systems,  graphic  representa- 
tions of,  52,  53. 
freezing-point  curves  of,  51. 
Thermal  analysis,  definition  of,  19. 
Thermal  capacity  of  a  gas,  410. 
per  kilogram,  412. 
per  molecular  volume,  412. 
Thermit  welding,  75. 
Thermo-chemistry  of  pyritic  smelting 

519. 
Thermo-couple,  149. 

application     of     to     radiation 

pyrometer,  182,  183. 
cold  circuit  in,  153. 
cold  junction  in,  150,  153. 
correction  for  cold  junction,  150, 

151. 

electric  resistance  of,  158. 
equation    relating    temperature 

and  e.m.f.,  150,  155,  163. 
galvanometric  method  of  using, 

151. 

general  application  of,  191. 
general  data  on,  156,  157. 
joining  the  wires  of,  159. 
log  in  temperature    indication, 

157,  190. 

of  base  metals,  170. 
of  platinum  alloys,  155. 
opposition    method    of    use  of, 

165. 
parasite  currents  in,  154. 


protection  of  during  use,    156, 
157,  158. 

size  of  wires  for}  158. 

standardization    of,    155,     159, 
160,  162. 

theory  of,  149. 

use  of  potentiometer  with,  167. 
Thermo-electric  pyrometer,  147. 
Thermometer,  normal,  147,  14S. 
Thorium  oxide,  reduction  ofj  211. 
Throat  of  blast  furnace,  439. 
Tin,  allotropic  modification  of,  63. 

control   of    supply   by   Phoeni- 
cians, 11. 

discovery  of,  3,  4,  7. 

malleability  and  ductility  of,  63. 

polymorphism  of,  SO. 

source  of,  11,  13. 
Tin  oxide,  reduction  of,  211. 
Tin-copper  alloys,  112. 
Tin-lead  alloys,  98. 
Tin-lead  alloys,  tensile  strength  of,  99. 
Toughness  of  metals,  64. 
Trap  spout  for  copper  furnace,  451, 

452. 

Trial  plates  used  in  British  mint,  92. 
Tuyeres,  early  forms  of,  15. 

for  copper  and  lead  blast  fur- 
nace, 449,  450. 
for  iron  furnace,  439. 

U 

U-pipe  stove  for  heating  blast,  508, 

509. 
Undercooling    during    freezing,     28, 

70,  74,  249. 

Undercooling  in  slags,  265,  269. 
Uranium  oxide,  reduction  of,  212. 


Vapor  tension,  69. 

of  solids,  70. 
Viscosity  of  slags,  267. 
Volatility  of  certain  sulphides,  209. 
Volatility  of  metallic  oxides,  214. 
Volatilizing  roasting,  226. 
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W 

Water  cooling  applied  to  furnaces, 

438. 

Water  gas,  380. 
Water  jackets  for  furnaces,  435. 

amount  of  water  for,  448. 

for  copper  furnaces,  445,  446. 

loss  of  heat  through,  448. 
Water  vapor,  dissociation  of,  414,  416. 
Welding,  75,  76. 

by  pressure,  76. 

electric,  75. 

thermit,  75. 
Wheatstone    bridge     for     platinum 

resistance,  pyrometer,  176. 
" White  metal,'7  318. 
Woestyn's  rule  for  specific  heat,  279. 
Wood,  348. 

amount  of  ash  hi,  351. 

available  hydrogen  in,  351. 

calorific  power  of,  351. 

carbonization  of,  350. 

classification  of,  350. 

composition  of,  349,  351. 

composition  of  ash  in,  352. 

kiln-dried,  350. 

method  of  cutting,  349. 

moisture  in,  349,  350. 

specific  gravity  of,  350. 


use  of  as  fuel,  349. 
weight  of  per  cord,  351. 
yield  of  charcoal  from,  353. 


Ziervogel  process,  220. 
Zinc,  in  slags,  285. 

malleability  and  ductility  of,  63. 

metallurgical  scheme  for,  202. 

vapor  tension  of,  72. 
Zinc-aluminium  alloys,  102. 
Zinc     carbonate,      dissociation     of, 

212. 

Zinc-copper  alloys,  105. 
Zinc  oxide,  reduction  of,  210. 

volatility  of,  214. 
Zinc,  retort  furnace  for,  488. 
Zinc  sulphate,  formation  and  decom- 
position of,  223. 
Zinc  sulphide,  properties  of,  295. 

solvent     action     for     gold    and 
silver,  318. 

vaporization  of,  209. 
Zinc  sulphide-cuprous  sulphide,  sys- 
tem of,  301. 

-iron  sulphide,  system  of,  301. 

-lead  sulphide,  system  of,  301. 

-silver  sulphide,  system  of,  302. 
Zirconium  oxide,  reduction  of,  212. 


